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PREFACE 

The reasons for writing this book— the first of its kind published 
in this country — have been twofold. In the first place, I have 
felt the want of such a book for my own students. In the second 
place, the work was undertaken in the hope that interest in 
electro-chemistry might be stimulated. 

The book has been some years in preparation, owing to the 
fact that I did not wish to include any experimental woik which 
had not been personally tested or supervised- With a few 
exceptions— in the separation of the metals — all the experimental 
work has been carried out in the laboratories of the Borough 
Polytechnic Institute. All the possible methods of analysis 
have not been given, but those included have been found 
to give the best results. Many of the analytical methods are 
superior, in the ease with which they may be carried out and 
in accuracy, to ordinaiy chemical methods; others still leave 
a good deal to be desired. 

The preparations have all been carefully worked out, and 
I hope that those who work through this book may be stimu- 
lated to carry out research in connection with electro-chemical 
problems. 

For help in carrying out the experimental part of the work, 
I desire most heartily to thank Messrs. A. Fontana, H. B. Law, 
B.Sc., and W. C. Prebble. For drawing the majority of the 
diagrams, my thanks are due to Mr. W. C. Prebble; and, for 
reading the proofs and helping to check the very i 
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references, to Mr. N. J. Bluman. I am also much indebted 
to Dr. W. Semple for kindly reading through the introductory 
parts of the book. 

I am obliged to Messrs. Baird & Tatlock, London, for 
kindly lending the block of Fig. 50 ; to Messrs. Nalder Brothers 
& Thompson, for F^. 13; to the Electrical Power Storage Co., 
for Fig, 33 ; to Messrs. Sherard, Cowper Coles, & Co., for F^s. 
43> 44> 5S> and 56; and to Messrs. Longmans, Green & Co., 
for the engraving of Faraday. 

I shall be most obliged for any criticisms, hints, or suggestions 
from those who use this book. 

F. M. P. 
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HINTS TO STUDENTS 

Experience shows that there is a great tendency among those 
who commence the study of electro-chemistry to slop through 
the work. The average student seems to think all that is 
necessary is to mix his solutions in a more or less accurate 
manner, and then to switch on the current — the electricity will 
do the rest. A greater mistake could not be made; unless 
details of current density, electromotive force, temperature and 
composition of the electrolyte are carefully attended to, the 
results will not be such as are expected, or as are set out in 
the hook. Students are very apt to say, " It is about right," or 
" The results are near enough." Sucli workers will never succeed, 
and do not deserve success. 

It is not desirable — except as a severe lesson — for the 
student to commence the analytical separation of an alloy, after 
he has analysed, say, copper or nickel. The student should 
carefully work through the major portion of the analysis of 
single metals before thinking of attempting separations. It is 
also desirable to try the several methods given for the analysis 
of each metal, because different workers, after experience, prefer 
different methods, i.e. one worker obtains better results from 
a specified method than another. 

The time given for the analysis of the metals must only 
be taken as a guide, because concentration of the electrolyte, 
temperature, and current density are most important factors, 
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X Hints to Students. 

and variations in these conditions will also cause variations in 

the time factor, and in the E.M.F. 

Absolute cleanliness is essential to correct results; the least 
trace of grease upon the electrodes may be sufficient to ruin 
an experiment. Platinum is largely employed in electro- 
chemistry, but the average student, and some very much above 
the avenge, look upon platinum as being imperishable. This 
is a very grave error; platinum requires the most careful usage, 
and should be handled as if it were — as it is — a precious 
substance. 

In all cases in this book, except where otherwise specially 
suted, the Current Density, CD., refers to the square 
decimeter of surfece. The fl^ electrodes preferred by the 
author usually have a sur^ce of \ square decimeter; therefore, 
if a CD. of I ampere is stated as being required, then only \ 
ampere of current must be employed; a registered current of 
1 ampere would represent a CD. of a amperes. 

The student is advised, after having made a few analytical 
determinations, to carry out the analytical and preparative work 
conjointly. 
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CHAPTER I. 

ELECTROL VS/S. 

While electro-chemistry may be said to date back to the dis- 
covery of the galvanic element by Voltain 1800, a discovery which 
led to the isolation of the alkali metals by Davy in 1806, we have 
to thank Faraday before all others for placing the subject upon a 
firm and scientific foundation. Not only did Faraday, by formu- 
lating the lawsgoveming the passage of the electric current through 
electrolytes, in 1853, lay the foundation stone of theoretical and 
practical electro-chemistry; but in 1831 he had already shown 
that a temporary current is induced in a closed circuit by the 
movement of a magnet in its neighbourhood — an observation, the 
application of which in future years was destined to revolutionise 
many phases of chemical industry, and to found a new branch 
of engineering, the development of which seems to have no 
bounds. 

Electrolysis. 

That some substances, such as metals, conduct electricity 
readily, and that other substances, such as glass and porcelain, 
will not allow its passage has been known for a great number of 
years. Since the time of Volta, it has been recognised that 
certain liquids may also be classed among conductors of the 
electrical current, 

Faraday called metals and similar substances oondactore of 
the first claas; liquids he called conductora of- the second 
class. We shall not here concern ourselves with the manner in 
which the electric current passes through a metallic conductor : a 
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few years ago there was very little controversy as to how this took 
place— to-day there are several theories. It is, however, necessary 
to have some conception of the way in which liquids may be 
supposed to be able to conduct electricity. 

All liquids are not conductors; pure water itself is not a 
conductor. Aqueous solutions of salts, aoida, and bases permit 
the passage of the current; on the other hand, solutions of some 
substances, such as sugar, gum, etc., do not possess this property. 
It is therefore obvious that salts, acids, and bases behave differently 
in solution from other classes of substances. 

According to our present conceptions, it is presumed that salts, 
acids, and bases, when in solution, are not there exclusively in 
the form of complete molecules, but that the molecules are, in 
solution, dissociated to a greater or less estent into ions. For 
example, common salt, NaCl, when dissolved in water is supposed 
to be split up into the positive ion Na, and the negative ion CI. 
In the solid condition sodium chloride is electrically neutral, 
having neither a positive nor a negative charge, or, what comes 
to the same thing, it has opposed charges in equal proportion. 
In solution, however, some at least of the molecules break up 
into the ion Na carrying a heavy positive electrical charge, and 
the ion CI with an equal charge of negative electricity. In a 
similar manner, potassium hydroxide in solution is split up into 
the positive ion K, and the negative ion OH, known as the 
hydroxyl ion.' 

When two pieces of platinum, connected with the opposite 
poles of an electric battery (these pieces of platinum when so con- 
nected are called electrodes), are placed in a solution of sodium 
chloride, a current of electricity passes through the solution, 
and it is found that chlorine gas is evolved at the piece of platinum 
connected to the positive pole of the battery, while hydrogen gas 
is given off at the piece in connection with the n^^tive pole. 
It has already been stated that pure water will not conduct 
electricity J how is it, then, that the electric current readily passes 

' The valency of the cation is represented by a (') : thus in Ag' and in 
Ba-'. The valencj of the anion is represented thus ('), e.g. CI' and SO,". 
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through a solution of sodium chloride? It is a well-knowD law 
in electrical science, that like attracts unlike, and like repels like, 
»V, negatively charged bodies attract positively electrified bodies, 
and repel negatively electrified bodies. Now, in a solution of 
sodium chloride there are present CI ions carrying a negative 
electric chaise, and Na ions charged with an equal quantity of 
positive electricity. It follows that the negative ions will be 
attracted to the positive pole, and the positive ions to the negative 
pole. In other words, the electric current will be conveyed across 
the solution from one pole to the other by the ions. The CI, or 
negative, ions will convey the negative electricity to the positive 
electrode, where they will become neutralised by the positive 
electricity at that electrode. The Na, or positive, ions will 
convey the positive electricity to the negative electrode, where 
they will become neutralised by the positive electricity at that 
pole. 

It was Faraday who first called the particle which conveys the 
current In solutions an ion, — from the Greek word meaning 
wanderer or traveller. He called the ion which conveyed the 
positive electricity, and therefore appears at the negative pole, 
the cation, and the negative pole the cathode. The ion which 
conveys the negative electricity was designated the anion, and 
the positive pole at which it is neutralised the anode. 

The ion CI is not molecular chlorine as we know it — a yellow 
gas of unpleasant odour. Neither is the ion Na molecular sodium 
— a readily oxidisable metal, which decomposes water. The 
molecules are electrically neutral; the ions, on the other hand, 
possess an electric charge — the anion being negatively charged, 
the cation having an equal positive charge. The moment the 
ions are liberated at the electrode, i.e. have their chaises neu- 
tralised by an equal quantity of the opposite charge, they become 
atoms which, uniting together, become molecules of the substances 
in the free state as we know them. Thus, as soon as the electric 
current passes through the solution, a smell of chlorine gas is 
perceptible at the anode, and hydrogen is evolved at the cathode ; 
the solution in the neighbourhood of the cathode becoming 
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alkaline, owing to the metallic sodium at the moment of its libera- 
tion reacting with the water thus — 

Na + H,0 = NaOH + H. 

i ilie production of hydrogen in this example is thus due to a 
secondary action. An example might, however, be taken in 
which both the anion and cation, on neutralisation, give rise to 
the corresponding molecular forms. For instance, in a solution 
of copper chloride we have the cation Cu" and the two anions 
CI, the two anions together bearing the same amount of electricity, 
but of opposite sign, as the Cu" cation. On electrolysing this 
solution gaseous chlorine makes its appearance at the anode, and 
metallic copper is plated on to the cathode. 

According to Le Blanc, leaving out of account metallic salt 
solutions and salts of the halogens, the electrolysis of water may 
be looked upon as being a primary decomposition. In water we 
have H and OH ions. Now, the electrical conductivity of a 
solution is brought about by all the ions in the solution. In 
electrolysing a solution of potassium sulphate, what we notice is 
the separation of hydrt^en at the cathode, and oxygen at the 
anode. When therefore the current is not too strong, it is not 
necessary to assume the separation of potassium at the cathode, 
and the SO4 radical at the anode, although this assumption is 
usually made. There will always be H and OH ions present, 
since these will be immediately generated by the undissociated 
water. At the electrode, the action which will take place is 
naturally that which proceeds the most readily ; that is, in this 
case, the separation of the H and OH radicals. As a matter of 
fact, in ordinary electrolysis, when currents of considerable inten- 
sity are being used, we may presume that we have both a primary 
and secondary reaction proceeding simultaneously. 

Faraday, in his researches into the phenomena of electrolysis, 
found by careful measurement that the quantity of substance 
deposited at the electrodes always corresponded to the amount 
of electricity which had been passed through the solution. He 
further found that amount of substance deposited at the cathode 
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always bore the same ratio to the quantity given up at the anode ; 
further, that the quantity of different elements yielded up at the 
electrodes by a given current bore a simple ratio to their com- 
bining weights. The laws of Faraday, deduced from these facts, 
are usually formulated as follows : — 

1. The amount of a snbstatt(e liberated by the electric current is 
proportional to the total quantity of electricity passed through the 



3. By the satne quantity of current equivalent proportions of 
different electrolytes are decomposed. And the amount of different 
substances deposited is in th^ ratio of their equivalent weights. 

The first law states that the amount of substance liberated 
depends upon the quantity of current passed. It does not matter 
whether the current has been passed slowly or rapidly. For 
example, in i hour a current of i ampere will deposit I'i8s8 grm. < 
of copper at the cathode, a current of z amperes would liberate 
this quantity in half an hour, and one of half an ampere would 
require to be passed for a hours to deposit the same quantity. 

When a current of i ampere is passed through a circuit for 
I second, the quantity of electricity which passes is called a 
coulomb; that is, a coulomb is i ampere second. A current of 
I ampere passing for 96,540 seconds will deposit the gramequivalent 
of an element; in other words, 96,540 coulombs of electricity 
are required to deposit the gram equivalent of an element. This 
quantity of electricity is sometimes called a Faraday. Lehfeldt ^ 
suggests that the name might be brought into more common use ; 
we will, therefore, in this book employ the term faraday to denote 
the quantity of electricity 96,540 coulombs. One coulomb will 
deposit o'ooiiiS grm. of silver from a solution of a silver salt. 
If this quantity is divided into the atomic weight of silver, we 
obtain — 

-; g = 96,538 coulombs. 

Again, I coulomb of electricity 'will deposit o'ooo3294 grm. of 

copper from a solution of a fcppric salt, and if this number is 

' " Electro-chemistry," pt. i. p. 3. 
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divided into 3i'8, the hydrogen equivalent of copper, compared 
to oxygen as 1 6, we obtain — 



But when i coulomb is passed through a solution of a cuprous 
salt o'ooo6588 grm. of copper is deposited. The equivalent 
in this case is 63"6, the cuprous ion beii^ monovalent, 

0-0006588 = 96.539 coulombs. 

The last two examples prove Faraday's second law, that the 
same quantity of current will liberate equivalent proportions of 
the different elements. The quantity of electricity necessary to 
liberate 1008 grm, of hydrogen will liberate io7'93 grm. of 
silver, 318 grm. of copper from cupric salts, and 63-6 grm. 
of copper from cuprous salts. These examples all refer to sub- 
stances liberated at the cathode, but the same quantity of current 
will likewise liberate at the anode 8 grm. of oxygen, 35'45 grm. 
of chlorine, I26'85 giro, of iodine, etc 

Only the elements most likely to be required in general electro- 
chemical work have been included in the following table. There is, 
however, no difficulty in calculating the electro-chemical equivalent 
of an element. If the atomic weight and the valency are known, 
then the electro-chemical equivalent Is found by, first dividing 
the atomic weight by the valency number and the number so 
obtained by 96,540. For example, the atomic weight of boron is 
1 1 (O = 16) and its valency is 3. We therefore get " = 3-6666. 

The number 3-6666 ia the oxygen equivalent of boron, and from 
this we obtain — 

3-666 
^5^ =,0-03797 mg. 

That is, 0-03797 mg. of boron would be deposited in i second by 
a current of i ampere passing through its solutions. 



vGooylc 



Electrolysis. 



TABLE I.— ATOMIC AND EQUIVALENT WEIGHTS AND 
ELECTRO-CHEMICAL EQUIVALENTS OF THE ELEMENTS. 

Calculated fiom the table of atomic wdghts drawn up by the International 
Committee for 1903. 
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Ha' 




Al- 


»6-90 




8-966 


0-09357 


0-3368 


AnUmony 


Sb- 


119-30 


.s:;; 


39-766 


40-067 1 0-41504 


1-4941 


Arsenic 


As- 


74'40 


75 '00 


24-800 


25-000 0-25896 
68-700 0-71160 


o-93»3 


Barium 


Ba- 


136-40 


I37-40 


68-200 


2-5619 


Bismuth 


Bi- 


206-90 


ao8-5o 


68-966 


69-500 '0-71992 
79-960 0-82830 


2-5917 


Bromine 


Br" 


79-36 


79-96 


79-360 
SS-Soo 


2-9818 


Cadmioin 


Cd" 


Ili-fc 


112-40 


56-200 0-58220 


2 -0957 


Calcium 


Ca- 


39-80 


40-10 


I9-900 


20-050 


0-20769 


0-7477 


Chlorine 


cr 


3518 


35 "45 


35-180 


35-450 


0-3672. 


1-3220 


Chromium 


Of 


S'7o 


53-10 


25;8so 


26-050 


0-26984 


0-9714 




Cr- 


5 '70 


52-10 


29-2S0 


17-367 


% 


0-6476 


Cobldt 


Co- 


58-56 
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Copper 


Cn- 


6^60 


63-.00 


63-600 


i:r3 




Cu- 


63-id 


63-60 


31-550 


31-800 


Gold 


Au- 


19571^ 


197-Z0 


65-233 


65-733 


2-4513 


Hydrogen 


H- 




i-ooS 




1-008 


0-91044 


0-03759 


Iodine 


I' 


125-90 


I26'8S 


125-900 


126-850 


1-31400 


4-7303 


Iron 


Fe- 


55 'SO 


5590 


27;75o 


27-950 


0-28952 


1-0423 




Fe- 


55-50 


55-90 




18-633 


0-19301 




Lead 


Pb- 


"°ll 


306'90 




103-450 


1-07165 




Lithium 


Li- 


7-03 




7-030 


0-07282 




Maeoeaum 


Mg- 


H-,8 


2436 


12-090 


12-180 


0-12626 


0-454S 


Manganese 


Mn- 


S4-lio 


55-00 


27-300 


27-500 


0-28486 


1-M5S 




Mn-- 


S4-60 


55-00 


18200 


18-330 


0-18991 


0-6837 
7-4580 




Hg- 


198-50 




198-500 




2-07170 




Hg- 


19850 




99-250 




1-03590 


3-729' 


Moijbdenum 


Mo- 


11? 


96-00 


47-650 


48-000 


0-49721 


1-7900 


Nickel 


Ni" 


58-70 


29-150 


1:^ 


o;3O40*g 


1-0945 


riitr^gen 


N'" 


iia 


14 -ly 


4-643 




0-17452 

0-2^33 


piSm 


0" 




7-940 


8-000 




Pt- 


193'30 


194-80 


t^ 


48-700 




1-8160 


Potasdura 


K- 


3886 


39-15 


39-150 


^:S 


1-4598 


Silver 


Ag- 


107-12 


107-93 


lori^ 


10-793 


4-0248 


Sodium 


Na- 




23-05 


22-880 


23-050 


0-23876 


0-8596 


Strontium 


Sr- 


86-94 


87-80 


43470 


43900 


0-4537I 


;:ai 


Tin 


Sn- 


1 18-10 


119-00 


S9-O50 


59-500 0-61630 




Sn— 


tiS'io 


11900 


29-520 


39750 I0-30S17 


1-1094 


Tungsten 


w- 


18260 


,84-00 


91-300 


92-000 , 0-9S300 


34308 


Zinc 


Zn- 


64-90 


65-40 


3a-450 


31-700 . 0-33S73 


1-2194 


Zirconium 


Zr— 


89-901 90-60 


22-475 22-650 o-23't6o 


0-8445 
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Experimental Proof of Faraday's Laws. 

Take four beakers "aiid place in them respectively a lo per 
cent, solution of copper sulphate slightly acidified with sulphuric 
acid, a solution of cuprous chloride in hydrochloric acid, a lo 
per cent, solution of nickel sulphate, and a solution of cadmium 
sulphate, with a few drops of sulphuric acid (see p. a8z). 




Place the beakers in a row close together, and connect them 
together in the manner shown in Fig. i. The electrodes marked 
with the — sign are to be carefully weighed; for the rest, the 
arrangement of the apparatus explains itself. The anodes and 
cathodes may be made of sheet metal or of metal rods to which 
pieces of copper wire have been soldered, in order to connect them 
together. Electrolytic cells arranged as here shown are said to 



be connected up in j. 



Also place in series with the cells an 
ammeter, so that the intensity of the 
current may be noted, the strength 
of the current can be regulated by 
means of a resistance. Fig. a shows 
diagrammatically the arrangement 
of the battery, etc. B is the battery 
or source of current, A the ammeter, 
^'*^- '■ c the cells, and R the resistance. 

In carrying out the experiment, carefully weigh the cathodes, 
then regulate the current by means of the resistance to, say, o's 
ampere, and note the time. After allowing the current to pass 
for one hour, taking care that its intensity remains constant, it is 
switched off. The cathodes are taken out, washed with distilled 
water and alcohol, dried in the steam oven and weighed. If the 
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experiment has been carefully performed, it will be found that the 
metals have increased in weight in the ratio of their hydrogen 
equivalents. The current passed should not exceed i ampere per 
square decimeter of cathode surface, otherwise unsatisfactory and 
badly adhering deposits may be obtained, which are difficult to 
weigh. It is not by any means an easy matter to obtain satis- 
factory results from cuprous solutions, as there is a tendency for 
the deposit to be powdery and not to adhere well. Of course, 
solutions of other metallic salts may be used instead of those here 
described. 

From what has been already stated, it follows that there is a 
definite relationship between the valency of an element and the 
electric charge which the ions carry. Thus the quantity of 
electricity necessary to deposit 63*6 grm. of copper from a 
cuprous solution is 96'54o coulombs, but double that quantity is 
required to deposit the same weight of the divalent copper from a 
cupric solution. Aluminium, which is trivalent, must have three 
times the above quantity of current in order to deposit 27 grm. 
of the metal. 96,540 coulombs of electricity will deposit 200 
grm. of mercury from a solution of a mercurous salt, but it 
requires twice that quantity of electricity to deposit 200 grm. of 
mercury from a mercuric salt. The same rule applies to the 
substances liberated at the anode — the current which will liberate 
I grm. of hydrogen will liberate 8 grm. of oxygen, and so on. 
It must be dearly understood that 96,540 coulombs of electricity 
deposit the gram equivalent weight, zxA not the gram atomic weight. 
For example, the gram atomic weight of oxygen is 16, but as 
oxygen is divalent, the gram equivalent weight is 8. On the 
other hand, the gram atomic weight of silver is io7"93, but as 
silver is monovalent, the gram equivalent weight is also 107-93. 
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CHAPTER II. 

MEASUREMENT OF CURRENT. 

There are instruments for measuring the intensity or rate of 
flow of current in a circuit at any given time, and instruments to 
measure the quantity of current which has passed. Apparatus for 
measuring quantity of current will first he described. These 
generally depend upon the amount of gas which is evolved when 
an aqueous acid or alkaline solution is electrolysed for a given 
time, or upon the quantity of metal which is deposited from a 
given metallic solution. By Faraday's Law, we know that a given 
current will deposit a given weight of copper in a given interval 
of time, and tljat, during the same time, the same current will 
liberate an equivalent quantity of oxygen and of hydrogen from 
an acidified solution of water. 

The apparatus employed for thus determining the quantity of 
current which has passed in a given time is generally called a 
voltameter. Seeing, however, that we have also instruments 
called voltmeters for measuring electrical potential, and bearing 
in mind that the instrument called a voltameter has absolutely 
nothing to do with volts, but registers the number of coulombs of 
electricity which have flowed through a circuit, entirely independent 
of the potential, we propose to call the instrument a conlom- 
meter. The term voltameter was originally employed to honour 
Volta, but as his name is perpetuated in the volt, it will be doing 
no dishonour to him to drop the term voltameter — which is often, 
especially with beginners, confused with the voltmeter — and 
substitute the more correct term coulommeter. 
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The Coulom meter 

Gas Coulom meter, —There are many forms of coulom- 
meter employed for measuring the quantity of electricity which has 
passed throi^h a circuit in a given time. One of the oldest and 
best known is the oxygen and hydrogen coulommeter, in which 
the volume of oxygen and hydrogen liberated in a given time is 



measured. There are two forms of this instrument — the detonat- 
ing gas apparatus, in which the two gases are collected together ; 
and the one in which they are collected separately. Fig. 3 shows 
a detonating gas coulommeter. It consists of two cylinders of 
sheet nickel, placed the one within the other, in a glass cylinder, the 
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distance between the sheets being about i cm. The glass cylinder 
is closed with a rabber stopper, through which passes a short tube 
to lead off the liberated gas. A piece of stout nickel wire is 
riveted on to each of the nickel sheets ; these wires are connected 
to a terminal fastened on the outside of the rubber stopper. The 
cylinder is nearly filled with a 15 per cent, solution of caustic 



soda, which should be free from chlorides. There is also a tap 
funnel passing through the cork, which is used for filling in dis- 
tilled water, as it is decomposed by electrolysis. A piece of 
stout rubber tube is fastened over the outlet tube, by means 
of which the issuing gas can be collected in a burette or other 
measuring vessel. When in use the two terminals are connected 
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with the opposite poles of the source of current. A current of 
1 ampere passed for r minute liberates io"45 C.C. of explosive 
gas, measured at o°and 760 mm. pressure. In Fig, 4 a similar 
CDuIommeter for collecting the oxygen and hydrogen separately is 
shown. In it the nickel anode is separated from the cathode 
by means of a porous cell. The electrolyte, as in the previous 
case, is 15 per cent, caustic soda. 

As arranged in Figs. 3 and 4, the quantity of gas which can 
be collected is limited by the size of the burette or measuring 
cylinder, and therefore the current can only be passed for a short 
time. The following arrangement, Fig. 5, may be employed 



when it is desired to pass the current for some considerable 
length of time. The tube conducting the gas from the electro- 
lysing cell is connected to a tube, a, passing through a rubber 
stopper into a large bottle, e.g. a Winchester quart. The rubber 
stopper has a second hole, through which passes a tube, b, bent at 
right angles, and to which is connected a piece of rubber tubing 
which can be closed by means of a clip, c. This tube passes to 
the bottom of the bottle and acts as a siphon. Before commencing 
an experiment, the bottle is filled with water, the siphon being 
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also filled, but prevented from running by the clip c. The outer 
end of the siphon Is placed in an empty cylinder. Before 
the electrolysis is started the clip is opened, when some water 
will siphon over; but if the apparatus be air-tight it will at once 
cease running. This water should not be thrown away; on 
adjusting the levels of the water at the end of the experiment, 




it will flow back to the gas reservoir. If, however, the water con- 
tinues to flow, this will be due to the apparatus not being air-tight, 
and this must be remedied before proceeding with the experiment. 
The electrolysis is now started. From the construction of the 
apparatus it follows that for every cubic centimeter of gas evolved 
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I c.c. of water will pass over into the cylinder. At the end of the 
operation the levels are adjusted, the clip closed, and the water 
poured into a measuring vessel. The volume of the gas is then 
reduced to normal temperature and pressure. In i hour 626-^ c.c. 
of mixed hydrogen and oxygen is evolved at N.T.P., when a 
current of i ampere passes through the coulommeter, or 2o8'8 c.c. 
of oxygen and 4r7'6 c.c. of hydrogen. By employing two siphons 
the oxygen and hydrogen can be collected separately, the coulom- 
meter shown in Fig. 4 being then employed. 

Coulommeters with platinum electrodes containing as electro- 
lyte sulphuric or phosphoric acid are sometimes used. Generally 
speakii^, they have a higher resistance, and the quantity of gas 
given off is slightly less Chan should theoretically be obtained, 
owing to the fact that part of the oxygen is given off as ozone. 
Neumann's explosion gas coulommeter is shown in Fig. 6. 



Weight Coulommeter. — For very exact measurements the 
silver coulommeter is generally employed, because there are very 
few possibilities of complication occurring in the deposition of 
silver from its solutions. But this coulommeter can only be 
employed when extremely small currents are being used, because 
the silver has a tendency to be deposited in a feathery and non- 
adherent form. Even with low 
currents silver is obtained as a 
crystalline deposit from slightly 
acid or neutral solutions of silver 
nitrate, such solutions being 
generally employed in the silver 
coulommeter. The usual form 
of apparatus employed is shown 
in Fig. 7. It consists of a ^^^^2. ^ 
weighed platinum or silver basin fic 7- 

which serves as cathode and is partially filled with a 7 per cent. 
solution of silver nitrate. The anode of stout silver rod hangs in 
the upper portion of the solution, and is wrapped in a piece of thin 
calico to prevent the silver — which always becomes more or less 
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disintegrated— from falling into the platinum basin. The calico 
should be carefully washed in hot water and then rinsed out in 
distilled water before being used. If it is desired to use a silver 
coulommeter when high currents are beii^ employed, the coulom- 
meter must be used on a shunt circuit (p. 24), through which only, 
say, looth or 1000th of the current is allowed to pass. Or else it 
should only be kept in the circuit for a very short time, otherwise 
the amount of silver dissolved from the anode is considerable. 

Copper Coulommeter. — For general work the copper 

coulommeter is the most satisfactory. It is not quite so accurate 




as the silver instrument, but is generally quite exact enough for ordi- 
nary work, where it is not, as a rule, necessary to know to more than 
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about o"25 of an ampere hour how much current has passed. Say, 
for example, that an operation required the passage of 20 ampere 
hours, a quarter of an ampere one way or the other would not be 
of any material importance. Fig. 8 shows a copper coulommeter. 
The cathode hangs in the centre of two anodes, so that an even 
current density is obtained on either side ; in the diagram only 
one electrode is seen. For preparation of solution see p. 282. 
In order to obtain a good deposit, and one which adheres firmly, 
it is not admissible to allow more than i'2S amperes per square 
decimeter to pass through the apparatus. Where fairly high 
currents are being employed, a coulommeter of several cells may 



be employed. Fig. 9 shows one consisting of three cells, the 
anodes and cathodes being connected up in parallel (p. 49) ; 
by this means three times the anode and cathode surface can 
be obtained, and therefore three times the current strength be 
employed as with a single cell of similar size. If a rapid current 
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of air or carbonic add gas is passed through the coulom meter, 
or if the cathode is cylindrical and is rotated, then a very much 
higher current density can be employed per unit of surface. 

The coulommeter, although often indispensable, is at best a 
tiresome instrument to use, because it is necessary to dry and 
weigh the cathode plates. This is especially unpleasant when 
a more or less irregular current is passing, because, in order to 
know exactly the quantity of current which has passed, it is 
constantly necessary to stop the current, take out the coulom- 
meter cathodes, dry and we^h tliem. In order to avoid this 
difficulty, the Reason Manufacturing 
Company of Brighton ' manufacture 
a mercury coulommeter (Wright's 
electrolytic metre) in which the 
mercury, as it is deposited on the 
cathode, falls into a graduated glass 
tube. Each gradation in most of 
the instruments made (the coulom- 
meters are generally made for electric 
light purposes) represents i Board 
of Trade unit (p. 29), but they can 
also be made to read in ampere 
hours. It is not possible to pass a 
heavy current through a solution of 
a mercury salt (in this apparatus 
mercurous nitrate) without the sur- 
face of the mercury becoming coated 
with crystals of mercurous salt. 
'''°' '"' Therefore these instruments are fitted 

with a shunt, so that only a definite fraction of the current passes 
through the mercury solution. 

Fig. 10 illustrates the construction and working of the meter. 

The current enters at the terminal d, and the greater part 

of it passes round the low resistance r to the terminal e. The 

shunt current, which works the coulommeter, and which is always 

' Prac. Inst. Elict. Eng., 1901, 31, p, 153. 
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an exact fraction of the total current, passes from d through the 

fine wire resistance p to the mercury anode a. 

Thence it goes through the electrolyte to the cathode 

c, and finally to the terminal K The relations of 

p and R are calculated in the first instance, but 

the exact final adjustment is made by sliding the 

two wires l and m up or down in two holes drilled 

in E and d, thus varying the value of R. 

When a current is passing through the meter, 
metallic mercury is deposited on the cathode, 
whence it falls in minute globules into the first 
graduated tube g, which reads (Fig, ir) direct in 
units. This is made in the form of a siphon, so 
that when it is filled by a quantity of mercury equal 
to TOO units, it automatically empties itself into the 
lower tube, which is provided with a scale, s, each ''"'" "' 
division of which is equal to 100 units. The mercury as it is 
dissolved from the anode is simultaneously replaced by fresh 
metal drawn from the anode feeder f. This 
ingenious arrangement acts in the same manner 
as the well-known "bird-fountain" in keeping 
the level of the mercury constant. 

After the number of units for which the 
coulommeter was designed have been regis- 
tered, the meter must be reset to zero. This 
is done by the simple operation of tilting the 
whole tube about the hinged supporting 
brackets, so that all the mercury is returned 
to the anode feeder. 

Fig, 12 shows a complete coulommeter 
designed to read up to 250 Board of Trade 
units J this has not the lower scale depicted 
in Fig. II. For electro-chemical purposes it 
is more convenient to have the instrument 
graduated to read in ampere hours; and, 
for convenience of moving about, it may be fixed on to a stand. 
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CHAPTER III. 

INSTRUMENTS FOR MEASURING INTENSITY AND 
POTENTIAL OF CURRENT. 

Ammeters. 

When a current passes through a wire spiral, a magnetic field 
is produced, which has the power of attracting a bar of soft iron. 
Measuring instruments called ammeterB are made, based upon 
this property. (A spiral of wire through which the current passes 
is called a Bolenoid.) It is not within the scope of this book 
to describe the mechanism of the ammeter ; suffice it to say, the 
ammeter is an instrument which depends upon the property of a 
spiral of wire to become magnetic when the electric current flows 
through it. The intensity of the magnetic field is proportional 
to the amount of current which passes. 

Ammeters are arbitrarily graduated, the best instruments being 
extremely accurate. Fig. r3 illustrates an ammeter made by 
Messrs. Nalder Brothers & Thompson of London, reading from 
o to 50 amperes. These instruments can also be obtained 
having a rar^e of 2 amperes, graduated in hundredths of an 
ampere ; and by means of a shunt, the range can be made 
to extend from o to 20 amperes in tenths. For analytical 
purposes it is very rarely that currents above 2 amperes are 
required, therefore the lower range of readings can be employed 
for this purpose, so that instruments made on this shunt system 
are especially useful for reading very low currents. Such an 
ammeter must be connected with a two-way switch, the higher 
or lower reading being obtained by simply changing the direction 
of the switch. 
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The Weston instraments are also extremely good, and are 
very largely tised. The case of the Nalder instrument is of brass ; 



the Weston ammeter has usually an iron case, which guards it 
against outside magnetic influences. Nalder instruments can, 
however, be obtained with iron cases. Fig. 14 shows a Weston 
standard portable mil- 
liammeter, which is of 
extreme accuracy, and 
is often employed for 
calibrating other instru- 
ments. In many in- 
struments, such as the 
Weston and Nalder am- 
meters, the whole of 
the main current does 
not pass through the 
instrument, but each 

instrument is provided with a resistance called a shunt ; in other 
words, the ammeter is placed in a shunt circuit (p. 24). The 
amount of current which passes through the instmment thus 
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depends upon the difference of potential between the two ends 
of the shunt. When the instruments are for taking small currents, 
the shunt is generally fitted inside the case of the ammeter, but 
on large station ammeters the shunt is fixed outside the instrument, 

INSTRUMENTS FOR MEASURING POTENTIAL. 

Voltmeters. 

An ammeter is an instrument of very low internal resistance ; 
it can therefore be placed in the main circuit, its resistance being 
so low that it may, for most purposes, be neglected. A voltmeter 
is practically an ammeter, the coil of which is wound with a large 
number of turns of very thin wire, and has therefore a very high 
resistance of several hundreds or thousands of ohms, A volt- 
meter is therefore always used on a shunt circuit ; since, if it were 
placed in the main circuit, it would oppose so much resistance 
to the passage of the current, that practically no current would 
pass, and the instrument would probably be burnt out. 

Shunt Circuit. — If part of a circuit branches, as shown in 

Fig. 15, the current has a choice of two paths, a and e. When 

m I A tbe two wires are of equal resist- 

** * y^ X,"* ' ance, then \ of the current flows 

a M > — along each wire. But suppose 

Fiu- IS- the resistance of a to be i ohm. 

and that of b to be ro ohms., then only ^ of the current will pass 
along B, the remaining ^ passing through a. 

Now, a voltmeter is of such high resistance that the amount 
of current which passes through it is inappre- 
ciable; in fact, the higher the resistance of 
the instrument the better, otherwise an appre- 
ciable quantity of the current would take this 
" * path. Fig. 16 shows the method in which a 
voltmeter is connected up. The bulk of the 
current passes along the main conductors, and only a minute 
fraction of the current passes through the shunt circuit. If the 
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total resistance of the main circuit is 2 ohms, and the resistance 
of the voltmeter 1000 ohms, 
*^®" b5o of the current will 
pass through the shunt cir- 
cuit. 

An ammeter is often 
kept in the circuit during 
the whole time the current ■ 
is passing ; it is not so usual 
to keep the voltmeter in cir- 
cuit, because there is a ten- 
dency for the instrument to 
heat, and this, of course, 
affects its accuracy. Fig. 1 7 
shows a voltmeter ; the in- 
strument has a double read- ^'° ''' 
ing, on the low side reading from o to 3 volts in tenths, and on 
the high reading from o to 30 in half volts. 




Employment of Voltmeter to Measure 
Current. 

Voltmeters can be used to measure current intensity as well 
as to measure electrical potential. According to Ohm's Law 
(p. 71), if we know the resistance R and the potential E of a 
circuit, we can calculate the current flowing through it by the 
equation — 



All that it is necessary to do is to shunt into the main circuit 
a known resistance. If, for example, a resistance of -j^ ohm is 
shunted into the circuit, then every volt registered on the instru- 
ment represents a reading of 10 amperes, and a reading of ^ of a 
volt represents 1 ampere. 

C= — 
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With a resistance of -^ of an ohm, a reading of i volt represents 
loo amperes. Whereas if the resistance employed is i ohm, 
every volt represents i ampere, 'i'he employment of a voltmeter 
for reading current in this way is often very useful in measuring 
heavy currents. The arrangement of the circuit is represented in 
Fig- 18. V is the voltmeter, which is connected on either side of 



the known resistance. Of course, in this method a resistance is 
placed in the main circuit, but as only very low resistances are 
employed, this is a matter of very little importance. This method 
is simply the principle adopted in the Weston and other ammeters, 
only in these instruments the resistance is usually enclosed in the 
case of the instrument. 
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CHAPTER IV. 

ENERGY. 

So far we have dealt only with the measurements of quantity 
of electricity, and of electrical potential separately. But the 
energy given out by a dynamo or battery, or used up in an 
electrolytic process, is not shown by merely reading the current 
on an ammeter, or the volts registered on a voltmeter — electrical 
energy is the product of the current and potential. 

An ampere may be defined as t!u rate of flow of eieetridty through 
any cross section of a conductor when there is a difference of potential 
in the circuit of i volt, and the resistance is i ohm. Or, more 
generally, an ampere is the rate of flow of electricity through a con- 
ductor when the ratio between the potential and the resistance is one. 

A coulomb, as has been already stated (p. 7), is the quantity 
of electricity which passes through a circuit in i second, when the 
current intensity is i ampere. The unit of electrical energy taken 
is therefore the volt-coulomb. 

There is a tendency, on the part of beginners, to look upon 
the ampere as being a quantity of electricity : this is a mistake ; 
the coulomb is a quantity, and is the amount of electricity which 
passes through a circuit in i second, when the current intensity or 
rate of the flow of the current is i ampere. An ampere is no 
more a quantity than rate of flow of water is a quantity. We may 
say that if water continue to flow through a pipe of certain cross 
section at the speed of i metre per second in a given time, 10 
litres (which is a quantity) of water will have passed a certain 
point. If the pressure, which governs the rate of flow of the 
water, is increased, as registered on a pressure gauge, then the 
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rate of flow of the water will be increased, and therefore a larger 
volume will pass in a given time. In a similar manner, if the 
voltage of a current is increased, the current will flow more 
rapidly, and therefore the ammeter measuring rate of flow will 
show a higher reading. The voltmeter may therefore be compared 
to a pressure gauge, and the ammeter to an instrument for measur- 
ing speed of flow of a liquid. 

The quantity of water which will flow in a given time may also 
be increased by keeping the pressure constant, but increasing the 
cross section of the pipe through which it is flowing, i.e. decreas- 
ing the resistance. In a similar way we can increase the flow 
of electricity through a circuit by decreasing the resistance, the 
voltage remaining constant. 

It has been found experimentally, by careful measurement in 
a calorimeter, that, when a coulomb of electricity passes through 
a circuit in which the drop in potential is i volt, 0-2394 calorie is 
generated.' This number we may call the electrical equiva^ 
lent of heat, and it follows that 4'i75 volt-coulombs will generate 
I cal. It has also been proved experimentally, that when r grm, 
falls through a space of 42,350 centimeters, it may be made by 
friction to generate the calorie of heat, i.e. to generate enough heat 
to raise i grm. of water from 0° to 1° C. This number is called 
the mechanical equivalent of heat. From the above numbers 
we find that i volt-coulomb expressed in terms of the mechanical 
equivalent of heat = 10144 grm. cm. (gravitation units). 

In referring to work done, or to the energy capacity of a 
dynamo or other electrical machine, the electrical unit chosen 
is the volt-ampere-second ; this unit is called the watt. This is 
equivalent to saying that i coulomb passes in r second at a 
pressure of i volt. The watt itself is not often employed, because 
it is such an extremely small quantity of electricity. The kilo- 
watt, which is 1000 watts, is the unit most generally adopted. 
From the kilowatt the horse-power can be calculated. In English 

' In round numbers, this may be laken as o'24 cftL In other words, when 
0-3394 calorie is convened into electrical enei^ i coulomb of electricity is 
generated. 
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weights a horse-power is defined as the amount of work necessary 
to raise 33,000 lbs. through the space of i foot in i minute. 
Expressed h metric units, a horse-power is the amount of work 
expended in raising 75 kilograms through the space of i meter in 
I second. Now, a watt is equal to — — second-kilogramraeters, 
therefore i kilowatt is one thousand times this, or — 
1000 X "T^ = ioi"93 kilogrammeters 

But as I horse-power is 75 kilogrammeters, it follows that i 
kilowatt is equal to i'36 horse-power. 

I kw. = ^^ = r*36 H.P. 

Board of Trade Unit. — The electrical unit for power and 
lighting purposes used in this country is called the Board of Trade 
unit, and is the kilowatt hour, which is equal to rooo volt-ampere 
hours. Thus if a current of to amperes be maintained at a 
potential difference of 50 volts, in a circuit for a hours, then r 
kilowatt of energy will have been used up. 

Calculation of Decomposition Voltage from 
Thermo-chemical Data. 

When two elements combine together, the enei^y involved 
in the change makes itself evident in the form of heat. Now, 
according to the law of the conservation of energy, if a given 
amount of energy is required to bring about a chemical change, 
the chemical reaction can only be reversed by application of the 
same amount of energy agmn. In order to bring about a reversal 
of the change, it is not, however, necessary for the enei^ to be 
applied in the same form as that originally used. Thus, for 
example, most chemical changes take place through the addition 
or absorption of heat; these changes can be reversed by the 
application of an equivalent addition of electrical enei^. If, 
therefore, we know the heat of combination of a substance, it 
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is easy to calculate tht; voltage which is necessary to decompose 
or electrolyse tlie substance. For example, the heat of combina- 
tion of sodium and chlorine is 97,300 calories. On p. 28 we 
found that one voh-coulomb of electricity generates 0-24 calorie, 
therefore the number of volt-coulombs which corresponds to 
97,300 calories is — 



= 405,417 volt-coulombs 



97i3°° ^ 
0-24 

Now, according to " Faraday's Law " (p, 7), 96,540 coulombs 
of electricity, i.e. one faraday, is necessary to decompose the gram- 
molecule of a substance. If, therefore, we divide this into the 
number just obtained, we obtain the decomposition voltage of 
sodium chloride as — 



40 5.417 . 
96.540 



: 4-182 volts 

Or take the case of potassium bromide — 

K + Br = KBr -|- 95,300 cals. 
From this we obtain the number of volt<oulombs conesponding 
to the calories, as — 

—J — = 397,083 voh-coulombs 

and the decomposition voltage as — 

96,540 '' "^ 
As a further example, zinc chloride may be taken ; the thermo- 
chemical equation is — 

Zn -I- 2CI = ZnCIa + 97,200 cals 
The volt-coulombs requisite are, therefore — 

^-^ — = 40^,000 volt-coulombs 

and the decomposition voltage — 
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The decomposition voltages here given must be employed in order 
to decompose the several substances. But it will generally be 
found necessary in actual practice to employ slightly higher 
voltages, owing to the resistance of the bath, the distance of the 
electrodes apart, and other mechanical causes which invariably 
arise. 

The electrolysis of aqueous solutions is slightly different. Here 
we are dealing with substances which are ionised, and these ions 
carry the current; the mere fact of the passage of the current, 
therefore, takes place without expenditure of energy. Work is 
only done at the electrode when the electrical charge is neu- 
tralised, and the work done is in neutralising the polarisation 
current, which exerts an electro-motive force in the reverse 
direction to the primary current which is being passed, Le 
Blanc ^ found that with platinum electrodes the electromotive 
force of polarisation is independent of the nature of the electro- 
lyte, when the substance which separates at the electrode is the 
same. Thus the values for £ with all oxygen acids and bases 
is the same, viz. about 170 volts. 

Certain differences, however, are noticed with acids in which 
the products of electrolysis are not the same. For example, with 
the halogen acids the tensions obtained for normal solutions are — 

Volts. 
HCl 1-31 

HBt ; . 0-94 

HI 052 

The reason that these acids show a tower value for E is traceable 
to the simultaneous separation of hydrogen and oxygen at the 
electrodes, along with the halogen. As the dilution of hydrochloric 
acid increases, more and more oxygen is liberated in comparison 
with the halogen, and consequently the polarisation tension, i.e. the 
value of E, rises, so that at ■ — solution the value for E is 1:69. 

Appended is a table of some of the best-known acids and 
bases with the values for E, which have been experimentally 
found. 

' Zeit. Fhys. Ckim., 1891, 8. p. 199 j :89a, 12. p. 333. 
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TABLE II. 

Volu. 

Sulphaiic add 1*67 

Nitric acid i'69 

Hjdrochloiic acid " i'69 

Phosphoric acid I ■ 70 

Monocbloroacetic acid 172 

Dicbloroacelic acid r66 

Malonic odd 169 

Peichlortc acid {'65 

Sodium hydrate {'69 

Potassium hydrate \^(l^ 

Ammonium hydrate I'74 

Methylamine? 1-75 

Diethylamine - I -68 

The decomposition values of the salts of various metals are 
different for each metal. But the values for sulphates and nitrates 
of the same metal are very nearly equal. The decomposition 
values for the salts of the strongly ionised acids have nearly the 
same value — viz. about a'ao volts. 

TABLE III. 

Volts. 

Sodium citrate i'lj 

Fotassinm nitrate z' 17 

Strontium nitrate 2'2S 

Caldam nitrate 2'ii 

Barium nitrate 2'Z5 

Sodium sulphate 2'2i 

Potassium sulphate 2'2o 

With, the halogen acids the numbers are slightly lower. 

' . TABLE IV. 

Volts. 

Sodium chloride I'98 

Potassium chloride i'96 

lithium chloride i'86 

Calcium chloride 189 

Strontium chloride VO\ 

Sodium bromide I'S? 

Potassium bromide i'6i 

Sodium iodide lis 

n iodide 114 
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The next table shows the decomposition voltage of a few 
substances in which the metal is deposited at the cathode. 

TABLE V. 

Zinc sulphate 2 

Zinc bromide I 

Nickel salpbate 2 

Nickel chloride I 

Lead nitrate i 

Silver nitrate 

Cadmium sulphate 



Cadmi 
Cadmium chloride 
Cobalt sulphate . 
Cobalt chloride . 



■78 



It will be noticed that salts of the same metal with different 
acids give slightly different decomposition voltages. This fact 
may be made use of in separating the metals from each other by 
gradation of potential, although its application is very limited. 
For further information on the subject the student should study 
the original literature or text-books upon the physical side of 
electrochemistry. For example, that of Le Blanc, Arrhenius, 
Lehfeldt, H. Jones, or the works of Ostwald, 
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CHAPTER V. 

SOURCES OF CUBRENT. 

There are practically only two sources from which current is 
obtained for electro-chemical work, the dynamo and secondary 
batteries or accumulators. The use of primary cells, except in 
cases where only a small and intermittent current is required, has 
been almost discontinued, partly because of the trouble required 
to charge and recharge them, and also because of their incon- 
stancy. Considering the inconvenience of primary cells, one is 
really astonished at the amount of important pioneering work in 
connection with electro-chemistry which Davy, Bunsen, and Others 
carried out with their aid. As, however, a knowledge of the 
theory of the primary battery is of great use in understanding the 
mechanism of the secondary battery, and because for certain pur- 
poses they are still of great practical importance, a few of the 
principal cells will be described here. 

Introduction. 

If a piece of zinc is placed into a solution of copper sulphate, 
the zinc gradually goes into solution as zinc sulphate, and copper 
is deposited out. We have here a chemical change taking place, 
and the progress of the change is accompanied by the evolution 
of heat. 

Now, suppose that a rod of zinc is placed in a porous cell filled 
with zinc sulphate solution, and this porous cell is put into a 
beaker containing a solution of copper sulphate in which is also 
placed a rod of copper. It is obvious that neither the zinc nor 
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the copper will pass into solution. But connect the zinc to the 
copper by means of a piece of wire, and it is found that the zinc 
commences to dissolve, and that for every equivalent of zinc 
which passes into solution an equivalent of .copper is plated out 
upon the copper rod. But this is not all ; if now a galvanometer 
is brought near to the wire which connects the zinc to the copper, 
the needle of the galvanometer becomes deflected — showing that 
there is an electric current flowing through the wire. 

Here we have chemical energy being transformed into 
electrical energy. In the first example, in which zinc was placed 
into a solution of copper sulphate, the chemical energy made itself 
manifest in the form of heat In the second case the chemical 
energy is transformed into electrical energy. 

Now, because the zinc passes into solution and the copper 
becomes deposited out, we say that the cm'rent passes in the outer 
circuit, i. e. through the connecting wire, from the copper to the zinc, 
and through the solution from the zinc to the copper. The zinc is 
therefore called the negative pole and the copper the positive 
pole, but the zinc is said to be electro-positive to the copper. The 
plate which goes into solution and is electro-positive to the other 
metal forms the negative pole in the external circuit. Thus one 
often refers to the zinc or negative pole, because the zinc is 
electro-positive to the other metals. 

Positive and Negative, Relative Terms. 

It must, however, be distinctly understood that the terms 
positive and negative are purely relative. By changing the con- 
ditions we can cause the metal which before was negative to 
become positive. A very good example of this is found in a 
cell in which the opposite plates are copper and aluminium, both 
metals being in the same electrolyte. 

r. In the first place, caustic soda is employed as the electro- 
lyte, the aluminium will go into solution, but the copper will 
not: the aluminium is therefore electro-positive to the copper, 
and the current passes in the external circuit from the copper 
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to the aluminium, ia the solution from the aluminium to the 
copper. 

2. Secondly, use nitric acid as the electrolyte; the copper 
will nOw go into solution, but the nitric acid has practically no 
action upon the aluminium, therefore now the aluminium is electro- 
negative to the copper, and the current passes in the external 
circuit from the aluminium to the copper, and through the 
electrolyte from the copper to the aluminium. 

3, Finally, an example might be given of a cell in which the 
poles are of the same metal, yet one is negative and the other 
positive. Such a cell can be made with two aluminium plates, 
separated from each other by means of a porous diaphragm. The 
one plate immersed in strong nitric acid, and the other in a 
solution of caustic potash. Under these conditions, the aluminium 
plate in contact with the caustic potash will pass into solution, 
but that immersed in the nitric acid will be unacted upon. We 
therefore have the aluminium plate, which is standing in caustic 
potash, electro-positive to the plate surroimded with the nitric acid. 
Consequently the current passes in the outer circuit from the 
aluminium immersed in nitric acid to the rod standing in the 
caustic soda. 

From these examples it is obvious that the terms negative and 
positive are relative, and that when we say one metal is electro- 
negative to another, it must be remembered that under certain 
conditions the order of sign may be reversed. In fact, it is simply 
a question of chemical action taking place. If we have two 
metals, A and B, and a given solution, the question whether A is 
electro-negative or electro-positive will depend whether A or B is 
acted upon by the solution. If, for example, A is dissolved by 
the solution, but B is unacted upon by it, then A will be electro- 
positive to be B, and vice versa. Platinum and carbon are electro- 
negative to other metals because they arc not acted upon by 
solvents. 

In the following table the metals are arranged in their order 
of sign when placed in various solutions, the most electro-positive 
being placed at the head of the column. It will be noticed that 
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in all the solutions zinc is electro -positive to all' the other metals; 
from this it follows that zinc will replace all other metals, itself 
going into solution and the other metals being precipitated out. 
The other metals, however, are not always in the same order. 
Lead, for example, would replace tin from nitric acid solutions, 
but from solutions in sulphuric acid tin would replace lead. In a 
solution acidified with sulphuric acid, nickel would replace copper, 
but from alkaline solutions copper would replace nickel. 
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Potential and Polarisation. 

The electro-motive force (E.M.F.) or potential of a cell is 
dependent upon the heat of solution of the electro-positive metal 
in the solvent which forms the electrolyte. Theoretically, there- 
fore, the potential of the cell should remain constant until the 
whole of the metal has gone into solution. 

Practically, for several reasons, this is not the case. In the 
first place, the concentration of the electrolyte is continually 
varying. As the metal passes into solution, the strength of the 
electrolyte decreases ; therefore solution of the metal is retarded, 
and, as a consequence, the number of calories given out in a 
given time is less, and the E.M.F. therefore falls— the cell becomes 
polarised. In the second place, in a great many cells gas is given 
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off at the poles wfien they are in use, and this gas produces gaseous 
polarisation. An example will serve to make this clearer. 

When a plate of zinc and a plate of copper are immersed 
tc^ether in a beaker of dilute sulphuric acid, and are con- 
nected together by means of a piece of copper wire, an electric 
current passes through the wire from the copper to the zinc But 
after a short time it is found that the current becomes weaker and 
weaker, and finally may be hardly perceptible. This weakening 
of the current is due to polarisation. In order that a c9mplete 
cycle may be made by the current, it must not only pass along 
the wire from the copper to the zinc, but must also pass through 
the solution from the zinc to the copper. Now, when the electric 
current passes through the electrolyte, decomposition of the water 
takes place, and oxygen and hydrogen are liberated. In the case 
under consideration, the oxygen being liberated at the surface of 
the zinc, oxidises it to zinc oxide, but this immediately dissolves in 
the dilute sulphuric acid with formation of zinc sulphate, therefore 
the surface of the zinc always has a clean metallic appearance. 
At the same time the hydrogen is yielded up on the surface of the 
copper ; this element, however, is unable to form a compound with 
the copper, but produces a thin coating of gas upon the surface of 
the metal. The dilute sulphuric acid is now no longer able to come 
in direct contact with the copper, and a resistance is thus opposed 
to the passage of the current ; furthermore, we may suppose that 
there is a tendency for the hydrogen, as it is liberated, to reduce 
the zinc sulphate with reformation of zinc and sulphuric acid. 

ZnSOiAq + zH = Zn + H^O.Aq - 2485K ' 
This reaction is contrary to the primary reaction which is the 
solution of the zinc in the sulphuric acid. In other words, 
the electric current is proportional to the heat produced by the 
exothermic reaction — 

Zn + HaSOjAq = ZnSO^Aq + zH + 2485K 

' The symbol K represents Ostwald's calorie, which is one hundred 
limes greater than the small calorie (cal.), and ten times less tlian the lai^ 
calorie (Cal.). We have thus — 
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that is, the heat of solution of the zinc in sulphuric acid, but by 
the reduction of the zinc sulphate to zinc and sulphuric acid we 
have an endothermic reaction ; therefore the one will neutralise 
the other. 

The polarisation effects are said to produce a back electro- 
motive force. The back E.M.F., acting in a reverse direction to 
the primary E.M.F., neutralises part of the primary potential, and 
thus the voltage of the cell falls. If, for example, the potential of 
a cell when it is first made up is i~3 volts, and after a short time, 
owing to polarisation, a back E.M.F of i volt is set up, then the 
potential of the cell falls to o'3 volt, and the current, of course, 
falls at the same time. 

In all primary cells which are in any way satisfactory, depo- 
larieers are used to prevent, or, at any rate, retard, polarisation. 
Either an oxidising agent is used as a depolariser, its function 
being to oxidise the hydrogen with formation of water; or the 
positive pole may be placed in a solution from which there is 
plated out the metal of which the positive pole consists ; in this 
case there is no formation of gas, and the depolariser may be said 
to be metallic 

Even although depolarisers are employed to keep the cells as 
constant as possible, no primary cell can be termed constant; 
therefore they cannot be used as standards of potential. 



Standard Cell. 

The cell which is generally used for a standard was devised by 
Latimer Clark in 1S73.' It consists of an amalgam of pure zinc 
and pure mercury, covered with mercurous sulphate and a saturated 
solution of zinc sulphate. 

- (Zn - ZnSO, - Hg^O^ - Hg) + 

The form of cell devised by Lord Rayleigh' is shown in 
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Fig. 1 9 ; this cell, known as Lord Rayleigh's H form, is constructed 

as follows : — 

One of the legs is filled to about one-fifth of its height with 
an amalgam of zinc. A, formed by placing pure zinc into pure 
mercury which has previously been distilled in vacuum ; the other 
leg with pure mercury, b, and is covered with a layer of mercurous 
sulphate, c ; the whole is then filled up above the level of the 




cross tube with a pure saturated solution of zi ulpha e dd 
crystals of zinc sulphate being added to ensure th 1 alway 

being saturated. The two tubes are then clos d by p aftin d 
corks in order to prevent evaporation. Electrical a n de 

by means of the two platinum wires fused through the two legs of 
the H tube. 

Fig. 30 shows the Board of Trade form of Clark's cell. 

The chemical energy of the Clark cell is represented by the 
following equation. 

Zn + n%SOt—J±ZnS,0, + 2Hg. 

When read from left to right, the equation represents the 
discharge of the cell ; when read in the opposite direction the 
charging of the cell. 

The E.M.F. of the Clark cell at is" is 1-4328 voh. 

The constancy of the Clark element is due to having always a 
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saturated solution of the electrolyte present; there is no possi- 
bility of gassing, because the electro-positive metal goes into 
solution, and the electro-negative metal is deposited out. 

There is, however, one source of inconstancy in the Clark cell, 
and that is the variation of potential produced by changes in 
temperature. Thus — 

At 15" the E.M.F. is 1-4328 volt, 

.. 20° .. .. .. i'4a67 „ 

„ 30° „ „ „ 1-4134 „ 
The temperature co-efficient for each degree above 15° is o-ooii 
volt. 

Weston Cadmium Cell. 

The Weston cell in which we have 

- (Cd - CdSO, - Hg^SO, - Hg) + 
is made on the same system as the Clark cell, but it has one great 
advantage over it in having an extremely low temperature coefficient. 
Fig. 21 shows the cell diagram raaticallyj as described by Dr. 
Henderson, without the need of further explanation. 



The formula representing the chemical energy of the Weston 
cell is shown in the following equation : — 

Cd + HgsS0i^:^CdS04 + aHg 
The E.M.F. of the Weston cell is 1'019 volts, and this is practically 
the same for all temperatures. The Weston cell is now largely 
superseding the Clark cell as a standard for measuring potential. 
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It must be remembered that neither the Clark nor the Weston 
cell can be employed for obtaining current, the amount of current 
generated being infinitesimal. 



PRIMARY CELLS. 

The Daniell Cell. 

One of the most simple and at the same time efficient of 
primary batteries is the Daniell cell. Fig. 22 shows the cell 
diagrammatically in its simplest form. It consists of an amalga- 
mated zinc rod in dilute sulphuric acid or a solution of zinc sulphate, 
and a copper rod in a saturated 
solution of copper sulphate. The 
two solutions are separated from 
each other by means of a porous 
partition. 

The zinc rod is the negative 
pole, and the copper rod the posi- 
tive pole. On connecting the two 
poles together by means of a piece 
of wire a current flows through 
the wire from the copper to the 
zinc plate, and through the solu- 
tion from the zinc to the copper 
plate. When the current passes, 
owing to the zinc having a greater 
tendency than the copper to pass 
into solution and form a compound with the electrolyte, the zinc 
dissolves and the copper becomes plated out from the copper 
sulphate solution upon the copper rod or plate. The action 
may be represented by the following equation : — 

Zn -i- 2H- S0"4 = Zn-- %0'\ -|- aH" 
The hydrogen is not Hberated as gas, but while in the ionic stale 
passes with the current to the copper sulphate solution, where it 
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interchanges with the Cu of the CuSOj with reformation of 
sulphuric acid and deposition of non-ionised copper. 

2H- + Cu- S0."= 2H- &0'\ + Cu 

It is obvious that after the current has passed for some time 

all the copper will become plated out, when of course the cell will . 

cease to work. In order to avoid this, in the modem forms of 

the cell, provision is made for keeping the concentration of the 

copper sulphate constant. Fig. 23 shows in section the form of 

cell now generally employed. It 

consists of a cylindrical copper 

vessel, A, which acts as the + 

pole ; this is filled with the solution 

of copper sulphate, and has stand- ^^ 

ing in it a porous earthenware ' 

cylinder, B, which contains the 

dilute sulphuric acid and the zinc 

rod. Running round the top of 

the inside of the copper vessel 

there is a perforated tray of 

copper; this is kept filled with 

crystallised copper sulphate, which 

goes into solution as the copper is 

deposited from the copper sul- Fig.i3. 

In this cell we really have the non-ioniaed zinc exchanging 
with the ionised CuSOj, That is, the zinc takes on an electric 
chaise, and the copper becomes electrically neutral. The chemical 
action thus resolves itself into an exchange of ions, and the 
equation might therefore be written — 

Zn -1- CuSOi = ZnSOi + Cu. 

The depolatiser in the Daniell cell is a metallic one. In 

the first place, the zinc cannot polarise, because it goes into solution. 
There is no polarisation at the copper, because the hydrogen never 
assumes the non-ionised state, but simply changes place with the 
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copper of the copper sulphate, which becomes plated upon the 
copper of the + pole. 

The E.M.F. of the Daniell cell varies from I'lyS volts, when 
I part by volume of sulphuric acid to 12 parts by volume of water 
is employed, to I'o? when a concentrated solution of zinc sulphate 
is used. 

Bunsen Cell. 

The Bunsen cell, as shown in Fig. 24, consists of a glass vessel 
nearly filled with dilute sulphuric acid (i vol. acid, 2 vols, water), 
and containing a zinc plate, a, which 
is amalgamated with mercury to 
^ ^ minimise the local action of the sul- 

phuric acid. The zinc plate is bent 
in the form of a cylinder, and sur- 
rounds a porous cell containing 
concentrated nitric acid ; the porous 
cell c contains the positive pole b, 
which is made of gas carbon or of 
graphite. 

In preparing this cell, the carbon 
should be heated, and should then 

have about an inch of one end 

'°' "*■ dipped in melted paraffin ; because 

if this is not done, after being used for some time, the nitric 
acid gradually creeps up the carbon and corrodes the brass 
binding-screws. The zinc should be well amalgamated by rubbing 
it with dilute sulphuric acid and mercury ; this can be done by 
means of a stick with a piece of cloth tied on the end. Finally, 
the porous cell should be soaked for about twenty minutes in 
dilute sulphuric acid before being used. 

In this battery the depolariser is the nitric acid which oxidises 
the hydrogen. Hence, the longer the cell remains in operation 
the weaker the nitric acid becomes, from the reducing action 
of the hydrogen. Therefore its efficiency becomes less, and after 
the battery has been in use for some time, the current becomes 
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much weaker. The fuming of the nitric acid owing to the 
formation of nitrogen peroxide is another great objection to this 
form of the Bunsen cell. The following equations represent the 
reactions which take place. 

Zn + HjSO, = ZnSO, + 2H 
aH + 3HNO, = 2N0, + zH^O 
zH + HNO' = HNO2 + H2O 



The E.M.F. of the Bunsen cell, when ii 
s from i'8 to i'86 volts. 



1 working order, 



Chromic Acid Cell. 

The chromic add cell is really a modification of the Bunsen cell; 
it contains a solution of sulphuric acid with sodium or potassium 
dichromate as depolariser. The negative pole is of amalgamated 
zinc, and the positive pole of retort carbon. The solution employed 
is the same for both poles, therefore there is no necessity for 
separating them by means of a porous cell, consequently the 
internal resistance of the cell is less 
than that of the one just described. 
The solution employed may consist of 
300 grm, sodium dichromate dissolved 
in I litre of water, to which is then 
added 150 c.c. of concentrated sulphuric 
acid. Or, if potassium dichromate is 
employed, dissolve 105 grms. in i litre 
of water and add 110 c.c. of concentrated 
sulphuric acid. 

The most convenient form of this 
battery is illustrated in Fig. 25. It con- 
sists of a thick glass flask containing the 
solution ; two carbon plates which serve 
as the positive pole dip into the solu- I'la^s- 

tion ; the negative pole, consisting of an amalgamated zinc plate, 
is placed between the carbons. When not in use, the zinc plate 
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can be drawn up, and this prevents its being corroded away. The 
reaction which takes place may be represented by the following 
equatioos : — 

3Zd + sHjSO, = 3ZnS0, + 6H 
I. NaaCr,0, + H,SO* + H,0 = zHjCrO, + Na^O 
II. aHaCrO, + 6H + sH^SO, = Cr, (SOJ, + 8H,0 

III. Cr,(S04), + NajSO, + 24H,0 = j[NaCr{S0^a,i2H,0] 

When sodium dichromate is used as shown in the above equations, 
very little of the sodium chrome alum crystallises out, owing to 
its solubility, but when potassium dichromate is employed the 
crystals of potassium chrome alum often cause the carbon plates to 
disint^rate, when the battery is left out of use for some time. It 
is also better to use the sodium dichromate for another reason, viz. 
because weight for weight the sodium salt yields a larger amount 
of CrO*. 



Leclanche Cell. 

The Leclanche cell is very lately used in telegraphy, and for 
other purposes, such as electric bells, where the current is only 
required intermittently. It consists of a negative zinc pole and a 
positive carbon pole ; the electrolyte is ammonium chloride, and 
the depolailser manganese dioxide. 

The carbon pole a, which is made of gas carbon, is placed in 
a porous cell and surrounded with a mixture of granular manganese 
dioxide and broken gas carbon. The top of the cell is generally 
closed in with a coating of pitch, through which passes a glass tube 
to allow ingress of air and egress of gases. The outer cylinder, 
which contains the negative pole — a zinc rod, b — is of glass, and 
contains a concentrated solution of ammonium chloride. 

A very usual form of the cell is shown in Fig. 36. The 
chemical reactions which take place in the cell are perhaps rather 
complicated, but the equations below probably give a fair idea of 
what occurs. 
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(i.) Zn + 2HjO = Zn (OH); + 2H 

(2.) 2H + 2MnO, = Mn,Os + HjO 

\y) Zn (OH), + 2NH,C1 = ZnCl., 2NH, + zH.O 

When the cell is working there is always a smell of ammonia 

produced, so that probably the following reaction also takes 

place — 

(i.) Zn + 2NH,C1 = ZnCls + 2NH, 
(2.) 2NH, + 2Mn03 = MnA + 2NH, + H,0 

Probably only a very small portion of the ammonia shown in 

the last equation will be evolved in the free state, the major 

portion combining with the zinc 

chloride to produce the double 

salt(ZnCIa,2NH,). 

The E.M.r. of the Leclanch^ 

cell lies between i"4 and i'6 volts, 

and is generally, after being in use 

for some time, about i"28 to 1-3 

volts. The internal resistance of 

different cells varies widely, in 

some cases being as low as 0-4 of 

an ohm, while in others it may be 

several ohms. When the cell is 

in constant use, it rapidly loses " 

stret^th through the reduction of 

the manganese dioxide and consequent polarisation. But if left 

for some time unused, it gradually returns to its original condition, 

owing to the oxidation of the manganese sesquioxide back to 

manganese dioxide again. 

MnjOa + O = 2MnOa 



Cupron Element. 

The cupron element, or Lalande cell, consists of a positive pole 
made of a plate of compressed cuprJc oxide, a, which hangs 
between two amalgamated zinc plates, b, b, in a solution of caustic 
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potash or soda, as shown in Figs. 27, a8. The cupric oxide acts 
as the depolariser, and as soon as this becomes reduced, the cell 
ceases to act properly. The cupric oxide, being of a porous 
structure, is readily regenerated. This is done by taking the 
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positive plate out of the solution, washing it with water, and then 
exposing it to the air for from ao to 30 hours. If, however, it is 
heated to 100 or 180° the oxidation is complete in 30 to 40 minutes. 
The chemical changes which take place are very simple, and may 
be expressed as follows : — 

Zn + aKOH = K.ZnOa + 2H 

CuO + aH = Cu + HjO 
When the battery has been in use for some lime the electrolyte 
requires renewing, and the zinc plates, which become coated with 
a greyish deposit of hydrated sodium zincate, should be scraped and 
reamalgamated. 

One advantage of the cell is its very low internal resistance. 
The E.M.F., however, is rather low, being at the commencement 
I's volts. This rapidly falls to o'Sa of a volt, at which point it 
remains constant until the electrolyte becomes almost exhausted 
or the copper oxide reduced. 
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Crouping of Cells. 

For obtaining a high E.M.F,, cells should be connected in 
series, for producing a low internal resistance, in parallel. Fig. 29 
shows three Bunsen cells connected in series, the opposite poles 



of neighbouring cells being connected up together ; the zincs, it 
wiU be seen, are joined to the carbons. The E.M.F. of such a 
system is three times that of a single cell ; i.e. if we take the E.M.F. 
of a Bunsen cell as i'8 we get 1-8x3 = S'4 volts. 

Connecting the cells up in series, although it increases the 
E.M,F,, also increases the internal resistance of the system. 

Fig. 30 represents three Bunsen cells connected in parallel. 



the zincs to the zincs and the carbons with the carbons. This 
arrangement decreases the internal resistance of the cell : the 
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internal resistance of two cells connected in parallel is only half 
the resistance of one alone, and of three cells only one-third. 
The effect of joining up in parallel is really to increase the size of 
the plates : if a plate has a surface of loo sq. centimeters, then, 
connecting it in parallel with another cell of equal size is 
equivalent to having a plate of zoo sq. centimeters surface. 

When the external resistance is high, cells should be connected in 
series; but -when the external resistance is low, (hey should be 
connected in parallel. 

This will be best shown by means of a few examples. Ohm's 
Law says i " The current strength in a circuit is equal to the electro- 
motive force divided by the resistance of the circuit, i.e. the internal 
resistance plus the external resistance." 

If, then, b is the internal resistance of the system, r the 
external resistance, and E the electromotive force, then the current 
strength C will be represented by the formula — 



It follows from this. formula that C may be increased either by 
increasing the electromotive force, E, or by decreasing the internal 



Example I, 

The E.M.F. of a cell is i 'i volts. The internal resistance i 
o'S ohm. The external resistance is 15 ohms. With variou 
groupings we can obtain — 



A. Conneoting in Series. 



" 0-8 + 15 - 



9 amp. 



a cells in series C = .g . = 0-133 amp- 



6 cells in series C = -y- s-r— = •=•'333 amp, 

X o'o + 15 



:v Google 



Sources of Current. 51 

B. Connecting in Parallel. 

2 cells in parallel C = -^s = 0071 amp, 

6 cells in parallel C = — a = 0*072 amp, 

V+'S 

Example II. 
With an external resistance of o'i5 ohm. 
A. Conneotii^ in Series. 

I cell C = ^^- = ri5 amps. 



2 cells in series C = - 



X0-8+O-1S = ''^5 amps. 
6x VI 



B Conneoting in Parallel. 
2 cells C = -s = 20 amps. 



3 = 4-II amps. 

+ 0-15 



In order to decrease the internal resistance of a battery, and 
yet maintain a fairly high E.M.F., it is often useful to connect up 
the cells partly in series and partly in parallel. Fig. 31 represents 
diagrammatically a set of twelve cells connected in three sets of 
four cells each. Such a battery will give an electromotive force 
equal to four cells, but the resistance of the system will be one- 
third of that which would be exerted by three cells. 
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From the examples given, the student will have no difficulty 

1 de- 







after a little experience i 
termining which, for different 
work, is the best grouping of 
his cells, in order to obtain the 
maximum efficiency from his 
battery. The rule for group- 
ing is to connect up in such a 
manner that the internal and 
external resistance are as nearly 
as possible the same. Under 
such conditions, the greatest 
efficiency is obtained. 



Accumulators. 

It has already been shown that in a Daniell cell (p. 42) the 
electric cunent passes through the solution from the zinc to the 
copper, and, in the outer circuit, from the copper to the zinc 
— the zinc going into solution, and the copper being deposited 
out. If now a current from a dynamo or other source of elec- 
trical energy is caused to pass in the opposite direction — from the 
zinc to the copper in the outer circuit, and through the solution 
from the copper to the zinc — the copper will go into solution, 
and the zinc will be deposited upon the zinc electrode. The 
battery will thus he regenerated, and if the same amount of 
current is passed in this, the reverse direction, as was originally 
taken out of the battery, the cell will have obtained its original 
condition. In the first place, chemical energy was converted into 
electrical energy ; and in the second, electrical energy has been 
converted into chemical energy. That is, electrical eneigy has 
been stored up in the form of chemical energy, from which it can 
be again obtained ; this is the principle of the aooumalator 
or storage cell. TA^ storage cell is a reversible cell, and is an 
apparattis for storing up electrical energy in the form of chemical 
energy. By a reversal of the action this chemical ene^y can 
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again be converted into electrical energy. For many reasons 
the Daniell cell does not make a satisfactory accumulator, and it 
is never so used in practice. 

The Lead Accumulator. 

The lead accumulator consists of a positive pole of lead 
peroxide (PbOa), and a negative pole of spongy lead. The first 
lead accumulator made was that of Plants in i860. Plants pre- 
pared his cell by passing the electric current through sulphuric 
acid, in which both the negative and the positive pole were of 
lead. When the current was passed, the positive lead plate 
became covered with a brown coating of lead peroxide, while the 
surface of the negative plate became more or less spongy. On 
stopping the current and connecting the positive and negative 
plates together, an electric current was produced. Plants found 
that this process of charge and discharge could be repeated as 
often as he liked, and that the more often it was repeated the 
greater became the capacity of the cell. It is not in the scope 
of this hook to go into details of the various methods of making 
accumulators, or of the rival merits of the different kinds. It 
must suffice to say that accumulators at the present day are rarely 
made by this costly method of charge and discharge, but the 
active material is generally made in the form of a paste which is 
caused to adhere to a lead grid. 

Chemical Process. 

The plates having been properly formed, consist, then, of the 
positive lead peroxide plate and the negative plate of spongy 
lead. On discharge, the negative plate becomes converted into 
lead sulphate — 

Pb + HsSOj = PbSO, + 2H- 
The hydrogen ions convey the positive electricity to the peroxide 
plates, and there give up their charge. At the moment the 
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hydrogen yields up its charge it reacts with the lead peroxide, 
and reduces it to lead monoxide — 

; PbO, + aH = PbO + H,0 

This lead monoxide then reacts with the sulphuric acid, and is 
converted into lead sulphate — 

PbO + H^0« = PbSO^ + H,0 

The positive current flows from the lead plate (Fig. 31) through 
the sulphuric acid to the lead peroxide plate, and from the lead 
peroxide plate through the external circuit to the lead plate ; that 
is, from the electro-positive lead plate to the electro-negative lead 
peroxide plate. This passage of current, and 
the chemical actions above set out, continue 
until the spongy lead and the lead peroxide 
are converted into lead sulphate. The solu- 
tion at the end of the discharge, therefore, 
contains less sulphuric acid than at the com- 
mencement, because during discharge both 
plates use up sulphuric acid. Hence the 
specific gravity of the electrolyte in a dis- 
FiG. 3a. charged cell is always lower than in a fully 

charged one. When an electric current is caused to pass in the 
opposite direction by connecting the -f- plate with the positive 
pole, and the — plate with the negative pole of a dynamo or 
other source of current, an opposite reaction takes place. The 
electrolyte for conveying the current consists, of course, of 
sulphuric acid. 

H^0,= 2H-|-S0;' 

Tbe negatively charged SO", ions have their charge neutralised at 
the + plate, but as SO, is incapable of existence in the molecular 
condition, it reacts with the lead sulphate on the plate, and 
oxidises it to lead peroxide, with regeneration of sulphuric acid, 
thus — 

SO. -f PbSO, -I- zHaO = PbOs -V 2H3SO, 
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The hydrogen ions give up their charge at the negative plate, and 
there reduce the lead sulphate to spongy lead, and reform 
sulphuric acid — 

PbS04 + aH = Pb + YiSO^ 
This chemical action — the conversion of lead sulphate into lead 
peroxide at the positive plate, and the formation of metallic lead 
at the negative plate — goes on until the whole of the lead sulphate 
is converted respectively into lead peroxide and spongy lead. 
Further passage of the current now 
only causes electrolysis of the water 
to take place, with a consequent 
disei^agement of oxygen gas at the 
positive plate, and hydrogen gas at 
the negative plate. Fig. 33 shows 
a cell manufactured by the Electrical 
Power Storage Company (E.P.S. 
cell), in which there are three positive 
plates and four negative plates. Ac- 
cumulators always contain an odd 
number of plates, thus one of three 
plates would contain two negative 
plates and one positive plate, the 

positive plate being placed between the two negative plates. A 
cell with seven plates would have four negative plates, and three 
positive plates. The greater the number of plates in a cell — 
that is, the greater the active surface— the higher the ampere-hour 
capacity of the cell. The E.M.F, is, of course, the same, whether 
there are three plates or twenty-one plates. 

Charging and Discharging Accumulators. 

The sulphuric acid employed must be as pure as possible, 
and may on no account contain arsenic or chlorides, as these 
impurities are very detrimental to the cell. The acid must be 
diluted to the required specific gravity (its to 1-17) before being 
placed in the cells. Charging should be commenced directly the 
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acid has been placed in the cells, and should, if possible, be 
continued unintemiptedly for about twenty hours. When it is not 
possible to charge in one run, the first charge should be at least 
for e^ht hours. In charging, a resistance should always be 
placed In series with the dynamo. When the cells are being 
charged for the first time, it is generally necessary, at the 
commencement, to shunt in a considerable resistance, because 
tbe cells themselves at the outset oppose very little resistance. 
As the cells become charged, and their E.M.F. rises, their 
resistance increases, and, in order to keep the charging current 
constant, it is necessary to take out some of the external resist- 
ance. The increased resistance of the cells as they become 
charged, is due to the back E.M.F, which they exert. The back 
E.M.F. for the first few minutes is, of course, practically nothing, 
but it gradually reaches i"8 volts, and finally, when fully chained, 
is about a '4 volts. During the first few hours of charging, the 
gravity of the acid sinks ; but then it Increases, until, when the 
cells are fully charged, it is about I'a to i'22 : the final gravity, 
however, depends, to a certain extent, upon the form of 
cells used and the gravity of the acid employed at tbe 
commencement.' 

When tbe cells are nearly charged, gas commences to be 
given off at the plates — oxygen at the positive, and hydrogen 
at the negative. When fully charged, the cells gas freely, and 
tbe liquid becomes milky and opaque from the quantity of gas 
bubbles which it contains ; the cells are then said to boil. This 
boiling is due to the electrolysis of the electrolyte, and although 
it does not hurt tbe plates, it should not be carried on for too 
long a period, because It wastes the electrolyte by spurting, and, 
if tbe current is excessive, may disintegrate the positive plates. It 
is advisable to coat all metallic connections, which might become 
injured by the acid spray, with vaseline, which can readily be 
painted on with a brush. 

' The numbers here ^vea refer tn the Eleclric Power Storage Co. cells. 
Slartirg with a gravity of I'ly, the ncid will, when the cells are fully charged, 
have reached a gravity of r-2. 
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After the cells have been completely charged, the pressure at 
the terminals is generally 2'2 to 2-4 volts ; it, however, soon falls to 
2 volts, at which point it remains for some time, and then gradually 
falls as the cell is discharged. When it falls to i'8o volts, the 
cells should be recharged, because they get out of condition if the 
voltage is allowed to fall too low. Even when the cells are not in 
use the E.M.F. slowly falls. It is not advisable to allow cells to 
remain without charging for a longer period than from four to six 
weeks, even when they are not in use. An accumulator should 
not be too rapidly discharged, otherwise the plates are very likely 
to buckle and get out of shape. This may cause a short circuit, 
which would ruin the cell. Neither should they be chained with 
a very high current density. When a very high density is 
employed, there is always a large amount of current wasted simply 
in electrolysing the electrolyte. 

When currents of sufficiently high voltage can be obtained, 
it is best to charge the cells connected up in series. The n^ative 
pole of the source of current is connected with the negative pole 
of the accumulator — i.e. with the lead pole — and the positive pole 
with the positive or lead peroKide plate. The E.M.F. of the 
charging current must be sufficiently high to overcome the back 
E.M.F. of the accumulator; this may be put as 2"5, therefore to 
charge one cell a potential of at least 3 volts must be employed. 
If six cells are connected up in series, the total back E.M.F. 
would be 2'5 X 6 = 15 volts. (It is only towards the end of 
charging that the potential of a cell is as high as z^s volts.) A 
potential sufficient to overcome this back E.M.F. of 15 volts 
would require to be used in order to charge the six cells connected 
up in series. 

By connecting the cells up in parallel, the internal resistance 
of the system is lowered, being very little more than that of only 
one cell. Now, the E.M.F., as has already been stated, of one 
cell is rather over 2 volts ; therefore, in charging the cells con- 
nected in parallel, it is only necessary to use a voltage sufficient 
to overcome the back E.M.F. of, say, a"S volts. A potential of 
about 4 volts would therefore be amply sufficient to charge with. 
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Chaining in parallel generally takes much longer than 
charging in series, because the available current is divided 
between all the cells, which are being charged. Thus, if six cells 
connected in series are being chained with a current of 12 
amperes, then each individual cell is being charged at the rate 
of 13 amperes. But if the cells are connected in parallel, the 
iz amperes is divided among the six cells, and each individual 
cell is being charged at the rate of % amperes per hour. In 
order to completely charge the cells in parallel, the current 
would therefore require to be passed six times as long as if 
they were connected in series. The total energy put into the 
cells would be the same, but in the one case it would be delivered 
more rapidly than in the other. 

To a certain extent the condition of the cell can be told 
by noting the specific gravity of the electrolyte. As the cell 
discharges, the specific gravity of the electrolyte falls ; this is 
because some of the sulphuric acid is used up to form lead 
sulphate. When the cell is in normal condition, the spiecific • 
gravity rises again on recharging. If the cells have not been 
long in use, taking the specific gravity gives an excellent criterion 
as to their condition ; but with cells which have been in use a long 
time without the add being changed, too much reliance should 
not be placed upon the gravity alone. In any case, if the gravity 
is below i'2 after the cell has been chained, probably something 
is the matter. The infallible proof of the condition of the cell is 
the E.M.F. After the cell has been charged and boiling has 
taken place, if the potential is below 2 volts, then the cell is 
out of order. As the charging of a cell becomes completed there 
is always a certain amount of gassing-; this means that a certain 
amount of the electrolyte is being carried away by spraying. 
Therefore, after some time of use, partly from this reason, and 
partly from evaporation, the electrolyte requires replenishing. 
Generally the addition of pure distilled water is all that is neces- 
sary, because the main portion of the loss is through evaporation, 
but a certain quantity of acid is invariably lost through spraying. 

The constant addition of water without adding fresh acid may 
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he the cause of the gravity being low ; at the same time the 
voltage may be quite correct. If this is the case, a small quantity 
of sX.Ton%pure sulphuric acid is added to bring the electrolyte up 
to the required specific gravity. The acid may be added to the 
cells in situ, but it is better to siphon off the electrolyte, bring up 
to the required gravity, and then return to the celL Before 
interfering with the electrolyte, however, care should be taken to 
ascertain that the specific gravity really is low. If water has 
recently been added thorough mixing may not have taken place, 
and, after one or two charges, the gravity may be found to be 
quite correct. If both the gravity and the E.M.F. of the cell are 
low, even after a long charge, then the cell is said to be flick ; 
probably in this case the positive plates will be of a reddish 
chocolate colour, instead of a dark brown, and the negative plates 
will very likely be a dirty whitish grey or may have lai^e white 
patches of lead sulphate on them : the cause of the cell being out 
of order is due to salphating. Generally speaking, charging 
alone will not put this right, and, if this is found to be the case, 
the cell should be taken down, the electrolyte siphoned off, and 
the negative plates scrubbed with a hard bristle brush under 
running water. Great care must be taken not to allow the least 
trace of grease to get upon the plates when they are being washed. 
The positive plates must not be allowed to dry, but should be 
well washed in runnit^ water; they must not, however, be 
scrubbed, because this would probably detach some of the lead 
peroxide. The cleaning of lead accumulators is not by any 
means an easy operation, and must be carried out with great care, 
otherwise the plates may be completely ruined. 

The lead negadve plates usually have a longer life than the 
positive peroxide plates. If the positive plates become damaged, 
it does not follow that the negative plates are also out of order, 
and the cell can be put in working order again by renewing 
the positives. 
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Edison 5torag:e Battery. 

In the Edison storage battery the negative pole consists of 
iron J the positive pole is oxide of nickel, which is supposed to 
be nickel peroxide, NiOj. The electrolyte is a 20 per cent, 
solution of caustic potash. Compared with the lead accumu- 
lator the voltage of this cell is comparatively low, being after 
recent charging i'5 volt, but the normal discharge voltage is 
not much above i*i or 12 volL 

The reactions which take place may probably be represented, 
by the following equations : — 

2NiO» + Fe = Ni^O, + FeO\ 
Ni,0a+Fe = 2Ni0 + FeC 
NiO + FeO = Fe + NiO, 1 „ ,. . 
Ni.O.+ FeO=.NiO. + Fer"^^^^"«- 

The last two equations are brought about by the passage of 
the current through the electrolyte, hydrogen being liberated at 
the negative pole, which reduces the oxide of iron to the metallic 
state. Likewise oxygen is liberated at the positive plate, and 
oxidises the reduced nidtel oxide back to nickel peroxide again— 

zK0H=2K' + H,0 +0 
2K + 2HaO = 2KOH + sH 

At first sight it might be thought that, owing to its low E.M.F., 
the Edison cell could not compete with the lead storage cell. 
But it has certain advantages which go a long way towards com- 
pensating for its lower voltage. These are claimed to be — 

(1) Stability of the cell, absence of deterioration by work ; 

(2) I^i^e storage capacity per unit of mass ; 

(3) Capacity for being rapidly charged and discha^ed, without 
buckling ; 

(4) Capability of withstanding rough treatment ; 

The cell is coming into very considerable use for automobile 
work, especially in America ; but so far, at any rate in England, 
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it has not been employed for laboratory purposes. It is very 
doubtful whetKer.at any rate for a long time to come, the alkaline 
accumulator will take the place of the lead battery. Although the 
cell may possess the above-mentioned advantages, the question 
as to its watt-hour capacity and as to the economy of charging 
are also important factors, and these have not yet been proved 
"to be higher than those of the lead accumulator. 

Electrolytic Rectification of Alternating 
Currents. 

It is found that when a plate of aluminium is made the anode 
in an electrolytic cell, at the moment of completing the circuit, 
the current flows as usual, but it rapidly becomes less and less, 
and in the course of a few seconds, if the E.M.F. is not more 
than 30 to 25 volts, the current ceases to pass. Obviously this 
connot be due to polarisation, because the back electromotive 
force due to gaseous polarisation would not be much above 
I volt. 

It is a welt-known fact that aluminium readily becomes super- 
ficially coated with a film of oxide, and that this fihn exerts a 
protective action, preventmg further oxidation from taking place. 
It is this superficial oxidation of aluminium which makes it so 
difficult to weld the metal or to plate other metals upon its 
surface. When aluminium is made the anode in dilute sulphuric 
acid, or in a sodium-phosphate solution, there is a tendency, on 
completing the circuit, for the aluminium to pass into solution. 
The moment, however, it commences to dissolve, the surface 
becomes coated with a film of hydrate or basic sulphate or 
phosphate, and this prevents actual contact between the solution 
and the aluminium. This film is a dielectric, so we get a 
dielectric polarisation, and the film acts as a condenser between 
the metal and the electrolyte. The dielectric polarisation almost 
absolutely prevents the passage of the current with potentials 
below 2D volts, but with h^her voltages it partially breaks down, 
and a certain amount of current will pass. The resisting action 
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is also better at low temperatures, and is to a certain extent 
dependent upon the nature of the electrolyte. Gratz was the 
first to point out that this peculiar behaviour of aluminium 
might be employed to rectify alternating currents. In an alter- 
nating current there is a pulsation first in the one direction, 
and then in the other, or, in other words, the electrodes in a 
cell through which an alternating current is being passed are 
one moment negative, and the next moment positive. It is, 
therefore, not possible to conduct ordinary electrolysis with an 
alternating cunent. Although an aluminium plate cannot be 
employed as anode in electrolysis, for the reasons already ex- 
plained, it can be used as a cathode, because in this case any 
protective coating, if it is produced, is removed by the reducing 
action of the hydrogen. As the alternating current consists of 
impulses first in one dilution and then in the other, it should 
follow that, if an aluminium plate opposed to one of lead or carbon 
is placed in an electrolytic cell and connected with the alternating 
current, the positive phase will be unable to pass, but the 
negative will have no such 
difficulty. This is actually 
found to be the case, pro- 
vided the E.M.F. is not 
too high; but, of course, 
with a single cell 50 per 
cent, of the current would 
be lost. The best method 
of connecting up in order to 
obtain the maximum recti- 
fication and efficiency is 
'"^ ^^' shown in Fig. 34. 

M, M are the terminals from the alternating mains, and b, b' 
and A, a' are four electrolytic cells. The long lines represent 
the aluminium plates, and the short lines lead or carbon. Now, 
when the current tries to travel through the cell B the negative 
impulse will pass without difficulty, but the positive will be 
prevented from passing by the aluminium plate ; it will therefore 
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be thrown back, but will be able to pass through the cell a. The 
same applies to the current oideavouring to pass through b' ; the 
positive will be thrown back, but will pass through V. The 
negative currents from b and b' are united in the conductor gg, 
and the positive currents unite in the conductor ee. We have 
therefore, at the two terminals c and c, a continuous current, 
the terminal carrying the current from the aluminium plates being 
positive, and the terminal taking the current from the lead plates 
negative. The number of plates in the cells b, b' and A, a' 
depends upon the E.M.F. of the alternating current. As a matter 
of fact, it is not a question of the number of plates, but of the 
number of cells. Thus, as shown in the diagram, there are two 
long and two short lines in the cells ; this really represents two 
cells connected together in series. One cell at ordinary tem- 
peratures will only rectify successfully if the E.M.F. of the alter- 
nating current does not exceed about 25 volts; at 0° the E.M.F. 
may be as high as 45 to 50 volts without the cell breaking down. 

In some districts the alternating current is used for lighting; 
the current cannot therefore be employed for electrolytic pur- 
poses, or for charging accumulators. The current rectified as 
above explained will, however, be found quite satisfactory for 
chaiging accumulators. Absolute rectification, except perhaps at 
very low voltages, probably never takes place, there being always a 
greater or less amount of leakage. This leakage is due to a partial 
breaking down of the dielectric; at high temperatures the pro- 
tective film seems to get more or less crystalline in structure, and 
then the leakage becomes very considerable. Presumably, when 
the negative impulse strikes the plate, sufficient breaking down, 
due to reduction of the film, does take place to allow the passage 
of the negative current, otherwise no current would pass in either 
direction. There is a certain voltage above which all dielectrics 
will break down ; and under ordinary circumstances and at ordi- 
nary temperatures, with the film produced on the aluminium plate 
this is about 35 volts. 

A very interesting phenomenon is noticed when an alternating 
current is passed through an electrolyte where one of the plates 
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is aluminium. The aluminium plate is noticed to pbospUoresce, 
and its whole surface scintillates in a very beautiful manner. The 
electrode opposed to the aluminium 
does not show this peculiarity. 
Aluminium is not the only metal 
which prevents the passage of the 
positive electric current ; magne- 
sium, chromium, and indeed most 
metals have this property to some 
extent. 

One difficulty in using electro- 
lytic rectifiers is the great heating 
of the solution which takes place. 
Fig. 35 shows a sectional elevation 
and Fig. 36 the plan of one of the 
cells which have been successfully 
employed for charging accumulators 
at the Borough Polytechnic The 
cell consists of a sheet of stout 
aluminium shaped into a cylinder; 
this is surrounded by a coil of lead or composition pipe, through 
which water circulates. The aluminium is made the one pole, 
and the lead pipe the other 
pole. The electrolyte con- 
sists of a cold saturated 
solution of ammonium phos- 
phate, (NH,),HPO.. 

More recently better re- 
sults have been obtained by 
using a closed aluminium 
cylinder, and circulating cold 
water both through this 
cylinder and through the lead 
pipe. (The form of the apparatus is the same as shown in Figs. 
35 and 36, except that the aluminium cylinder is closed and has a 
tube for ingress and egress of the cold water.) The efficiency of 
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the rectifier is very much greater at low than at high temperatures. 
Further, the aluminium plates last very much longer ; it has been 
found that if the temperature is allowed to rise from 30° to 40°, 
the plates corrode away in the course of a few weeks. Whereas, 
when the electrolyte is maintained at a temperature below 20°, 
the plates appear to be very tittle attacked. 

There is always considerable loss of energy in using these 
cells, unless the plates and solution are kept well cooled- By 
cooling the aluminium plates as above explained, over 90 per 
cent, rectification is readily obtained, i.e. the current efficiency is 
over 90 per cent, as shown by the amount of copper deposited 
from a copper coulommeter. Even if considerable loss does take 
place, the conversion of an alternating into a continuous current 
by this means is a very great convenience. 
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Distribution of Current. 

Fig. 37 represents di^ranunatically an arrangement designed 
by the author which may be employed for distributing the current 
from storage cells. The arrangement here adopted is to avoid 
the multiplication of measuring instruments. The switch-board is 
designed to supply three circuits on three sides of a room. Each 
circuit may have any number of terminals to suit the desired 
number of students ; but, of course, all the students working on 
the same circuit have to use the same number of cells. But by 
means of resistances the strength of the current which it is desired 
to employ can be regulated. The switch-board shown is connected 
with three circuits. 

Each circuit is provided with an ammeter and voltmeter. Every 
working place is fitted with a separate set of terminals and a fixed 
resistance of about 20 ohms ; heavier resistances can of course be 



:vGOOglf 



# 



Practical Eiectro-C'hewislry. 



:vG00glf 



Sources of Current. 6y 

employed if required. The resistances are mounted, together 
with switches for the ammeter and voltmeter, on an enamelled 
slate base, and are fixed on the wall just above the benches. By 
means of one switch the student is enabled to take the ammeter 
reading, and having done so, to switch off and continue the 
electrolysis without keeping the instrument continually in the 
circuit — the resistance of the ammeter, being very low, is 
neglected. A second switch for the voltmeter is arranged in a 
similar manner. Thus, several students can use the same instru- 
ments without interfering with each other's work, and multipli- 
cation of these expensive pieces of apparatus is avoided. 

The Distributing Board is arranged so that the cells may 
be connected up either in series or in parallel, or part in series and 
part in parallel. Further, although in the diagram there are only 
twelve cells, the whole number may be switched on to one 
circuit, ten on to another, and eight on to the third, and all 
circuits may be in use at the same time. Of course a smaller 
number of cells can be employed on any of the circuits when 
it is found desirable. The diagram shows the arrangement of the 
plug-board, and the manner in which it is connected with the 
accumulators, also the way in which the current is distributed to 
the several circuits. 

From the diagram, which explains itself, it will be seen that a 
fiise is inserted in each of the leading wires from the battery, which 
protects the apparatus from damage in the event of an accidental 
short circuit taking place. Each cell is also separately fused. 

It is not very often that it is necessary to have cells con- 
nected up in parallel, and in installations in which it may not 
be desired to have this arrangement, the distributing-board could 
be very much simplified by having only one row of plug holes. 
This would, at the same time, make the board very much cheaper. 
In the diagram, two cells are shown connected in series on to 
Circuit No. II. When the ammeter switch is moved on to the 
stud marked " On," the current passes through the decomposition 
cell which is in connection with the two terminals, but would 
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not be passing through the ammeter. On switching over to 
" Ammeter reading," the current passes through the ammeter and 
work. As soon as the student has taken his reading, he switches 
back to "On," and continues the work with the instrument 
thrown out The voltmeter, which is of course on a shunt 
circuit, is so arranged that besides taking the P.D, of the work, 
the terminal E.M.F, of the circuit can also be taken. 

The Resistances. — These are made from insulated " pla- 
tinoid" wire, wound on asbestos-covered brass tubes. The 
advantage of winding on tubes is that a current of air passes 
through them and serves to keep the resistance cool. The 
contact is a double sliding one, and connection is made with 
the resistance wire by removing the insulation from the upper 
and lower surfaces of the coil. Each instrument has a re- 
sistance of about 20 ohms, and wilt carry a current of about 
4 amperes without unduly heating. An ideal resistance at a 
moderate cost is a very difficult thing to obtain. With a re- 
sistance such as is here described, there is not much difiliculty 
in cutting down by very small fractions of an ampere ; but if it 
be required to carry a current of considerable density, and at the 
same time to reduce or increase the current by small fractions of 
an ampere, the best method is to employ a liquid resistance such 
as that shown in Fig. 41, p. 75. The method of distributing the 
current here described is simply given as an example of one which 
has been found in actual work to be very satisfactory. The method 
to be adopted in any laboratory will require to be modified to suit 
the special requirements of the work which it is intended to carry out. 
Pole Papers.— It is sometimes necessary to test whether 
a wire is connected with the positive or negative pole. For this 
purpose turmeric paper moistened with a solution of sodium 
sulphate may be used ; on placing the wires near together on the 
moist paper, a brown mark is produced where the negative wire 
touches it, due to the liberation of sodium. Pole papers often 
have phenol[JithaIein and sodium sulphate on them, and then the 
negative wire produces a pink mark. 
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CHAPTER VI. 

REGULATION OF CURRENT. 

In all electro-chemical operations it is a matter of great im- 
portance to be able to control the quantity of current which is 
to pass through the electrolytic bath in a given time. Flow of 
water from a pipe is regulated by means of a tap, the amount 
of water which will flow depending upon how far the tap is 
turned on. The flow of the electric current is regulated by 
means of resistances; the greater the resistance switched into 
the circuit, the less the quantity of current that will flow. 

In order to be able to compare different resistances, it is 
necessary to have a standard or unit of resistance. The unit of 
resistance is called the ohm. The ohm is defined as being the 
rtmtance offered by a column of pure mercury io6"3 centimeters in 
length, having a uniform section of r square millimeter, at a 
temperature of o" C. The weight of this column of mercury is 
14-4521 gm. 

In practical working it would not be convenient to employ 
columns of mercury as resistances. Use is therefore made of 
the fatt that ditferent metals oppose ditferent resistances to the 
passage of the electric current. Iron wire, for example, offers 
a very much greater resistance to the passage of the current 
than does copper wire. Resistances are often therefore made of 
iron wire. But for laboratory purposes it is more general to employ 
resistances made from certain alloys, such as platinoid or 
manganin. 

The resiatance of a wire is proportional to its length 
and inversely proportional to its cross section. The 
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qteciSc TMistance irf a material is tbe resistance between tno 
opposed faces of a cube of tbe substance, each edge of whkh is 
I cm. in length. The appended table gives the spe<nfic resistances 
of a number of substances, measured in microhms (a microhm is 
the millionth of an ohm, i.t. lo-* ohm). The measurements 
given have been taken at o°. 



Sub>un«. 


R^^ 


SilTcr, hard drawn 


1468 


Gold, annealed 


IOS3 


Couper, aonealed 


1-560 


,; hard dmvvii 






3-905 


Iron, annealed 


9-693 


Platinum, annealed 


903s 


Germansilver 


20'886 


Mannnin 


46700 


PUtwoid 


4173" 



009693 
00903s 



Temperature Coefficient. — When the current passes 
through a wire, the wire becomes hot; but a hot wire offers a 
greater resistance to the passage of the current than a cold wire, 
therefore the resistance is more or less variable, the variation 
depending upon the temperature co-efficient of the metal or 
alloy. The great advantage of an alloy such as platinoid is, 
that it lias a very low temperature coefficient. For instance, 
the conducting power of pure iron falls by 39"2 per cent when 
it is heated from 0° to 100°; whereas, through the same range 
of temperature, platinoid only falls by 209 per cent. The 
temperature coefficient, therefore, per degree is respectively o^jgi 
and 00209, '^^'^ appended table gives the temperature coefficient 
I)er cent, of certain metals and alloys. 



:v Google 



Regulation of Current. 





TABLE 


Via 




Meul. 


1 


■■— 


L'^t^r-'t'""'"- 


Silver, annealed 




40-0 


„ hard drawn 






400 


Copper, annealed 






S-s 


„ haid diawn 






38-8 








m 


„ annealed 






Aluroinmrn 






39-0 


Platinnm 






367 








39-2 


Gennan silver 






4'4 


Platinoid 


1 




a-09 


Ohm's 


Law. 





Ohm's Law states " that the current strength varies directly as 
the eketromoiive force and inversely as the resistance ; " or we may 
say — the ratio between the electromotive force and the current 
shows the resistance. Thus, if E represents the electromotive 
force, C the current, and R the resistance, then we have — 

Therefore knowing the electromotive force and the resistance, 
we can find the current strength of a circuit. 



I. For example, suppose the electromotive force of the 
batteries in a circuit is 11 volts, and the resistance is 9 ohms, 
what current will pass through the circuit ? 

C = = 1-33 amperes 

II. Similarly, if the current and the resistance are known, 
we can calculate the electromotive force. If the resistance of a 
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circuit is 15 ohms, and the current i'5 amperes, what is the 
E.M.F.? 

E = I'S X IS = 335 volts 

III. And the resistance R can be calculated when we know 
the E.M.F. and the current. If the E.M.F. is 16 volts, and the 
current 05 ampere, what is the resistance? 



As a rule, the calculations are not quite so simple as the 
above, because in any circuit the total resistance is made up of 
a number of smaller resistances. There are the leads which 
convey the current; these represent a certain resistance. The 
various connections, especially if the junctions are not well 
cleaned, are sure to cause a greater or less resistance. Then 
there is the known resistance for regulating the current. Finally, 
there is the unknown resistance of the electrolytic cell, which 
may be continually varying, either owing to polarisation or to 
changes in the concentration of the electrolyte and to heating 
effects. 

Resistance of the Electrolytic Cell.— It is sometimes 
useful to know the resistance of the electrolytic cell. This we 
are able to calculate from Ohm's Law. What we require to 
know is the current which is passing, and the drop in potential 
between the electrodes. 

For example, in an electrolytic cell in which the electrolyte 
consisted of a 15 per cent, solution of copper sulphate and the 
electrodes were both of copper, a current of 2-5 amperes was 
found to be passing. The drop in potential between the 
electrodes was ^x volts, therefore the resistances of the cell 



The above example was purposely taken, because in such a 
cell, where both the electrodes are of the same metal, and the 
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electrolyte is a salt of the metal, there are no polarisation effects. 
Generally, however, there is a greater or less back E.M.F. pro- 
duced by polarisation. 

Cell Polarisation and Back E.M.F. — Polarisation always 

produces a back electromotive force, and in order to calculate 

correctly the resistance we must measure the back E.M.F. of the 

cell. This may be done by connecting a voltmeter across the 

two electrodes. The voltmeter will show the apparent drop in 

potential between the electrodes. Now switch off the current, the 

voltmeter will recede back until it stops for a short time at a 

point somewhere above zero, and then gradually fall back until 

it comes to zero. The position to which it fell in the first 

instance is the polarlBatlon voltaga. An example will make 

this clear. In a cell which contained a solution of sodium 

sulphate both the anode and cathode were of lead. After 

the current had been passing for some time the voltmeter was 

shunted across the electrodes, and was found to read 4*8 volts ; 

the ammeter at the same time showed a reading of 3 amperes. 

The current was then cut off; the voltmeter fell to 3 volts, 

where it remained for a short time, and then gradually fell to 

zero. The back E.M.F. was therefore 2 volts, which was opposed 

to the passage of the current. Thus the resistance of the cell 

due to the back E.M.F. was — 

4-8 - 1 
R = — - — = 093 ohms. 



Some Forms of Resistance. 

A simple form of resistance is shown in Fig. 38. It consists 
of coiled lengths of wire fastened on to a frame. By moving the 
switch on to different studs, various amounts of resistance can be 
thrown in. Each length of wire generally represents a known 
resistance : for example, each wire may represent a resistance of 
I ohm ; therefore, when the switch is on the fifth stud, there will be 
a resistance of 5 ohms thrown in. When heavy currents are 
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employed, the resistance wire may become very hot, and the wire is 
then generally mounted on an iron frame fixed upon a slate base. 



Fig. 39 shows another form of adjustable resistance. It is 
made of insulated platinoid wire wound upon an asbestos-covered 
brass tube. Contact is made by sliding the brass rubber a along 
the bar b — connection being made with the resistance wire by 
removing a portion of the insulation from its upper surface. 



Fig. 40 illustrates another form of adjustable resistance which 
can be made for carrying still heavier currents. 

When it is necessary to cut a heavy current down, and to 
regulate by small fractions, it is best to pass the current through a 
liquid resistance. Fig. 41. This may be simply a glass or, better, 
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an earthenware trough, containing dilute sulphuric acid or caustic 
soda (the concentration of the electrolyte depending upon tiie 
resistance required), and 
having two lead plates 
as electrodes, when sul- 
phuric acid is used, or 
nickel plates when caustic 
soda is the electrolyte. 
The resistance is regu- 
lated by moving the two 
plates AA either nearer 

together, to increase the Fm. ,o. 

current; or further apart, to decrease the current. 

The only objection to this form of resistance is that, if the 
current is very heavy, the solution becomes hot and evaporates 
away. If, however, one of the electrodes consists of a coil of 



lead pipe, through which cold water is allowed to flow, the heating 
of the solution is very much reduced. Many other forms of 
resistance might be described, but for general laboratory work 
the ones here described should be quite sufficient. The class of 
resistance employed will depend upon the kind of work for which 
it is required, and to a great extent upon the personal experience 
and likes of the experimencist. 
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E best form of electrode is the flag form shown in 

::athode is in the form of a flag and is made of 

e, which should be 

it to pennit of being 

it is held r^id by 

latino-iridium frame 

iridium); the frame, 

lened by means of 

, has a stout piece 

um wire welded on I j 

wire is for holding '^=^" 

in position during ^^^=J 

e loop near the top ^3^ 

for hanging the elec- 
lalance. The anode 
itinum wire, and is bent upon itself in such a way, 

placed into 

electrolysis, 

in Fig. 47. 
lit density is 

parts of the 

distance be- 
sides of the 

I-, therefore 

1 it is 1-25 

I each side 

is 6 cm. 
wide, and 
iipporting 

the loop 
, the end. 



cathode '^"'■"■ 

it follows from the above measurements that 

surface is 50-4 sq. cm., that is, practically 
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APPARATUS FOR ELECTROLYSIS. 



In almost all electrolytic depositions it is necessary to employ 
platinum anodes and cathodes. The cathodes are either in the 
form of basins, cylinders, cones, or flags, Basins have perhaps 
been more largely used than any other form of electrode, but 
they are extremely expensive, and have really no advantage over 
a gauze cylinder or flag electrode. 

When a basin is employed, it should be of sufficient capacity 
to hold from 150 to 180 c.c. of solution. The 
best form of anode is of platinum wire coiled 
concentrically, as illustrated in Fig. 42. In 
using the basin a stand of the following con- 
struction will be found very convenient (Fig. 43). 
The base of the stand is of slate or marble, 
and the brass rod which conveys the — current 
is hollow ; through this brass rod an insulated 
wire for carrying the + current passes, and is 
connected at the top of the rod to an insulated 
binding-screw, and at the bottom with the 
binding-screw fixed on to the slate base. The 
arm for holding the anode is insulated from 
the upright brass rod by means of a piece of ebonite. The 
ring which supports the basin has three little platinum points 
at equal intervals on its circumference ; on these the basin rests, 
thus ensuring good contact. The + pole of the source of current 
is connected with the binding-screw fixed in the slate base, and 
the negative pole with the binding-screw marked — . 
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During the course of electrolysis — especially when hot solutions 
are used— it often happens that the volume of the solution falls 
below the edge of the deposited metal, which may then becoiDe 
oxidised and lead to incorrect results. In Fig. 44 is shown an 
arrangement for getting over this difficulty. A small beaker is held 
in a ring which is placed upon the upper part of the rod of the 




stand ; the beaker is filled with distilled water, and has hanging 
over its side a piece of lampwick. One end of the wick is in the 
water, and the other end is twisted round the anode ; the water 
slowly siphons over from the beaker, and by arranging the number 
of threads in the wick and the height of the beaker from the basin, 
the water can be made to flow into the basin as rapidly as it is 
evaporated or electrolysed away. If it is desired to keep the 
solution acid, as, for example, in the analysis of zinc by the oxalate 
method (p. 119), then the beaker is filled with dilute oxalic acid. 
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Heatlnsf Platinum Basins during 
Electrolysis. 

Special precautions are necessary for heating platinum basins. 
The flame of the burner may on no account come in contact with 
the basin, as this causes the platinum to become dull, probably 
from formation of carbide. Another drawback to direct heating 
is, that the heating may become too local, and this may cause the 
deposit to scale off; the deposits are almost certain to scale if the 
solution is boiled. In order to give a diffused heat, a piece of 
sheet asbestos may be placed upon a rii^ under the basin, or 
a very small flame may be placed some 
4 cm. below the basin. Perhaps the best 
method is to use a water-bath of the form 
depicted in Fig. 44. The bath really acts 
as an air-bath, as it is so arranged that the 
basin shall not come in contact with the 
water, the only openings to the bath being 
the two small funnels a, a. Three small 
pieces of platinum wire are soldered into 
the copper cavity, and on these the basin 
rests. There is an air space of about 2 cm. 
all round the basin. 

It will be found that if the bath be 
filled with a mixture of equal parts of water 
and glycerin, that this mixture can be 
heated to a temperature of about 130° 
without boiling, and that then the tempera- 
ture of the solution in the platinum basin 
will be between 50 and 60°. 

Fig. 45 shows a cylindrical gauze elec- 
FiQ. 4j. trode with its anode. Cylindrical electrodes 

other than gauze cannot be recommended, because of the great 
unevenness of current density, the metal being mainly deposited 
upon'.the inside of the cylinder, and only to a limited extent upon 
the outside. 
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Perhaps the best fonn of electrode is the flag form shown in 
Fig. 46 ; the cathode is in the form of a flag and is made of 
platinum gauze, which should be 
sufficiently stout to permit of being 
sand-blasted; it is held rigid by 
means of a platino-iridium frame 
(10 per cent, iridium); the frame, 
which is roughened by means of 
the sand-blast, has a stout piece 
of iridio-platinum wire welded on 8 I 

to it The wire is for holding *£=^^~ 

the electrode in position during f^^^^ 

analysis. The loop near the top ^^^ ^ 

of the wire is for hanging the elec- 
trode on the balance. The anode 

is made of platinum wire, and is bent upon itself in such a way, 
that when it is placed into 
position for electrolysis, 
as illustrated in Fig. 47, 
an even current density is 
obtained on all parts of the 
cathode. The distance be- 
tween the two sides of the 
anode is 2'S cm., therefore 
when in position it is i'25 
cm. distant from each side 
of the cathode. 

The cathode is 6 cm. 
high and 4*3 cm. wide, and 
the length of the supporting 
wire is 7*5 cm., the loop 
being 3*5 cm. from the end. 

As the anode is opposed ' — ~ 

to both sides of the cathode '°' "' 

during electrolysis, it follows from the above measurements that 
the total cathode surface is 50*4 sq, cm., that is, practically 
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half a square decimeter, which, as the current density (CD.) for 
analytical purposes is generally calculated per square decimeter of 
surface, is a very convenient size. It is not essential for the 
cathode to be made of gauze — in many cases sheet platinum is 
quite as useful ; but for metallic deposits which are inclined to 
exfoliate, sjich as bismuth and antimony, the gauze is more 
satisfactory j it is also very useful for mercury and for peroxide 
deposits. The gauze should not be too fine; the finest that 

1 have found satisfactory is about So to 90 meshes to the 
square centimeter. When it is too fine there is a tendency for 
hydrogen to collect upon the surface and thus cause polarisation. 

The weight of the cathode, when made of platinum sheet, 
is about I4"5 gim. If thinner platinum is employed, the weight 
can be reduced to 8 grm., but it is found better not to make them 
of very thin platinum, because then they are too fragile, and there 
is a tendency for the deposits not to adhere well at the edges. 
The weight of the gauze electrode is about 15 grm. 

OtUTsnt Density (CD.), as already stated, is the intensity 
of current per unit of surface. Thus, if the surface is r square 
decimeter, and the current is 2 amperes, we say that the CD. is 

2 amperes. If, however, the electrode was only o'zs of a square 
decimeter, then, if the current was i amperes, the CD. would be 
8 amperes. The current densities given in this book always 
represent the CD, per square decimeter. 

Rotating Electrodes. 

The rate of deposition of a metal from its solutions is very 
much accelerated, and a higher CD. can be employed, when the 
cathode is kept in rapid rotation. In Fig. 48 is shown a rotating 
cathode, and the arrangement employed for rotating it The 
support for the cathode consists of a gun-metal arm, the end 
of which is drilled to allow a spindle to pass. This spindle 
carries a small chuck (such as is used for fixing small drills) 
which is used for holding the rotator. The grooved pulley, 
which is fastened on to the upper end of the spindle, bears on the 
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top of the arm, which is ground smooth. The whole arrangement 
is driven by means of a belt from a water-turbine or electric 
motor. This arrangement is found to give very perfect contact 
and to work with very little friction. The parts should only 
be slightly lubricated, 
the best lubricant being 
a mixture of graphite 
and oil. 

The cathode, as is 
seen from the figure, is 
a small sand - blasted 
cylinder, of platinum 
gauze, which has a com- 
bined surface of about 
25 cm. The anode is 
in the form of a double 
circle of stout platinum 
wire, and has four little 
baffles placed at inter- 
vals round it, to prevent 
the liquid from rotating 
with the cathode. A double coil of stout platinum wire serves 
equally well. Of course for peroxide deposits the rotating elec- 
trode would be the anode. A cylinder of sheet platmum also 
gives very good results, but in this case very little metal is deposited 
upon the inner surface. Longitudinal slits, however, partially 
get over this difficulty, but with gauze as shown in the figure 
the deposition is practically equal inside and outside. Not only 
are the metals deposited more rapidly by the use of a rotating 
cathode, but the deposits are generally exceedingly bright and 
have a magnificent burnished appearance; this is especially the 
case when cobalt is deposited from a solution containing 
ammonium tartrate. When the cathode is of gauze the brilliancy 
of the deposit is not so marked as when a smooth cathode, such 
as that described by Gooch, which consists of a platinum crucible, 
is employed. 
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Preparation of Electrodes. 

In all forms of analysis, cleanliness of apparatus is a matter of 
importance ; if possible, it is even more important when electro- 
chemical methods are employed. The slightest trace of grease or 
dirt upon the cathode must be avoided, otherwise the deposit will 
be patchy, and often non-adherent. In order to clean the electrodes 
they should first be heated in nitric or hydrochloric acid, or warmed 
with a mixture of sulphuric acid and potassium dichromate. They 
should then be thoroughly washed under the tap, and afterwards 
with distilled water. If they still appear greasy, they may be 
washed with caustic alkali, well rinsed, and finally heated to 
redness in the bunsen flame or by means of the blowpipe. It is 
not necessary to cool them in a desiccator before weighing. It is, 
however, generally speaking, better — as far as possible — to allow 
the electrodes to cool for the same length of time before weighing, 
say twenty minutes or half an hour. After ignition the cathode 
surface must on no account be touched with the fingers, because 
the grease of the lingers might be sufficient to spoil the metallic 
deposit. 

Before igniting platinum, 'great care must be taken that every 
particle of the metallic deposit has been removed; otherwise, on 
heating, an alloy may be formed which will spoil the apparatus. 
On no account may platinum be heated in a smoky flame, as this 
dulls the surface and forms a carbide. From time to time, if the 
platinum becomes dull, it may be necessary to polish it with 
a little very fine sand or pumice powder j when this is carefully 
done, the weight of the platinum is not appreciably altered. 
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CHAPTER VIII. 

ELECTRO-CHEMICAL ANALYSIS. 

Although so far back as 1801 Cruikshank suggested the employ- 
ment of the electrical current for analytical purposes, and in t8i2 
Fischer recominended it for the detection of small quantities of 
arsenic, the careful and successful study of electro-chemical methods 
is of comparatively recent date. Yet while many processes of 
great importance and usefulness have been discovered, it must not 
be supposed that it is possible to cany out analysis solely and 
entirely by electrical methods. In a great many cases pure salts 
of the metals may be very readily and conveniently analysed 
electrically, yet it often happens that it is much more convenient 
to employ methods of separation which are purely chemical. For 
example, although silver and copper can comparatively readily be 
separated from each other by variations of electrical potential, 
still, generally speaking, it is better to first separate chemically and 
then to electrolyse the two separately. Theoretically speaking, it 
should be possible to separate practically all the metals by care- 
fijlly regulating the electromotive force, because, as Magnus 
stated in 1856, " in every mixed electrolyte there is a certain limit 
of intensity, at which only one of the components will be de- 
composed." But it is usually found in mixtures, unless the limit 
at which the various constituents are decomposed lies compara- 
tively far apart, that the one metal upon being deposited brings 
down a certain quantity of the other metal, and that therefore 
a complete separation does not take place. 

In studying electro-chemical methods of analysis, it is usual 
and advisable, in the first place, to investigate the behaviour of 
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solutions of pure salts, before endeavouring to separate mixtures 
of the metals. 

The metals may be roughly grouped according as to whether 
they are deposited in acid, alkaline, or neutral solutions or as to 
whether they can be obtained as cathode or anode deposits. In 
any case, however, the grouping is only very relative, because as a 
rule metals which can be deposited from acid solutions may also 
be deposited from solutions which are alkaline or neutral. No 
special attempt will therefore he made to follow out any particular 
line of grouping, but as far as possible those metals will be placed 
first which are the most easy to deal with. 

Copper. 

Copper may readily be deposited from solutions which con- 
tain considerable quantities of nitric or sulphuric acid. But good 
deposits can also be obtained from cyanide solutions, and it is 
possible to employ solutions containing an excess of ammonia. 

Nitric Acid. — Dissolve about i grm. of copper sulphate 
or other copper salt in about r4o c.c. of water, and add 5 to 
10 c.c. of nitric acid (sp. gr. r'4a) to the solution, that is, from 
8 to 10 per cent, of the acid. If the flag electrode (p. 79) is 
employed, usually about lao c.c. of water is sufficient, in which 
case proportionately less nitric acid must be used. The solution 
may either be electrolysed at ordinary atmospheric temperature, 
or heated from 45-50° C. ; in the latter case, the time required 
for the complete deposition of the metal is considerably lessened. 
The best CD. to employ is from o-8 to fa amperes, with an 
E.M.F. of from a to 2-8 volts. A bright red film will be seen to 
flash across the cathode almost immediately the circuit is com- 
pleted. In cold solutions, from z^ to 3 hours will be required 
to completely deposit the metal ; with hot solutions the rate of 
deposition is considerably accelerated. 

End Reaction. — In order to ascertain whether all the 
metal has been deposited out, the level of the solution may 
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be raised — if a basin is being used — a few millimetres by 
pouring in distilled water; if, after about 10 minutes, no copper 
is deposited upon the clean platinum surface thus covered, the 
electrolysis may be considered as finished. In other cases, where 
a flag or cylindrical electrode is employed, withdraw about i c.c. 
of the solution by means of a pipette, transfer to a test tube, 
make alkaline with ammonia, then acid with acetic acid, and add 
a few drops of potassium ferrocyanlde ; the formation of a brown 
precipitate or colouration shows that there is still some copper 
left in the solution, in which case, of course, it is necessary to 
continue the electrolysis until, on further testing with the reagent, 
no colouration is produced. 

Washing the Deposit. — As the electrolyte contains an 
excess of nitric acid in which the copper deposit is readily soluble, 
it is recommended by some writers to siphon off the solution and, 
at the same time, to run in distilled water ; by others, to add excess 
of sodium or ammonium acetate to fix the free nitric acid, 

CH, . COONa + HNOa = CH, . COOH + NaNO, 
These precautions, however, are not necessary, provided the 
operator is a fairly quick manipulator. The author prefers to have 
a basin of water ready at hand, and an empty beaker or basin ; 
then, as soon as the circuit is broken, to pour the solution into the 
empty vessel and at once rinse out in the basin of water, after 
which to rinse out twice with distilled water, and, finally, with 
about 10 c.c. of absolute alcohol,;' then, to dry in the steam oven 
for about ten minutes — or the dish may be dried by carefully 
holding above the flame of a bunsen burner. When a flag or 
cylindrical electrode is used, it should, on breaking the circuit, 

' The alcohol used should be of good quality, and must leave no residue 
on evaporation. Instead of using absolule alcohol, melhylated spirit, which 
must contain no mioeral oil, can be employed. It should, however, be first 
paiiGed bj allowing it to stand over caustic soda for twentf-foui hours and 
then distilling. Quicklime is now added to the distillate, and, after standing 
for anotiiet twenty-four hours, the methylated spirit should again be distilled 
directly from the ijnicklime, withont first filleiii^. Alcohol treated in this 
way is almoil ibaolute. 
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be dipped into water, rinsed with distilled water, and finally with 
alcohol ; this is best done with a wash bottle, the electrode being 
held over a beaker in order that the alcohol may not be lost. 
Or it may be dipped in a beaker of alcohol. 

The deposit obtained from nitric acid is bright red, and 
generally has a more or less crystalline appearance. If the CD. 
has been too high the deposit will very likely be "burnt" and 
have a brownish appearance, and may be of a powdery nature and 
non-adherent. When it is desired to electrolyse over-night, and 
this is often found very convenient, a CD. of from 02 to 03 of 
an ampere is used. It is generally advisable in this case to add 
more nitric acid, because owing to the reducing action of the 
hydrogen liberated at the cathode, the nitric acid becomes 
converted into- ammonia. This formation of ammonia causes 
the deposit to be spongy and of a bad colour, when it is difficult 
to wash and weigh. For running over night about 3 c.c. extra of 
nitric acid should be added for every too c.c of solution. 

In commercial copper analysis, it often happens that there are 
small quantities of arsenic or antimony present in the metal to be 
analysed. When they are present there is a tendency for traces 
of these elements to be deposited along with the copper. If any 
considerable quantities of antimony or arsenic have been deposited 
their presence can generally be noticed by the deposit not being 
so bright and having a dark appearance (the darkness due to the 
deptosition of antimony and arsenic is not the same as the " burnt " 
amorphous appearance produced by employment of excessive 
current densities). In order to eliminate this source of error, the 
electrode with the copper deposit is heated to dull redness for a 
short time, by which means the copper is converted into oxide, 
and the antimony and arsenic are volatilised. The copper oxide 
is then dissolved in nitric acid, and again electrolysed. Hollard 
and Bertiaux find that the addition of a small quantity of ferric 
sulphate prevents the deposition of the arsenic. The addition of 
small quantities of a lead salt prevents the deposition of the 
antimony. Where there are very large quantities of antimony 
and arsenic present, it is better to separate them by chemical 
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means before electrolysing. Tin, bismuth, mercury, and especially 
silver, also have a tendency to come down in small quantities, but 
they are much less likely to do so if a considerable excess of nitric 
acid is employed. 

Sulphuric Acid. — The deposit obtained when sulphuric acid 
is employed as the electrolyte is not nearly so brilliant as when 
nitric acid is used, but is generally of a dull red appearance and 
has no crystalline surface. The analytical results, also, are 
hardly as good and reliable as in the preceding case : this method 
is very often employed for commercial analysis. 

The amount of sulphuric acid used should be from 7 to 10 per 
cent, and should not exceed the latter quantity. When concen- 
trated sulphuric acid is employed, from 4 to 5'5 c.c would 
represent the above quantities. About r grm. of the copper 
salt is sufficient Widi a current of o'8 ampere at atmospheric 
temperature the separation is completed in the course of two or 
two and a half hours. At temperatures of from 50 to 60" the 
separation is considerably accelerated. The E.M.F. required is 
from 2'5 to 3'2 volts. The CD. should not be allowed to exceed 
0-5 to o'8 ampere, otherwise the deposit is spongy and dark and 
non-adherent. In any case, owing to the tendency to formation of 
spongy copper, this method is not so satisfactory as the preceding. 

If a small quantity of hydroxylamine sulphate is added to the 
solution, the deposit is much brighter, and less inclined to be 
pulverent When it is desired to carry out the deposition over- 
night by use of a CD. of from o^i to 0-2, the addition of o'5 grm. 
of hydroxylamine sulphate is sufficient, and it is not necessary 
to add more than 3 c.c. of concentrated sulphuric acid; but 
for ordinary work, when currents of from r to i'2 amperes are 
employed, about i grm. of hydroxylamine sulphate and about 5 to 
6 c.c. of sulphuric acid should be used. Classen also recommends 
the employment of small quantities of urea to prevent the forma- 
tion of a spongy deposit. Although it undoubtedly has this effect, 
its use is not to be recommended, because small quantities of 
carbon and traces of platinum, from the anode, always contaminate^ 
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the copper deposit, and thus the results obtained have a tendency 
to be too high. The exact action of these substances is not clearly 
understood. It is also as well to take similar precautions as those 
already described in breaking the circuit and washing the deposit. 

Potassium Cyanide.— Of all the copper deposits, the most 
beautiful is that obtained from solutions containing potassium 
cyanide. The colour of the deposited metal is pinkish red and 
beautifully smooth. But from other points of view the deposition 
from cyanide solutions has no advantage over the deposits 
obtained from acid solutions. In carrying out this process, the 
copper salt is dissolved in about 30 or 40 c.c. of distilled water, 
and then a freshly prepared solution of potassium cyanide added. 
A greenish yellow precipitate is at first produced, but, on adding 
more of the solution of potassium cyanide, it dissolves, a colour- 
less or straw-coloured solution being produced. Slightly more 
potassium cyanide than is necessary to dissolve the precipitate 
should be used, but any considerable excess must be avoided. 
Generally speaking, from i to I'S grams of potassium cyanide 
should be used for every gram of copper salt taken. 

The CD. employed should be from o'S to I'j amperes. The 
E.M.F. required in cold solutions will be found to be about 5 to 6 
volts ; in warm solutions, from 4 to 5 volts. The whole of the 
copper is deposited in 2 to ^\ hours. 
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Hittorf* s Explanation of Electrolysis of 
Complex Cyanides. 

When excess of a solution of potassium cyanide is added to a 
solution of a copper salt the reaction takes place in two stages ; in 
the first place, a greenish yellow precipitate of copper cyanide is 
produced; thus — 

aKCN + CuSO, = Cu{CN), + K^O, 
but, on adding a further quantity of the cyanide solution, the 
copper cyanide dissolves with formation of a complex salt 
potassiam oaptioyanlde. 

aKCN + Cu(CN)s = K,Cu(CN), 
Now, potassium cupricyanide is ionised into the cations zK and 
the anion Cu{CN)"4, therefore on electrolysis the first process 
will be for the K ion to be transported and given up at the 
cathode, while the complex anion Cu(CN)"4 will migrate to the 
anode. This anion Cu(CN)"4, however, is not stable in the 
molecular state, ('. e. when deprived of its electrical charge, but 
is split up into 3(CN) and Cu(CN)^ In the mean time the 
potassium liberated at the cathode has reacted with some of the 
undecomposed potassium cupricg-anide, which is then decomposed 
according to the equation — 

2K + K,Cu (CN)4=4KCN + Cu- 
The copper thus liberated travels in the ionic state to the cathode, 
where it is deposited, and the r^enerated potassium cyanide dis- 
solves the Cu{CN)2 which has been deposited upon the anode 
regenerating the salt KiCu(CN)4. As, beside the fact of this 
liberated potassium cyanide, there is always excess of cyanide 
present, and as in any case the interactions are momentary, there 
is never a deposit of cupricyanide perceptible at the anode. 
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Many other methods for the quantitative deposition of copper 
have been devised. Thus, for example, electrolysis of solutions 
containing excess of ammonium hydrate, together with ammonium 
sulphate ot, better, nitrate, but the depositions in this case are not 
nearly so satisfactory as those already given, neither is there any- 
thing to be gained by using Classen's oxalate method. The 
ammonia method, as improved by Oettel, may sometimes be 
found useful in separation of copper from other metals, and when 
chlorides are present.' 

Nickel. 

Nickel is a metal which it is impossible to deposit from 
solutions containing free mineral acids or excess of organic acids. 
Although a great number of methods have been suggested for 
the electrolytic deposition of nickel, only a very few of these are 
really of practical importance. Probably the most useful method 
is that of Fresenius and Bergmann, in which the double sulphates 
of ammonium or potassium and nickel, together with excess of 
ammonia, are used. The nickel salt is dissolved in water, and theti 
about 4 or 5 grams of ammonium sulphate, also dissolved in 
water, added, and about 30 to 35 c.c. of ammonium hydrate 
(sp. gr. 880) ; the solution is then made up to the required bulk. 
If more than about i grm. of nickel salt is used, the amount of 
ammonium hydrate must be increased. As, however, the use of 
large quantities of ammonium hydrate contaminates the atmo- 
sphere of the laboratory, it is better to employ smaller quantities 
of the salt rather than to increase the volume of ammonia ; on the 
other hand, if too little ammonia is used, the nickel deposit has 
often a dark brownish appearance, and (here is a tendency for 
nickel oxide to be deposited at the anode. Nitrates should not 
be present, as their presence very considerably retards the rate of 
deposition of the nickel. When nitrates are present, the nickel 
salt should be evaporated down to dryness with a little sulphuric 
acid, in order to expel the nitric acid, before being electrolysed.* 

' ZHt.f. Elrclroc&em., 1894, 142. 
= Zfit.f. Anal. Cliem., XIX. 329. 
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The solution cpay be electrolysed at normal temperature with 
currents from 1 to i"S amperes; the E.M.F. will be from 2"8 to 
3'5 volts. Under these conditions the electrolysis will be com- 
plete in about two and a half hours. When the solution is warmed 
to from 45" to 50°, one and a half to two hours will be required. 
The appearance of the deposit varies from a silver grey to that of 
burnished platinum; sometimes it is difficult to tell where the 
nickel deposit leaves off and the platinum begins. 

End Reaction. — When the solution has become colourless, 
withdraw about i c.c. by means of a pipette, and add a few drops 
of sulphuretted hydrogen water; if a brown coloration is pro- 
duced, all the nickel has not been deposited. The electrolysis 
is then carried on until, on further testing, no coloration is 
produced. Yellow ammonium sulphide should not be used in 
this test, because the yellow colour often masks the brown colour 
of the nickel sulphide. Neither should only a single drop of 
the electrolyte on the end of a glass rod be taken, as is often 
recommended, in testing for the end reaction, because it is 
often the case that no brown appearance is shown by a sii^le 
drop, yet on taking 1 c.c. of the electrolyte and treating it with 
sulphuretted hydrogen, distinct traces of nickel can be found in 
the solution. 

As soon as all the nickel has been deposited, wash the cathode 
several times with distilled water, then with a little alcohol, and 
dry in the steam oven or over the bunsen flame — this, however, 
must be done cautiously. 

Removal of Deposit. — Nickel, when eleclrolytically 
deposited, has a great tendency to become " passive ; " it is for this 
reason, as a rule, very difficult to dissolve. Warm nitric or sul- 
phuric acid may be used for dissolving it. Great care must be 
taken that the whole of the nickel has been dissolved off the 
cathode before it is again ignited, preparatory to further use. 
The nickel deposit is at times so bright that it is not easy to tell 
for certain whether the whole of the deposit has been dissolved or 
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not; it is very harmful to the platinum electrode to ignite it while 
there is still a trace of the deposit upon it, as it will be found that 
black Diarks are formed upon it which are only removed with great 
difficulty. 

Satisfactory deposits cannot readily be obtained from neutral 
solutions of nickel containing neutral inorganic salts. Thus, 
when a solution of a neutral salt of nickel containing sodium or 
potassium sulphate is subjected to electrolysis, it is only by using 
a high E.M.F. that it is possible to deposit the nickel ; but since, 
owing to the ready conductibility of a solution of such a salt, a 
high E.M.F. can only be obtained by employing a relatively high 
current, or by having the electrodes placed a great distance apart — 
this solution is not convenient to employ. Neither is a satisfactory 
deposit obtained when the double cyanide of nickel and potassium 



Organic Salts.— Very good deposits of nickel can be 
obtained by using ammonium oxalate or tartrate, but when these 
organic salts are used there is a tendency for the deposit to be 
more or less contaminated with carbon ; if, however, the CD. 
employed is not too high the results are usually quite satisfactory. 

Double Oxalate, — The solution may be prepared by dis- 
solving the nickel salt in water, and then dissolving 4 to 5 grams 
of ammonium oxalate in water and adding this solution to that of 
the nickel salt. It is best to electrolyse at a temperature of from 
45° to 50°. With a current of i ampere the separation will be com- 
plete in from four to five hours ; the E.M.F. will be from 3 to 3'5 
volts. When the deposition is conducted at ordinary temperatures, 
the time required is from Sa W ^a hours. The deposit may have 
a brilliant polished appearance or may be matt and greyish. 

Double Tartrate. — The deposit obtained when a solution 
containing the double tartrate of ammonia and nickel is electrolysed 
is generally very brilliant, and the results are quite as trustworthy 
as when the oxalate is employed. About 3 grams of ammonium 
tartrate is sufficient, and the CD. should not exceed 0-9 ampere. 
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and is better to be 0^4 to o'6. With a temperature of about 40° 
the deposition of the metal is complete in four to five hours ; the 
E.M.F. is from 3-8 to S'5 volts. Exceedingly brilliant deposits 
are obtained when a current of o'lo to 0-20 ampere is employed, 
and the electrolysis conducted over night. Specks of carbou are 
often noticed when the deposit obtained from oi^anic salts is dis- 
solved in acid, owing to carbon being deposited along with the 
metal. 

Ammonium Hydrate and Ammonium Borate.— This 
solution is made up by dissolving the nickel salt in about 30 cc. 
water and then adding about 70 ex. of a solution consisting of 50 
grams of ammonium borate dissolved in 700 cc, water and 300 
C.C of ammonium hydrate (sp. gr. o'88). Use a current of 0-5 to 
I ampere, and electrolyse at about 30°. Or the solution may be 
electrolysed cold with a current of 0-2 to o"4 of an ampere, and 
run overnight. Sometimes there is a tendency for a slight anode 
deposit to be formed; if this is noticed, the addition of a few cubic 
centimeters of strong ammonia will cause its disappearance. The 
time required is from three to four hours. This method has been 
found by the author to be very accurate, but the appearance of 
the deposit is not so fine as when the other methods are employed, 
being usually of a dead silver-white colour, which at times has a 
distinct brownish or smoky tinge. 

Although a sotation containing sodium phosphate and phos- 
phoric acid gives such very good results in the case of cobalt 
(p. 98), it is not so satisfactory when employed with nickel, 
the results being rather low. 

LITERATURE. 

Merrick, Atmr. Chem., II. 136; Gibbs, Zeit. /. Anal. Chetn., 
HI. 336 ; Ibid., XI. 10 ; Ibid., XXII. JSB ; Wrightson, Ztii.f. Anal. 
Chetn., XV, 300 and 333 ; Cheney and Richards, Amer, your, of 
Science and Arts, XIY. 178; OW, Zeit. f. Anal. CAem.,XVin. 523; 
Lixckow, Zeit./. Anal. CAfM., XIX. 314; RiQh6, Zeii./. Anal. Chem., 
XXI. ; Classen and Von Reiss, Ber., XIV. 1632 and 2771 ; Classen, 
Ber., XXVII. 2061 ; Vortmann, Zeit. /. Elektrochem., I,, 1894, 141 ; 
Sucht, ^'w/. / Anal. Chetn., XXI. 493; Kohn and Woodgate, i'oc. 



:v Google 



96 Practical EUctro-Chemistry. 

Chem. Ind., VHI. 256; MarshaU, British Assoc. Report, 188B ; 
RiidoriT, Zeit.f. Angew. Chem., 1892, 6 ; Brand, Zeit.f. Anal. Chem., 
XXVIII. S88; Vortmann, Monalsheft., XIV. 536; Campbell and 
Andrews, Amer. Chem. Soc^ XVII. 125 ; Oettel, Zeit.f. EUktrochem., 
I. 192; Fresenius and Bergmann, Zeit.f. Anal. Chem., XIX. 320; 
Cohen aad Glaser, Zeit. f. Anal. Chem., 38, 9 ; Taggart, 7>. Amer. 
Chem. Soc, 35, 1039 ; Perkin and Prebble, Trans. Faraday Society, 
1904. 

Cobalt. 

Nickel and cobalt are chemically and physically very much 
alike in character, and for this reason all chemical methods of 
separating these metals are beset by considerable difficulties; 
electrolytically the same difficulties exist. Cobalt is a much 
more difficult metal to separate from its solutions in the pure 
state than nickel. Not only are the results almost invariably 
slightly too high, but generally the appearance of the deposit 
leaves very much to be desired, being often of a brown to black 
appearance, and it is only rarely that it can be obtained as a 
really brilliant deposit. 

But, strange as it may appear, it often happens that the de- 
posits which are marked by their unsightly appearance give just 
as good— if not better — ^results analytically than those which are 
bright. The author has made a very careful study of the best 
electrolytes and conditions for obtaining accurate analytical 
results and, at the same time, satisfactory deposits of cobalt. 

Extremely brilliant deposits may be obtained when sodium 
hypophosphite is added to the electrolyte, but as a rule the 
results are about 5 per cent, too high, owing to the deposition, not 
of pure cobalt, but of a phosphide of cobalt. Fairly correct 
analytical numbers can be obtained by using ammonium sulphate 
and ammonia, but the deposit is almost invariably of a dark-brown 
colour. Of organic salts, ammonium tartrate gives the best 
deposit, but the results are usually slightly too high. The reason 
that the electrolytic deposition of cobalt is generally slightly too 
high is probably due to the fact that cobalt is more readily oxi- 
disable than nickel; and yet this seems strange, because a good 
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deposit of cobalt retains its brightness in moist air equally as 
well, if not better than nickel. The most satisfactory results, both 
analytically and from point of view of the appearance, are obtained 
with sodium phosphate (NaHaPOi) and phosphoric acid. 

Ammonium Sulphate and Ammonia. — MaJce up the 
solution as described under nickel, except that it is better to add 
a rather larger quantity of ammonia, from 35 to 40 c.c. (sp. 
gr, o'88). In order to obtain the best deposits it is advisable to 
commence electrolysing with a low current of from o^j to o'4 
ampere, and the temperature of the solution should be from 30" to 
40°. After the electrolysis has proceeded for about an hour, 
the CD. may be increased to t ampere. The removal of the last 
traces of cobalt takes considerably longer than is the case with 
nickel, the deposition often requiring more than four or five hours, 
and there is therefore a tendency to obtain rather low numbers, 
unless the current is passed foi a considerable time. 

End Reaction. — This is found by the same method as that 
used for nickel, i.e. with sulphuretted hydrogen. Or take a few 
drops of the electrolyte, place in a test tube, make just acid with 
acetic acid, and add about 3 c.c. of ammonia thiocyanate ; then 
add 3 c.c, amyl alcohol and 1 c.c. ether. On shaking up, if any 
cobalt remains in solution an intense blue colour is produced 
in the ether and amyl alcohol layer. This latter test is extremely 
delicate. 

Removal of Deposit. — Contrary to the experience with 
nickel, cobalt deposits are extremely readily removed on the 
addition of moderately strong nitric add. The cobalt shows no 
tendency to assume the passive state. 

Ammonium Tartrate. — The cobalt is dissolved in a little 
water and a solution of about 3 grams of ammonium tartrate 
added to it, after which the mixture is made up to the required 
volume with distilled water. The pink solution thus obtained is 
subjected to electrolysis with a commencing current of o'a to o'4 
ampere, which is raised after an hour to i ampere, or, in cases 
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where the electrolysis is conducted overnight, the lower current is 
employed throughout. With the higher current the time required 
is about four or five hours. The results obtained are usually 
slightly high, owing to small quantities of carbon being deposited 
along with the cobalt. The deposited cobalt often has a brilliant 
burnished appearance, more especially when the electrolysis is 
carried out with low currents. It may, however, have a smoky 
and brown surface. 

Ammonium Oxalate. — The solution is made up in a 
similar manner to that described for nickel (p. 94). The CD, 
should be low at the commencement of the operation, but may be 
raised to i'4 ampere after the first fifty minutes. Generally speak- 
ing, the deposit has a very poor appearance, but sometimes it is 
quite bright, as if it had been burnished. The time necessary for 
the operation varies from 5 to 6^ hours. When a low current is 
employed and the electrolysis is conducted overnight, it is usually 
advisable, in order to remove the last traces of cobalt, to raise the 
current to i or r'g amperes for half an hour before disconnecting 
the electrodes. As "with the tartrates, so with oxalates, small 
traces of carbon are usually deposited along with the metal, and 
the results are thus slightly high. 

Ammonia and Ammonium Borate. — The cobalt 
deposits obtained by electrolysing solutions containing borates are 
not generally very sightly, and the results are usually rather high, 
but are more accurate than by any of the previous methods 
described. The solution and the conditions are the same as those 
described under nickel (p. 95). 

Sodium Phosphate and Phosphoric Acid. — The solu- 
tion from which the most exact results can be obtained is one 
containing sodium di-hydrogen phosphate and a little free 
phosphoric acid. The solution is made up by adding 2 ac. of a 
5 per cent solution of phosphoric acid to the cobalt salt, dissolved 
in 70 to 80 c.c. of water ; and then 20 to 25 c.c. of a 10 per cent, 
solution of di-hydrogen sodium phosphate is run in from a burette. 
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The solution should be stirred with a glass rod during the addition 
of the sodium phosphate, to prevent the formation of the double 
salt of cobalt and sodium phosphate. The solution is then made 
up to the required bulk, and electrolysed. 

It is important to use di-hydrogm sodium phosphate or the 
corresponding ammonium or potassium salt, because if Na,HPO) 
or NajPO, are employed, the double salt of sodium and cobalt 
phosphate precipitates out as an almost insoluble purple powder, 
and it requires the addition of lai^e quantities of phosphoric acid 
to bring it into solution again. It might be supposed that equally 
satisfactory results would be obtained by adding a large quantity of 
phosphoric acid in the first case, but as it is very difficult to gauge 
the right quantity of phosphoric acid which it is necessary to add, 
this is not to be recommended. 

The electrolysis should be commenced cold with a low CD. 
of 0^2 to 0-3 ampere j after about an hour the current may be 
raised to o'S to vz ampere, and the solution warmed to from 50° 
to 60°. It often happens that when the electrolysis has pro- 
ceeded for some thirty or forty minutes a brown anode deposit is 
obtained ; this is especially the case when the electrolysis is 
commenced hot, the deposit being in this case sometimes quite 
black. It will be found that the addition of o'l to o^a grm. of 
hydioxylamine sulphate or chloride causes the almost immediate 
disappearance of the anode deposit If, after being removed, 
the deposit returns again, a further addition of the hydroxylamine 
salt may be made. Formaldehyde can also be used to remove 
the anode deposit, but it acts very much more slowly. The 
following conditions will be foimd to give satisfactory results — 

CD 0-2 incteaaing lo ra impete. 

E.M.F. . . . 2-0 to 3-5 volts. 

Temp. . . . cold at commencement, but may be laised 

to 50 or 60° after about an hour. 
Time .... 4 to 6 hours. 

The deposit is almost invariably brilliant, being very rarely 
marred by burning. It is an advantage, after the solution has 
become colourless, to add a few drops of very dilute ammonia to - 
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neutralise the excess of acid which has been foTmed during the 
electrolysis. The neutralisation of the acid causes the last traces 
of cobalt — which are always rather difficult to precipitate — to be 
deposited much more rapidly. 

This method gives a better deposit and mote accurate results 
than any other process at present in use. 
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Iron. 

Owing to the fact that, on electrolysing neutral solutions of 
iron salts of inorganic acids, ferric hydrate is always precipitated 
at the anode, and that it is not possible to deposit iron quanti- 
tatively from solutions acidified with mineral acids, it is only 
possible to obtain deposits of iron, which are satisfactory from an 
analytical point of view, by using salts of organic acids in the 
electrolyte. It is a well-known feet that the presence of most 
organic acids prevents the precipitation of iron from its salts as 
hydrate by means of ammonia, and this fact is sometimes made 
use of in ordinary qualitative analysis to separate the iron from 
such metals as cerium, for example. But among organic acids or 
salts of organic acids, there are very few which can satisfactorily be 
employed as electrolytes in the electrolytic analysis of iron; the 
reason being that, with organic acids of higher molecular weight. 
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die iron deposit invariably contains traces of carbon, which at 
times are so considerable as to cause really serious errors. 
Furthermore, practically only salts of ammonia may be employed ; 
salts of sodium or potassium cannot be used because, as the 
organic add is decomposed, carbonates of these metals are 
[»:oduced, and this causes precipitation of hydiated carbonate of 
iron. But whatever organic acid is employed, even with oxalates 
and tartrates, carbon is invariably deposed to a more or less 
extent with iron. Further, the higher the current density, the 
greater the tendency for deposition of carbon to take place. As 
a matter of fact, the small traces of carbon deposited along with 
the iron, when the ammonium salts of oxalic and tartaric acid 
are employed, do not seriously interfere with the value of the 
process, because it is extremely difficult, if not impossible, to 
throw out the last traces of iron which remain in the solution, and 
it is found that the slight error due to the deposition of carbon, 
along with the iron, is practically counterbalanced by the small 
traces of iron which remain in the solution. There is, however, 
some diversity of opinion upon this subject; Classen, for 
example, considers that if the current is kept below i ampere, 
carbon is not deposited ; other authorities, however, are unable 
to agree with Classen upon this point. 

Ammonium Oxalate. — This method, which was first 
suggested by Classen, is the one generally recommended for 
analysis of iron. The iron solution, which should be free 
from chlorides or nitrates, must be poured into the solution of 
ammonium oxalate, if it is in the ferrous condition ; otherwise, if 
the solution of ammonium oxalate is added to the solution of the 
ferrous salt, a precipitate of ferrous oxalate is produced, which can 
only be dissolved again with considerable difficulty, if, indeed, it 
is possible to dissolve it at all. With ferric salts, it does not 
matter whether the oxalate is added to the iron salt or the iron 
salt to the oxalate. 

Dissolve 5 to 7 grm. of ammonium oxalate or acid ammonium 
oxalate in a small quantity of hot water, and add the iron salt — 
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ferrous ammonium sulphate^also dissolved in a little water, and 
make the solution up to about 150 c.c. As the electrolysis 
proceeds it will sometimes be noticed that a small quantity of 
ferric hydrate separates out in the form of a flaky precipitate ; if 
this takes place it is necessary to add small quantities of oxalic 
acid to dissolve the precipitate. The formation of this precipitate, 
which is due to the solution becoming alkaline as the electrolysis 
proceeds, is the chief objection to the oxalate method, because 
more attention is required than in the case of the tartrate, in 
which this does not occur. According to Smith and Muir,' the 
addition of 5 C.C. of a saturated solution of borax is an advantage, 
extremely good results being obtained when this substance is 
present. 



CONDITIONS. 



II. 



CD. . . 0'6 lo i'2 ampere. CD. . . . o-6 to I ampere. 

E.M.F. . . 4 lo 4-3 volU. E.M.F. , . 37 to 4'3 volts. 

Temp. . . nonna]. Temp. . . . 50" to 60°. 

Time. . . 4 to 5 hours. . Time . . . 2-5 10 3-5 hours. 

End Reaction. — Withdraw at least i cc. of the solution 
from the electrolyte, acidify with hydrochloric acid, and add at 
least two or three cubic centimeters of a solution of potassium 
thiocyanate. As Jong as a red coloration is produced it is 
necessary to continue the electrolysis. 

The deposited iron has generally the appearance of polished 
steel, but at times it has a rather foggy look, or may have 
brownish streaks. As soon as the electrolysis is finished, the 
deposit is washed, as rapidly as possible, with distilled water, and 
then with absolute alcohol, and dried either in the steam oven or 
by carefully holding above the Bunsen flame. If it is not dried 
fairly rapidly, the results may be too high, owing to slight super- 
ficial rusting. Dilute sulphuric acid is the best solvent. When 
the deposit is dissolved, minute specks of carbon may be noticed 
in the solution, and the hydrogen giveti off usually has that 

' Amer. Cheni. Sac., 18, 654. 
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peculiar smell which is produced when metals containing carbon 
are dissolved in acids. 

Ammonium Tartrate.— Dissolve 3 to 4 grm. of ammonium 
tartrate in water, and add the iron salt to the solution ; or the 
solution of ammonium tartrate may be added lo the iron solution. 
The yellow solution thus obtained is electrolysed with a CD, of 
I to 1-3 amperes, the E.M.F. being about 47 to 6 volts. One 
advantage in using the tartrate solution is that there is never 
precipitation of ferric hydrate, as is often the case when 
ammonium oxalate is employed ; therefore the process requires 
less attention. It will be found, as in the case of oxalates, that 
the metallic deposit always contains traces of carbon; therefore 
the tendency is for the results to be fractionally too high. But 
according to a long series of experiments carried out by the 
author, if the CD. is not allowed to rise too high, this is 
negligible. With currents of from o'8 to I'r ampere, the time 
required for complete deposition is from 2^ to 4 hours. When 
the electrolysis is carried out overnight, a current of 025 to 
o'4 ampere is sufBcient. 

It will be found that the iron from ferric salts takes an 
appreciably longer time to deftosit than the iron from ferrous salts. 



Electrolysis of Iron Salts containing: an 
Org:anic Radical. 

Many pharmaceutical preparations of iron contain the iron 
united with an organic acid. Since the presence of the oiganic 
radical prevents the precipitation of the iron on the addition of 
ammonium hydrate, the analysis of these substances by ordinary 
chemical methods is rather troublesome. These iron salts can 
often be directly analysed electrolytically by dissolving them in 
water and adding 4 or 5 grm. of ammonium tartrate, making up 
to the required bulk and electrolysing. 

■ Generally speaking, the deposition is rather more protracted 
than when iron salts with an inorganic radical are analysed, but 
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the excess of time is not very great except with iron salts of 
citric acid, in which case it is often very tedious. 
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Mercury. 

Ordinary chemical methods of analysing mercury are rather tire- 
some, but it is very readily separated from its solutions by means 
of the electric current. Further, it adheres tenaciously to platinum, 
especially if it has been sand-blasted, and is therefore readily 
weighed. A gauze flag electrode is best suited for determinations 
of mercury, because very considerable quantities of mercury will 
adhere to it, without falling off. The author has also obtained 
very satisfactory results with a gold cathode containing 5 per cent, 
of platinum to stiffen it. The mercury adheres very firmly, pro- 
ducing an amalgam. It is, however, readily removed by heating 
the electrode in the Bunsen flame. See Note, p. 284, 

The solutions from which the metal may be deposited are 
those containing nitric or sulphuric acid ; hydrochloric acid can 
also be employed, and very satisfactory results may be obtained 
from solutions in sodium sulphide or in potassium cyanide. 

Sulphuric Acid. — The mercury salt is dissolved in water, 
and from i to 2 c.c. of concentrated sulphuric acid added for 
every roo c.c. of solution. The electrolysis is conducted with a 
CD. of from 0*3 to o'8 ampere; towards the end of the opera- 
tion the current may be increased to i ampere. The potential 
difference is from 3*3 to 3'6 volts. The operation can be carried 
out at ordinary temperatures, but it is more rapid when a temperature 
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of from 50° to 60° is employed. During the electrolysis mercurous 
salts are often produced owing to cathodic reduction, and are 
precipitated. As a rule, however, this causes no trouble, as they 
gradually pass into solution, and are then deposited out as metallic 
mercury. The addition of a few drops of hydrochloric acid causes 
their more rapid disappearance. As a matter of fact, mercurous 
salts can be directly employed ; in this case they are suspended in 
water with the requisite quantity of sulphuric acid (see above), 
a few drops of hydrochloric acid added, and the current passed. 
Even such insoluble compounds as cinnabar can be analysed in 
this way. The most satisfactory method of getting rid of the 
mercurous salts is to add a small quantity of ammonium or 
potassium persulphate. The persulphate gradually oxidises the 
mercurous salt to the mercuric condition. It is not advisable 
to add large quantities of the persulphate at one time; about 
o.i gnu. should be added from time to time. The formation of 
the mercurous salt can be entirely prevented by adding the 
persulphate at the commencement of the electrolysis. 

End Reaction. — In order to ascertain whether all the 
mercury has been deposited, about i cc. of the solution is drawn 
off, and a little sulphuretted hydrogen water added ; if the solution 
becomes brownish, this shows that all the mercury has not been 
deposited. Or a small piece of thin copper wire may be hung 
over the cathode, so that it just dips in the liquid ; if, after 
ten minutes, there is no deposit of mercury on the copper wire, 
the electrolysis may be considered at an end. 

Washing the Deposit. —The mercury adheres firmly to 
the cathode in the form of minute globules. As soon as the 
process is finished, the cathode is washed several times with water 
and dried in a desiccator. The use of alcohol is not permissible, 
as it loosens the globules and also coats the mercury with a thin, 
greyish pellicle. When, however, a gold cathode is employed, 
there is no objection to washing with water, and then with 
alcohol, because the mercury is amalgamated with the surface of 
the cathode. As drying in a desiccator takes some hours, it is 
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therefore recommended to use a gold flag electrode, made of sheet 
gold ; because, after washing with absolute alcohol, the electrode 
can be dried in a few minutes by means of an air blast. It should, 
however, after the alcohol has been driven off, be placed in a 
desiccator for half an hour before weighing. The mercury is 
readily removed from the gold electrode, by heating it to low 
redness in the flame of a Bunsen burner. 

Nitric Acid. — Add from a to 3 cc of concentrated nitric 
acid to every 100 c.c. of solution, and electrolyse at a temperature 
of about 50°. The time required for about 0-5 grm. of mercuric 
chloride is from 4 to 5 hours, 

CONDITIONS, 

CD O'l to 0"2 ampere, 

E.M.F 2 to 2-3 volts. 

Owing to the presence of nitric acid the end reaction in this case 
is best ascertained by neutralising with ammonium, and adding 
a few drops of hydrochloric acid and then sulphuretted hydrogen. 

Hydrochloric Acid. — When hydrochloric acid is employed 
as the electrolyte, only a small quantity should be used, not more 
than I c.c to the roo c.c. of solution. The current conditions 
are the same as those described for sulphuric acid. Several other 
methods have been suggested for the electrolysis of mercury 
solutions. Classen, for example, uses ammonium oxalate ; Edgar 
F. Smith obtains good results from a solution containing potassium 
cyanide, and also from solutions containing sodium sulphide. 

Sodium Sulphide. — From jo to aj c.c. of sodium sulphide, 
prepared as described on p. 281, is added to the mercury solution, 
which is then made up to 125 to 150 c.c, and electrolysed under 
the following conditions : — 

CD o' 1 1 lo o' 1 5 ampere. 

E.M.F 25 lo 27 volis. 

Temp 65" to 70" 

Time 4 lo 5 boois. 

If the mercury salt is contained in an acid solution, the mercury 
can be precipitated as sulphide by passing hydrogen sulphide into 
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it, which, after filtering off and washing, may be dissolved in 
30 to 25 cc. of sodium sulphide solution. 

The deposit of mercury obtained is bright and adherent. 
E. Smith has employed this method for the direct analysis of 
cinnabar. The finely powdered cinnabar is placed upon the 
bottom of a weighed platinum basin, which is made the anode, 
and the mercury deposited upon a platinum spiral, which should, for 
this purpose, be sand-blasted. The estimation, according to Smith, 
employing the conditions set out above, does not exceed 3 hours. 
Potassium Cyanide. — From r to 15 grm. potassium 
cyanide is used for every o"i to 02 grm. of metallic mercury. 
CONDITIONS. 

C.D o'oa to O'lo ampere. 

E.M.F 16 to 34 volts. 

Temp 65° 

Time 3 'o 4 hours. 

The metal when deposited from this solution coats the electrode 
evenly, and has a greyish appearance. 

Estimation of Mercury in Pharmaceutical 
Preparations. 

It sometimes happens that the estimation of mercury in 
pharmaceutical preparations, especially substances containing an 
organic radical, is a matter of considerable difficulty ; electro- 
lytically, however, there is no difficulty in the estimation. 

It will depend upon circumstances which of the methods 
described will be found the most convenient to employ. Mercury 
tannate, for example, dissolves readily in sodium sulphide ; it can, 
therefore, be readily deposited from this solution. Lister's cyanide 
may be estimated from cyanide solutions. Mercury salicylate, and 
other organic substances which do not readily dissolve in either 
of these solvents, are best determined from solutions containing 
nitric or sulphuric acid. 

When nitric acid is employed, the substance should be covered 
with a little fuming nitric acid, and heated until most of the organic 
material has been oxidised. The product is then diluted with 



:v Google 



lo8 Practical Electro-Chemistry. 

water, and electrolysed as usual. When sulphuric add is used, 
the substance is covered with concentrated sulphuric acid, about 
I grm. of ammonium or potassium persulphate, and the mixture 
heated until the, at first, black mass becomes nearly colourless \ it 
is then diluted with water, filtered if necessary, and electrolysed 
as described on p. 104. 

Note. — When a basin electrode is used as cathode for the 
analysis of mercury, there is a tendency for the results to be too 
low, more especially when the temperature of the bath rises 
above 50° — the electrolysis is often conducted at 70°; — Bind- 
schedler has shown that this is due to the evaporation of the solu- 
tion, and the consequent exposure of the already deposited metal 
to the atmosphere. With the flag electrode, which dips completely 
below the surface of the solution, this difficulty does not arise. 
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Antimony. 

One of the most important properties of antimony is its power 
to form complex anions. It forms, in fact, two monovalent anions, 
antimonious (SbOa) and antimonic (SbOj ). It further has the power 
of forming thio-salts, in which the oxygen is replaced by sulphur ; 
we have thus thio-antimonious anions (SbSj) and thio-antimonic 
anions (SbSj). From the point of electro-chemical analysis the salts 
of these of anions are of the greatest importance, because it is from 
them that we obtain the most satisfactory deposits of antimony. As 
a matter of fact, antimony can be precipitated from acid solutions ' 

' From hydrochloric acid solutions an explosive vnriety of anlimony is 
obtained, whicb, according to Gore, contains about 6 per cent, of trichloride. 
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and from solutions containing potassium oxalate, but the deposits 
do not adhere finnly or satisfactorily to the cathode. Tartrates 
may also be employed, and satisfactory quantitative results can be 
obtained from neutral tartrate solutions, which are electrolysed at 
high temperat\]Tes. 

Ammonium sulphide or sodium sulphide may be employed, 
preferably the latter, because, when ammonium sulphide is used, 
especially if it contains polysulphides, there is usually a certain 
quantity of sulphur deposited upon the precipitated metal. It is 
a rather difficult matter to remove this sulphur, wluch generally 
forms a thin and homogeneous skin over the metallic deposit. 
But after washing with alcohol, the sulphur can be removed by 
carefully rubbing with a piece of rubber-tubing fastened on to the 
end of a piece of glass rod. Of course another objection to the use 
of ammonium sulphide is its unpleasant smell, and its action upon 
the metallic instruments in the laboratory. Sodium sulphide, 
which was first suggested by Classen, is not open to the above 
objections, and gives very good results; it has the additional 
advantage that, when present in excess, it prevents the deposition 
of tin. The sodium sulphide (Na^) used must be purej the 
method of preparation will be found on p. 281. A. Fischer and 
also A. Hollard recommend the addition of potassium cyanide to 
the sodium sulphide solutions, as this prevents the formation of 
polysulphides, and consequently the deposition of sulphur. The 
action of the potassium cyanide upon the polysulphides is to form 
potassium thio-cyanate thus — 

Na^4 + 3KCN = 3KCNS + Na,S 
The sodium sulphide ' may be added in excess to the solution of 
the antimony salt, so long as this is not acid ; but it is preferable 
to acidify with dilute hydrochloric acid, and saturate the solution 
with sulphuretted hydrogen. The precipitated antimony sulphide 
is then filtered and washed with hot water, and can be directly 
dissolved off the filter-paper by pouring on sodium sulphide. 

' Potaisium sulphide is not permissible, because complete! deposition does 
not take place from its solution. 
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Gauze or roughened electrodes should be used for antimony 
deposits, because the metal does not adhere well to polished 
surfaces, and therefore such surfaces can only be used when the 
amount of antimony is very small. 

70 to 80 c.c. of the solution of sodium monosulphide, pre- 
pared as described on p. 281, is used for dissolving the sulphide, 
or is added to the antimony solution. It is best to electrolyse at 
a. temperature of 50° to 60°, with a current of from o'S to i 
ampere; the E.M.F. is between i'3 to z'5 volts. Under these 
conditions the time required is from a^ to 3^ hours. When a cold 
solution is electrolysed with a current of from o'2 to 0^4 ampere, 
the time required for complete deposition is from 17 to 18 hours. 

The reaction may be represented as one of reduction of the 
anion SbSj'". 

3Na-SbS,"' + 3H = 3Na-HS' + 3Sb 
When antimony is obtained in solution with poly sulphides, as, for 
example, in analysis, the excess of sulphur which is then present 
would make the solution unsuitable for electrolytic determinations. 
Classen recommends heating the solution with an excess of 
ammoniacal hydrogen peroxide until it becomes colourless. It 
may happen, if too laige an excess of the peroxide has been 
added, that, owing to the decomposition of the alkali sulphide, 
antimony sulphide is precipitated. As soon as the solution is 
colourless, or if sulphide of antimony has been precipitated, about 
70 c.c. of the solution of sodium sulphide is added. Or, instead 
of using hydrogen peroxide, a solution of potassium cyanide may 
be added until the yellow solution becomes colourless. 

End Reaction.— The end of the electrolysis can be told by 
hanging a small piece of platinum wire over the cathode for about 
ten minutes; if there is no deposit, this shows that all the 
antimony has been thrown out. Or r c.c. of the solution may he 
withdrawn, and acidified with hydrochloric acid. An orange 
precipitate or coloration shows that the process must be 
continued. 

If ammonium sulphide is used instead of sodium sulphide, it 
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is best to employ the hydrosulphide NHiHS, as there is less 
hkelihood of sulphur being deposited at the cathode, although 
as a rule a certain amount is deposited on the anode. 

Removal of the Deposit. — The antimony can be dissolved 
off the cathode by means of a mixture of nitric and tartaric acids. 
When tartaric acid is not used, antimony oxide is formed, and this 
is sometimes rather difficult to remove. 

Deposition from Sulphide Solutions containing 
Potassium Cyanide. — The antimony salt or sulphide is treated 
with 60 or 80 c.c. of sodium sulphide, as already described, and 
from 30 to 30 c,c. of a freshly prepared solution of potassium 
cyanide run into the solution; if this quantity is not sufGcient 
to cause the solution to become colourless, more must be added 
until the solution is no longer coloured. 
CONDITIONS. 

CD o'3 to o'8 ampere. 

E.M.F 17 to i-g volts. 

Ten^i 20° to 31^ 

Time 5 to G hours. 

With currents of o'l to 02 ampere and in a cold solution, the 
time required is about 1 8 hours. 

From Tartrate Solutions. — As is well known, antimony 
compounds readily dissolve in tartaric acid or tartrates. The 
deposition of antimony from solutions in free tartaric acid is very 
slow, and the E.M.F. required is high owing to the small amount 
of ionisation of tartaric acid. On the other hand, the whole 
of the antimony can be deposited in z^ to 3 houis, when a neutral 
solution of anunonium tartrate is employed. When deposited 
from cold solutions, the metal is rather amorphous in character, 
but with care it may be washed and dried. When deposited 
with low currents and at high temperatures, the metal adheres 
very firmly and is often quite brilliant The solution is prepared 
by dissolving the antimony salt in water, and adding 8 to lo grm. 
of ammonium tartrate ; or it is dissolved in tartaric acid, and the 
solution then neutralised with ammonia. 
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CONDITIONS. 



CD. . . . o'z5 to o'5 ampere. 

E.M.F. . . 3 volts. 

Temp. . . 70° lo 80° 

Time . . . 2} to 3 hoars. 



II. 

CD. . . a'l ampere, 
E.M.F. . as volts. 
Temp. , ordinary temperature. 
Time . . all night. 
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Tin. 

Tin, like antimony and arsenic, forms oxides which have an 
acidic characEer, and, like these elements also, has the power of 
fonning thio-salts. The capacity for giving thio-salts is linked with 
the capacity of these metals to form acid oxides. Just as these 
oxides dissolve in alkalis, so the sulphides dissolve in alkaline 
sulphides. As is the case with antimony, so one of the most 
satisfactory methods for depositing tin is from the thio-salts; in 
this case, however, not, as with antimony, from the sodium salt, 
but from its ammonium salt. In weak solutions of sodium 
sulphide, tin is only partly precipitated, while in strong solutions 
it is not thrown out at all. Hence we have here a method for 
the separation of tin and antimony. See p. iSi, 

Depositian from Ammoniuni Sulphide. — Sufficient 
yellow ammonium sulphide to dissolve the precipitate first formed 
is added to the solution of the tin salt. If the solution is acid it 
must first be neutralised with ammonia; and if in doing this a 
slight precipitate is caused, it may be neglected, because the 
action of the ammonium sulphide will dissolve it. The solution 
is then made up to the required volume with distilled water, and 
electrolysed at a temperature of 50° to 60°. The current density 
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may be from 1 to 1*8 amperes, and the E.M.F. mil be from 3*5 
to 4*5 volts. With these conditions the time required is from i\ 
to 4^ hours. If sulphur is deposited upon the cathode it can, 
after washing with alcohol, be removed by gentle nibbing with a 
piece of rubber fixed on the end of a glass rod. 

When, as is sometimes the case in analysis, the tin is already 
in solution with sodium sulphide, it is necessary to convert it into 
the ammonium salt before electrolysing it. To do this, Classen 
recommends the addition of from 20 to 25 grm. oi pure ammonium 
sulphate to the solution, which is then gently warmed until no 
more sulphuretted hydrogen is evolved; it is then kept gently 
boiling for another ro or 15 minutes. When the conversion into 
ammonium sulphide is complete, the solution becomes greenish 
yellow. If the mixture is heated too long, tin sulphate or hydrate 
may separate out, in which case it is dissolved in ammonium 
sulphide. If, after cooling, any sodium sulphate should crystallise 
out, it is dissolved by the addition of water. 

End Reaction, — Withdraw abont i c.c. of the solution, 
acidify with dilute sulphuric acid, and gently warm. If the solu- 
tion deposits brown or yellow stannous or stannic sulphide, the 
electrolysis must be continued. A small quantity of sulphur wilt, 
of course, be precipitated, because of the decomposition of the 
ammonium sulphide. 

Double Oxalate. — According to Classen, satisfactory 
deposits of tin can be obtained by electrolysing a solution con- 
taining ammonium oxalate and oxalic acid. But unless oxalic 
acid is present in excess, flakes of tin hydroxide are precipitated, 
owing to the solution becoming alkaline from the decomposition 
of the ammonium oxalate. In preparing the oxalate solution, 4 
gnn. ammonium oxalate should be employed for every 0*3 grm. 
of tin present, and 9 to 10 grm. of oxaUc acid. The solution is 
electrolysed at a temperature of from jo" to 60°, with a current of 
I to I '5 amperes. The electrolyte may be kept acid with acetic 
instead of with oxalic acid. When acetic acid is used, the appearance 
of the deposit is usually better than when oxalic acid is employed ; 
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it is also to be recommended because it is not decomposed by 
the electric current, whereas oxalic acid is. 

Removal of the Deposit. — Tin adheres very firmly to the 
electrodes, and does not readily dissolve in acids; it is therefore 
sometimes recommended to first coat the electrodes with copper 
or silver. In order to remove the deposit, the electrode must be 
boiled with strong hydrochloric acid, but even then it is only very 
slowly dissolved. Nitric acid can also be employed, but the 
surface becomes coated with oxide, which requires to be removed 
in order that the acid may attack fresh surfaces. Another method 
is to cover the tin deposit with dilute sulphuric add and 
make the electrode the anode, a piece of copper wire serving as 
cathode. 

For purposes of electrolysis, half a gram of tin can be dis- 
solved in hypochloric add ; but this is rather a tedious operation. 
It is better to use tin ammonium chloride, SnCl, , 2NH,C1. 

LITERATURE. 

Classen and Von Reiss, Ber., XIV. 1622 ; Luckow, Zeit.f. Anal. 
Chem., XIX. 13; Classen, Btr., XVII. 2467; and XVIII. 1104; 
Bongam and Classen, Srr., XXI. 2900; Gibbs, CA^m. A'ira'J, XL. 291 ; 
RudorfF,Z«y././4n^£a'.CA*OT, 1892, 196; Classen, .ffr»-., XXVI I. Z074 ; 
Engels, Zeil. f. Elektrochem,, II. 417; Freudenberg, Zeit.f. Phys. 
Ckem., XII., 121 ; Kohn, Brit. Assoc. Report, 1896; Campbell and 
Champion, Jonm. Amer. Chem. Soc, 20, 687. 



Cadmium. 

Cadmium cannot be deposited from solutions which contain 
much free mineral acid, although the presence of a very small 
quantity is advantageous, as it prevents the deposited metal 
coming down in the spongy condition. Good deposits can rarely 
be obtained from neutral or alkaline solutions, the cadmium 
generally coming down spongy, and is consequently non-adherent. 
In order to obtain satisfactory deposits of cadmium, it is important 
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that the CD. should be equal at all parts of the electrode. 
There are three methods which may be used for the electrolysis : 
(i) cyanide, (a) feebly acid solutions, (3) oxalate or tartrate. 

Cyanide Solution. — About 0-5 gnn. of the cadmium salt, 
preferably the sulphate 01 acetate, is dissolved in water, and a 
solution of potassium cyanide added until the precipitate first 
formed is redissolved; a fair excess of cyanide is an advantage, 
and causes the deposit to be firmer. The solution is then made 
up to the required bulk, and electrolysed. 

CONDITIONS. 

I. ; II. 

CD. . . o'So lo 075 ampere. CD. , , . cri to 0-3 ampere. 

E.M.F. . 4-6 ' E.M.F. . . 3-3 to 4-5 volts. 

Temp. . norma]. ' Temp. . . 50° to 60° 

Time . 6 to 8 hours. ^ Time . . . 5 to 6 hours. 

End Reaction.— Add a little sulphuretted hydrogen water 
to a portion of the solution. If no yellow precipitate or coloration 
is produced, then the whole of the metal has been deposited. 

Acid Solutions. — Occasionally very good adherent deposits 
can be obtained from solutions containing a little free sulphuric 
acid. The cadmium salt and about 3 grm. of ammonium 
sulphate is dissolved in water, and from r to 2 c.c. of 20-per-cent. 
sulphuric acid added. 

CONDITIONS. 

CD o'l to 0'3 ampere. 

E.M.F 3'5 volis. 

Temp 60" lo 70° 

■fime 3 'o 4 hours. 

Tlie deposited metal, when not spongy, is of a brilliant silver- 
white colour. Instead of using sulphuric acid, the solution may 
be acidified with acetic or formic acids, in which case the salt of 
the acid employed is used, instead of ammonium sulpdiate. 

Oxalate and Tartrate — To the solution of the cadmium 
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salt add a solution of from 8 to lo gnii. of amoionium oxalate. 
The electrolysis niay eitlier be conducted at ordinary or at higher 
temperatures. It will be found advantageous to add a little oxalic 
acid from time to time, in order to keep the solution feebly acid. 
The deposit is then denser and more adherent. 







CONDITIONS. 




CD. , 
E.M.F. 
Temp. . 
Time . 


I. 
. o-sl 

■ as I 

■ 3'5t 


1075 ampere. CD. 
3-5 ™lts. \ E.M.F. . 
o60» 1 Temp. , 
4 hours. Time . 


II. 

. o'S 10 ro ampere 

. 2'5 104-0 TOllS. 

. ooimal. 

. 4 to 5 •«>'"»- 



When tartrates are employed, about 5 grm. of ammonium tartrate 
and a few drops of tartaric acid are added to the solution. The 
electrolysis is best conducted at a temperature of from 50° to 60°, 

LITERATURE. 

Smith, Amer. Pktl. Soc, 1878 ; Clarke, Zeil. /. Anal. Ckem., 

XVIII. 104; Betlstein and Jawein, Btr., XII. 759; Smith, Amer. 
Ckem. Journ., II. 43; Luckow, Zeit. f. Anal. Chem., XIX. 16; 
Wrightson, Zeil. f. Anal. Chem., XV. 303 ; Classen and Von Reiss, 
Ber., XIV. 1628 ; Warwick, Zeit. f. Anorg. Ckem., 1. 258 ; Moore, 
Chem. News, LIIl. 209; Smith, Amer. Ckem. Journ., XII. 329; 
Vortmann, Ber., XXIV. 2749; Classen, Ber., XXVII. 2060; 
Heidenreich, Ber., XXIX. 1586 ; Avery and Dales, Amer. Chem. Soc, 

XIX. 380 ; Wallace and Smith, Amer. Chem. Soc, XIX. 870, and 

XX. 279 ; Balachowsky, Compt. Rendvs, 181, 384 ; Miller and Page, 
Zeit. f. Anorg. Chem., XXVIll. 233; KoIIock, Amer. Chem. Soc, 

XXI. 911 1 HoWarA, Electro-chemist, 1904,111.409. 



Bismuth. 

Bismuth is one of the more difficult metals to deposit, electro- 
lytically. In fact, it is a very difficult matter to obtain satisfactory 
results at all. From a great many solutions the bismuth deposits 
partly as oxide at the anode, and partly as metal on the cathode. 
Even when no oxide is deposited, the bismuth is often powdery 
and spongy, and consequently non-adherent. 
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Dmitry-Balachowsky ' gives the following conditions for de- 
positing bismuth : — 
- (i) Weakly acid solution. 

(2) Only small traces of the halogens should be present. 

(3) Low current density. 
{4) Roughened electrode. 

(5) Addition of urea or aldehyde. 
When the CD. is too high, oxidation of the deposit takes place. 

Balachowsky uses a solution containing free nitric acid : from 
o'6 to I'l grm. Bi(S04)a is dissolved in water with 5 to 7 c.c. nitric 
acid, and 3 to 5 grm. urea. The CD. employed is from 0^04 
to 006 ampere per square decimeter. E.M.F., 17 to a volts. 
Temperature of solution, 60° to 70°. Time, eight to ten hours. 
Instead of using urea, formaldehyde may be equally well employed. 
Wimmenaneur^ recommends for the solution of the bismuth 
nitrate a mixture of two parts water and one part glycerol. He 
also advises the use of a rotating anode, as this prevents the forma- 
tion of peroxide. The solution is acidified with nitric acid. CD. 
o"i at the commencement, which is later on reduced to o'o5. The 
temperature should not be above 50°. 

Dr. Kohn" found the results irregular when free nitric acid 
only is present, and obtained better results with sulphuric acid. 
He states that the best results are obtained when metaphosphoric 
or citric acid are used. When citric acid is employed the bismuth 
can be deposited in ammoniacal solutions. The quantity of 
bismuth present should not exceed o"2 grm. The commencing 
CD. should be o^oS, finishing at o'l ampere, the quantity of 
citric acid taken being 2 to 2*5 grm. The deposition required from 
eighteen to twenty hours. It is best to precipitate the bismuth as 
hydroxide, dissolve in sufficient nitric acid, add the citric acid, and 
then electrolyse. 

Although by taking great care good deposits of bismuth can 
be obtained, generally speaking the results are anything but 
satisfactory. 

' Compt. Xmdus, 131, 179-182. ' ZaI.f. Atwrg. Cietn., 27, l-il. 

' BritiiA Ass(K. Rep>rt, 1900, p. 173. 
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Zinc. 



Like cadmium, zinc cannot be deposited from solutions which 
contain more than the merest trace of free mineral acid. Zinc is 
also very prone to be deposited in a spongy and non-adherent form ; 
this is especially the case with solutions which are quite neutral. 

Deposition of the Metal.— Electro-deposited zinc, being 
very pure, is only removed from the electrodes upon which it 
has been deposited with considerable difficulty. If platinum 
electrodes are employed, it is advisable to first coat them with a 
thin layer of copper; because, when zinc is directly deposited 
upon platinum, as a rule a black powdery coating is lef^, after 
the zinc has been dissolved oflT. This deposit can only be got 
rid of by rubbing the electrode with fine sand, a proceeding not 
to be recommended. Vortmann considers that this black deposit 
consists of finely divided platinum, Instead of using coated 
platinum electrodes, nickel electrodes can be employed. When 
nickel is used, it is understood, of course, that the zinc deposit 
must not be dissolved off with an acid, because acids also act 
upon nickel. Zinc electrolytically deposited, however, dissolves 
fairly readily in caustic soda, but it is best to employ a moderately 
strong warm solution. 

Colour of Deposit.— Zinc is rather apt to be deposited 

dark and spongy or speckly. As a rule, good quantitative results 
can only be obtained when the deposit is quite dense, and of a 
bluish grey appearance. During the course of the electrolysis, the 
gas given off often causes the solution to have a milky appearance, 
but this milkiness usually disappears when the bulk of the zinc 
has been deposited. 

Cyanide Solution. — Very good deposits of zinc can be 
obtained from solutions containing potassium cyanide, but the 
analytical results are rather uncertain. The zinc salt is dissolved 
in water, and potassium cyanide solution added in small portions 
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at a lime, until the ziac cyanide, which is at first formed, com- 
pletely dissolves in the excess of the cyanide. The clear solution 
so obtained is diluted to the required volume, and electrolysed. 

CONDITIONS. 



CD. . . o"5 lo I'o ampere. 

E.M.F. . . 475 lofi'o volts. 

Temp. . . normal. 

Time . . 8 lo 16 honrs. 



CD. . . o'5 to n ampere. 

E.M.F, . . 4-5 to 6'o volts. 

Temp. . . 50° to 60°. 

Time . . 6 to 7 hours. 



End Reaction In order to test whether all the zinc has 

been deposited, a small portion of the solutien may be warmed 
with dilute hydrochloric acid to decompose the cyanide, and 
treated with a little potassium ferro- or ferricyanide. The electro- 
lysis must be continued until no further precipitate is produced. 

Oxalate Method. — Deposits of very fine appearance are 
obtained from solutions containing ammonium oxalate : it Is 
necessary, however, in order to obtain adherent deposits, to keep 
the electrolyte feebly acid with oxalic acid, or better, tartaric acid. 
. If this precaution is neglected the deposits are usually spongy in 
character. 

The solution is prepared by dissolving about i grm. of zinc 
sulphate in water and adding it to a hot solution of from 4 to 5 
grm. of ammonium or potassium oxalate. Zinc oxalate is at first 
precipitated, but dissolves in the excess of the alkali oxalate. The 
solution so obtained is electrolysed with a current of o^S to 06 
amperes ; the E.M.F. is 37 to 4'3 volts. As soon as the electrolysis 
has commenced, about 3 c.c. of a 5-per-cent. solution of oxalic 
or tartaric acid is added ; further small quantities of the acid are 
added during the electrolysis, should the solution become neutral 
or alkaline. The best way to keep the solution acid is to employ 
the siphon arrangement describqji on p. 77, F^. 44. The beaker 
is filled with a dilute (5 per cent) solution of oxalic or tartaric 
acid. The time required is from three to four hours. The draw- 
back to this method is that traces of carbon are oflen deposited 
along with the zinc 
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The end of the electrolysis may be tested by making alkaline 
with ammonia, and adding a few drops of ammonium sulphide 
to a portion of the solution. 

Acetic Acid and Ammonium Acetate. — To the solution 
of the zinc salt about 3 gnn. of ammonium or sodium acetate is 
added. The solution is made up to the required volume, and the 
electrolysis commenced. After a few minutes about i c.c. of 
glacial ascetic acid is added, and the electrolysis continued. 
CD. o'5 to o'8 ampere, E.M.F. 5 to 7 volts. The rate of deposi- 
tion is accelerated, by healing the solution to 35" to 65°- After 
the electrolysis has proceeded for about an hour, a few drops of 
ammonia are added, in order to neutralise the excess of acid 
which has been produced by the decomposition of the zinc sul- 
phate. Time, two to two and a half hours. 

Rochelle Salt and Caustic Alkali. — Heinrick Paweck' 
has recently su^ested a solution containing rochelle salt and 
caustic soda or potash. To the zinc sulphate solution is added 
7 grm. of rochelle salt and 5 grm. of caustic soda. The solution 
after being made up to the required volume is electrolysed with a 
CD. of from o-i to 0*5 of an ampere, the E.M.F. being a'g to 3*1 
volts. The metal is completely deposited in about three or four 
hours at ordinary temperatures. 

Sulphuric Acid and Sodium Sulphate. — The solution 
in this case is made up by dissolving 8 to 10 grm. of sodium 
sulphate in water, and adding it to the solution of the zinc salt ; 
the electrolysis is then commenced, and, as soon as a thin coating 
of zinc has been obtained on the electrode, 3 drops (not more) 
of concentrated sulphuric acid added. When the electrolysis 
has been in progress from thirty to forty minutes, a few drops of 
very dilute ammonia are added to neutralise the excess of sulphuric 
acid. The addition of ammonia is repeated every thirty minutes 
or so. If this precaution is not taken the zinc may go into solution 

■ Zeit.f. Eldaretktm., 1888, aai. 
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again, owing to the excessive quantity of sulphuric acid which the 
solution contains. The zinc is deposited as a smooth grey coating 
of very fine appearance, and is completely deposited in from 
three to four hours. This method gives one of the finest deposits 
of zinc, but it requires care. 

CONDITIONS. 

1. , n. 

CD. . . o'4 to o'6 ampere, i CD. ... 06 ampere. 

E.M.F. . . 3-3 lo 4-0 volts. i E.M.F. . . I'S to yo volls. 

Temp. . . normal. Temp. . . 50° to 60°. 

Time . . 3 lo 4 hours. 1 Time . . . z lo 3 hours. 

LITERATURE. 
Wrightson, Zeil. f. Anal. Chem., XV. 303 ; Parodi and Mas- 
cazzini, Ber., X. 1098; Rich^, Zeil./. A naL Chem., XVll. 216 ; 
Beilstein and Jawein, 5^r., XII. 44.6; RichS, Zeit. f. Anal. Ckem., 

XXI. 1 19 ; Reinhardt and Ihle, Journ. f. prakt. Chem., XXIV. 193 ; 
Classen and Von Reiss, Ber., XIV. 1622 ; Gibbs, Zeil./. Anal. Chem., 

XXII. 558; Luckow, Z«/. / Anal. Chem.,XXW. 113; Brand, ^'wV. 
/. Anal. Chem., 28, 581 ; Warwick, Zeit. /. Anorg. Chem., I. 258 ; 

Vonmann, Ber., 34, 2753; Rudorff, Zeit./. Anorg. Chem., 1893, 
197 i Vortmann, Monatshe/t, XiV. 53^ ; Jordis, Zeit./. Elektrochem., 
II. 138, 565, and 655 i Classen, Zeit./. Elektrochem.^ li. 589; 
Nissenson, Ibid.^ 590; Wagner, Ibid., 614; Millol, Bui. Soc. Chim., 
37, 339 ; Nicholson and Avery, Amer. Chem. Soc, 18, 659 ; Paweck, 
Berg. jtndHUtten Zeit., 48, 570 ; Williams, British Assoc. Report, 1898, 
29s 1 Smith, Amer. Chem. Soc, 24, 1073 ; Ambcrg, Ber., 38, 2489 ; 
Hollard, Bull. Soc Chim., 1903, 20, 266 ; Hollard and Bertiaux, 
Compt. Rendiis, 1903, 188, 1266. 



Silver. 

Silver is a metal which can be deposited, either from acid, 
alkaline, or neutral solutions, and from solutions of its double 
cyanide. At the same time, there is really only one process which 
is satisfactory, and that is the cyanide method. 

When silver is deposited from solutions containing free nitric 
acid, the metal generally separates in a crystalline and feathery 
form, and therefore does not adhere well to the cathode. A 
further difficulty is that very often a portion of the silver is 
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deposited at the anode in the form of the peroxide. The addition 
of small quantities of certain organic acids, such as tartaric or 
lactic acids, prevents the separation of peroKide, but even when 
this is done it is only possible to obtain an adherent cathode 
deposit by the employment of extremely feeble currents. The 
metal is sometimes deposited at the cathode in a powdery form, 
and may have a brownish or greyish appearance. This appears 
to be due to the CD, being too high. 

All silver salts dissolve in ammonia, and attempts have been 
made to deposit the metal from solutions containing free ammonia. 
The results, however, are rarely satisfactory ; generally speaking 
the metal is deposited as a brown powder, which does not 
adhere to the electrode. Neutral solutions also give unsatis- 
factory results. 

From Potassium Cyanide Solution. — About i grm. of 
the silver salt is dissolved in water, and a freshly prepared soludon 
of potassium cyanide added. A precipitate is at first formed, but 
on the further addition of the cyanide solution it dissolves with 
production of a clear solution, owing to the formation of the so- 
called double salt of potassium and silver cyanide (see p. 91). 

KCN + AgNO, = AgCN + KNO, 
AgCN + KCN = KAg{CN), 

It is very important that the purest obtainable potassium cyanide 
be employed. That made by passing hydrocyanic acid into 
alcoholic potassium hydroxide is the best. The deposited metal, 
when impure cyanide is used, is often brownish in appearance, 
and is liable to adhere badly. In order to obtain complete solu- 
tion of the silver salt, it is generally necessary to use from 3 to 4 
grm, of potassium cyanide. The conditions necessary are : — 

I. I II. 

CD. o'5 to I'o ampere, CD. . . o' 30 to 0*35 ampere. 

E.M.F. . . 5-6 lo 6-0 volts. E.M.F. . 3-2 to 3-7 volls. 

Temp. . . 50° lo 60°. ! Temp. normal. 

Time . . 1 to 2 hoais, i Time . . 4 lo 5| houtt. 
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For running all right a CD. of from o'o8 to o'zo amperes may 
be employed, the E.M.F. being 3-2 to 3-4 volts. 

The deposited metal is of a dull silver-white appearance, and 
adheres firmly to the cathode. 

Sometimes the metal appears quite " matt," at other times 
it possesses a crystalline structure. At times, especially if the 
current conditions have not been attended to, brown spots make 
their appearance on the deposited metal ; these do not necessarily 
cause the results to be incorrect, but it is as well to avoid them as 
far as possible. Gauze or roughed electrodes are the most suitable 
for silver depositions. Breaking the circuit and washing should 
be carried out as rapidly as possible, because metallic silver is 
acted upon by solutions of potassium cyanide. 

End Reaction. — Treat a small portion of the solution with 
dilute nitric acid, and boil off the liberated hydrocyanic acid, then 
add a drop of hydrochloric acid. If no white precipitate or 
turbidity is produced the electrolysis is completed. 

Insoluble silver salts should be warmed with potassium cyanide 
solution until they are dissolved, and then subjected to elec- 
trolysis. 

LITERATURE. 

Fresenius andBei^mann, Z«V./ AHol.Ckem., XIX. 324 ; Krutwig, 
Ber., XV. 1267 ; Schucht, Zeit.f. Anal. Ckem., 22, 417 ; Amer. Chem. 
Soc, IV. 22 ; Rudorff, Zeif./. Angew. Ckem., 1882, j ; Smith, Amer. 
Chem. Jowtt., XII. 335 ; Fulweiler and Smith, Amer. Chem. Soc, 
23, 583. 

Gold. 

The noble metal gold can be deposited from almost any of its 
solutions by the passage of the electric current But satisfactory 
deposits from acid or alkaline solutions are rarely obtained, the 
gold usually coming down in the form of a brown non-adherent 
amorphous precipitate. Indeed, when deposited from acid or 
alkaline solutions, the colour of the solution may at times become 
greenish or purpUsh, owing to the suspension of finely divided 
particles of gold. 
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Practically there are three solutions which can be successfully 
employed for depositing gold. These are the auricyanides, 
thiosalts, and solutions in ammonium thiocyanate. 

On adding a solution of an alkali cyanide to the solution of 
the gold salt — which, of course, must not be strongly acid — a 
whitish precipitate is produced. This precipitate, however, 
readily dissolves when an excess of the cyanide is added, with 
formation, in the case of potassium cyanide, of potassimu 
aoricyanide — 

Au + 3CN = Au(CN). 
Au{CN), + KCN = KAu{CN)4 

Now, as the ions of potassium auricyanide are K' and Au{CN)',, 
the electrolytic separation of gold from such a solution is really a 
secondary reaction. The explanation given on p. 91 for deposi- 
tion of copper from cyanide solutions applies also for solutions of 
gold cyanide. 

Deposition from Cyanide Solutions. — To the gold solu- 
tion, from I to 2's grm. of pure potassium cyanide is added ; the 
colourless solution so obtained is made up to the required volume 
with distilled water. If the gold solution is strongly acid, it should 
be partially neutralised with potassium hydrate, or, what is better 
still, evaporated nearly to dryness, and then taken up with distilled 
water. The solution of the auricyanide may either be electrolysed 
at ordinary temperatures or at a temperature of from 50° to 60°. 





CONDITIONS. 




CD. . 
E.M.F. 
Temp. . 


I. 
■ O-IS to 04 ampere. 
. 3 W 3'2S volts. 
. atmospheric. 
. 10 to 12 hours. 


CD. . 

E.M.F. . 
Temp. . 
Time . 


. o'6 to o'8 ampeie 
. 3 to 3a volts. 

. yP to 60° 
. 2 to 3 hours. 



Deposition from Solutions of Alkali Sulphides. — On 
adding a solution of an alkali sulphide to a solution of a gold salt, 
a brownish precipitate is at iirst formed, but this immediately dis- 
solves in excess of the reagent with formation of a gold thiosalt — 
AujS, + sNagS = aNajAuSj 
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Smith and Wallace have shown that the ammonium thiosalt does 
not give quantitative results. But satisfactory and quantitative 
deposits can be obtained by employing potassium or sodium 
sulphide. 

Course of Reaction. — The reaction which leads to the 
deposition of the gold at the cathode is rather involved, but it may 
perhaps be looked upon as being one of reduction. We have in 
solution the complex molecule Na,AuSi' or rather the ions of 
this complex ; the reduction would then take place as follows : — 

2Na^uSs + 6H = 2Au + 6NaHS 

The sodium hydrogen sulphide being then further oxidised at the 
anode. 

6NaHS +30 = 3NaA + 3H,0 

The reaction might, however, be explained on similar lines to 
those which Hittor employs in the case of the complex cyanides. 
The sodium aurisulphide is ionised into the cations jMa' and the 
complex anion AuS,'". The cation travels to the cathode, and 
there becomes neutralised, and the liberated sodium then reacts 
with the water, forming sodium hydrate. The anion migrates to 
the anode, and is there deposited. The sodium on liberation 
at the cathode now reacts with some of the unchanged Na,AuS„ 
and liberates gold ions, which in their turn travel to the cathode 
where they are deposited. 

I. 3Na + NaaAuS3 = Au + 3Na^ 
The reformed sodium sulphide dissolves the gold sulphide 
which has been deposited at the anode, and reforms sodium 
aurisulphide, and liberates sulphur, which combines with other 
molecules of sodium sulphide to form polysulphides. 

' It b not certain that the salt Na^AaS, is produced when gold sulphide is 
dissolved b sodium sulphide ; it may be Na,AuS,. In fact, this latter salt has 
been isolated bjr dissolving Aii,S, in NaHS and pouring the solalion into 
alcohol. But the presence of polysulphides would probably lead lo (he 
fonnation of the first 'meniioned salt. 
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II. 2 AuS,"" + 3Na,S = 2Na,AuSa + 3S ' 
It is, of course, not necessary to assume that the same molecules 
of sodium sulphide liberated in reaction I. take part in reaction 
II., because in actual practice there is always a considerable 
excess of sodium sulphide. Sulphur and oxygen are always 
liberated to a certain extent at the anode and hydrc^en at the 
cathode, so that at the cathode part of the sodium, sulphide will 
be reduced to sodium hydrogen sulphide, which may, again, at 
the anode be partially oxidised back to the monosulphide. At 
the same time the liberated sulphur will produce poly sulphides. 

The solution for electrolysis is prepared by adding about 
30 c.c. saturated or nearly saturated solution of the alkali sulphide 
to the gold solution ; a precipitate is at first formed, but this 
redissolves, and a clear solution is obtained. The mixture is then 
diluted to the requisite volume, and electrolysed at the ordinary 
temperature. 

CONDITIONS, 

CD O'l to 0"25 ampere. 

E.M.F z volts. 

Time S to 6 hours. 

Both with cyanide and sulphide solutions, brilliant yellow 
firmly adhering deposits of gold can be obtained. ■ 

Thiocyanate. — Dissolve S to 7 grm. ammonium thiocyanate 
in 70 to 80 c.c. water, and warm to 50° or 60° ; then run in the gold 
solution with constant stirring. If the solution is cold, a precipitate 
of gold thiocyanate may be produced, and this is only dissolved 
on heating the mixture. The solution usually has a red colora- 
tion at first, but gradually becomes colourless. Make the solution 
up to the required bulk with distilled water, and electrolyse. 

* We might assume that the anion AuSj'" when liberated at the anode 
gives up an atom of sulphur, and becomes AuS^ this sulphide being known, 
whereas AuS, has not been Isolated. The equaiioo would then be — 
lAuS, + 3Na,S = 2Na,AuS, + .S 



:v Google 



EUctro-Ckemical Analysis. 

CONDITIONS. 



CD. . . o'J to o'4 ampere. 

E.M.F. . . ra to 17 volts. 

Temp. . , normal. 

Time ... 4-5 to S'5 hoars. 



CD. , . 0-3 to 0*4 ampere. 

E.M.F. . . 1-2 to 1-5 volts. 

Temp. . . 40° to 50°. 

Time . . . i'5 (o z hours. 



The deposit is very often quite as brilliant as that obtained 
with cyanide or sulphide solutions, but at times it may have a 
rather smoky appearance ; this does not, however, affect the 
accuracy of the results. Very often during the electrolysis a small 
quantity of a yellow precipitate separates out. This is canarine 
(see p. 271), and is due to the oxidising action of anodic oxygen 
on the thiocyanate ; it does not interfere with the deposition of 
the gold. Potassium thiocyanate, although it gives accurate results, 
generally gives a deposit of poor appearance. 

End Reaction. — The small portion of the solution should 
be boiled with a few drops of concentrated sulphuric acid, to 
decompose the double salt, and a few drops of stannous chloride 
added ; a purple or violet colour, due to formation of Purple of 

Cassius, shows that the electrolysis is not yet finished 

Removal of Deposit. — The best method to remove the 
deposit is to cover the electrode with a solution of potassium 
cyanide, to which has been added 3 or 4 c.c. of hydrogen peroxide, 
or z grm. of sodium peroxide or ammonium persulphate. The 
deposit is in this way removed in a minute or two. If the solution 
is warm, the gold goes into solution in a few seconds. When 
hydrogen peroxide is used the reaction may be expressed thus :— 
aAu + 4KCN + HjOs = 2KAu(CN), -|- 2KOH 

LITERATURE. 

Luckow, Zeit. /. Anal. Ckem., 18, 14 ; Brugnatelli, Phil. Mag., 
21, 187 ; Smith, Amer. Ckem. Jo-urn., XI 11. 206; Smith and Muir, 
Amer. Ckem, Joura., XIIL 417; Smith and Wallace, Btr., 25, 
779 ; Persoz, Ann. Chem. Pharm., 65, 164 ; Riidotif, Zeit/. Angeiv. 
Chan., 1893, 695 ; Perkin and Prebble, Electro-chem. and Met.. 1904, 
1 1 1. 490. 
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Platinum. 

Platinum, like gold, can be deposited from solutions containing 
free mineral acids ; but unlike gold, which from these solutions is 
deposited in a non-adherent form, it may, if a very feeble current 
is employed, be deposited in a dense reguline condition. With 
high currents a deposit of platinum black is invariably produced. 
Solutions of platinum chloride, containing a few drops of concen- 
trated hydrochloric or sulphuric acid, may be employed. 

CONDITIONS. 

CD o'oi to 0'O4 ampere, 

E.M.F 1-8 volts. 

Temp so" to 6o°. 

Time 4-5 to 6 hours. 

When a solution containing free phosphoric acid and sodium 
phosphate is employed, a somewhat heavier current (0-07 to o-io 
amp.) can be used, but in this case a rather longer time is necessary 
to completely deposit the metal. The platinum electrodes should 
be coated with copper before being used for the deposition 
of pladnum. 

The electrolytic deposition of platinum may be indirectly em- 
ployed to estimate ammonium and potassium. Both ammonium 
and potassium are precipitated by means of hydroplatinic acid 
as the respective platinichlorides. But as they are both distinctly 
soluble in water, alcohol is always added to complete the precipi- 
tation. If the precipitated and washed platinichloride be dis- 
solved in excess of water, and hydrochloric acid added, then the 
platinum may be electrolytically deposited, and from the amount 
of platinum obtained the original quantity of potassium or 
ammonium is readily determined. 

LITERATURE. 

Luckow, Zeit. /. Anorg. Chem., 19, 13 ; Classen, Btr., 17, 2467 ; 
Smith, Amer. Chetn. Journ., 13, 206 ; Riidorff, Zeit. Anorg. Chem. 
1892,696. 
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Palladium 

May be deposited from acid solutions in much the same way 
as platinum, a low current density and a low E.M.F. being 
necessary. By employing a current of less than 01 of an ampere 
the palladium can be deposited in a bright and reguline condition. 
Cowper-Coles ' suggests a solution of paladium-ammonium chloride 
[Pd{NHa Cl)a] and ammonium chloride, at a temperature of 25". 
This solution does not, however, appear to have been employed 
by him for analytical purposes. But Smith ' has obtained good 
quantitative results by using this solution. 

The deposition can be carried out by dissolving the salt in 
ammonium hydrate; after solution about 30 c.c. more of the 
ammonium hydrate is added (sp, gr. o'935) and 100 c.c. of water. 
The palladium can be deposited overnight by passing a current 
of o'o7 — o-i ampere. The deposited metal has the appearance 
of rolled palladium. The platinum electrodes which are employed 
as cathodes should be first coated with silver or copper. 

Amberg' finds that by using an anode rotating at about 600 
revolutions per minute, he is able to deposit palladium from 
solutions containing hydrochloric acid. The temperature should 
be 60° to 65°, and the E.M.F. must not be allowed to exceed- 
i'2S volts. The rotating anode prevents the formation of 
peroxide. 

Rhodium. 

Smith has shown that rhodium can be rapidly and accurately 
deposited from solutions containing sodium phosphate and 
phosphoric acid. The CD. may conveniently be o'i8. The 
solution, which at the commencement has a fine purple colour, 
gradually becomes colourless. As a rule, the deposited metal 
has a black colour, but is reguline and firm in character. 

' Jharbuch, 1899, VI. 190, and Eng, and Min.Jtmm., 68, p. 5. 
' Electrockemical Analysis, yA edit. 1002, p. 106. 
' Ztit.f. ElektrtKhaa., 1904, X, 385. 
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The electrodes upon which the metal is deposited must be 
coated either with copper or silver. 

LITERATURE. 
Smith, Amer. Ckem. Soc, 6, 201 ; Joly and LeidiS, Compt. Rendus 
lis, 793 



Tellurium. 

Giovanni Pellini ' deposits tellurium from a solution of tellurium 
anhydride in hydrochloric acid to which ammonium tartrate has 
been added. The soludon is made up by dissolving o'l to 
0-3 grm. of the anhydride in 5 c.c of concentrated hydrochloric 
acid, to which is then added 100 to 120 c.c. of a cold saturated 
solution of acid ammonium tartrate. With the following con- 
ditions, about 9 hours is required to deposit the tellurium : CD. 
o'oi, E.M.F. I'Ss to 2-2 volts, and temperature 55" to 60°, 

The tellurium is deposited in a smooth reguline condition, and 
is at the end of the operation washed with water and alcohol, and 
dried at 100°. As the tellurium is rather easily oxidised, water 
which has previously been boiled should be used for washing 
purposes. 

End Reaction, — A small portion of the solution is with- 
drawn, and warmed with stannous chloride and hydrochloric acid : 
if no brown coloration due to precipitated tellurium is produced, 
then the electrolysis is completed, 

HsTeOj + aSnCl, + 4HCI = Te -H aSnCl, -|- sH.O. 

This reaction is very delicate, and is said to show the presence of 
o'oooi grm. of tellurium in a solution. 

A better method ' is to dissolve the finely powdered tellurium 
in a few cubic centimeters of hot concentrated sulphuric acid ; a 
beautiful pink coloration is first produced. When all the tellurium 

> Aai. R, Aecad. da. Hncti. Rama [5], 11, II. 311. 

* U. Gailo, Atii. R. Actad. Limti, 1904 [v.], 13, i. 713. 
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has dissolved, the solution is lieated until the pink colour vanishes. 
The white anhydride thus obtained is washed with a little freshly 
boiled water into a beaker, and then from 80 to 100 c,c, of a 10- 
per-cent. solution of pyrophosphoric acid or sodium pyrophosphate, 
freshly boiled, added. The mixture is then electrolysed with a 
CD. of 01 ampere, the E.M.F. being about ifi volts. The 
solution is hot to commence with, but is allowed to cool as the 
electrolysis proceeds. Time, 4 to 5 hours. 

Removal of Deposit. — The deposited tellurium readily 
dissolves in moderately strong nitric acid. 



Thallium. 

Electrolytically, thallium strongly resembles lead, in that it 
can both be deposited as metal at the cathode or as oxide on 
the anode. It further resembles lead in the behaviour of the 
deposited metal, which cannot be washed and dried without 
undergoing superficial oxidation ; it is, therefore, not possible to 
determine thallium quantitatively as a cathodic deposit. For 
the determination as oxide, see p. 140. G. Neumann,' however, 
describes a method for analysing thallium which depends upon 
depositing it as metal from solutions containing ammonium 
oxalate : the metallic deposit is not weighed, but is treated with 
hydrochloric acid, and the volume of hydrogen which is evolved 
is determined. This volume, calculated at N.T.P., is equivalent 
to the weight of thallium which has been deposited from a weighed 
quantity of the thalhum salt. About 5 to 6 grm. of ammonium 
oxalate is added to the solution of the thallium salt, and the 
mixture electrolysed with a current density of about i ampere. 

End Reaction. — The electrolysis is finished when the 
addition of ammonitun sulphide to a small portion of the solution 
produces no orange precipitate or coloration of thallium sulphide. 

The apparatus employed by Neumann is depicted in Fig. 49. 
' Ber., XXI. 356. 



:v Google 



132 Practical Electre-Ckemistry. 

It consists of a small flask, k, into which two electrodes are fused ; 
tlie surface of each electrode is about 9 cm. The flask is not 
fastened on to the gas-measur- 
ing apparatus until after the 
electrolysis has been com- 
pleted. Before connecting to 
the measuring apparatus, the 
solution containing ammonium 
oxalate and carbonate — the 
latter produced by the electro- 
lytic decomposition of the am- 
monium oxalate — is washed 
out by means of a siphon 
arrangement, the electrolytic 
circuit not being broken until 

the washing is completed. It 

is then connected up as shown 
in Fig. 49, and hydrochloric acid added to dissolve the thallium 
salt. The method even at best is tiresome, and would only be 
employed if a large number of determinations were required. 

Amalgams. 

It has already been noticed that certain metals are very 
difficult to deposit in a smooth reguline condition, being either 
deposited in a spongy form, or else they are brittle and show 
a great tendency to exfoliate. Cadmium, for example, has a 
a marked tendency to be deposited in a spongy and non-adherent 
form ; and it is almost impossible to deposit bismuth in a weighable 
condition, because the metal either peels off owii^ to the brittle 
character of the deposit, or else it is obtained, like cadmium, 
in a powdery or spongy form. Vortmarm and Luckow and 
others have shown that most metals can be deposited as amalgams 
if a mercury salt is added to the solution to be electrolysed. The 
method of procedure is much the same as that adopted for 
electrolysing mercury solutions ; it stands to reason, of course, that 
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only such solutions as can be employed for depositing mercury 
may be used. This method can be employed for the deposition 
of a large variety of metals, but it is only in a few cases that there 
is any advantage in using it. A few examples will give an idea 
of how the method may be worked, the student will then be in 
a position to adopt it in any given case that may appear desirable. 

Cadmium Amalgam. 

The cadmium salt is dissolved as usual in about 150 c.c. of 
distilled water, and then the mercury salt and i c.c of concen- 
trated sulphuric acid added. Mercuric chloride is the most 
convenient salt of mercury to add, because it is readily obtained 
pure. For every part of cadmium salt taken (calculated as 
metallic cadmium), from four to five parts of mercuric chloride 
(calculated as metallic mercury) should be used. The amalgam 
then obtained is solid, but when larger quantities of mercury 
are used, it is fluid or semi-fluid. Thus for 0*5 grm. of cad- 
mium sulphate which contams about 0*2 grm. of metallic 
cadmium, about 15 of mercuric chloride containing I'l grm. of 
metallic mercury would be necessary. When the mercury and 
cadmium salts have been dissolved, from 2 to 3 c.c. of 20-per- 
cent, sulphuric acid is added, and the solution made up to 125 to 
130 c.c. 

CONDITIONS. 

CD o'3 lo 0'5 ampere. 

E.M.F 1-9 to 2-3 volts. 

Temp 60° lo 70°. 

Time S to 6 bouts. 

If during the electrolysis some of the mercury salt is reduced to 
the mercurous condition, and becomes precipitated, the addition 
of small quantities of ammonium or potassium persulphate from 
time to time will cause this to go into solution. 

End Reaction. — I, This is determined as usual by the addi- 
tion of a small quantity of sulphuretted hydrc^en water to a few 
cubic centimeters of the solution which is withdrawn for the purpose. 
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When all the metal has been deposited, the electrode is removed 
and rapidly washed with distilled water and alcohol, and dried in 
a desiccator. The drying operation is much more rapid if, after 
washing with alcohol, the electrode is played upon with the air-blast 
from the blowpipe for a few minutes. It can then be heated to 
70° for a few minutes without harm. 

II, Ammonium tartrate and free tartaric acid also gives very 
good results. In this case the cadmium and mercury salt are 
dissolved up as already described, then a grm. of ammonium 
tartrate and about 3 grm. of tartaric acid added, and the 
electrolysis conducted under practically the same conditions as 
those described for the acid solutions. 

Bismuth Amalgam. 

Owing to the great difficulty in obtaining satisfactory deposits 
of bismuth, the amalgam method is to be recommended above all 
others for the electrolytic determination of this metal. The pro- 
portions of mercury salt employed to the bismuth salt should be 
about the same as that recommended for cadmium, namely from 
four to five times as much mercury as bismuth. 

Solution containing Free Nitric Acid.— The mercury 
salt is first dissolved in water, then the bismuth salt added and 
sufficient nitric acid to cause the bismuth oxy-salt first produced 
to enter into solution. It is not advantageous to add a large 
excess of nitric acid, otherwise there is a tendency to obtain an 
anode deposit of hydrated bismuth oxide. If, however, t grm. of 
tartaric acid is added to the electrolyte, this formation of oxide at 
the anode is prevented. The tartaric acid should be added before 
commencing to electrolyse, because when the anode deposit has 
once formed, it is very difficult to remove. 

CONDITIONS. 

CD 07 lo ri ampere. 

E.M.F 3-510 4 volts. 

Temp Normal or yf-ftO". 

Time 6 lo 8 hours. 
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Sulphuric acid can be employed instead of nitric acid, but, as 
the results with nitric acid are very satisfactory, there is no advantage 
to be obtained by its employment. 

If the quantity of mercury salt used is too small, the bismuth 
is often obtained partially as an amalgam and partially as a 
blackish powder, which covers the surface of the ama^am. The 
amalgam may be dissolved off with moderately strong nitric acid. 

Lead Amalgam. 

This metal readily forms an amalgam, and may be deposited 
as such from solutions containing the lead salt and mercuric 
chloride, to which is added 5 grm. of ammonium acetate, 3 or 
4 ex. of acetic acid, and a little potassium or sodium nitrite. If 
the nitrite is not added, a portion at least of the lead will be 
deposited as peroxide on the anode. The lead amalgam when 
dry only oxidises very slowly in the air, but when wet the oxida- 
tion is somewhat rapid. It should be therefore rapidly washed 
in water, and then in alcohol, and dried in a desiccator, or at a 
temperature of 60°, but it should not be left long in the air-bath. 

Antimony, tin, zinc, lead, and several other metals can be 
deposited as amalgams, but since the ordinary methods of 
electrolysis give good results, the amalgamation method is not 
often employed. Zinc, as has already been pointed out (p. ri8), 
has a tendency to act upon the platinum electrode, and is only 
completely removed with considerable trouble ; the same difficulty 
is met with in zinc amalgams. 
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CHAPTER IX. 
METALS DEPOSITED AS OXIDES AT THE ANODE. 

Lead. 

Certain metals, owing to their great tendency to become 
oxidised, or to their decomposing water, either cannot, under the 
conditions usually prevailing in electrolytic analysis, be deposited 
as metals on the cathode, or, if they are deposited, do not give 
satisfactory analytical resuhs. For example, it is a by no means 
difficult matter to deposit lead in the metallic state from weakly 
acid, neutral, or alkaline solutions. But the lead is very apt to be 
precipitated in a feathery and non-adherent form. There is also 
a great tendency for the lead to separate at the anode in the form 
of lead peroxide simultaneously with Its deposition at the cathode 
as metal. Furthermore, although the whole of the lead may, 
under certain conditions, be deposited in a smooth reguline con- 
dition, yet, during the process of washing and drying, a certain 
amount of superficial oxidation invariably occurs. Thus the 
results are too high, and are therefore useless for analysis. In 
depositing lead for analytical purposes, therefore, conditions are 
employed which prevent the lead from being deposited at the 
cathode, but cause it to be wholly deposited as peroxide at the 
anode. The most satisfactory conditions are to employ a solu- 
tion containing a considerable excess of nitric acid. 

Procedure. — Dissolve about i grm. of lead nitrate in about 
30 c.c of distilled water, then add to the solution about 35 to 35 
c.c concentrated nitric acid, and dilute to the required bulk, which 
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should not be more than about 175 c.c. The best electrode to 
employ as anode is the gauze flag electrode, which should be 
roughened by the sand-blast or a similarly roi^hened basin. As a 
rule, the peroxide does not adhere very well upon a polished surface. 
If during the electrolysis a separation of metallic lead should be 
noticed at the cathode, a few cubic centimeters more concentrated 
nitric acid must be added. The electrolysis may either be conducted 
at ordinary temperature or at from 50° to 55°. It is not advisable 
to employ much higher temperatures, because there is then a 
tendency for the peroxide to scale oflf. 



CONDITIONS. 



CD. . , . O'S torSampeie. CD. . . 1-3 to I'6 ampere. 

E.M.F. . . 2 10 2-5V01U. E.M.F. . . z "2 to 2-6 volts. 

Temp. . . Normal. Temp. . . 50" to 55°. 

Time , . . a to 3 hours. Time . . I'S h6ur3. 

At the commencement of the electrolysis a yellowish deposit 
is obtained, which becomes orange or red, and finally dark brown 
or black. 

End Reaction. — Take a few drops of the solution and make 
alkaline with ammonia, then add a few drops of sulphuretted 
hydrogen water or ammonium sulphide. A black or brown 
coloration or predpitate indicates that some lead still remains in 
the solution. Or make just alkaline with ammonia, then acidify 
with acetic acid, and add a little potassium chromate or dichro- 
mate. If no cloudiness or precipitate of lead chromate is pro- 
duced, then the electrolysis is finished. 

As soon as the deposition is complete, the electrode is 
removed, rapidly washed with water and alcohol, and heated in 
an air-bath to 180° or aro" until the weight becomes constant. It 
is absolutely necessary to heat to this high temperature, because 
the peroxide is deposited in a more or less hydrated condition. 

Removal of Deposit. — The deposit of lead peroxide 
cannot be removed by simply heating with acids. It can, however. 
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be readily and rapidly dissolved off by warming it with a mixture 
of nitric add and glucose. The best mixture is equal volumes of 
concentrated nitric acid and water, to which is added 4 or 5 grm. 
of glucose ; on gently wanning, the deposit quickly dissolves. 

The method usually recommended is to place a piece of zinc 
01 copper foil in contact with the electrode, and then immerse in 
dilute nitric acid, whereby a galvanic couple is formed. This 
method is quite satisfactory, but the first method described is 
simpler. 

UTERATURE. 

Kiliani, 5ct-^. und Hiitten Zcil., 1888, 253 ; Luckow,Z«/./ Anal. 
Chem., XIX. 215; Richd, Zeit f. Anal. Chem., XX!. 117; Hampe, 
Zeit f. Anal. Chem., XIIl. 183 ; Classen, Zeit.f. Anal. Cheat., XXI. 
257 ; Parodi and Mascaidni, Ber., X. 1098 ; Rich^, Zeit. /. Anal. 
Chem., XVII. 219 ; Schucht, Zeit.f. Anal. Chem., XXI. 488 ; Tenny, 
Amer. Chem. Journ., 6, 413 ; Vortmann, Ber., 34, 2749 ; Von Giese, 
Zeit. f. Elektrochem., 11. 586 and S98 ; Riidorff, Zeit. f. Anffeta. 
Chem., 1892, 198 ; Warwick, Zeit. f. Anorg. Chem., I. 258 ; Classen, 
Ber., 37, 163 ; Kreichgauer, Ber., 37, 315 \ Classen, Ber., 37, 2060 ; 
Medicus, Ber., 25, 2490 ; Neumann, Chem. Zeitang, 1880, 381 ; 
HoUard, Bull. Sec. Ckim., 19, 911 ; Linn, Amer. Chem. Soc, 24, 435 ; 
Marie, Chem. Zeitung, 34, 34r and 480; ^issensori and Neumann, 
Chem. Zeitung, 19, 1 143 ; Hollard, Compt. Rendus, 1803, 138, 229. 



Manganese. 

It is not possible to deposit manganese from its solutions in 
the metallic condition, because pure manganese decomposes water. 
The metal can, however, be deposited at the anode in the form of 
Its peroxide. But it is much more difficult to obtain satisfactory 
results with manganese than with lead. With lead a targe excess 
of nitric acid can be employed, but with manganese only very 
small quantities of free acid are permissible. With large amounts 
permanganic acid is produced, and no deposit of oxide is 
obtained at the anode. 

A very large amount of work has been done upon the electro- 
lytic deposition of manganese, but of the many solutions suggested 
only a comparatively few give satisfactory results. The main 
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difficulty in dealing with manganese is to obtain an adtierent 
deposit The deposit is generally of a more or less friable nature, 
and crumbles off on washing or drying. It is absolutely essential 
to employ roughened electrodes. Engels ^ finds that the addition 
of small quantities of chrome alum causes the deposit to be much 
more dense and adherent. 

Ammonium Acetate. — Dissolve the manganese salt, 
MnSO<(NH4)aSOj,6HaO, which is readily obtained pm-e, in about 
40 or 50 c.C. warm water, then add 8 to 10 grm. of ammonium 
acetate and I'S to 3 grm. of chrome alum. The solution is then 
made up to the required volume, and electrolysed at a temperature 
of 75° to 80°. 

CONDITIONS. 

CD 0-6 to 0-9 ampere. 

E.M.F 2-8 to 42 volts. 

Temp 75° to 80°. 

Time i) to 2 hours- 
Small quantities of acetic acid or mineral acids may be added, but 
this has no advantage except in cases where separations are being 
carried out. Chlorides should not be present, because they cause 
the deposit to be less adherent. 

End Reaction. — Take a few drops of the solution in a test 
tube, add about 3 cc. of concentrated nitric acid, about i grm. 
of red lead. Now boil for a minute or two and dilute with 
water. If any manganese is present the supernatant liquid will 
be coloured pink or red owing to the formation of permanganic 
acid. This reaction is extremely delicate. 

When all the manganese has been deposited the electrode is 
washed with water and alcohol, and then igniteiJ strongly in the 
blowpipe flame ; the ignition must be continued until the whole 
of the black deposit becomes a dull orange red, owing to the 
formation of trJmanganese tetroxide, MnjO, ; it is then cooled and 
wdghed. The weight of the deposit multiplied by 072 gives 
the weight of metallic manganese. 

' Zdt.f, Eltktrachetn., II., 413. 
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Removal of Deposit.— The trimanganese tetxoxide can be 
readily removed by placing the electrode in warm moderately 
strong hydrochloric acid. 

Treatment of Permanganates. — The permanganate is 
treated with acetic acid, and sufficient hydrogen peroxide to cause 
the solution to become colourless. The mixture is then boiled with 
a few cubic centimeters of a solution of a chromate, in order to 
decompose any excess of hydrogen peroxide. If the hydrogen per- 
oxide is not completely decomposed the deposited manganese oxide 
does not adhere satisfactorily to the electrode. 

In order to cause the adherence of the manganese oxide to 
the electrode, alcohol may be used instead of chrome alum, but 
in this case only about i grm. of the manganese salt, giving 
about o"Ji grm. of MnjOi should be used, whereas with chrome 
alum 3 grm. can be safely employed. Acetone has been sug- 
gested, but no substance is so satisfactory as chrome alum. 

LITER A TURK. 

Luckow, Zeit.f. Anai. Chem.,\'&, 17 ; Sc\iac)\t, Zeit.f. Anal, Ckem., 

22, 493 ( Classen and Von Reiss, Ber., 14, 162a ; Moore, Chem. News, 
63, 209 ; Smith and Frankel, Journ. Anal. Chem., 3, 385, and Chem. 
News, 60, 26a ; Brand, Zdt.f. Anal. Chem.,^ 581 ; RiidorfF, Z«V./. 
Angew. Chem., IB, 6 ; Classen, Ber., 27, 2060 ; Engels, Zeit. /. 
Elektrochem., 2, 413, and 3, 386; Groeger, Zeil. f. Angew. Ckem., 
1886, 253 i Kaeppel, Zeit. f. Anorg. Chem., 16, 268 ; HoUard and 
Bettiaux, Compt. Rendus, 138, 1366 ; Koster, Zeit.f. Elektrochem., X. 
[1904], 533. 

Thallium. 

Heiberg ^ employs the following method for depositing thallium 
as oxide. About o's grm. of the thallium salt is dissolved in 
about 100 C.C. of water. Then from 2 to 6 cc. normal sulphuric 
acid and 5 to 10 cc, of acetone added to the solution. After 
heating to 50° or 55° it is electrolysed, the E.M.F. being kept 
between 17 and 23 volts, but towards the end of the operation 
it may be allowed to rise to 25 volts. 

' ZeU.f. Anorg. Chem., 1003, U, 347. 
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In order to prevent metallic thallium being deposited at the 
cathode and to avoid the formation of hydroxide, the solution 
must be kept acid, but an excess must be avoided because the 
oxide is somewhat soluble in this acid. The electrode must be 
roughened, otherwise the deposit may scale off. When the 
electrolysis is completed, the electrode is washed with water and 
alcohol, and heated in an air oven 10160° or i6g°for about twenty 
minutes. 

Uranium. 

According to L. G. Kollock and E, Smith ' and E. F. 
Kom,' uranium can be deposited from solutions containing small 
quantities of acetic acid and sodium acetate. If the solution is 
alkaline to commence with, it is not necessary to add the 
sodium acetate. For every 100 c.c. of solution about 2"S gmi. 
ammonium or sodium acetate is employed, and then i cc, of 50- 
per-cent. acetic acid added for every 100 c.c of solution. 

CONDITIONS. 

C.D -o^ ta "05 ampere. 

E.M.F 6 to 8 volts. 

Temp 65° to 70". 

Time 5 to 8 hours. 

At the commencement of the electrolysis the uranium is deposited 
as yellow oxide, then as the black protoxide (U30,,3HjO). At 
the end of the operation the electrode is heated to redness, 
whereby the hydrated oxides are converted to UjOj. The 
electrode should be cooled in a desiccator. Chromium salts 
prevent the deposition. When large quantities of uranium are 
deposited, the oxide is liable to adhere badly to the electrode. 
This method leaves a good deal to be desired, because there is a 
great tendency for the uranium to come down on the cathode in 
the metallic condition and then to be oxidised. When this 
happens the anode deposit is, of course, unsatisfactory. 

' /. Amer. Cktm. Soe., 2S, 607. 
• Ibid., 28, 685. 
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End Reaction.— Add to a few drops of the electrolyte a 
solution of potassium ferrocyanide ; a reddish brown precipitate 
or a blood-red coloration shows the presence of undeposited 



Molybdenum. 

Lily G. Kollock and E. Smith > state that when a neutral solu 
tion of sodium molybdate is electrolysed, no deposition talces 
place, but on the addition of a trace of sulphuric acid the solution 
darkens, and a black anode deposit of sesquioxide is immediately 
obtained. The molybdenum salt is dissolved in water, made up to 
125 c.c, and 01 to 02 c.c. of concentrated sulphuric add added, 
and the solution electrolysed. It is advisable to add 3 or 4 grm. 
of ammoniun sulphate to the solution, in order to increase the 
conductivity. 

CONDITIONS. 

C.D o'02 to o'os ampere. 

E.M.F 2-0 to 2-25 volts. 

Temp 70° to 85". 

Time 275 to 475 houts. 

As soon as the electrolysis is finished the deposit is washed with 
water, treated with nitric acid, and evaporated to dryness ; by this 
means a white powder of molybdenum trioxide MoOj is produced. 
If, as is sometimes the case, there are blue specks noticeable in 
the white trioxide, it must again be evaporated to dryness with 
nitric acid. 

End Reaction. — Acidify a small portion of the solution with 
hydrochloric acid, add a few cubic centimeters of a solution of 
ammonium thiocyanate and then a small piece of zinc. If a 
blood-red coloration is produced, then the electrolysis is not com- 
plete. Phosphoric acid does not destroy this coloration, but it 
destroys the red coloration of ferric thiocyanate. 

I jBum. Amtr. Chcm. Soc., 93, 669. 
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Vanadium. 

p. Truchot ' has succeeded in estimating vanadium as its oxide 
VgOg. A small quantity of ammonia is added to the solution of 
the vandanate, and the mixtitfe subjected to electrolysis. 

CONDITIONS. 

CD o'4 ampere. 

E.M.F z to S'S volts. 

Temp 85° to 90". 

Time S to lo hours. 

The solution should not contain more than 0-25 grm. of VjOj 
to the litre. During the electrolysis the water lost by evaporation 
should be made up, by employing the siphon arrai^ement 
recommended on p. 77. The hydrated oxide is deposited on the 
anode as an adherent brown coating. At the end of the reaction 
it is washed with water and alcohol, and heated until it melts ; when 
sufficiently heated it is completely converted into the pentoxide, 
which is of an orange-red colour. If after ignition the deposit has 
a greenish or bluish colour, it must be remelted until it becomes 
homogeneously orange-red. 

Considering the extremely dilute solutions which require to be 
employed, this method can hardly be considered of any great 
importance. 

The Halogens. 

Vortmann has shown that if a solution of a halogen salt is 
electrolysed, using a silver anode, the halogen unites with the 
silver. The increase in weight, therefore, of the anode shows the 
amount of halogen which has been deposited. It is further 
possible, by carefully regulating the voltage, to separate a mixture 
of the halogens, iodine being first deposited out at a lower voltage, 
and then, by increasing the E.M.F. and changing the electrode, 
the bromine is precipitated out, and may in turn be weighed. 

' Jahrbuck, 1908, IX. 374. 
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The chloride which remains in solution can be determined by 
titration with normal or decinormal silver nitrate. 

Method. — The silver anode should be made of wire coiled 
into a flat spiral, as shown in the case of platinum, Fig. 42, p. 76. 
The cathode may be either of copper, nickel, or platinum. The 
solution to be electrolysed is made alkaline, and an alkali tartrate 
added. It is not necessary to notice the CD., but in hot solutions 
the E.M.F. should not rise above 13 volts. In cold solutions it 
must not exceed 2 volts. The end of the process can be deter- 
mined by acidifying a portion of the solution, adding a little 
starch paste and a few drops of chlorine water. If there is any 
iodine left in the solution, its presence is shown by the formation 
of a blue colour of iodide of starch. 

When the operation is completed, the anode is well washed in 
distilled water and dried in an air-bath ; the temperature should 
be nearly sufficient to melt the silver iodide. 

Should there be bromine in the solution, the E.M.F. is 
increased and the bromine deposited upon a clean silver anode. 

E. Miiller recommends for the quantitative estimation of 
iodine in presence of bromine and chlorine the addition of small 
quantities of a soluble chromate to the electrolyte, because he 
finds that with an E.M.F. too low to discharge the Br'and CI' ions 
the whole of the iodide is oxidised to iodate. A freshly platinised 
platinum electrode is employed; the E.M.F. will be about i'6 
volts and the CD. o'lo to o'oi ampere. The time required to 
completely oxidise about o'lo of a grm. of iodide to iodate is 
about twenty hours. 

In order to carry out the electrolysis Miiller recommends the 
preparation of the following reagents : — 

N 

I. Potassium dichromate, i c.c. = io'6 c.c, — - thiosulphate 

solution. 

II. Normal potassium hydrate. 

N 

III. Potassium iodide, i c.c. = 9'i3 c.c. silver nitrate 

solution. 
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As an exercise to determine tlie iodine alone, other halogens 
not being present, take 2 c.c. of solution I., i c.c of solution H., 
and 10 C.C. of solution III., then dilute with 90 c.c. water. At 
the end of the electrolysis, ■excess of potassium iodide is added, 
and the solution acidulated with sulphuric acid, iodine being 
thereby liberated — 

HIO, + 5HI = 3H,0 + 3X3 

the liberated iodine is then titrated with — sodium thiosulphate 

as usual, the number of cubic centimeters used up by the 
chromate being subtracted from the total number of cubic centi- 
meters employed. 

sNaAOs + la = Na^SjOe + aNal 
sCrO, + 6HI = 3I, + Cr,Os + 3H,0. 

In presence of chlorine : take 2 c.c solution I., i c.c. 
solution II., and i c.c. solution III., then add 100 c.c. of a 
saturated solution of sodium chloride. Time required for electro- 
lysis, twenty hours. 

In presence of bromine : 2 c.c solution I., i c.c. solution 
II,, and r c.c. solution III., then 100 c.c. of a solution of normal 
potassium bromide. Time, twenty-two hours. 

It is most important to keep the anode completely covered ; 
the E.M.F. must not be allowed to rise above i'6i or 1*62, 
otherwise the chloride and bromide will take part in the electro- 
lysis. Metals of the alkaline earths must be removed before 
commencing the electrolysis. 

LITERATURE. 

Whitfield, Amer. Chem. Jouru., 8, 421 ; Vortmann, Elektro- 
techmsche Zeit., I. 137, and 11. 169 ; Miiller, ^^r., 35, 950. 



Determination of Nitric Acid and Nitrates. 

If a solution of a nitrate or nitric acid is acidified with 
sulphuric acid and then electrolysed, the nitrate is not reduced 
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to ammonia. But Luckow has shown that when an acidiSed 
solution, which also contains a metallic salt such as copper 
sulphate, is electrolysed, the metal is deposited at the cathode, 
and at the same time the nitric acid is reduced to ammonia. 

Method. — About equal quantities of copper sulphate and 
of the nitrate to be analysed are taken; the solution is then 
acidified with sulphuric acid and electrolysed. The end of the 
reduction may be shown by adding a drop of the solution to 
a trace of brucine on a watch-glass, and then adding a drop of 
concentrated sulphuric acid ; if no pink coloration is produced 
then the reduction is completed. W. H. Easton' recommends a 
CD. of I ampere and the addition of about 30 c.c of dilute 
sulphuric acid (sp. gr. i'o53). 

As soon as the reduction is finished the solution is transferred 
to a flask, made alkaline with causric alkali, and the ammonia 

distilled over into a known volume of — sulphuric acifl. On 

titrating the excess of acid with — caustic soda, the amount 

of ammonia produced by the reduction of the nitrate is readily 
determined. 



Preparation of Standard Sulphuric Acid. 

When a solution of pure copper sulphate is electrolysed, the 
copper is deposited out, and an equivalent quantity of sulphuric 
acid remains in the solution — 

CuSO, + H,0 = Cu + H^O^+O. 

In order to know the exact quantity of the sulphuric acid in the 
solution, it is therefore only necessary to weigh the amount of 
copper which has been deposited, because 49 parts of sulphuric 
acid will invariably be produced from 3i'8 parts of copper, which 
was originally present as copper sulphate. This method is hardly 
' /. Amer. Chaii. Sec., 26, 1039. 
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one which coutd be employed for preparing standard sulphuric 
acid in quantity, but it could very usefully be adopted for 
standardising alkaline solutions. 

When it is desired to prepare a given quantity of an exact 
normal or decinormal solution, it is then necessary to exactly 
weigh out the pure crystallised copper sulphate before electro- 
lysing. The amount of copper deposited then serves as a check 
on the original weighing. Thus, for example, i'349 grm. of pure 
crystallised copper sulphate (CuSOi.sHaO) would yield on electro- 
lysis 049 grm. of sulphuric acid, which on dilution to loo c.c. 
would be exactly decinormal. 

Dr. C. Kohn' recommends the employment of a CD. of V2 
to o'4 ampere. If a high current density is used, there is a 
tendency for the copper to become spongy ; it is then difficult 
to weigh, and it might fall off and contaminate the solution. 

Arsenic. 

It is not possible to deposit arsenic quantitatively in the metal- 
loid condition, neither can it be precipitated at the anode as 
oxide. Arsenic is a substance which is very readily converted by 
nascent hydrogen to arseniuretted hydrogen, its gaseous hydride 
AsH,; for this reason the electrolytic methods of analysis are 
not employed for analysing arsenic compounds. It is, however, 
possible to estimate very small quantities of arsenic contained in 
food, etc., by electrolysis. The process consists of evolving 
electrolytic hydrogen in presence of the arsenic whereby the 
arsenic is converted into arseniuretted hydrogen. The gaseous 
hydride is then passed through a glass tube, heated with a small 
bunsen burner. This decomposes the hydride, and the arsenic 
is deposited upon the tube in the form of a mirror. In order 
now to estimate the amount of the arsenic the mirror is compared 
with the mirror on a number of tubes which have been prepared 
from known quantities of arsenic. 

In 1 81 3 Fischer ' suggested the employment of the electric 
• Soc. Ckem. Ind., 1900, 962. • GUberft Ann., 42, 92. 
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current to detect the presence of very small quantities of arsenic. 
It was again suggested by Bloxam' in 1861, but tbe apparatus 
as then suggested had several disadvantages, and never came 
into practical use. Since then various modifications have been 
suggested hj different authors, and, in 1903, Dr. T. E. Thorpe ^ 
pubhshed a new form of the apparatus, which has been success- 
fully employed for the analysis of traces of arsenic in food, beer. 



and other substances. The apparatus consists of a platinum 
cathode, a, hung in a glass cylindrical vessel, b, which is open 
at the end and fits into a Pukal porous cell, d. The porous 
ct;ll is surrounded by the anode, and stands in an outer vessel, e. 
The upper portion of the cylinder b is open, and has a ground 
neck for the insertion of the drying-tube c, which is filled with 
anhydrous calcium chloride and also carries the funnel, which 
is fitted with a tap, through which the solution to be tested can 
be run in. A capillary tube, a, is connected on to the end of the 
calcium chloride tube c. The middle of the capillary tube is 

' Quari. /Bum. Chtm. Soc, 1861, 18, pp. II and 338. 
' Journ. Cktm. Sot., 1003. 
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heated by means of the small bunsen burner h, and is surrounded 
where the Hame beats it with a piece of platinum or iron wire 
gauze, to prevent the tube being fused. The whole apparatus is 
placed in a vessel, f, containing cold water, to prevent undue 

beating during electrolysis. 

Method of Working. — The apparatus is carefully washed 
with distilled water. The outer cell E is filled with dilute sulphuric 
acid, 30 per cent. Then the dilute sulphuric acid is run into the 
porous cell by means of the funnel. (The porous cell should 
be soaked in dilute sulphuric acid for about half an hour before 
being used.) As soon as all the connections are made, the bunsen 
burner is placed in position, but not lighted, and the current is 
passed. A current of about 5 amperes should be used, because 
then the escaping hydrogen issues at sulEcient speed to produce a 
flame of about 3 mm. in size. As soon as all the air has been 
driven out, which usually occupies about ten minutes, the issuing 
hydrogen is ignited and the bunsen burner lighted. If after 
about fi^een minutes no brown ring makes its appearance, then 
the reagents may be considered free from arsenic. About z c.c. 
of amyl alcohol (to prevent frothing) may be run in,' and then the 
solution to be tested. At the end of thirty minutes the capillary 
tube is sealed off and the open end also fused together. The 
mirror is then compared with the standard mirrors obtained from 
various quantities of arsenic. 

Preparation of Standard Deposit. — Pure resublimed 
arsenious oxide is ground up in an agate mortar and dried at 100°. 
Then o'l grm. is carefully weighed and washed into a i-litre flask, 
the flask then being filled to the mark with distilled water. Every 
I c.c. of this solution therefore contains o-oooi grm. of arsenious 
oxide. Now take 100 c.c. of this solution, and dilute to i litre. 
This second solution contains o-ooooi grm. of arsenious acid 
to each i cc. or o'oi mg. Standard tubes containing 0004, 
o'oo6, 0008, o-oio, etc., mg. can then be prepared. 

' The addition of amyl alcohol rather diminishes the delicacy of the 
method ; theiefoie, unless there is considerable frothing, it is not to t)e 
recommended. 
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When food stuffs are being examined for arsenic, Dr. Thorpe 
considers it best, in order to prepare a standard mirror, to take 
a portion of the food stuff^arsenic free — and add the known 
quantity of arsenic to this before proceeding to electrolyse it. 
Then when the suspected food is examined, the conditions are 
the same as when the standard tube was prepared. For general 
work, however, this precaution is not necessary. 

S. R. Trotman' recommends the adoption of a parchment 
membrane in place of the porous Pukal cell, as he considers this 
decreases the resistance and thus makes the apparatus more 
sensitive. 

Dr. Sand and J. E. Hackford ' use the parchment membrane, 
but they also employ a heavy Lead cathode and a lead anode. 
This causes their apparatus to be much cheaper than that of 
Dr. Thorpe, and they claim equal accuracy — in fact, it is stated 
the apparatus is more delicate, because the hydrogen is given 
off from the surface of the lead electrode at a higher voltage 
than from one of platinum. When platinum is employed as 
cathode, the hydrogen evolved has not sufficient energy to reduce 
arsenates to arsenites and then to AsH„ therefore it is necessary 
when dealing with arsenates to first reduce with sulphurous acid 
before electrolysing. But with lead electrodes, owing to the 
higher tension at which the hydrogen is liberated, this preliminary 
treatment is not necessary. Full particulars of the apparatus of 
Sand and Hackford can be found in the original paper. 
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CHAPTER X. 

SEPARATION OF THE METALS. 

The electrolytic separation of the metals may be brought about in 
several ways. When various metals occur tt^ether, we do not 
generally make a complete separation by electro-chemical methods 
only, without bringing to our aid separations which are purely 
chemical in character. But by a judicious employment of electro- 
chemical and chemical means, separations of the most complex 
mixtures can be broi^ht about, which by the employment of only 
electro-chemical or only of chemical methods m^ht be matters of 
considerable difficulty. The purely electro-chemical methods of 
separation may be classed under five heads : — 

I. Separation by means of Variable Potential.— As the 
decomposition values of the various salts of metals vary, it is 
possible to separate the metals by keeping a constant E.M.F., 
which is high enough to decompose the metal whose salt has the 
lower decomposition value, but too low to deposit the metal of 
higher decomposition value. This method is only applicable wheti 
the decomposition values do not lie too close together. 

II. Separation by depositing one Metal on the Cathode 
and the other on the Anode as Oxide.— It has already been 
found that certain metals can be deposited on the anode as oxides, 
while other metals in the same solution are deposited in the 
metallic condition on the cathode. For example, in a solution 
acidified with nitric add, copper is deposited at the cathode In 
the metallic form, but lead is precipitated on the anode as lead 
peroxide. 

III. Separation by choice of Electrolyte.— Some metals 
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are deposited from acid solutions, other metals can only be pre- 
cipitated from solutions which are neutral or alkaline; certain 
metals are deposited from strongly acid solutions, but others can 
only be deposited from dilute acid solutions, 

IV. Artificial alteratioD of Decomposition Value. — 
This can be eflFected by the formation of complex salts, such as 
the so^alled double cyanides and the thiosulphides, or by altering 
the state of oxidation of the salt. 

V. Hollard's Methods.— The first method of Hollard, which 
we will call A, really comes under the heading IV. It depends 
upon the reduction of the resistance of the bath by suppressing 
the gas formation at the anode. This is carried out by the 
addition of reducing-agents, such as sulphurous acid, to the bath. 

Alfliough, as shown under I., metals can be separated from each 
other by varying the potential, only metals whose polarisation 
potentials are lower than that of hydrogen can be satisfactorily 
separated in this manner. Owing to the necessity of maintaining a 
low potential, the current to deposit the metal is always weak, but 
when the polarisation potential is higher than that of hydrogen, 
then there is a greater tendency for hydrogen to separate than for 
the metal, so that the deposition of the metal is never complete. 
The metal may be fairly readily deposited at first, but when 
towards the end of the electrolysis the concentration of the 
metallic ions becomes low, then the liberation of hydrogen com- 

Opletely prevents any hirther deposition, 
the hydrogen ions alone conveying the 
current. 

^ _^ __ ZZ] B. Secondly, Hollard finds, that when 

. "^ '1^- gT ."~1 a soluble anode is employed, the oxygen 

_ liberation is suppressed. The method is 

-~ Z. I .. 1~| shown diagrammatically in Fig.ji : a is a 

zinc anode which is connected to the 

'°' ''■ platinum cathode b by the wire zn. The 

anode and cathode are separated by means of a parchment 

membrane or porous diaphragm, p. 

Suppose, now, that it is desired in a certain solution to separate 
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nickel from zinc. This solution is placed in the ceil containing the 
cathode, a solution of an indifferent substance, such as magnesium 
sulphate, being placed in the anode compartment. By this means 
a reversible cell of two liquids of the Daniel] type is made. The 
current passes through the external circuit from the platinum to the 
zinc, and through the liquid from the zinc to the platinum. Nickel 
thus becomes deposited out, and the zinc remains in solution. 

C. Infltience of the Nature of the Cathode, — By taking 
a cathode made of the same metal as that to be deposited the 
polarisation potential of hydrogen is raised above the polarisation 
potential of the metal to be deposited. By this means it is 
possible to precipitate such metals as lead, tin, and cadmium from 
solutions which are strongly acid. Cadmium and zinc can, for 
example, be separated by employing a platinum electrode on 
which a coating of cadmium has been already deposited. The 
cadmium is then deposited, but the zinc remains in solution. 

It is not intended to set forth all the possible separations of 
the different metals j only those of the most importance will be 
given. But the student who has carefully worked through the 
depositions of the metals from pure salt solutions should be in a 
position, alter a little experience, to work out methods of separa- 
tion for himself. When the separation is one in which several 
metals are to be dealt with, it is almost invariably necessary to 
combine electro-chemical and chemical methods. The separations 
will be found under the heading of the individual metals. The best 
form of electrode to use for the separation of the metals is generally 
the flag electrode (p. 79), because, when the flag electrode is 
removed from a solution, only a very small quantity of the solution 
which contains the other metal or metals adheres to the electrode, 
and this can generally be quite easily washed off into the beaker 
with the wash bottle. 

Generally the current density and E.M.F. will not be stated, 
except when it is different from that required in depositing from 
pure solutions; in all other cases the reference to the method will 
be given. 
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COPPER. 

Copper is one of the most readiljr deposited of metals, because 
it can be thrown out fiom stroi^ly add solutions, alkaline solutions, 
or solutions containing potassium cyanide. 

Copper from Iron. 

For practice in carrying out the separation of copper and iron, 
prepare a solution containing about i grm. each of copper 
sulphate and ferrous ammonium sulphate or of iron alum. Acidify 
this solution with 2*5 to 3 cc of concentrated sulphuric acid, and 
dilute to 130 or 150 cc. Electrolyse with a current density of 
about I ampere at ordinary temperatures. The time required to 
deposit all the copper will be between three and four hours; with 
warm solutions the copper can be completely deposited under 
three hours. The end reaction is found in the usual way by 
lowering the cathode slightly into the solution ; if afler ten minutes 
no deposit has taken place on the freshly immersed cathode 
surface, the deposition is complete. When all the copper is 
deposited the electrode is removed, and washed and dried as 
usual. (See p. 87.) 

The solution, which now only contains the iron, has about 
4 grm. of ammonium oxalate or tartrate added to it, and is then 
neutralised with ammonia. If too much ammonia is accidentally 
added, the solution may be neutralised back with oxalic or tartaric 
acid. The mixture is now electrolysed at a temperature of 40° to 
50°, with a CD. of 08 to i ampere. (See p. loi.) 

The only drawback to employing sulphuric acid in the separa- 
tion is, that the copper is very often deposited in a spongy and 
non-adherent form. If, instead of using sulphuric acid, 4 to 5 ac 
of nitric acid is taken, then the copper is deposited in a dense and 
firm condition (p. 86). But when nitric acid is used, and there- 
fore, on neutralising, nitrates are present, the iron is often partially 
precipitated as ferric hydrate. For this reason, in this case, it is 
best to add excess of ammonia, and precipitate the iron as ferric 
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hydrate. The precipitate is filtered off, washed with hot water, 
and then dissolved in a little warm solution of tartaric or oxalic 
acid. The solution is then neutralised with ammonia and 
electrolysed as usual Or the solution may be evaporated nearly 
to dryness, with a little sulphuric acid, in order to expel the 
nitric acid. The salts are then dissolved in water, 3 or 4 grm. of 
tartaric 01 oxalic add added, and the solution neutralised with 



Copper from Cobalt or Nickel. 

The copper is deposited as in the separation from iron, from 
solutions acidified with sulphuric or with nitric acid. The same 
remarks with reference to the character of the deposited copper 
apply in this case. Sulphuric add has a tendency to cause a 
poorly adhering deposit, but a good deposit is mvariably obtained 
when nitric add is used. 

If sulphuric add is taken as the electrolyte, and the other 
metal is nickel, it is only necessary to make the solution strongly 
alkaline with ammonia, after the copper has been deposited, and 
then to deposit the nickel directly from this solution (p. 92). 

If the other metal is cobalt, then, after depositing out the 
copper, the solution is made slightly alkaline with ammonia, and 
then just acid with phosphoric acid ; after which 3 grm. ammonium 
dihydrogen phosphate is added, and the cobalt deposited as 
usual from an acid phosphate solution (p. 98). 

Both cobalt and nickel are deposited with difficulty from 
solutions containing nitrates; therefore, if nitric acid has been 
employed for depositing the copper, the solution should be 
evaporated down nearly to dryness with a little sulphuric add 
to drive off the nitric acid. It is then diluted with water, and 
treated as above described. Only in this case the borate method 
may be used for depositing the nickel (p. 95). 
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Copper from Cadmium. 

In separating copper from cadmium, either nitric acid or 
sulphuric acid can be employed, but the former gives the better 
results. 

Smith and Wallace ' recommend the addition of 2 c.c. nitric 
acid to every 100 c.c. of solution, the solution to be electrolysed 
at a temperature of 50°, and with an E.M.F. of 2*5 volts, the 
current under these conditions will be o'l ampere. 

Heidenreich ' states that good results are obtained when 15 c.c. 
sulphuric acid (1*09 sp. gr.) is added to the solution, and the 
electrolysis conducted at an E.M.F. not exceeding v&$ volts. 

When the whole of the copper has been deposited, the 
solution is made just alkaline with sodium hydrate, and sufiicient 
potassium cyanide added to dissolve the precipitate of cadmium 
cyanide first formed. The solution is then electrolysed as 
described on p. 115. 

Smith also recommends separation by employment of a solu- 
tion containing hydrogen disodium phosfrfiate and free phosjrfioric 
acid. He takes 20 c.c. of a solution of hydrogen disodium phos- 
phate (sp. gr. i'03S) and 10 c,c. of a solution of phosphoric acid 
(sp. gr. 1347); temperature, 60°, with a current of 007 to o'o8 
ampere, and a potential of z'5 volts. The time required to 
deposit the copper is about three hours. 

The cadmium can be deposited first, the copper remaining 
in solution if excess of potassium cyanide is added to the solution 
■ of the mixed salts. It has already been noticed under copper, 
p. 90, that when excess of potassium cyanide is present the 
deposition of the copper is prevented ; this, however, is not the 
case with cadmium. 

In order to carry out this operation, sufficient potassium 
cyanide is added to the mixed solution to dissolve the first- 
formed precipitate of copper and cadmium cyanides, and then 
3 to 4 grm. more potassium cyanide added. The E.M.F. should 
' Amtr. Cktm. Soc., 18, 870 ; Amer. Cliem. /num., 13, 319. 
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not be allowed to exceed 2'6 or 27 volts, otherwise a portion 
of the copper may be precipitated as an alloy with the cadmium. 
The cyanide method for depositing cadmium is certainly the most 
sure, but it generally requires from six to eight hours. - 

Copper from Zinc. 

Acid solutions can be employed in this separation, provided 
that the acid is not too dilute. Nitric acid, although it yields the 
best results for copper, has the disadvantage — already frequently 
noted with other metals — of preventing a satisfactory subsequent 
deposition of the zinc. When, therefore, nitric acid is employed, 
the solution must, after the copper has been deposited, be 
evaporated down almost to drj'ness with a little sulphuric acid, 
in order to drive off the nitric acid. The zinc salt remaining 
is then dissolved in water, and the excess of sulphuric acid 
neutralised with ammonia. Solutions containing a trace of sul- 
phuric acid give very good deposits of zinc (p. lao); the pre- 
caution of adding a little ammonia to neutralise the acid freed 
as the zinc is deposited must not be omitted, otherwise the 
deposit may commence to dissolve again. 

The deposition of zinc from cyanide solutions is not satis- 
factory, but Classen's oxalate method gives very good results. 
This method, with the necessary precautions, is set out on p. 119. 



Copper from Silver. 

In the separation of copper from silver the method usually 
employed depends upon variation of potential. Several solutions 
may be used ; for example, solutions acidified with nitric acid 
or the double cyanide can be employed. As a low E.M.F, is 
of necessity employed in the operation, it follows that the current 
is also low, and therefore the separation requires some little time. 
When a solution containii^ nitric add is employed the potential 
should not exceed i'3 to i'4 volts, otherwise copper will be 
deposited along with the silver. The chief objection to using 
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a solution acidified with nitric acid is tlie form in which the 
silver comes down, it being very often of a crystalline nature, 
and the crystals are apt to become detached when the deposit 
is being washed. 

The r^ulation of &e E.M.F. is of very great importance j 
the source from which the current is obtained should not have 
a potential much above that which is required in the experiment. 
One difficulty is, that when most of the silver has been deposited 
and the electrolyte becomes attenuated in silver ions, the E.M.F. 
rises, and unless the experiment is being carefully watched, it will 
be found that towards the end of the operation an alloy of copper 
asd silver instead of pure silver has been obtained. 

Method for regulating the Potential. —When a long 
bath of copper sulphate has two electrodes placed at either end, 
the central space being free, a considerable E.M.F. is necessary 
in order to cause a current of any intensity to pass through 
the bath. Now, when in between the two electrodes plates of 
copper are hung in such a manner that they make no electrical 
contact, it is found that these plates become di-polar— the one 
side becoming anode and 



the other side cathode. 
The drop in potential be- 
tween the plates is accord- 
ii^ to their distance apart 
The drop in potential in 
a io-per-<;ent. copper sul- 
phate solution is about o"3 
of a volt, when the plates 
are fixed about a centi- 
meter apart, and a current 
of I ampere is passing 
through the cell. Such a 

cell is shown diagrammatically in Fig. 52. 

In the figure there are seven plates hung independently ; two 

electrolysing cells are shown, which are connected respectively 
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between the — pole and plate No, 4, and between plate No. a and 
the + pole. If, now, the drop in potential is o'3 volt between 
each plate, it follows that by taking five plates a shunted current 
will be obtauied, having an E.M.F. of 15 volts. Therefore the 
h^hest potential the bath could possibly show would be i^s volts. 
When higher potentials are required, the distance between the two 
end electrodes is increased, with a consequent rise in E.M.F. 

It is not, of course, necessary to have so many plates in 
between, but by having a number of plates the current can be 
shunted off for a number of experiments. The main portion 
of the current passes, of course, directly through the copper bath, 
and any slight variation in the shunt circuit will have no practical 
effect upon the voltage. By increasing the current in the copper 
bath, and therefore the E.M.F., the potential of the shunt circuit 
will also be raised. It is advisable to reverse the current at the 
terminats of the copper bath every twenty-four hours or so, in 
order to keep the copper plates in condition. 

Such an arrangement as this can, of course, only be employed 
where low currents are required. 

Another good method for obtaining low voltages, but which 
does not admit of such delicate graduation as the one just 
described, is to use cupron elements (p. 48), the E.M.F. of each 
cell being about o'8 volt. Therefore 3 cells coupled in series 
give a potential of i'6, and 3 cells 2'4 volts. A thermopile can 
also be used with advantage. 

Copper from Silver in Cyanide Solution. — Both copper 
and silver can be readily deposited from solutions containing 
potassium cyanide in which they both form complex anions. Bat 
the silver is deposited at a lower potential than is required to 
precipitate the copper. In order that silver only may be de- 
posited, the potential must not be allowed to rise above about 
1-6 to VI volts. It is also advisable to have a considerable 
quantity of potassium cyanide present, because the E.M.F. neces- 
sary to deposit copper is higher when the concentration of the 
cyanide is fairly high. The solution is made up by dissolving 
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the copper and silver salts in water, and adding sufficient of a 
solution of potassium cyanide to dissolve the precipitate first 
formed, then about another 3 or 4 grm, of potassium cyanide 
is added to the solution. After all the silver has been deposited, 
which can be ascertained by boiling a few cubic centimeters of 
the solution with a drop or two of hydrochloric acid — this pordon 
withdrawn must be returned again, — the copper can be deposited 
by raising the E.M.F. Since, however, the cyanide solution 
is rather strong for the satisfactory deposition of copper, a little 
sulphuric acid is added to it in order to decompose the excess 
of potassium cyanide — this must, of course, be dont %n the draught 
cupboard. 

Separation in Nitric Acid Solutions.^ — In solutions 
containing nitric acid the silver is deposited without the copper 
if the potential is not allowed to rise above 'i"3 to r'4 volts. As 
soon as all the silver is deposited, the E.M.F. is increased, and 
this causes the copper to be deposited. 

The separation of silver by either of these methods may take 
a considerable time if there is any quantity of the silver salt 
present, from ten to fifteen hours often being required to remove 
less than 0*5 grm. of silver. Therefore these separations are best 
conducted overnight. 



Copper from Mercury. 

These metals may be separated by means of solution in 
potassium cyanide, the mercury being deposited out at a lower 
potential than the copper. Smith and Spencer* recommend to 
electrolyse at a temperature of 55" to 70°, with a CD. of o'o6 to 
o*o8 ampere; the E.M.F. must not exceed z's volts. About o*i 
grm. mercury can thus be deposited in from three to four hours. 
For this quantity of mercury, and an equal quantity of copper, 

' Kiliani, Berg, und ffiiiten Ztit., 1888, 375 ; Freudenbuig. Zeii.f. Phys. 
Ckem., IS, 197. 

' Amcr. Ckem. Soc., 1894. 
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about I to a grm. of potassium cyanide is sufficient. When all 
tiie mercury is deposited out, the current is increased, and the 
copper is in turn precipitated. 

Copper from Lead. 

By using solutions containing a considerable quantity of nitric 
acid, there is no difficulty in depositing copper and lead simul- 
taneously. A sand-blasted flag electrode or roughened basin is 
made the anode, the cathode being of the usual wire form generally 
employed as the anode. 

To every loo c.c. of solution about 7 to 8 grm. of con- 
centrated nitric acid is added, and the solution electrolysed at a 
temperature of 55° to 60°. The CD. may be from i to 175 
amperes, and the E.M.F. will be about 14 to i^s volts. 

The lead is all deposited in about an hour and a half, but 
the copper takes considerably longer to deposit. If the amount 
of copper is large, it is better to Stop the electrolysis when the 
whole of the lead has been thrown out, and remove the electrode 
on which the peroxide has been deposited. A fresh cathode of 
larger surface is then placed in the solution, and the electrolysis 
of the copper recommenced, the original cathode being now the 
anode. This chdnge of electrode is rather tiresome when a basin 
anode has been employed, but it entails no trouble with a flag 
electrode. The deposition of the copper is carried out according 
to the usual method of operarion in solutions containing nitric 
acid (p. 86). It is sometimes advisable to partially neutralise the 
excess of nitric acid after the lead has been deposited, because 
copper is only slowly thrown out from solutions containing very 
large quantities of nitric acid. 

Copper from Mang:anese. 

Copper and manganese can be separated in much the same 
manner as copper and lead, only if nitric acid is employed its 
amount must not exceed 3 or 4 per cent., because with stronger 
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solutions of nitric acid permianganic acid is produced and no 
anode deposit is foimed. It will be remembered that considerable 
difEcultjr is experienced in obtaining a satisfactory and adherent 
anode deposit of manganese oxide; in fact, the only really 
satisfactory method is the one described on p. 139. There it is 
mentioned that in cases of separation small quantities of a mineral 
acid may be added. 

The solution is therefore made up by dissolving the manganese, 
and copper salt in water, adding about 2 to 3 grm, of chrome 
alum, about 8 grm. of ammonium acetate, and 2 cc. of sulphuric 
acid. This mixture is then electrolysed with a CD. of o-6 to 1 
ampere, at a temperature of 75° to 80°, The copper will probably 
' be deposited in a badly adhering form, and it may be advisable to 
redissolve it in nitric add and re-deposit it. 

With caie the copper and manganese can he separated from 
solutions containing about a to 3 per cent, of nitric acid ; but 
the manganese deposit is rarely satisfactory, although the copper 
is generally quite good. But as the manganese deposit is not 
very readily dissolved up again, this method is not of much 
value, owing to the difficulty of obtaining a solution of the 
manganese if it is desired to re-deposit the metal. 

Separation of Copper from Antimony. See p. i8i, 
Separation of Copper from Gold. See p. 186. 



IRON. 

Iron from Copper. 

This separation will be found on p. 154, 

Iron from Silver. 

Since silver can be deposited from solutions containing excess 
of nitric acid, we have here a method of separation of iron from 
silver. As, however, the deposit of silver is not always satisfactory 
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from solutions containing nitric acid, and as the presence of nitrates 
is harmful when depositing iron, this method is hardly to he 
recommended. Silver is likewise readily deposited from solutions 
which contain potassium cyanide, but iron is not; seeing likewise 
that the cyanides can be afterwards decomposed by boiling with 
dilute sulphuric acid, the cyanide method is fairly satisfactory. 

The solution containing fbe salts of iron and silver has about 
a or 3 grm. of potassium cyanide added to it, and the clear 
solution is electrolysed at a temperature of from 50° to 60°, an 
E^M.F. of about 2'a to 2-5 volts being employed. The electrolytic 
separation of iron and silver is not of any importance. 

Iron from Mercury. 

The separation of iron from mercury is readily carried out in 
solutions acidified with nitric acid (see Mercury, p. 105). Here 
again, however, it is necessary to remove the nitric acid or nitrates 
before adding ammonium oxalate or ammonium tartrate. In order 
to effect the removal of the nitric acid, a few cubic centimeters 
of sulphuric acid are added, and the solution evaporated nearly to 
dryness. It is then taken up with water, the excess of ammonia 
added, and the alkaline solution then neutralised with oxalic or 
tartaric acid. 

Iron and mercury can likewise be satisfactorily separated in 
solutions acidulated with sulphuric acid. Add i c.c. of strong 
sulphuric acid to the solution, and dilute to 130 c.c. Electrolyse 
at a temperature of 60°, with a current of 04 to o'6 ampere. In 
about an hour and a half the whole of the mercury will be 
depoated. 

Mercury can be readily deposited from solutions containing 
excess of sodium sulphide (p. 106), whereas iron does not go into 
solution, but is precipitated as sulphide. This method may be made 
use of to separate the two metals. Excess of sodium sulphide is 
added to a hot neutral solution of the two metats, and the mixture 
is boiled for 3 few minutes, and then filtered. The iron sulphide is 
washed with a tittle hot water, the washings being added to the 
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solution of the mercury sulphide. The mercury is then electrolysed 
in the usual manner, care being taken that there is a sufficient 
excess of sodium sulphide present. The iron sulphide is dissolved 
in a little dilute sulphuric acid, and the solution boiled to drive off 
the sulphuretted hydrogen. It is then made alkaline with ammonia, 
and neutralised with oxalic or tartaric acid, and electrolysed as 
usual. 

Iron from Zinc. 

Iron is not depodted from solutions containing free sulphuric 
acid, whereas zinc can be precipitated from such solutions, pro- 
vided there is not a lai^e excess of sulphuric add present. It 
might therefore be supposed that there would be no difficulty in 
thus effecting a separation j this, however, is not the case. When 
a mixed solution of an iron and zinc salt containing a small 
quantity of sulphuric acid is electrolysed, an alloy of unc and 
iron is obtained. Although this m^ht appear to entirely invalidate 
the method, this is not the case, because the whole of the iron 
and zinc can be deposited as an alloy, and the alloy, after being 
weighed, is dissolved in dilute sulphuric acid. The iron goes into 
solution in the ferrous state, and can then be titrated with standard 
permanganate. The difference in the quantity of iron found and 
of the total weight of the alloy represents the weight of the 2anc. 

There are several solutions from which the alloy of zinc and 
iron may be deposited. Classen uses the double oxalate method. 

I. The neutral solution of zinc and iron is poured into a hot 
solution of 8 to 10 grm. of ammonium oxalate. During the 
electrolysis the mixture is kept just acid by addition of small 
quantities of oxalic acid. The solution may be electrolysed warm 
with a CD. of from 05 to i ampere. 

When the electrolysis is finished, the electrode is removed, 
and washed and dried as usual ; it is then weighed. The electrode 
is now placed in about 3a per cent, sulphuric acid, and the soludon 
gently warmed, when the deposit slowly dissolves. As soon as 
the whole of the deposited metal has dissolved, the solution is 
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diluted with water, and titrated with standard potassium per- 
manganate, the amount of iron being thus estimated. 

If the amount of zinc in the original alloy is too great, there is 
a tendency for it to go into solution again towards the end of the 
reaction, and, at the same time, for hydrated oxide of iron to be 
precipitated. 

II. The separation can also be very satisfactorily carried out 
from solutions containing sodium sulphate, and traces of free 
sulphuric acid. Here, again, if there is a large excess of zinc 
present, it shows a tendency to go into solution towards the end 
of the operation, if the precaution of adding small quantities of 
ammonia from time to time is omitted (p. lao). A CD. of 0*4 to 
0'8 ampere may be used, and the solution electrolysed cold. 

III. Vortmann recommends the use of Rochelle salt and 
caustic soda : 3 or 4 grm. of Rochelle salt is added to the solution, 
and then an excess of 10 to 20 per cent causdc soda solution. 
The mixture is then electrolysed with a low CD. of o^o^ to 01 
ampere. Toward the end of the electrolysis the temperature is 
advantageously increased to 50° or 60°. The whole of the iron is 
deposited in three or four hours, while the zinc remains in solution. 

Hollard and Eertiaux ' find, by first adding sulphurous acid to 
the solution of the sulphates of iron and linc, then after nearly 
neutralising with sodium hydrate adding potassium cyanide, which 
produces potassium feirocyanide, that only zinc is deposited. 

Note. — In the deposition of zinc, it must be borne in mind that 
platinum electrodes should not be used for the reasons set out on 
p. 120. When an alloy is produced, and the solution has afterwards 
to be titrated with permanganate, the platinum should first be 
coated with silver, because the presence of copper would interfere 
with the end reaction. 

Iron from Nickel and Cobalt. 

The most satisfactory way of estimating iron in presence of 
nickel or cobalt is again the method of alloy. Classen uses 
' Cem^l. Sendui, 1S6, 1266. 
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his double oxalate method, and deposits the nickel and iron 
K^ether as an alloy. The alloy is then weighed, and afterwards 
dissolved in sulphuric or hydrochloric acid, and the solution 
titrated with potassium permanganate in order to estimate the 
iron. 

The mixed iron and nickel salt is poured into a solution of 
about 6 to 8 grm. of ammonium oxalate, and the mixture electro- 
lysed at a temperature of 60° to 70", with a CD. of 0-5 to i"5 
ampere, the whole of the metals being deposited in the form of 
an alloy in from two and a half to three hours. 

The alloy of iron and nickel is extremely difficult to dissolve 
in either dilute sulphuric or hydrochloric acids, although either 
acid will dissolve it if given sufficient time. Fairly concentrated 
warm hydrochloric acid is the best solvent, but the iron must then 

be titrated with — ^ potassium dichromate. 

Ammonium tartrate may be used for this separation quite as 
satisfactorily as ammonium oxalate, in fact the deposit oflen has a 
better appearance from this solution than from the oxalate solution. 

A mixture of iron and cobalt is treated in exactly the same 
manner as for nickel and iron. The only difficulty is due to the 
red colour of the solution when titrating the iron. This red colour 
can, however, be neutralised by addition of small quantities of 
nickel sulphate to the solution, a solution of the green nickel salt 
and the red cobalt salt producing an almost colourless liquid. 

Iron from Chromium. 

When a mixed solution containing iron and chromium is 
electrolysed after addition of ammonium oxalate or tartrate, the 
iron is deposited at the cathode as usual, and the whole of the 
chromium salt is converted into the form of a chromate. When 
the deposition of the iron is completed, the electrode is removed, 
and washed and dried as usual. 

The solution now contains the chromium compound as 
chromate, which may be estimated by acidifying the solutions 
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with dilute sulphuric acid and titrating with ferrous ammonium 
sulphate. This estimation can be carried out either by an addition 
of an excess of a weighed quantity of ferrous ammonium sulphate 
and titrating back with potassium permanganate — the end reaction, 
however, is rather difficult to see; or by titrating with a standard 
solution of ferrous ammonium sulphate, using potassium ferri- 
cyanide as an indicator. 

Another method is to acidify the solution with sulj^uric acid 
and reduce the chromate with sulphurous acid; or reduce by 
acidifying with hydrochloric acid and boiling with alcohol. The 
chromium in the reduced solution is then precipitated as hydroxide 
by addition of ammonia, and the hydroxide is filtered off, washed, 
dried, and ignited, the chromium being estimated as Cr^O,. 

Iron from Aluminium. 

A method somewhat similar to that employed in separating 
iron from chromium may be employed for separating iron and 
aluminium. Excess of ammonium oxalate or tartrate, about S to 
10 grm., is added to the neutral solution of the mixed metals, and 
the solution electrolysed as usual. 

At the commencement of the electrolysis only iron is deposited, 
but as the quantity of iron decreases, and ammonium carbonate is 
produced by the decomposition of the ammonium oxalate, small 
quantities of aluminium hydroxide may be deposited as white 
gelatinous flakes. If the quantity of aluminium hydroxide thus 
deposited is only small, it can be neglected. But when a con- 
siderable amount is thrown out, it has a tendency to adhere to 
the negative electrode, and is then rather difficult to remove ; this 
causes the weight of iron to appear too high, and that of the 
aluminium too low. In this case it is best to add a slight excess 
of oxalic acid, in order to bring the hydroxide into solution again ; 
on further electrolysing, the whole of the iron is thrown out. The 
aluminium in the solution is estimated by addition of excess of 
ammonium hydrate, whereby the aluminium is precipitated as 
hydroxide, and is then estimated in the usual manner as AljOa. 
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When ammonium tartrate is used as electrolyte, the aluminium 
hydroxide is not precipitated, therefore it is to be recommended 
rather than the oxalate. In this latter case, the CD. should not 
exceed i ampere, but is better to be kept at o'8 of an ampere. 

According to Holtard and Bertiaux,' the addition of sulphurous 
acid to the electrolyte prevents the deposition of aluminium 
hydroxide, when oxalate solutions of aluminium and iron are 



Iron and Manganese. 

As iron and manganese are constantly met occurring together, 
and as the ordinary methods of separation of these two metals are 
not very satisfactory, a good electrolytic method would be of 
great importance. Owing to these causes a great many attempts 
to obtain a satisfactory separation have been made, but it is only 
quite recently that a successfiil process has been devised. It 
might be supposed, seeing that manganese can readily be deposited 
at the anode, but that iron is always precipitated on the cathode, 
that there should be no difficulty in devising a separation. But 
unfortunately there is a great tendency on the part of the iron to 
be deposited in greater or less quantities as hydrated oxide along 
with the manganese oxide. 

Classen has recommended his oxalate method for separating 
iron and manganese, but there is here always a tendency for a 
mixture of ferric hydrate to be deposited along with the manganese 
hydrate at the anode. 

A. Hollard and Bertiaux ^ find that the addition of sulphurous 
acid prevents the precipitation of the iron oxide. The electrolyte 
consists of a mixture of ammonium citrate and ammonium 
sulphate, about 3 to 4 grm. of each. The solution is electrolysed 
with a CD. of 1 ampere, and at a temperature of 48°. It is found 
that the iron is deposited more rapidly than the manganese, there- 
fore the lai^er electrode, e^. the basin or flag, is made the cathode. 

■ Compt. Reniius, 1903, 136, ia66. 
' Ibid., 1903, 138, rz66. 
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As soon as all the iron has been deposited, the cathode is removed, 
the iron dissolved in dilute sulphuric acid, and titrated wi^ 
potassium permanganate. A certain amount of the cathode 
deposit may consist of iron sulphide, and when this is dissolved, 
sulphuretted hydrogen is evolved. It is necessary, of course, to 
make sure this has all been driven off before titrating with per- 
manganate. 

The larger electrode is now made the anode, the smaller 
previous anode coated with some of the peroxide being now the 
cathode. This coating of peroxide passes into solution, and, 
together with the manganese remaining in the original solution, 
is deposited upon the anode. The temperature employed for this 
latter electrolysis is 90° to 95°. The amount of ihe deposited 
manganese is determined by ascertaining how much iodine is 
liberated by it from an acid solution of potassium iodide. 

MnO, + aHI + H^. = MnSO* + sHjO + I, 
When a solution containing iron and manganese, to which has 
been added an excess of ammonium oxalate, is electrolysed, the 
iron commences to come down before the manganese, and it is 
only after some little time that the manganese peroxide commences 
to separate. As soon as the manganese begins to separate, J. 
Kuster ' finds that the addition of small quantities of phosphorous 
acid, added from time to time during the first two hours of the 
electrolysis, prevents the deposition of ferric hydrate, and likewise 
prevents the precipitation of manganese peroxide. 

The solution is electrolysed with a CD. of i"5 to 3 amperes 
at ordinary temperatures, and as soon as the manganese com- 
mences to be deposited at the anode, i or a c.c. of a lo-per-cent. 
solution of phosphorous acid is added. The manganese deposit 
immediately vanishes, and the solution becomes reddish. As 
more manganese is thrown out, a further quantity of phosphorous 
acid is added. After about 2 hours, when the main portion of 
iron has been deposited, it is no longer necessary to add any more 
phosphorous acid. The addition of about 15 c.c. of phosphorous 
■ Ber., 1903, S6, 2716. 
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acid at the commencement of the operation entirely prevents the 
deposition of manganese peroxide. Too much phosphorous acid 
should not be added, because this causes the iron to be pre- 
cipitated very slowly. The whole of the iron is deposited in from 
five to ten hours, depending upon the amount of phosphorous add 
added. Toward the end of the reaction the solution becomes 
dark brown in colour, and may he opaque from the presence of 
more or less precipitated bydrated oxide of manganese. On 
dilution with water the hydroxide is thrown out. 

Iron from Lead. 

Iron can readily be separated from lead by electrolysing in a 
solution containing excess of nitric add. The lead is deposited 
at the anode as peroxide, and the iron remains in solution. 
Before depositing the iron, it is necessary to get rid of the nitric 
acid. The best way is to predpitate the iron as ferric hydrate by 
the addition of excess of ammonia ; the precipitate is then well 
washed with hot water and dissolved in oxalic add, and the 
oxalic acid solution neutralised with ammonia. Or the ferric 
hydrate may be dissolved in tartaric add, the solution exactly 
neutralised with ammonia, and the iron deposited as usual. 



COBALT AND NICKEL. 

Many attempts have been made to separate cobalt and nickel 
electrolytically, but none of the methods so far published can be 
said to give very satisfactory results. The only method which can 
be at all recommended is that of A. Coehn and M. GlSser,' and 
even this cannot be termed absolutely quantitative, but probably 
with a little alteration it might be improved. 

The process depends upon the simultaneous deposition of the 

two metals — nickel at the cathode and cobalt at the anode. 

In order to deposit cobalt quantitatively at the anode, naturally 

the metal must, by some means or other, be prevented from being 

' Zdt.f. Antrg. Ckem., S3, 9. 
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precipitated on the cathode. Now, as hydrogen is only deposited 
0-33 volts higher than cobalt, too high an E.M.F, must not be 
employed, or else one must employ some method in which the 
deposition takes place at a lower potential than that at which 
the H ions are discharged, e.g. the addition of a chromate to the 
solution. The method employed by Coehn and Glaser is as 
follows : — 

To the neutral solution, which should not contain more than 
o'r grm. of cobalt, o'l to o'2 gim. K^CrjOi is added, and 3 to 
4 gnn. potassium sulphate. The solution which is made up to 
Sooc.c.iselectrolysed withanE.M.F. of j-j to 2 '4 volts, the current 
being about o'lo to o'ls ampere. In about ten hours the whole 
of the cobalt is deposited as peroxide, and the nickel as metal on 
the cathode. The cobalt oxide deposit is afterwards dissolved in 
acid, and after neutralisation deposited in the usual manner in the 
metallic form on the cathode. 

Cobalt and Nickel from Iron — See p. 165. 



Cobalt and Nickel from Copper. 

The solution containing the cobalt and copper salts or a 
mixture of all these is electrolysed in a solution containing an 
excess of nitric acid. Copper only is deposited on the cathode, 
the nickel and cobalt remaining in solution. 

As both nickel and cobalt are only deposited with difficulty 
from solutions containing nitric acid or nitrates, the solution 
remainbg after the copper has been deposited must be evaporated 
to small bulk with sulphuric acid in order to drive off the nitric 
acid. The cobalt or nickel are then analysed in the usual manner. 



Cobalt and Nickel from Silver. 

Two methods may be used to effect the separation of nickel 
or cobalt from silver. Either a solution acidified with nitric acid 
can be employed, or a solution containing the double cyanides 
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of these metals. Solutions of the double cyanide are preferable. 
The E.M.F. is kept as low as possible, a current of o-i ampere 
being employed, but however much care is taken, there is always 
a tendency for the silver and nickel to be deposited together. 
Seeing with what great ease silver can be separated from cobalt 
and nickel by ordinary chemical means, it is obvious that there 
is no advantage to be obtained by employing the somewbat 
doubtful electrolytic method. 

Cobalt and Nickel from Zinc. 

The mixed salts are dissolved in water, and then poured into 
a solution of from 5 to 6 grm, of rochelle salt (potassium sodium 
tartrate) and then excess of sodium hydrate added, after which 
the solution is made up to the required bulk. A current of from 
o'3 to 06 ampere may be used. The zinc is deposited, but the 
nickel and cobalt remain in solution, the whole of the zinc is 
deposited in from three to four hours. With cobalt salts there is 
a tendency for part of the cobalt to be deposited at the anode as 
oxide ; if this should be noticed, the addition of small quantities 
of hydroxylarain sulphate or chloride from time to time will cause 
it to dissolve off, or a small quantity of potassium iodide may 
be added. There is a marked tendency for the zinc to be 
deposited in a spongy form, and to be very burnt in appearance. 

Cobalt and Nickel from Lead. 

This separation is readily carried out in solutions containing 
excess of nitric acid. The cobalt and nickel are not deposited, 
but the lead is precipitated as peroxide on the anode. A current 
of I to i'5 amperes may be employed, and the solution is best 
electrolysed at 60° to 70°, If it is afterwards desired to deposit 
the nickel or cobalt, the nitric acid must first be got rid of, 
because in presence of nitrates the metals are thrown out exceed- 
ingly slowly, although the deposits are often extremely good. 
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Cobalt and Nickel from Manganese. 

The separation of nickel or cobalt from manganese may be 
carried out in a similar manner to that described for separating 
iron and manganese. The method can, however, hardly be 
recommended as being one of any great degree of accuracy 
(see p. j68). 

Nickel and Cobalt from Mercury. 

This separation can be carried out in solutions containing free 
nitric or sulphuric acid. Owing to the fact that nickel and cobalt 
are only slowly deposited from solutions containing nitrates, it 
is better in this case to use solutions containing about 3 per 
cent, of sulphuric acid. The electrolysis may either be conducted 
at ordinary temperatures or at a temperature of 55° to 70*; the 
ordinary precautions adopted in depositing mercury must be 
observed {see p. 104). 

Beside employing acid solutions, solutions containing potas- 
sium cyanide may be used; from the latter solution, nickel and 
cobalt are only deposited with currents of a considerable E.M.F-, 
whereas mercury can be deposited readily with currents of low 
potential, from about 1*5 volts. It is best to electrolyse at a 
temperature of from 55° to 70°; the presence of cobalt causes the 
mercury to be deposited more slowly. Generally speaking, about 
o"3 grm. of mercury can be deposited in about three hours, but it 
may require from four to five hours. The KM.F. should not rise 
above i'9 volts. 

MERCURY. 

The separation of mercury from the other metals can be carried 
out on much the same lines as the methods adopted for separating 
silver from other metals. 

Separation of Mercury from Copper. — See p. 160. 

Separation of Mercury from Iron.— See p. 163. 
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Separation of Mercury from Cobalt and Nickel. — 
See p. 173. 

Mercury from Lead.^ 

It might be supposed that mercury and lead could be very 
readUy separated by electrolytical methods, in solutions contain- 
ing nitric acid, the mercury beii^ deposited on the cathode, and 
the lead as peroxide at the anode. To a considerable extent this 
does take place; but if less than 15 per cent, of nitric add he 
present, the lead is only partially deposited at the anode, a portion 
coming down as metal at the cathode and foimii^ an amalgam 
with the meicury. If low currents are employed, this combined 
deposition at the cathode can be almost completely prevented. 
The CD. should not be above 0*3 ampere, and there should be 
from 25 to 30 C.C. of nitric acid (sp, gr. i'3) added for every 150 
c.c. of solution. 

Mercury from Manganese. 

From solutions containing free sulphuric acid and a small 
quantity of chrome alum, mercuty and manganese can be separated, 
the manganese being deposited on the anode as oxide, and the 
mercury on the cathode. The smaller electrode must be used 
as cathode ; for the rest, it is only necessary to use the conditions 
and precautions necessary for depositing manganese, in order to 
obtain a complete separation (see p. 138), 

Mercury from Silver and Qold. 

It is not possible to directly separate meicury from silver and 
gold by electrolytic means, as the decomposition values of the 
salts of these three metals lie too closely together. But mercury 
and silver or mercury and gold can readily be obtained as 
amalgams, either from solutions conlaining free nitric acid or 
from cyanide solutions. 

' Smith and Moyer, Zdl. /. Anorg. Chtm., 4, 367. Hddenrdcb, Ber., 

ae, 158s. 
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The CD. may vary from o-i to 07 amperes. When the 
mercury and silver or mercury and gold have been deposited, the 
amalgam is weighed, and then the mercury driven off by heating ; 
on cooling and again weighing, the loss of weight represents the 
amount of mercury which had been deposited. Care must be 
taken not to heat the amalgam to too high a temperature, or 
there will be a danger of causing the silver or gold to alloy 
with the platinum electrode. In order to make quite sure that 
the whole of the mercury has been driven off, the electrode 
should be s^ain heated, and, if any loss in weight is noticed, 
it must be heated until a constant weight is obtained. 

Mercury from Antimony. 

When a solution containing a mixture of mercury and 
antimony salts is electrolysed with a current of from 0*015 ^° 
o'o9 ampere and an E.M.F. of 3'o to $'6 volts, the whole of 
the mercury is deposited, while the andmony remains in solution. 
About 5 gnn. of tartaric acid and 15 to 30 c.c. of lo-per-cent. 
ammonia is added to the solution to be electrolysed, which, after 
heating to 50° or 60°, is electrolysed with the currents above 
slated; the antimony must be present in the higher state of oxida- 
tion. The deposition requires about six or seven hours. After 
all the meicuiy has been deposited, the antimony can either be 
deposited from the same solution by renderit^ it quite neutral, and 
passii^ a current of from 0-5 to 08 ampere — the electrolysis is 
best conducted at ordinary temperatures ; or the antimony can 
be precipitated with sulphuretted hydrogen, dissolved in excess 
of sodium sulphide, and electrolysed as described on p. 108. 

Mercury from Arsenic. 

Mercury can readily be separated from arsenic, from solutions 
containing free nitric acid ; about i to 3 per cent, is sufficient. 
The E.M.F. should not exceed r'8 volts; the mercury is de- 
posited, and the arsenic remains in solution. When high currents 
are employed, the deposited mercury is contaminated with arsenic. 
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Mercury from Tin. 

Mercury can be separated from tin in an exactly similar 
manner to that employed in separating it from antimony, namely, 
from solutions containing tartaric acid and ammonium tartrate, 
The mercury salt should first be added to the tartaric acid, and 
then the ammonia mixed with it, after which the tin salt may be 
added, and the mixture electrolysed at a temperature of 55°, the 
potential not being allowed to exceed 17 volts. 

Mercury can also be separated from tin by taking advantage 
of the fact that, although mercury can be deposited from solutions 
containing a large excess of sodium sulphide, tin is not precipi- 
tated from such solutions by the electric current. About 20 to 30 
c.c. of a concentrated solution of sodium sulphide is added to 
the mixture of mercury and tin, and the solution diluted to 135 
or 130 c.c. 

This mixture is then electrolysed with a current of from o'l 
to 0*15 ampere, the temperature being about 70°; under these 
conditions the £.M.F. will be about 2*5 volts. In about five or 
six hours the whole of the mercury mil have been deposited. 

SILVER. 

Separation of Silver from Copper. — See p. 157. 
Separation of Silver from Iron.— See p. i6a. 
Separation of Silver from Nickel and Cobalt. — See 
p. 171. 

Separation of Silver from Mercury. — Seep. 174. 

Silver from Cadmium. 

From Cyanide Solution. — ^About 3 grm. of poUssium 
cyanide — which must be pure, otherwise the silver deposit may 
be brown in colour — is added to the solution containing the 
cadmium and silver salts, and the solution diluted to about 130 c.c. 
With low currents of o"o2 to 003 ampere, and at a temperature of 
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60° to So", the whole of the silver will be deposited, while the 
cadmium will remain in solution. The E.M.F. will be about 
3'i volts; from five to six hours will be required to deposit 
o'l to o'3 gnn, of silver. 

The cadmium can either be deposited from the cyanide solu- 
tion by increasing the current to o'g or o'8 ampere, or the cyanide 
can be decomposed, and one of the other methods described 
under Cadmium (p. 114) may be employed for its deposition. 

From Nitric Acid Solution. — To the solution of the 
mixed salts add 10 to la c.c. of nitric add (sp. gr. 1-4), and make 
up to 130 or 140 c.c. Heat to 60° or 65", and electrolyse with 
a low current, so that the E.M.F. shall not exceed s'o to 2'8 
volts. The silver may in this case be deposited in a more or 
less crystalline form, and probably will not adhere very well to the 
electrode. 

The cadmium remains in solution, and can be deposited by 
addii^ excess of sodium or anmionium acetate to neutralise the 
nitric acid, and then electrolysing with a current of o-i to o-a 
ampere. 

Silver from Lead. 

Add 8 c.c. concentrated nitric acid to the solution containing 
the mixture of lead and silver salts, and then make up to about 
150 c.c. Electrolyse at a temperature of 80°, with a current of 
o'i8 to o'2 ampere. The silver and lead are deposited simul- 
taneously — the silver on the cathode, the lead on the anode as 
peroxide. The usual precautions as to washing and drying the 
deposits, necessary for silver and lead, are adopted. 

For the estimation of small quantities of silver in presence of 
large amounts of lead, see p. 189. 

Silver from Tin. 

The separation of silver from tin is best carried out by a 
combination of chemical and electrolytical methods, and may 
be done as follows : — 
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Pass sulphuretted hydrt^en ioto the acid solution containing 
the tin and siWei salts. Filter off the mixed sulphides, well wash 
with water, and then treat with successive small quantities or 
ammotiium sulphide. 

The IJQ sulphide dissolves, and the solution so obtained, after 
dilution to the requisite volume, is electrolysed hot, with a current 
of o'S to I ampere, the usual precaudons necessary to electro- 
lysing tin being followed, (See p. in.) 

The silver sulj^ide is washed with water and dissolved in a 
solution of potassium cyanide, or dissolved in warm nitric acid, 
evaporated to small bulk to drive off excess of nitric acid, 
neutralised with ammonia and treated with potassium cyanide. 
It is then electrolysed as described on p. izi. 



Silver from Antimony. 

The separation of silver from andmony is similar to that 
employed for separating it fioro tin. The mixed sulphides are 
treated with ammonium sulphide, or better with sodium sulphide, 
and the antimony solution so obtained electrolysed as usual ; the 
silver, after treatment with potassium cyanide, electrolysed per se. 

Silver and antimony can also be separated by purely etectro- 
lytical methods, and these are extremely exact when carried out 
with care. According to A. Fischer,' the metals can be separated 
from a solution in nitric acid in the following maimer : — 

I. To a solution of the andmony and silver salt, the total 
volume of which is i6o c.c, 5 grm. of tartaric acid and a c.c, of 
nitric acid (sp. gr. i-4)are added. This solution is electrolysed in 
the cold with an E.M.F. of 13 to 15 volt, the current varying from 
o'oi to 005 ampere, Under these condidons the dme required 
is about eighteen hours. But at a temperature of 50° to 60°, with 
the same E.M.F., the current is 002 to oia ampere, and the 
whole of the silver is deposited in eight to nine hours. 

When the whole of the silver has been deposited out, the 
solution is evaporated to small bulk, made alkaline with sodium 
' Btr^ se, 3J4S. 
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hydrate, and about 80 c.c. of sodium sulphide added. If the 
solution is yellow, potassium cyanide may be added until it 
becomes colourless. The antimony is then deposited from this 
solution in the usual manner (p. 108). 

11. The separation can also be carried out firom solutions con- 
taining potassium cyanide and tartaric acid; the addition of tartaric 
acid is necessary to cause the solution of the antimony salt. The 
electrolysis can either be conducted at the ordinary temperature, 
when eighteen hours are required to deposit all the silver, or at 
30° to 50°, when e^ht hours are suflScient. 

Procedure, — Add to the solution a solution of from 3 to 
5 grm. potassium cyanide and 0*5 to i grm. of tartat^c acid : the 
mixture is then made up to 150 to 160 c.c, and electrolysed with 
an E.M.F. of 2'o to i'4 volts. The antimony, when in the pentad 
condition, is not deposited unless the E.M.F. rises above z'6 
volts; but when it is in the lower state of oxidadon it begins 
to be reduced at 2*0 to 2*1 volts; therefore, in order to separate 
the two metals in potassium cyanide solution, the antimony must 
be in the pentad condition. 

It is important that the potassium cyanide employed should 
be of the purest, otherwise the solution becomes brown, and 
polymerisation products of hydrocyanic acid may be deposited 
upon the silver, and lead to incorrect results. 

When the whole of the silver has been deposited, the solution 
is evaporated to small bulk, and 70 to 80 c.c. of sodium sulphide 
added ; the antimony is then deposited as usual. 

Silver from Zinc. 

Soth zinc and silver can be deposited from cyanide solutions, 
but the silver can be deposited at a much lower potential than 
the zinc. If, therefore, a low current density is employed, the 
E.M.F. obtained is not sufficient to deposit the zinc; while it is 
quite high enoi^h to decompose the silver solution. With a 
current density of o'oas to 0035, the E.M.F. is about 3-65 to 
375 volts; in about three or four hours the whole of the silver 
will be deposited. 
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Since the deposition of zinc from cyanide solutions is eztremety 
slow and rather uncertain, it is best to decompose the cyanide 
by wanning with small quantities of sulphuric acid, and, atler 
nearly neutralising the excess of sulphuric acid with ammoniuni 
hydrate, electrolysing with a CD. of 0'O3 to o'o6 ampere. The 
whole of the zinc will be deposited in about two or three hours. 
For the precaurions necessary when deposiring zinc from sulphuric 
acid solutions, see p. rao, 

LEAD. 

Separation of Lead from Copper. — See p. i6i. 
Separation of Lead from Iron — Seep. 170. 
Separation of Lead from Cobalt and Nickel. — See 
p. 172. 

Separation of Lead from Mercury. — See p. 174. 
Separation of Lead from Silver. — See p. 177. 

Separation of Lead from Antimony. 

Antimony and lead are often found together in alloys, there- 
fore a good method of separating these metals would be extremely 
useful. Neumann and Nissenson ' recommend dissolving the 
alloy (z'5 grm.) in a warm mixture of 10 grm. of tartaric acid, 15 
c.c. water, and 4 c.c. nitric acid (sp. gr. i'4). A clear solution 
can thus be obtained, and to this is added 4 c.c. of concentrated 
sulphuric acid; on cooling, the solution is made up to 250 c.c. 
The precipitated lead sulphate is then filtered oflf, and, in order 
to determine the antimony, 50 c.c. of the filtrate is made strongly 
alkaline with caustic soda, and 50 c.c. of a strong solution of 
sodium sulphide added. The mixture is then warmed, and, if 
necessary, it is filtered, and the clear solution electrolysed for 
antimony as usual with a current density of i'5 to 175 amperes. 
(See p. 108.) 

' NeumaDD and Nissenson., Cirm. Ziil,, 1B9B, 49. 
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If it is desired to estimate the lead, the lead sulphate is 
digested with a little concentrated ammonium hydrate for a few 
minutes. The lead sulphate is thereby converted into hydrate, 
then it is cautiously washed into a solution of 20 c.c. nitric 
acid. After making up to the required bulk, the solution is 
electrolysed as usual (p. 137). 



ANTIMONY. 

Separation of Antimony from Silver. — See p. 178. 
Separation of Antimony from Mercury. — See p. 175. 

Antimony from Copper. 

Copper may be separated from antimony in solutions con- 
taining tartrates, the copper being deposited, the antimony 
remaning in solution.' To a solution containing about o'l grm. 
of the two metals add S grm. of tartaric acid and 25 cc. of strong 
ammonia. It is necessary for the antimony to be present in the 
pentad condition. Heat the mixture to 50°, and electrolyse with 
a current density of o'oS to o'lo ampere; the E.M.F will be about 
I "8 to 2 volts. The whole of the copper is deposited in from 
five to six hours. The antimony can then be deposited, by making 
the solution exactly neutral with tartaric acid, and electrolysing the 
hot solution with a current of o'z to o'5 ampere. (See p. iii.) 

Antimony from Tin.' 

While tin can be quantitatively deposited from solutions con- 
taining excess of ammonium sulphide, it cannot be obtained 
quantitatively from solutions to which has been added sodium 
sulphide ; in fact, if sufficient excess of sodium sulphide is pre- 
sent, the precipitation of the tin by the electric current is entirely 
prevented. 

' Jtmm. Amer. CAtm. Soe., 16, 195, and Zat./. Aaorg. Ckem., 4, 274. 
' J<r., XVII. 2145 ; XVIII. iMo and 1060. 



:v Google 



iSa Practical Electro-Ckemistry. 

The sodium sulphide should be as pure as possible ; for this 
reason it is best to employ the solution prepared as described 
on p. 282. When the article of commerce is employed — which 
always contains free caustic alkali and other impurities — a con- 
centrated solution should be prepared and saturated with sul- 
phuretted hydrogen gas. The solution is then boiled and filtered, 
and finally evaporated until, when cold, it commences to crystallise. 

In order to carry out the separation, 70 to 80 C.C. of the 
concentrated solution of sodium sulphide is added to the sulphides 
of the two metals. The tin, if not already in the stannic con- 
dition, must be converted into the higher state of oxidation by 
the addition of hydrogen peroxide before adding the sodium 
sulphide. If the metals are obtained in acid solution, sufficient 
sodium hydrate is added to make the mixture just alkaline 
— a precipitation of the hydrates of dn or antimony does not 
matter — and the sodium sulphide is added. In any case, after 
the addition of the sodium sulphide i to 2 grm. of sodium 
hydrate is added; this must be of sufficient purity not to give 
a precipitate with sulphuretted hydrc^en. 

The solution may either be electrolysed at ordinary tempe- 
ratures or at a temperature of 50° to 60°. 

CONDITIONS. 

CD o"2 to o'9 ampere. 

E.M.F. . . . 0-9 to I'a volts. 

Time. . . 2 Lo 15 boius, depending upon the temperature 

and CD. Al temperatures of 50° Co fo^and 
wiih o'S ampere CD. between a and 3 hours 
are required. 

At the commencement of the reaction the solution often 
becomes opaque from the gassing which takes place, but toward 
the end of the process the solution becomes quite clear. When 
the whole of the antimony has been deposited, the electrodes are 
removed, and the cathode is rapidly washed and dried. 

The tin cannot be deposited from solutions containing sodium 
sulphide ; it is therefore necessary to convert the sodium sulphide 
into ammonium sulphide. This can be done by adding about 
25 grm. of ammonium sulphate and warming until the evolution 
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of hydrt^en sulphide ceases, after which boil for ten to fifteen 
minutes. Cool, and, if any sodium sulphate separates out, add 
sufacient water to dissolve this. The tin can now be deposited 
by electrolysing with a CD. of o"3 to o'5 ampere, either at the 
normal temperature or at 30°. 

Another method is to precipitate the sulphide of tin by acidi- 
fying with dilute hydrochloric acid ; this can then be filtered off, 
and, afler washing, be dissolved in ammonium sulphide. As, 
however, stannic sulphide is rather difScult to filter, it is better to 
employ the first method. 

Classen prefers to convert the thiostannate into the oxalate, 
and, as tin deposits very well from solutions of the double 
oxalate, the method may be recommended. In order to do this, 
the thiosalts are partly decomposed with sulphm'ic acid — the solu- 
tion must not be made acid. On warming, the major portion of 
the thiosalts are decomposed, and hydrogen sulphide is driven off. 
Hydrogen peroxide is now added until the metastannic acid 
precipitated becomes quite white. The mixture is now acidulated 
with sulphuric acid, neutralised with ammonia, a further quantity 
of hydrogen peroxide added, and the mixture boiled until all the 
peroxide is decomposed, as shown by effervescence ceasing. 

The stannic acid is then filtered off and dissolved in oxalic 
acid ; then, after addition of 3 or 4 grms. of ammonium oxalate, 
the solution is electrolysed with a CD. of o'z to 0*3 ampere. 
The time required will be about eight or nine hours. 

Tartaric acid and ammonium tartrate may be substituted for 
the oxalic acid and ammonium oxalate. 

A. Fischer' and also A. Hollard^ find that the separation of 
tin and antimony can be carried out when small quantities of 
potassium cyanide are present. The sulphides of the two metals 
are dissolved as usual in sodium sulphide, and potassium cyanide 
solution is added drop by drop until the solution is quite colour- 
less; it is then electrolysed with an E.M.F., which must not 
exceed i-i volt, and at a temperature of 30°. The tin which 
remains in solution is then worked up as usual. 

' Btr., S6, Z34S. * Bull. Sue. Ckiiii., 29, 262. 
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ARSENIC. 

In separating arsenic from solutions containing other metals, 
it Is never attempted to deposit out the arsenic ; but conditions are 
sought which will allow the deposition of the other metal, while 
the arsenic remains in solution and can afterwards be estimated 
by chemical means. Generally speaking, when arsenic is present, 
it is necessary to employ a lower CD. in depositing the other 
metal than is otherwise the case. 

Copper from Arsenic. 

I. From Solutions containing Potassium Cyanide, 

— To the solution containing arsenic and copper add potassium 
cyanide until the precipitate first formed is just dissolved. Elec- 
trolyse at a temperature of 60° with a CD. of from 0'2O to o'as 
ampere ; the E.M.F. will be 3*3 to 3'6 volts. The whole of the 
copper can usually be deposited in from 3 to 3'5 hours. 

II, Nitric Acid Solution. — Add about 5 c.c. of concen- 
trated nitric acid to every 100 c,c of solution, and electrolyse at 
a temperature of 50° to 60", taking care not to allow the KM,F. 
to exceed i-g volts. Or the deposition may be carried out in the 
cold overnight. According to Hollard and Bertiaux, the addition 
of small quantities of ferric sulphate prevents the deposition of 
the arsenic, the arsenic thereby being kept in the higher state of 
oxidation.' 

Antimony from Arsenic. 

Treat the alloy or compound {about i gnn.) containing arsenic 
and antimony with aqua regia, and evaporate to dryness. Add a 
few cubic centimeters of water to the residue, and from 2 to 
3 grm. of sodium hydrate ; then add 70 or 80 c.c. of a concen- 
trated solution of sodium hydrate and i grm. of potassium cyanide, 
dilute to the required volume, and electrolyse at a temperature of 
30° or 40°. 

CONDITIONS. 



' BuU. Sk. Chim., 1904, [iii.] 81, 900. 
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In about 6 or 7 hours the whole of the aDtimony will have 
been deposited. The arsenic remains in solution, and may be 
estimated by ordinary chemical means. 

If metals of the copper group are present, they must be sepa- 
rated chemically before the antimony is deposited, in which case 
the antimony and arsenic will be obtained in the form of their 
sulphides, and can then be directly dissolved in 70 c.c. of sodium 
sulphide. 

ANALYSIS OF ALLOYS. 

Sterling: Silver. 

Sterlii^ silver is an alloy consisting of silver and copper. 

The British silver coin contains silvei 93*5 per cent. 

The United States silvei coin contains silver 90 per cent. 

The Geiman „ „ „ go „ 

The French „ „ ,, Sj'S lo 90 per cent. 

The analysis of this alloy is comparatively simple, but it re- 
quires care when conducted upon purely electrolytical lines. The 
simplest method is to dissolve the coin in nitric acid, and pre- 
cipitate the sOver as chloride. The silver can then be weighed 
as chloride or dissolved in potassium cyanide and electrolysed. 
The solution containing the copper must then be evaporated 
nearly to dryness, in order to expel the excess of hydrochloric 
acid, then taken up with water and nitric acid, and the electro- 
lysis conducted as usual (see p. 86). If the separation is to be 
carried out entirely with the electric current, then the two metals 
can be separated either from solutions containing free nitric acid 
(see p. 160), or, better, from solutions containing potassium 
cyanide (see p. 159). 

Bronze — Copper Coinage. 

From o'2 to 0-4 grm. of the alloy in the form of turnings or 
filings is dissolved in nitric acid. It is best to first cover the 
alloy with strong nitric acid (sp. gr. i'5), and then add water drop 
by drop until a vigorous reaction sets in. When the whole of the 
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alloy has dissolved, the solution is diluted with water and boiled, 
and the precipitated oxide of tin filtered off and thoroi^hly washed, 
the washings being returned to the original solution. 

The simplest procedure with reference to the tin is to weigh 
it directly as oxide, or it can be boiled up with ammonium sulphide 
solution, and analysed electrolytically from this solution. (See 

p. 112.) 

The filtrate containing the copper and zinc and excess of free 
nitric acid is electrolysed directly. The copper is deposited on 
the cathode, the zinc remaining in solution. (See p. 86.) 

Before proceeding to estimate the zinc, the nitric acid should 
be removed, after which the zinc may be estimated from an 
oxalate (p. 119) or acetate (p. izo) solution. Bronze coinage in 
Great Britain contains : — 

Copper 95 parts. 

Zinc I part 

Tin 4 parls. 

Bell metal contains 3 parts copper and i part tin; specn- 
Imn metal i part tin and 2 parts copper ; but these alloys 
vary to some extent. Gun metal contains about 90 parts 
copper and 10 parts tin. 

Bronzes sometimes contain small quantities of lead, in which 
case the lead is deposited on the anode as peroxide when electro- 
lysing the solution for copper. They also frequently contain 
traces of iron. 



Copper and Cold— Sterling Gold. 

Sterling gold used in making the British coinage contains 
9i'66 per cent, gold, the rest being copper. The alloy employed 
for maiing the Gennan gold coinage contains 90 per cent, of 
gold and 10 per cent, of copper. Pure gold is said to be 24 carats. 
Sterling gold is 22 carats. Gold of 18 carats contains 18 parts of 
gold and 6 parts of copper or some other metal alloyed with it ; 
and 15 carat gold consists of 15 parts of gold and 9 parts of some 
other metal, usually copper or silver. 
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In order to analyse an alloy of gold and silver, the material 
is dissolved in aqua regia, and evaporated to dryness. The 
residue is then taken up with a little dilute hydrochloric acid, 
a slight excess of sodium hydrate is added, and about 4 gnu. 
of potassium cyanide. The solution is then electrolysed with a 
CD. o'o5 to o"o8 ampere; the potential should not be allowed 
to exceed z volts. The solution should be electrolysed at a 
temperature of 60° to 65°. The whole of the gold can at this 
temperature be deposited in about three hours. 

The copper can be deposited from the cyanide solution by 
decomposing a portion of the cyanide with dilute nitric acid, 
and electrolysing with a current denaty of 0*5 to i ampere. 

Alloys of Copper and Nickel — 
Nickel Coinage. 

The alloy is dissolved in nitric acid, which should be fairly 
dilute. The solution is then made up to the required volume, 
and about 3 or 4 c.c. of concentrated nitric acid added. It is 
now electrolysed for copper as usual- 
After all the copper has been removed, tlie solution is evapo- 
rated nearly to dryness with a little sulphuric acid, in order to 
drive off the excess of nitric acid, diluted with water, and 3 grm. 
of ammonium borate and 30 c.c of strong ammonia added. The 
solution is electrolysed as usual for nickel (See p. 95.) 

It generally happens that small quantities of iron are present 
in the alloy ; the iron, if any, is precipitated as hydrate when the 
ammonia is added. It should be filtered off before proceeding 
to determine the nickel. 

The ferric hydrate can be dissolved in oxalic acid or tartaric 
acid, and, after neutralisation with ammonia, estimated electro- 
lytically as usual. (See p. loi.) 

The German nickel coin consists of copper 75 per cent., and 
nickel 25 per cent. The nickel coin used in the United States 
contains the same quantities of nickel and copper as the German 
coin. 
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Copper, Zinc, and Nickel— German Silver. 

The metal is dissolved in nitric acid, and the copper deposited 
out as in the separation of copper from nickel. 

The solution, which now contains the zinc and nickel, is 
evaporated to small bulk with sulphuric acid, in order to expel 
the excess of nitric acid. From this solution either the nickel 
can be deposited first — the zinc remaining in solution— or the 
zinc can first be thrown out, leaving behind the nickel. 

Deposition of the Zinc. — Five to six grm, of Rochelle 
salt, sodium potassium tartrate, is added to the solution, and then 
a considerable excess of caustic soda. A cuiient of 0-3 to 05 
ampere is then passed through the solution, which is kept at 
ordinary temperatures. In from three to four hours, the whole 
of the zinc will have been deposited. If there is a tendency for 
nickel oxide to separate at the anode, about o'2 to 0*5 gnn. of 
hydroxylamine hydrochloride may be added; this causes the oxide 
to pass into solution again. 

As soon as the whole of the zinc has been deposited, which 
may be determined by hanging a piece of copper wire over the 
cathode, the solution is, after the removal of the cathode, acidified 
with sulphuric acid, then made strongly alkaline with ammonia, 
and the nickel determined as usual. (See p. 93.) 

Deposition of the Nickel. — Von Foregger finds that it 
is possible to deposit the whole of the nickel first, while the zinc 
remains in solution. To the solution which remains, after the 
copper has been deposited, and from which the excess of nitric 
acid has been driven ofif, 10 grm. of ammonium carbonate and 10 
C.C. ammonium hydrate (sp. gr, o-88o) are added. The solution 
is then diluted to 150 c.c, and electrolysed with a CD. of 0*3 
to o"5 ampere, which toward the end is increased to i ampere. 
The temperature of the electrolyte is maintained at 55° to 60°. 

When the whole of the nickel has been deposited, which can 
be ascertained by the addition of ammonium sulphide to a small 
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quantity of the solution, the cathode is removed and weighed. 
The zinc which remains in solution can be deposited by making 
the solution slightly acid with oxalic acid, and electrolysing as 
usual when determining zinc in oxalate solutions fp. 119). 



Commercial Lead for Traces of Silver. 

Arth and Nicholas* have detennined the most favourable 
conditions for estimating smalt quantities of silver in presence 
of large amounts of lead. 

In solutions containing sufficient acid, lead is not deposited 
on the cathode in the metallic form, and only at the anode as 
peroxide, when a large amount of free acid is present. In order 
to deposit metallic lead, the E.M.F. required is fairly high, and 
the amount of free acid employed must be considerable. 

Silver only requires moderately acid solutions, and a low 
E.M.F. ; but, as already mentioned, silver is very apt to be de- 
posited in a crystalline or spongy non-adherent form from acid 
solutions. Kuster and Steinwehr have shown that this difficulty 
can be surmounted by using an E.M.F. which does not exceed 
1*38 volts. Bearing these facts in mind, the authors found with 
I'z volts that a spongy deposit of lead began to form along 
with the silver. With I'l volt this was not the case. 

In order not to exceed a pressure of 11 volt, they find it best 
to employ a source of current which on the open circuit does 
not exceed I'l volt. The minimum concentration of acid is i 
per cent, by volume; 6 cc of alcohol is also added. With a 
lai^er quantity of acid, lead may be deposited. At ordinary 
temperatures the deposition of silver is incomplete, and adheres 
badly ; therefore the electrolysis must be carried out at a tempe- 
rature of 60°. 

This method has been employed for the detection and estima- 
tion of silver in ordinary sheet lead. For example, in one case 
in 100 grm. of lead, 0-0042 grm. silver was obtained, or i part 
' Bull. Soe. Ckim., ZXIX. 13, 
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in 23,809; in another case, i part in 75,000 parts of lead was 
found and estimated. 

In dealing with such large quantities of lead, the bulk of 
solution will have to be very considerable, and the solution should 
be kept agitated, if not continuously, at any rate, from time to 
time. 



Antimony, Arsenic, and Tin— Britannia 
Metal. 

The metal is brought into solution by treatment with aqua 
regia, and, after evaporating just to dryness on the water bath, 
the residue is treated with a little caustic soda, and then with 
sufficient sodium sulphide to bring it completely into solution — 
generally from 60 to 70 c.c. is sufficient. The antimony is de-. 
posited from this solution as described on p. 109, 

The solution now contains arsenic and tin ; it is acidified with 
dilute hydrochloric acid, whereby the arsenic and tin sulphides 
are precipitated. The mixed sulphides are filtered off and washed, 
and then washed through the filter paper, and digested with 
ammonium carbonate. The sulphide of arsenic passes into solu- 
tion, and sulphide of tin is left behind; this is dissolved in 
ammonium sulphide, and the tin determined as described on 

p. 1 12. 

The arsenic may be determined gravimetrically as sulphide, 
the solution in ammonium carbonate being acidified, a httle sul- 
phuretted hydrogen water being added to cause complete precipi- 
tation as sulphide ; or the solution may be made up to a litre 
with distilled water, and from this litre i c.c. taken and diluted 
down again to i litre, and, if necessary, i cc. again taken and 
diluted to i litre. Finally, i c.c. of this attenuated solution is 
placed in a Thorpe (p. 148) or Sand and Hackford (p. 150) 
arsenic apparatus, and the amount of arsenic determined by 
comparison with a standard arsenic mirror. 

Small quantities of copper, and occasionally bismuth, may be 
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present in Britannia metal. If a qualitative analysis shows these 
metals to be present, must be separated by the usual chemical 
methods. 



Zinc Residues from Qalvanising Bath. 

(Contained Zinc, Iron, Copper and Lead.) 
A very hard alloy is obtained &ora the zinc residues left in the 
galvanising baths, the hardness and infusibility being due to the 
presence of iron in the zinc. In order to analyse such an alloy, it 
is dissolved in warm moderately dilute nitric add. The solution 
is made up to the required volume, and about 10 c.c. concentrated 
nitric acid added. It is now electrolysed, using a large anode and 
a small cathode surface at a temperature of 60" or 70° and a CD. 
of I "5 amperes. In about two hours the whole of the lead will 
have been deposited on the anode as peroxide. Probably a 
portion of the copper — if there is any — will have been deposited 
upon the cathode, but on removing the anode, this immediately 
dissolves in the strong nitric acid, A fresh fag cathode is placed 
in the solution, which is then partially neutralised with ammonia 
and the copper deposited with a current of about o'5 ampere. 
As soon as all the copper has been deposited, the solution is 
neutralised with ammonia; ammonium oxalate, and sufficient 
oxalic add to make the solution just acid, added, and the zinc 
and iron deposited together. 

The deposit, after weighing, is dissolved in dilute sulphuric acid, 
and the quantity of iron determined by titration with standard 
potassium permanganate. Or the iron and zinc can be determined 
separately by adding excess of ammonia, after the copper has been 
precipitated. The ferric hydrate thus precipitated is dissolved 
in oxalic or tartaric acid, neutralised with ammonia and deter- 
mined as usual (see p. 100). The solution containing the zinc 
is neutralised with oxalic acid and deposited as described on 
p. 119. 

The constitution, as would naturally be expected, of this alloy 
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varies considerably. The analysis of a sample was made in the 
above manner and checked by chemical means — 

Zinc 937S 

Iron 3'6S 

Copper o'09 

Lead 153 

The other constituents consisted of carbon and oxygen. Many 
samples examined contained no copper. 
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CHAPTER XI. 

PREPARATIONS. 

In carrying out the preparations set out in the following chapters, 
it will often be necessary to separate the anode from the cathode 
by means of a porous membrane. The most usual form of 
diaphragm, or membrane, for this purpose is a cell of unglazed 
earthenware, such as is used in many forms of primary battery. 

Before using these cells, they should be filled with water in 
order to ascertain whether they have actual holes through defects 
in manufacture. When filled with water, the outside of the cell 
should become moist within fifteen to thirty minutes, but the water 
should not actually trickle out. The porous cells can be obtained 
in a variety of forms ; it is desirable to have them fairly thin in 
order that they may cause as little resistance to the passage of 
the current as possible. After having once been used, the cells 
should be kept in a basin and covered with cold water, otherwise 
they are very apt to disintegrate from the substances of the 
electrolyte crystallising in the pores. 

One of the chief drawbacks to the employment of porous 
pots is, that as a rule they cannot be used for different experiments, 
owing to the dif!iculty of thoroughly cleaning them. For example, 
if a cell had been used in the preparation of iodoform, it could not 
satisfactorily be used afterwards in preparing — say azobenzene— 
because it would cause this second preparation to have the 
smell of the iodoform. Again, after a short time, especially in 
alkaline solution, the cells begin to disintegrate and break down, 
portions of the walls of the cell often falling off in flakes, or as a 
fine powder. 
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A form of cell illustrated in Fig. 53 gets over this difficulty. 
It is made either of Wedgwood ware or of a glazed mateiial. The 
actual cell consists of two portions, one fitting within the other. 
Thus, in the figure, where two cells are shown, a fits into B, and c 
fits into D. Each complete cell consists of two perforated cells, 
the perforations being large enough for an ordinary pin to pass 



through, the inner or smaller of which fits loosely into the la^er 
one. When put together, a liquid can pass readily through the 
complete cell, and of course it does.not act as a diaphragm. Id 
order to use the cell as a diaphragm, the inner cell is wrapped 
tightly with asbestos paper, until it can just be passed down 
into the outer cell. The asbestos should be wrapped in such a 
manner that there is considerable overlapping at the bottom end. 
This is then folded over so as to practically make a bag, and, when 
pushed home, the inner ceil rests tightly upon the asbestos. 
Generally, about three folds of thin asbestos paper is sufficient to 
cause the one cell to fit tightly into the other. The cell prepared 
in this manner is soaked in water or the electrolyte, such, e^,, as 
sulphuric acid or a salt solution, and is ready for use. When 
carefully packed, this makes a very efficient membrane, because 
since the two portions of the cell are, owing to the perforations, 
to all intents and purposes open to the passage of the current, 
the diaphr^m employed, so far as resistance is concerned, is 
practically one of asbestos paper. 
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For most purposes, for sulphuric acid, which is not stronger 
than 25 to 30 per cent., or for moderate strengths of caustic 
alkali, and of course for neutral solutions, it is not necessary 
to employ asbestos, ordinary filter paper making an exceedingly 
effective diaphragm. As is well known, filter paper — hlotting- 
paper — can he hought in sheets at a low cost, and the diaphragm 
is prepared by wrapping it several times round the inner cell in. the 
manner described for asbestos. Parchment can also be em- 
ployed, or a putp of asbestos poured into the annular space 
between the two cells; a pulp of blotting paper has also been 
found to act very well, indeed ordinary brown paper has been 
used, and found quite satisfactory. Finally, coarse sand or 
coarsely powdered glass may be filled in between the pots, and 
makes an exceedingly good diaphragm, and will of course stand 
the action of the strongest acids and alkalis. It is sometimes a 
little difficult to obtain .sand or powdered glass of quite the 
requisite degree of coarseness to prevent it passing through the 
holes, ordinary sand requiring first to be sifted through a sieve. 
Asbestos or a pulp of well-washed nitrated cotton wool can be 
very well used, even with strong acids and alkalis. 

After the cells have been used, all that is necessary in order to 
clean them is to remove the inner cell from the outer one, throw 
away the substance which has been used as diaphragm, and the 
cells can then be readily cleaned, after which they are ready for 
further use. 

It is sometimes found necessary in electrolysis to keep a small 
bag, containing the substance which is in solution and is being 
electrolysed, hanging in the solution in order to keep the con- 
centration of the electrolyte constant. Now, a Unen or muslin 
bag often gets acted upon, and more or less disintegrated by 
the electrolyte. One of the cells, above described, without a 
diaphragm will be found extremely useful for this purpose, 
because it allows free ingress and egress of the electrolyte. Of 
course, the substance used must not be so finely powdered that it 
passes through the perforations of the cell. 
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Agitation of Solution. — In the preparations to be described 
it will often be recommended to agitate the electrolyte. This can 
be done by means of paddles or fans, either of metal or of glass, 
wood or ebonite. Generally, it is an advantage to connect the 
siiiier with one of the poles of the 
circuit. Thus, when oxidising ari 
oi^anic substance, a stirrer of platinum 
or lead can be satisfactorily employed, 
and is connected with the positive 
pole. Fig. 54 shows such a stirrer 
made of platinum; the method of 
making contact has already been de- 
scribed on p. 8i, Fig. 48. 

The lead stirrer may be made as 

foUows: — Thin lead pipe, to which 

the vanes for mixing the liquid are 

" burned " or soldered, is drawn over 

a steel rod of the same diameter as 

the bore of the pipe. The steel rod 

protrudes about 5 to 10 cm. above 

the top of the pipe, in order that it 

_||^A may be fastened in the chuck. The 

^^^ pipe is burned or soldered at the 

bottom and top to prevent the solution 

■ ^' from running in between it and the 

steel core. If a central core of steel is not used, lead electrodes 

are not sufficiently rigid to be used for rotating purposes. For 

diagram of glass stirrer, see p. 272. 




Electrodes. — The electrodes employed in this section of the 
book are usually of platinum, lead, nickel or graphite. The 
platinum is used as wire, foil, or gauze; platinum is joined to 
platinum almost invariably by welding, which is an easy process 
to carry out. Suppose, for example, it is desired to weld a piece 
of wire to a sheet of platinum. The sheet platinum is laid upon 
a flat piece of smooth iron or steel, c^. an anvil, the wire is 
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held against the sheet with a pair of pliers, and the flame of 
a blowpipe caused to play upon the sheet and wire. When 
the platinum has reached a bright red heat, the wire is struck 
a sharp blow with a hammer, the flame of the blowpipe is kept 
on the point to be hammered, and the hammering continued 
until a good welded joint has been produced. 

Every electro-chemist should be able to make his own 
electrodes, and must therefore be able to use a soldering iron. 
The form or shape of an electrode employed will be modified by 
circumstances and by the ingenuity of tlie operator. The best 
form of graphite to use for carbon electrodes is the "Acheson" 
artificial graphite, made at the Niagara Falls. It is an excellent 
conductor, and has the enormous advant^e over other forms of 
carbon electrodes, that it can be easily cut and machined. 
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CHAPTER XII. 
PREPARATION OF INORGANIC PRODUCTS. 

Persulphuric Acid. 

HAO, 

One of the first substances to be prepared by electrolytic 
methods, and which had not previously been obtained by purely 
chemical means, was persulphuric acid. Sulphur heptoxide SjO,, 
the anhydride of persulphuric acid, was discovered in 1878 by 
Berthelot, who obtained it by the action of the silent electric 
discharge on a well-cooled mixture of oxygen and sulphur dioxide. 
He also showed that when a moderately concentrated solution of 
sulphuric acid is electrolysed, the acid in the neighbourhood of 
the anode, after the passage of the current, possesses oxidising 
properties. Further, that on addition of barium chloride to 
the sulphuric acid solution, and filtering off the precipitate of 
barium sulphate, and then boiling the filtrate, another quantity 
of barium sulphate was produced, the soluble barium salt of 
persulphuric acid having been decomposed on boiling into barium 
sulphate, sulphuric acid, and oxygen. 

BaS,Os + H,0 = BaSOi + H^SO^ + 

I. Preparation of Persulpliuric Acid. 

Persulphuric acid can be produced both with and without a 
diaphragm. In the latter case, when the electrolysis is conducted 
in such a manner that the anode is placed considerably below 
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the cathode, practically no intermingling of the upper and lower 
layers of sulphuric acid takes place, and persulphuric acid is 
formed round the anode. 

Dilute sulphuric acid is supposed to contain the ions zH" and 
SO4", and, on electrolysis, hydrogen is yielded up at the cathode, 
and the S0<" has its electrical charge neutralised at the anode ; 
but since SO, is incapable of existence in the molecular con- 
dition, it reacts with a molecule of water, and oxygen gas is given 
up at the anode. 

aSO, + aHjO = 211^0^ + O^ 

But when a fairly concentrated solution of sulphuric acid (50 
to 60 per cent.) is electrolysed and the solution kept cool, il is 
noticed that, although hydrogen is given otf as vigorously as 
usual at the cathode, very little oxygen is evolved at the anode. 
In strong sul^^uric acid we assume that the ions, instead of being 
2H' and SO/', are mainly H' and HSO/. Now, on electrolysing 
such a solution, hydrogen is yielded up at the cathode; but at 
the anode the ions HSO,', at the moment of having their electrical 
charge neutralised, unite together to produce a molecule of per- 
sulphuric acid thus : — 

,0H HO. ,OHHO, 

so/ , , >S0, = SO/ >S03-I-H, 

N0;H Hp/ ^O 0"^ 

Similarly, a strong solution of an acid sulphate, e^. potassium 
hydrogen sulphate, is ionised into the ions H' and KSO/, and on 
electrolysis a persulphate is produced. 

^OK KO, OKKO 

so/ ■ ■ )S0, = SO/ ) SOa + H, 

"^OH HO-'^ O 0' 

The conditions necessary are a high anode current density 
and a cold solution ; the temperature of the solution should not 
be allowed to rise above +5°. 

A very convenient apparatus for demonstrating the formation 
of persulphuric acid and persulphates is shown in Fig, S5- 

A is a lai^e boiling tube which is nearly filled with a solution 
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of 50 to 60 per cent, sulphuric acid, or a saturated solution of 

acid potassium sulphate. The tube b, which is open at both ends, 

is supported in A by means of a piece of copper wire or by a 

perforated cork, notched at the 

-«.■•' edges to allow the escape of 

^= — s, % ^ gases, c is a narrow glass tube, 

_ at the lower end of which a 

small spiral of platinum wire is 

fused. It is filled with mercury, 

and connected with the + pole 

of the current supply, d is the 

cathode of stout platinum wire. 

The whole apparatus is placed 

in a beaker filled with cold water. 

On passing the current, about 

I ampere, hydrogen is evolved 

^°' *'' at the cathode, and, as this is 

close to the surface of the solution, the hydrogen passes into the 

air without mixing with the solution round the anode. Any 

oxygen which is given off at the anode passes up the tube b. 

After the current has been passing for a short time, a small portion 

of the solution may be withdrawn from the neighbourhood of the 

anode by means of a pipette. On adding a solution of potassium 

iodide to it, iodine is liberated, thus showing the presence of 

persulphuric acid. The conditions necessary are a high current 

density at the anode, and a cold solution. Although the actual 

current registered on the ammeter is only about 1 ampere, yet, 

owing to the very small surface of the anode, the current density 

will be from 60 to 80 or more amperes per square decimeter. 

For studying the course of the reaction, by titration with 
ferrous ammonium sulphate (see p. 205), it is better to employ 
the apparatus depicted in Fig. 56. The solution should be 
well mixed, and then 10 c.c. withdrawn by means of a pipette, 
and the solution titrated, the operation being repeated every 45 
minutes, and continued until the maximum amount of persulphuric 
acid is obtained : the current efficiency may then be calculated. 
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When potassium hydrogen sulphate is electrolysed under the 
same conditions, after the current has been passing for some ten 
or twenty minutes, a cloud of potassium persulphate begins to 
separate round the anode. In making the solution of acid 
potassium sulphate, a saturated solution should be made at normal 
temperature, and then cooled down before being placed in the 
apparatus, otherwise crystals of acid potassium sulphate may 
separate out during the electrolysis, and will interfere with the 



II. Preparation of Potassium Persulphate, 
using a Diaphragm. 

A porous pot, A (Fig. 56), is made the cathode compartment, 
the cathode being a coil of lead or copper tube, b, through 
which cold water is circulated, so that the solution may be kept 
quite cool. In order to make electrical" connection, a piece of 
copper wire is soldered on to the coiled pipe, and connected with 
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the negative pole of the current supply. The cathode solution 
consists of 50-per-cent. sulphuric acid. 

The anode is a coil of thin platinum wire, d, wound about 
three times round the outside of the cathode compartment; it 
should be of such a surface that, with a registered current of 5 
or 6 amperes, a current density of 50 or 60 amperes is obttuned. 
The porous pot and the anode are then placed into a beaker, c, of 
about 600 to 700 c.c. capacity, the whole apparatus being placed 
in a glass basin, and surrounded with ice or a mixture of ice and 
salt The anode solution is a saturated solution of acid potassium 
sulphate, containing a few cubic centimeters of dilute sulphuric 
acid. For most experiments, when only small quantities of the- 
persulphate are required, a porous cell with a capacity of 100 to 
130 c.c may be used. This is placed in a beaker or glass jar 
of such capacity that only about aoo to 350 c.c. of the saturated 
solution of potassium bisulphate is required to practically fill it. 

As the electrolysis proceeds, and the potassium persulphate 
separates out, the concentration of the acid potassium sulphate 
decreases. In order to keep the solution constantly saturated, 
a small perforated cylinder, such as is described on p. 196, Fig. 53, 
filled wth crystals of potassium hydrogen sulphate, is supported 
in the upper portion of the anode compartment, where it is held 
in position by means of a clamp. 

Muller finds that the yield of persulphates is increased by the 
addition of small quantities of hydrofluoric acid. When this acid 
is added, the electrolysis must be conducted without a diaphragm, 
and the glass vessel must be coated with parafiln to prevent the 
HF acting upon the glass; probably a celluloid vessel could be 
satisfactorily employed. 

III. Ammonium Persulphate. 

The same apparatus and conditions as are employed for the 
preparation of potassium persulphate are used for preparing the 
ammonium salt. The anode solution consists of a concentrated 
solution of ammonium sulphate in a solution of 5-per-cent. sulphuric 
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acid. The preparation of ammonium persulphate is more satis- 
factory than that of the potassium salt, because the acid ammonium 
sulphate is more soluble in water. The perforated cylinder for 
keeping the concentration constant is in this case filled with 
crystals of ammonium sulphate. Persulphuric acid and the per- 
sulphates are derivatives of hydrogen peroxide, as is shown by 
the structural formula. When a solution of persulphuric acid 01 
a persulphate is heated, oxygen gas is evolved. 

,OK K0> 
0^( /SO, + H,0 = 2KHSO4 + O 

^O O^ 

The persulphates are therefore very powerful oxidising agents : 
the action is not very rapid, but it is very thorough; this is 
probably due to the fact that they are fairly stable, and are not 
rapidly decomposed. A mixture of a persulphate and sulphuric 
acid is known as Caros acid, and is often employed in organic 
chemistry, owing to its extremely powerful oxidising action. 

The barium salt of persulphuric acid is soluble in water; we 
have therefore here a means of separating this acid from sulphuric 
acid. In order to do this, excess of barium hydrate is added to 
the mixed solution, when barium sulphate is precipitated, and may 
be filtered off. The solution now contains a mixture of barium 
hydrate and barium persulphate ; by careful addition of sulphuric 
acid, until no further precipitate is produced, a solution con- 
taining persulphuric acid is obtained. 

BaS,0„ -)- HaSO, = BaSO. + H^Os 

Estimation of Persulphuric Acid. — The quantity of 

persulphuric acid in a solution can be estimated by means of 
ferrous ammonium sulphate, which is oxidised to the ferric con- 
dition. The operation may be carried out by adding an excess 
of a solution of ferrous ammonium sulphate of known strength 
and titrating back with potassium permanganate. 

H^SjOe -I- 2FeSO, = Fea{SO.)a + HaSOj 
In carrying out the operation, a known volume of the acid 
solution, or a weighed quantity of a persulphate (dissolved in 
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water) is taken, and a considerable excess of a solution of femms 
ammonium sulphate, of known strength, added, and also dilute 
sulphuric, about 5 c.c. to every 10 cc. of solution; then about 
100 cc. of boiling water is poured into the mixture, which is 
immediately titrated back with potassium permanganate.' If the hot 
water is not added, the reaction between the ferrous salt and the 
persulphate is slow, only being completed after some considerable 
time. It is not necessary to add sulphuric acid when a solution 
containing persulphuric acid and sulphuric acid is to be titrated. 
Potassium or sodium persulphate can be determined by simply 
heating a weighed portion of the salt. 

KAOs = KaSO, + SO, + O 
The loss in we^ht shows the amount of persulphate which was 
present in the sample taken, 
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IV. Sodium Hypochlorite. 

When a strong solution of sodium chloride is electrolysed in 
the cold, without a diaphragm, the main product produced is 
sodium hypochlorite. The reaction in its simplest form may 
be represented by the following equations : — 

I. NaCl = Na- + CI' 

IL Na + H,0 = NaOH + H 

III. 2NaOH + 2CI = NaCI + NaOCl + HiO 

It would therefore appear that, if the electrolysis is continued 

for a sufficiently long lime, a large proportion of the chloride will 

1 Le Blanc and Eckardl, Zal.f. Mleilrachat., V. 355. 
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become converted to hypochlorite. This, however, for several 
reasons, is not the case. In the first place the hydn^en, at the 
moment of its liberatiDn at the cathode, exerts a reducing action 
upon the hypochlorite, r^enerating sodium chloride. 

NaOCl + 2H = NaCl + H,0 
In order to obtain the minimum of reduction, the cathode 
should be smaller than the anode ; that is to say, a high current 
density at the cathode should be employed. Under these con- 
ditions the reducing action of the hydrogen is localised, and there 
is more chance for the hydrc^en atoms to unite to form molecules 
without first acting upon the hypochlorite. On the other hand, 
the CD. at the anode need not be quite so high as that at the 
cathode, but neither must it be very low. When the current 
density is low, very little oxygen is given off at the anode j this, 
of course, prevents oxidation of the hypochlorite to chlorate, but 
the amount of hypochlorite produced is not so great, because, 
after a certain quantity of hypochlorite has been produced there 
are present Na- and OCl' ions. The OCT ions help to carry the 
current, and, being discliarged at the anode, cause oxygen to be 
liberated and hypochlorous and chloric acids to be formed. 

I. 20C1' + H,0 = jHOCI +0 
II. eOCT + 3H,0 = aClO/ +4CI' + 6H- + 3^ 

Now, since the OCl' anions are relatively more readily dis- 
charged at the anode than the CI' ions, i.e. less enei^y is re- 
quired for their discharge, the tendency is for a considerable amount 
of the electrical energy to be wasted in these secondary changes. 
To prevent this as far as possible, a high anode CD. and good 
circulation of the electrolyte are desirable, but in order to prevent 
cathodic reduction, the cathode is kept smaller than the anode. 
For example, with an anode of one square decimeter the cathode 
might have an area of 075 sq. dcm. 

But there are also other methods for preventing cathodic 
reduction. It is found that if the sodium chloride used contains 
a small quantity of a calcium salt, that a thin pellicle of calcium 
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hydrate is produced on the cathode. This peUicle scales off, but 
is immediately reformed. Now, since there is a high current 
density at the anode, anything which will momentarily hinder the 
gas on its liberation from coming in contact with the electrolyte 
will tend to cause union of the atoms to molecular hydrogen. 
When the hydrogen has once assumed the form of molecules, 
then its reducing power is at an end. This very unstable 
membrane or diaphragm of calcium hydroxide is able to cause 
the union of the atoms to a very large extent Foerster has found 
that a small quantity of an alkaU chromate gives even better 
results than a calcium salt. The quantity of chromate required 
is extremdy small (0*5 to i per cent.), and yet it is remaHtably 
effective. The temperature should not be allowed to rise above 
20°, because the higher the temperature the greater the inclination 
to form chlorates. 

Process. — A glass battery-jar of about 500 to 700 c.c. 
capacity is nearly filled with a saturated solution of common salt. 
If the solution is not clear, it should first of all be filtered. It is 
best to use both anode and cathode of platinum, but the cathode 
may be of nickel or graphite, and graphite can also be substituted 
for the platinum anode. The cathode should be in the form of a 
spiral of stout wire, in order that as high a CD. as possible may be 
employed. The anode may either be of sheet platinum or of 
platinum wire, but the most satisfactory results, on a small scale, 
are obtained when a rotating anode is used, such, e^., as that 
described on p. 198. 

CONDITIONS. 

Anode C.D 13 to 16 smpeies. 

Cathode C.D 20 (o 30 amperes. 

E.M.F 3'5 l0 4'S volts. 

Temp. 18° to 20° 

If the anode is not rotated, it should be fixed at the opposite side 
of the electrolysing vessel to the cathode, and should be kept 
near the upper portion of the solution. Agitation of some form 
or other is to be recommended. As the CD, employed is very 
high, the platinum wire carrying the current should be stout in 
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order to prevent heating. To carry this current without undue 
heating, the wire should be from 1*5 to 2 mm. in diameter. 

In order to study the Course of the electrolysis, 10 cc. 
of the solution is withdrawn every half-hour, and titrated. To 
this quantity of solution is added excess of a solution of potassium 
iodide, and the mixture is then acidified with dilute hydrochloric 
acid. 

(a) HCIO + HCl = CI, + H3O 
{b) CI, + sHI = 2HCI + la 

The amount of the liberated iodine is then detennined by 

N 
means of — thiosulphate, in the usual way. 

aNa^SjOa + I, = NajS.O, + aNal 
It is very instructive to follow the course of the electrolysis by 
analysing the gases evolved at stated intervals. To do this, a gas 
coulommeter should be placed in series with the hypochlorite cell. 
The electrolysing cell must be closed with a rubber stopper through 
which a delivery tube passes. The amount of current which is 
being passed in during, say, ten minutes is easily measured by the 
coulommeter, and this can be compared with the quantity of gas 
which escapes from the electrolysing cell. The gases will con- 
sist of oxygen and hydrogen, with a trace of chlorine ; this latter 
can, however, be neglected. The gases are collected in a 
Hempel's burette, and the quantity of oxygen estimated by 
absorption with alkaline pyrogallol. The loss of hydrogen shows 
the quantity of the gas which is being used up in reducing the 
hypochlorite. 

Titration and gas analytical experiments should be tried with 
plain sodium chloride solutions, and with solutions containing a 
small quantity of potassium chromate. Curves showing the 
current efficiency and yield of hypochlorite in a given time should 
then be plotted. 

LITER A TURE. 
F. Oettel, Zeit. Ehktrockem., 1894, 1. 69 and 356 ; Chem. Zeiiimg, 
1894,18,69; H.Bischoffand F. YowSi&x,ZHt.f. EUktrochem., 1897,4, 
464 ; A. Sieverts, EUktrochem., 1899, 6, 364 and 374 ; F. Oeltel, Zeit.f. 



:vGOOglf 



2IO Practical Electro-Chemistry. 

Elektrochem., 1900, 7, 315 and 449 ; Viktor Eiigelhardt,Z«V./£'/rffr^ 
ckem., 1900, 7, 390, and Viktor ^xvg^Aax^l, Hypochlorite u. ElektrUche 
BUicke (Wilhelm Knapp, 1903). 

CHLORATES. 

In the second equation, on p, 207, it has already been shown 
that when hypochlorite anions take part in the electrolysis, 
they are on discharge converted into chloric ions. 

60C1' + 3HsO = zClO,' + 4CI' + 6H- + 3O" 
Now, the conditions of electrolysis of chlorides can be so 
altered that the final product will be a chlorate. But the reaction 
just referred to is not the only one which occurs when chlorates 
are produced. 

In all probability the production of hypochlorites is always the 
first stage in the reaction, and that then, partially through the 
hypochlorite taking part in the electrolytic process and being 
oxidised at the anode, we may get : 

aCiO' + OH' = HCIO, + CI' 
This primary oxidation probably takes place in a slightly alkaline 
solution in which there are free OH ions. But in an acid solution 
(solution containing a bicarbonate) we probably get — 

{a) 3HCIO + Cr = CIO/ + 3H- + 3CI' 
(i) CIO' + 2HCIO = ClOa' + aH- + 2CI' 

In an alkaline solution direct oxidation of the chlorine ions may 

also take place. 

CI + 30 = cio; 

The equations just given may all take place in the cold, but in 
order to obtain the best results in the preparation of chlorates, a 
hot solution is always employed, and therefore the following 
equation also takes place, and is probably the main reaction :— 

3KCIO = KCIO, + zKCl 
When the electrolysis is conducted at high temperatures, per- 
chlorate is not produced, but it is formed in cold solutions. In the 
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electrolytic preparation of chlorates, a certain quantity of oxj^en 
is invariably given off, which is probably due to the hypochlorite 
ions taking part in conveying the current. 

aClO' + HjO = aHOCl + O 

In preparing hypochlorites it has already been found that the 
reducing action of the hydrogen can, to a very large extent, be 
prevented by the addition of small quantities of calcium salts or 
of chromates. In preparing chlorates, the addition of a small 
quantity of potassium cbromate is even more advantageous. 

In the preparation of chlorates the following points are of 
importance : ' — 

I. Prevention of cathodic reduction, e^. by addition of calcium 
salts or potassium chromate. 

II. Slight acidity of the solution in order to aid the formation 
of free hypochlorous acid. This can be brought about by passing 
a stream of carbonic acid gas through the solution. 

III. The employment of sufficient volume of solution in pro- 
portion to the CD-, and good agitation of the electrolyte, to allow 
the secondary reactions to take place as completely as possible. 

IV. The temperature to be at least 40° in order to prevent the 
formation of perchlorates, and also to lower the resistance and 
therefore the E.M.F. 



V. Preparation of Potassium Chlorate. 

Make a saturated solution of potassium chloride at 40° or go", 
and to every 100 grm. of potassium chloride add i grm. of 
potassium carbonate and i grm. of potassium dichromate. The 
solution is then poured into a beaker of about 400 cc. capacity, 
which is placed on a sand bath, so that the temperature can readily 
be maintained at from 45° to 60°. The anode must be platinum ; 
the rotating anode is the most' satisfactory to employ, but a piece 
of sheet platinum, or, better, platinum gauze, may be used. The 



' yahriueh, 1890, VI. 207. 
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cathode should also be of platinum — preferably stout wire — but 

a graphite rod or a Spiral of thick nickel wire may be employed. 

CONDITIONS. 

CD i8 to 3o amperes at anode. 

KM.F 47 lo S7 volls. 

Temp 4S°to6ci<' 

A slow stream of carbonic add gas is also conducted through 
the electrolyte; this is in order to convert the potassiun:i carbonate 
into potassium bicarbonate. If a platinum stirrer is not at hand 
to use as anode, it is advisable to agitate the solution with a stirrer 
of glass. When preparing sodium hypochlorite, it will be remem- 
bered that the electrodes were placed a considerable distance from 
each other. In the preparation of chlorates, however, they should 
not be more than i cm. apart. 

After the current has passed for some time, crystals of potassium 
chlorate sometimes commence to fall out, and, on cooling, after 
allowing the current to pass for some three hours, large quantities 
of the salt crystallise out. These crystals, after filtering and wash- 
ing with cold water, will be found to be almost free from chloride, 
and after one crystallisation they are obtained quite pure. By 
evaporating down the mother liquor, a further quantity of crystals 
is obtained, but they are not quite so pure as the first crop. 

If it is desired to obtain a large quantity of potassium chlorate, 
a perforated cell {Fig. 53, p. 196) filled with potassium chloride 
may he suspended in the electrolyte ; by this means the solution 
will be always saturated with potassium chloride, and the process 
made continuous. The current yield is fairly good, generally 
bemg between 65 and 70 per cent. 

Sodium Chlorate can be prepared in the same manner; 
but, owing to the relative solubility of sodium chlorate to sodium 
chloride, it is not so easy to obtain a complete separation of the 
two substances. 

VI. Potassium Bromate. 

Dissolve 70 grm. of potassium bromide in 200 c.c. of water, 
and add 0*5 grm. potassium dichromate. lire electrodes used 
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for potassium chlorate can be employed for the electrolysis of 
bromide solutions. The temperature of the bath should be kept 
at about 40°, otherwise the conditions are practically the same as 
those employed in the preparation of chlorates. 

CONDITIONS. 

CD II to 13 amperes >t anode. 

E.M.F 43 lo 5-0 volts. 

Temp 38° to 40° 

As a rule, the potassium bromate does not commence to 
crystallise out until the solution is cooled. The quantities given 
above require the passage of about 75 ampere hours of current. 

Sodium Bromate can be prepared in a similar manner; 

but it is even more difficult to separate from sodium bromide, than 
sodium chlorate from sodium chloride. 

The theoretical considerations given for the electrolytic pro- 
duction of chlorates apply also to the preparation of bromates. 
But it is found that bromates are much more readily reduced in 
an alkaline solution than are chlorates. 

VII. Potassium lodate. 

Dissolve 50 grm. potassium iodide in 200 c.c. water, add 
I grm. potassium carbonate and 0-5 grm. potassium dichromate. 
CONDITIONS. 

CD 1 1 to iz ampeies at anode. 

E.M.F 43 to s-a volts. 

Temp 40° 

After passing about fifty ampere hours of current, the elec- 
trolysis is stopped, the solution evaporated to about half its bulk, 
and allowed to stand overnight in a cool place to crystallise. 
The current efficiency is very good. 

UTERATURE. 
There is a great deal of literature upon the electrolysis of chlorides, 
and the preparation of chlorates, etc. The easiest way to study the 
subject is to read the risvmi in the Jahrbiich for 1888, p. 186 ; and 
1899, p. 193 i also 1903, p. 357. 
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VIII. Potassium Perchlorate. 

Chlorates can be further oxidised by the electric current to 
perchlorates. In fact, both chlorates and percblorates, especially 
ttie former, are manufactured on a large scale by the electrolysis 
of chlorides. Indeed, nearly all the chlorates at present manu- 
factured are made by the electrolytic process. 

Method. — Prepare a cold saturated solution of potassium 
chlorate, and, in order that the solution may remain saturated, 
a perforated cell filled with potassium chlorate is suspended in 
the solution. 

Electrodes of sheet platinum or platinum gauze should be 
used, and the electrolyte must not be agitated — at any rate, not . 
continuously agitated— although an occasional stir is an advantf^e. 
The electrolyte must not be allowed to become alkaline ; in order 
to prevent this, it is better to add a few drops of dilute sulphuric 
acid to make the solution just acid — the acidity may, however, 
only be very slight. 

CONDITIONS. 

CD • 9 to 13 amperes at the anode. 

E.M.F ■ 8'S to i6 volls. 

Temp Nol above 20° or 14° 

As the current density employed is fairly high, there is a 
tendency for the electrolyte to become heated. It is therefore 
best to stand the electrolytic cell in a basin of cold water, which 
is continually filled by water running in, and at the same time 



When the current has passed for from thirty to forty minutes, 
the potassium perchlorate begins to rain down from the neigh- 
bourhood of the anode in the form of brilliant crystal plates. If 
the C.D. rises too high, it is rather difficult to keep the solution 
sufficiently cool. 

When the solution is kept cold, and is not alkaline, the re- ' 
action which takes place may be represented by the following 
equation : — 

HsO -1- 2ao; = HciO( + HciOa 
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The appearance of any quantity of oxygen gas at the anode 
points to the reaction going mostly in the following manner : — 
aClOa' + HiO = aHClOa + O 

There is always a small quantity of oxygen given off at the 
anode; but it will be noticed that this increases very rapidly if 
the temperature is allowed to rise much over 20°. 

Potassium perbromate is readily prepared in the same 
manner as the perchlorate, but the preparation of the periodate is 
attended with considerable difficulties, and it is necessary to keep 
the solution alkaline. MuUer and Friedberger have succeeded in 
obtaining the free periodic acid by electrolysing iodic acid in the 
anode compartment. 

LITER A TVRE. 

Foerster, Zeif.f. Eleklrochem., 4, 386 ; Winteler, Zeil. f. EUktro- 
chtm., B, 49, and 217 ; MiJller, Zeit.f. EUklrockem., 7, 509 ; Miiller and 
Friedbe:^er, Ber., 35 (3), 2652. 

IX. Lead Peroxide. 

Litharge (lead monoxide) can be electcolytically oxidised to 
its higher oxide lead peroxide. The operation is carried out by 
electrolysing a solution of sodium or other alkali chloride in which 
lithai^e is suspended. 

Process. — Twenty grm. of litharge is suspended in a 2o-per- 
cent. solution of sodium chloride, contained in a battery jar of 
about 500 to 700 c.c. capacity. The cathode is hung at one side 
of the jar, the anode at the other ; the cathode may be of lead or 
graphite, but it should be wrapped in a piece of parchment, or 
surrounded with a piece of asbestos paper, and placed in one of 
the smaller perforated cells described on p. 196, Fig. 53. The 
anode can be either of platinum or graphite. The mixture must 
be very vigorously agitated, either by rotating the anode, or by 
having a separate arrangement for agitating the mixture. 

.^ CONDITIONS. 

CD I to 1-5 ampere. 

E.M.F 3"S to 4 volts. 

Temp Normal. 
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As the electrolysis proceeds, the oxide gradually becomes light 
brown, and, finally, dark brown, showing that all the PbO has 
been changed to PbOa. At the end of the reaction, the lead per- 
oxide is filtered off, washed with water to free it from adhering 
chloride, and warmed wilh moderately dilute nitric acid, in order 
to dissolve out any unchanged lead monoxide. During the 
electrolysis no chlorine will be liberated, because sodium hypo- 
chlorite is produced. The formation of the lead peroxide is, 
indeed, due to the action of the hypochlorite upon the lead 
monoxide, a small portion of which becomes dissolved as sodium 
plumbite. 

.ONa , O 

Pb( + NaOCl + H,0 = Pb( + aNaOH + NaCl 

^ONa ^O 

And also to a certain extent to the direct action of chlorine ions 
on the sodium plumbite. 



,/™' 




cr 


VO 




+ 




. Pb< + 


2NaCl 


\0Na 




cr 





It is important that the litharge should be well ground, other- 
wise it is inclined to be only superficially oxidised. This process 
is of commercial importance, lead peroxide among other uses 
being largely employed in the match industry. 

LITERA TURK. 
Elbs and Forssell, Zeit. f. EUklrochem., 8, 760, D.R.P., 1900, 



X. White Lead. 

There are several electrolytic methods for prepariiif^^j^ile 
lead; most of them, however, are indirect. The method of 
Luckow is direct, the. lead necessary for the production of the 
white lead being obtained from a lead anode, which goes into 
solution as the current is passed. The chief drawback is the 
extremely dilute solutions which are employed. The manufacture 
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of white lead by this process was carried on for some time at 
Cologne. 

Process. — 12 grm. of sodium or potassium chlorate and 3 
grin, of sodium carbonate are dissolved in i litre of water. Both 
the anode and cathode consist of sheet lead, which is hung about 
2 cm. from the bottom of the electrolysing cell. 
CONDITIONS. 

CD 0-4 to o'6 ampere. 

E.M.F rS to 2 volts, electrodes i cm. apait. 

Temp Normal. 

During the electrolysis a slow stream of carbonic add gas is 
passed into the solution, behind the cathode ; it should be passed 
in such a manner that the fluid is as little disturbed as possible, 
so that the white lead produced may sink to the bottom of the 
cell. 

Almost as soon as the electrolysis commences, a thin white 
pellicle forms on the anode, which continually peels off during the 
time the current is passing. The electrode at the end of the 
reaction has a bright metallic appearance, as if it had been freshly 
cleaned. 

The sodium chlorate causes the lead anode to go into solu- 
tion as lead chlorate; this Is then acted upon by the sodium 
carbonate, which with the water forms hydrated lead carbonate. 
The carbonic acid is passed into the solution to prevent formation 
of sodium hydrate ; at the same time, it should not be passed in 
sufficiently rapidly to produce sodium bicarbonate. 

An extremely interesting indirect process is that patented by 
firowne and Chaplin. In this process a solution of sodium nitrate 
is electrolysed in a divided cell, with a lead anode and a copper 
cathode. In the cathode compartment sodium hydrate is pro- 
duced, in tl)e anode cell nitric acid ; this causes the lead anode 
to dissolve with formation of lead nitrate. After the electrolysis 
is finished, the solutions are mixed, when lead hydrate and sodium 
nitrate are produced. 

Pb(N0s)2 + aNaOH = Pb{OH), -j- sNaNO^, 

The lead hydrate is then converted into white lead by addition 



:v Google 



2i8 Practical Electro-Chemistry. 

of sodium carbonate, and the r^enerated sodium nitrate can then 
be again employed for production of a further quantity of lead 
nitrate and caustic soda. 



XI. Chrome Yellow. 

Luckow's method for preparing white lead can also be 
employed for producing other mineral colouring matters, such, e.g., 
as chrome yellow; in this case, sodium or potassium chromate is 
employed instead of sodium carbonate. The current conditions 
are the same as in the preparations of white lead. At the com- 
mencement of the electrolysis the chrome yellow which falls off 
from the anode has a fine fiery appearance. But after a short time 
it becomes reddish and smeary looking, consequently it is not 
possible to obtain good quality chrome yellow in quantity by this 
metiiod. 

UTERATURE. 

Borschers, Zeil. f. Elektrochem., 3, 482 ; Luckow, D.R.P., 91707 
and 105143 ; Browne and Chaplin, U.S.P., 1806, S51361, and 1886, 
S S 5)232 i Le Blanc and Biodschedler, Z«/. /. Elektrochem., 8, 2SS ; 
A. Isenburg, 9, 275. 

XII. Potassium Permanganate. 

' ,7 Prepare a strong solution of potassium carbonate, about 40 
per cent, such a solution has a sp. gr, of about i'42. The object 
of employing a solution as strong as this is that the permanganate 
is much less soluble in a concentrated solution of potassium 
carbonate than in weaker solutions. This solution of potassium 
carbonate can be used both for anode and cathode. 

The anode consists of a piece of fenomanganese or of 
metallic manganese. Ferro-manganese can be obtained with a 
very high percentage of manganese, but pure manganese, 
absolutely free from iron, is not so readily obtained. The 
presence of iron in the ferro-manganese does not, however, exert 
any harmful effect, the iron being simply precipitated as hydrated 
carbonate. 
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The ferro-manganese is, when not obtainable in rods, wound 
round with platinum or iron wire, which is connected with the 
positive pole of the current supply. The cathode of iron or other 
metal is placed in a porous cell, which stands in a beaker con- 
taining the potassium carbonate. The best form of porous cell to 
use, when the solution is so strongly alkaline, is the perforated cell 
described on p. 196, with a diaphragm of asbestos, or better sand. 

As soon as the current— the strength of which may vary within 
wide limits — is passed, permanganate begins to form, and flows 
off the anode in purple streams ; in a short time the whole anode . 
solution becomes deep purple. 

The course of the electrolysis, and the current efficiency, can 
be followed by titratii^ with oxalic acid. 
zKMnO. + S&HjO. + sH^O. 

= loCOa + K^O, + aMnSO* + SHaO 
It is possible to prepare potassium permanganate without sepa- 
rating the anode from the cathode. In this case the cathode 
is made of the positive plate of an accumulator or of the copper 
oxide plate of a cupron cell. 

Any ferric hydrate which is produced during the reaction is 
precipitated to the bottom of the anode cell. When the current 
is passed for a sufficient length of time, crystals of potassium 
permanganate separate out. 



f 



XIII. Potassium Chromate. 

If instead of using an anode of ferro-manganese, one of ferro- 
chrome is employed in a solution of potassium hydrate, then a 
solution of potassium chromate is produced. As is the case in 
the preparation of potassium permanganate, ferric hydrate is pro- 
duced from the iron in the ferro-chrome ; this is, of course, pre- 
cipitated, and can be filtered off. The course of the electrolysis 
should be followed by titration from time to time with ferrous 
ammonium sulphate. 
2K,Cr04 + 6FeS04 -I- 8H3SO4 

= aFe^SOA + Cr,(SO^, -k- aK^SO, + 8H,0 
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XIV. Metallic Hydroxides.' 

When a metal is made the anode in a solution of an alkali 
chloride, nitrate or sulphate with an insoluble cathode such as 
graphite or platinum or a strip of the same metal employed as 
anode, the metal at the anode is dissolved, and a metallic 
hydroxide produced. The formation of the hydroxide is due to 
the metallic salt produced at the anode coming into contact with 
the alkali hydroxide liberated at the cathode. 

{a) NaCI=Na- + a' 

Na+HaO = NaOH+H 

{b) 2a+M = MClj 

MC1,+ 2NaOH= M(OH),+ 2NaCl 

(M is a divalent metal.) 

Since, when a metal is made the anode and goes into solution, 
partial disintegration invariably takes place, and particles of the 
metal fall to the bottom of the electrolysing cell, thus contaminating 
the electrolyte, the anode should be wrapped in a piece of cloth 
or, better, parchment, to prevent this happening. 

In the preparation of these hydroxides, it is advantageous to 
keep the solution well agitated. One of the easiest ways of doing 
tMs is to cause the anode or the cathode to rotate. This is 
readily done by soldering a piece of stout wire to the electrode, 
and fixing it in the chuck of the rotating arrangement described 
on p. So. 

One great advantage in this method of preparing hydroxides 
is, that the solution always remains neutral. For this reason there 
is no possibility of dissolving hydroxides which have an acidic 
character ; further, the amount of alkali salt in the solution never 
increases beyond the quantity which was originally present, and 
thus washing of the precipitate is easy. 

The material of the electrolyte exerts considerable influence 
upon the nature of the hydroxide produced; thus in lo-per-cent 
' Loreni, Zdl.f. Anorg. Chem., 12, 396 and 436. 
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solutions of sodium chloride, potassium nitrate and sodium 

sulphate, the following compounds are formed, with various 
anodes. 



Sodium chloride. 



Cd(OH), 
Cu.OH 
Ca,0 a( tot 

FeO 

Sn(OH), 



Cd(OH), 


Cd(OH), 


Cu(OH), 


Ca(OH), 


CuO at 100° 


CuO at 100° 


PbO, 




Fe,0, 


FeO 


HfoO 




Sn(OH), 


Sd(OH), 



Except in the case of copper, where the anhydride of the oxide is 
produced at high temperatures, it is better to work at a temperature 
of from 70° to 80° or h^her, because, when the hydroxide is formed 
at high temperatures, it is more readily filtered and washed. 

XV. Metallic Sulphides. 

Cadmium Sulphide (Cadmium Yellow). 
Metallic sulphides can be obtained in an analogous manner to 
that in which metallic hydroxides are prepared. Copper sulphide 
is made the cathode in a solution of an alkali chloride, nitrate, or 
sulphate, and the metal the sulphide of which it is desired to 
prepare the anode. Copper sulphide is practically the only 
sulphide which can be employed as cathode because it conducts 
the cuirent readily, whereas most sulphides do not conduct the 
current at all, or conduct it very poorly. When the copper 
sulphide can be obtained in the form of a rod, there is no 
difficulty in forming the cathode; it must, however, be wrapped 
in cloth or parchment to prevent particles falling to the bottom 
and contaminating the product. Generally copper sulphide is 
obtained in the form of a coarse powder j when in this form, the 
only way to make the cathode is to pack the sulphide closely 
round a piece of copper wire in a porous pot or in a stout linen 
bag. It should then be electrolysed for a short time with an 
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insoluble aoode, that the outer portions of the cell may become 
saturated with the alkali sulphide. 

In order now to prepare cadmium sulphide, an anode made 
from a rod of cadmium is placed in the bath, containing a lo-per- 
cent solution of sodium chloride, nitrate, or sulphate. The anode 
should be wrapped round with a piece of calico to prevent dis- 
integrated portions falling into the electrolyte. The solution must 
also be agitated, and the simplest metiiod is to cause the anode to 
rotate (see p, 220). 

CONDITIONS. 

CD ito2 unpeces. 

E.M.F 3 to 4 volts. 

Temp 60° to 70" 

Almost as soon as the circuit is closed, a yellow precipitate of 
cadmium sul^diide commences to fall down. Generally a small 
amount of cadmium hydroxide contaminates the sulphide, owing 
to the cathode reaction being a little slow ; therefore, after filtering 
the cadmium sulphide, it should be washed with a little sulphuretted 
hydrogen water, or the sulphuretted hydrogen water added before 
filtering. 

The mechanism of the reaction is practically the same as in 
the case of hydroxide formation. When the current is passed 
NO,', CI', or SO," ions, as the case may be, are liberated at the 
anode, and oxidise it, causing the metal to pass into solution. 
At the cathode the reducing action of the hydrogen produces 
sulphuretted hydrogen, which unites with the salt to produce 
cadmium sulphide. 

By replacing the cadmium anode by one of other metals, the 
sulphides of the vaiious metals can be produced. 

XVI. Hydroxylamine Hydrochloride. 

NH,OH . HCl. 
When nitric acid is reduced in presence of a metallic salt, such 
as copper sulphate, ammonia is produced, and this reduction may 
be used as a method for estimating nitrates (p. t4S). When, how- 
ever, the reduction takes place in presence of dilute sulphuric acid 



:v Google 



Preparation of Inorganic Products. 223 

and with a cathode of amalgamated lead, then the nitnc acid 
can be almost quantitatively reduced to hydroxylamine. The 
nitric add is probably first of all reduced to nitrous acid, 
hydroxylamine being the next stage, and the final stage is ' 
ammonia. Tafel considers that the ready formation of ammonia, 
by the reduction of nitric acid in presence of a copper salt 
(see p. 146), is not due to the formation of NH^OH and its 
further reduction, but that the copper exerts a specific influence 
which prevents the formation of hydroxylamine. Spongy copper 
or copper sulphate have no action on hydroxylamine, it is there- 
fore probably a question of the effect of the cathode material 
upon the potential at which the hydrogen is liberated. 

H0.N0,-*H0.N0->H0.NH,-*NH3 
The reduction is carried out in an amalgamated circular lead 
vessel, which acts as cathode. A glass plate is laid on the bottom 
of the vessel, and on this a porous cell is placed. The anode 
should consist of a coiled lead tube through which cold water can 
be circulated. The whole apparatus is then stood in a freezing 
mixture. The diameter of the cathode should be about 10 centi- 
meters (about 4"), the diameter of the anode cell from 7-0 to 7-5 
centimeters (2'7S to 3 inches). 

Amalgamation. — In order to amalgamate the cathode it 
must be first carefully cleaned with sand and caustic soda. After 
this it is washed out with dilute nitric acid, and then thoroughly 
ama^amated by rubbing it with mercury by means of a rod of 
wood with a piece of cloth tied on the end. 

A ring-shaped stirrer made from a piece of lead pipe passes 
round the outside of the anode cell. 

The anode cell is filled about three quarters full with 50-per- 
cent, sulphuric acid. About 170 to 200 c.c. of acid of the same 
strength is placed in the cathode compartment The whole appa- 
ratus is now cooled and the circuit closed, a current of about 24 
amperes being passed. Twenty grams of nitric acid (30 c.c, 
50-per-cent. HNOa) is then slowly run into the cathode solution 
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from a dropping funnel : the operation of running in should take 
about two hours. After all the nitric add has been run in, the 
solution is electrolysed for another forty or fifty minutes, until the 
' solution on testing shows only traces of nitric add. 

During the electrolysis the cathode solution should be stirred 
every few minutes. It is, indeed, better if the stirrer can be fixed 
on to a rising and falling beam or a slow-moving eccentric, so 
that the stirring may be continuous. 

As soon as the electrolysis is finished the cathode soludon is 
transferred to a beaker, and a warm concentrated solution of 
barium chloride ran in, care being taken, however, that the 
temperature does not rise above 30" or at most 40°. The barium 
chloride neutralises the sulphuric acid, and then converts the 
hydioxylamine sulphate into hydroxylamine chloride. 

(NH*OH)jH^O, + BaCl, = 3NH..0H, HCl + BaSO. 

Care must be taken not to add an excess of barium chloride. 
The solution is then freed from barium sulphate by filtration, 
and the clear solution evaporated to dryness on the water bath. 
If possible, the evaporation should be done in a vacuum, the only 
difficulty being due to the rather vigorous bumping which often takes 
place- There is no great difficulty in distilling off the water in 
a vacuum, provided a good condenser is employed. The residue 
consists of NH,.OH, HCl with about 8 per cent, of ammonium 
chloride. The ammonium chloride can be separated by dissolving 
the mixture in about half its volume of hot water, when the hydro- 
xylamine salt crystalhses out almost pure. The yield of hydro- 
xylamine is from 75 to 80 per cent, of the nitric add taken. 

LITERA Tl/RE. 
J. Tafel, Zeit. Anorg. Chem. (1902), 31, 289. 
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CHAPTER xrri. 

ORGANIC ELECTROLYSIS. 

Electrolysis of Organic Acids. 

Owing to the very feeble conductivity of organic acids, i.e. to 
the slight amount of ionisation which they undergo, the acids 
per se can only be electrolysed with difficulty, and by the expen- 
diture of a lai^e atnount of electrical energy — that is to say, with 
currents of high potential. On the other hand, the alkaline salts 
of the acids are fairly good electrolytes, and, therefore, by em- 
plojoi^ salts of the organic acids, we are able to obtain anionic 
reactions, the cathodic reactions being of very little importance. 
The electrodes employed in the electrolysis of the organic acids 
must be of some material which is unacted upon by the decom- 
position products or by the oxygen evolved at the anode. Platinum 
is usually the most satisfactory, although at times graphite or 
peroxidised lead can be used. 

Concentration of the electrolyte, the intensity of current 
density, and the temperature determine, to a great extent, in what 
manner the electrolytic decomposition will proceed. 

I. In dilute aqueous solution the action is mainly the pro- 
duction of oxygen at the anode and hydrogen at the cathode. 
The cathode reaction is always the same, and is simply the 
secondary reaction due to the discharge of the alkali ions; as, 
for example — 

I. Na + HaO = NaOH + H 
The anode reaction with a dilute aqueous solution of, say, sodium 
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acetate, is merely a question of oxygen being given up and the 
acid refonned. 

II. »CH,-C +K,0 = 2CH, -Cf +0 
0' ^OH 

This is the primary reaction which ensues, but secondary reactions 
may be produced by the oxygen when it is discharged at the 
anode oxidising the acid itself. 

II. With concentrated aqueous solutions the reactions may 
be much more complicated, and may take place in several ways. 
One of the most well-known reactions is the preparation of 
ethane from sodium acetate, in which the carboxyl of the anion 
is split off, and then two hydrocarbon rests unite together to form 
ethane. 

III. 2CH,-cC =CHa-CH,-f-2C0, 

At the same time small quantities of ethylene are also formed. 
This must be looked uj)on as being produced by the decom- 
position of some of the anions as shown above, and of others 
as set out below. 

IV. CH,.COO' OH' CH. 

CH, . COO' ^ OH' - (5h^ + ^"^ + '"^^ 

According to the above reaction, it is presumed that, at the 
moment the CHg . COO' ion is liberated at the anode^ it splits up 
into the radical CH, and COj, and that, before the CHj has time 
to unite with another CHj radical, two such radicals are attached 
by hydroKyl groups, which have been simultaneously liberated, 
with formation of water and ethylene, thus ; — 



CH,.H' OH' 


CH, H,0 


+ 


= II + 


CH^ff OH' 


CHs HjO 



Now, in the case of acetates this reaction only takes place to 
a very small extent, the main product being ethane produced by 
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the union of two CHj radicals as in III. With alkali propionates, 
on the other hand, the main reaction is the formation of ethylene, 
only a small portion of the CH,.CBj — radicals uniting to 
produce butane. 

V. CH..CHa-COO' OH' CH, 

+ =2 11 +2C0,+ »H,0 

CHa.CHj.COO' OH' CH, 

A further reaction may also take place in which one anion splits 
off COa, and the alkyl rest so obtained unites with another anion 
to produce an ester. For example — 

VI. 3CH, . Zi = CH, . C(^ + CO, 

O OCH, 

A very good example of this class of reaction is illustrated 
by the formation of the trichlor-melhyl ester of trichloracetic acid 
when trichloracetic acid is electrolysed. 

aCCU.Cf =CC1,.C< +C0, 

^0 . ^OCCl, 

A. Crum Brown and J. Walker, by electrolysing the acid 
esters of dicarboxylic acids, were able to produce additive com- 
pounds, the production of which is made clear by an examination 
of equation III. As an example, may be given the formation 
of diethyl succinate when sodium ethyl malonate is electrolysed. 
Only one of the carboxyl groups is able to take part in the 
reaction, because the other one is masked by the alkyl group, 
which prevents it being ionised. 

^COOCsH, 
/COOQH, CH, 
VII. 3CH„( = I + 2CO. 



Finally, H, Hofer and M. Moest find that when an organic acid 
is electrolysed in presence of an alkali sulphate, carbonate, or — 
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better — perchlorate, that an alcohol is produced. The reaction 
depends upon the discharge of hydroxyl ions thus — 

VIII. CH, . COO + OH = CH, . OH + 00^ 
The hydroxy! anion may either be discharged as such, or may 
be produced by the discharge of the inorganic acid anion, as, for 
example, with perchloric ions — 

IX. CIO. -f- HOH = HCIO. + OH 
We may therefore formulate the production of methyl alcohol 
by the electrolysis of sodium acetate in presence of sodium 
perchlorate, as — 
X. CH, . COO + CIO. + H,0 = CH, . OH + HCIO. + CO, 
The ^t that, when an acid is electrolysed in presence of 
sodium carbonate, an alcohol is produced, explains why it is 
that on electrolysing a concentrated solution of sodium acetate 
without a diaphragm, the yield of ethane, which at first is almost 
quantitative, rapidly falls' off. This, therefore, is due to the presence 
of an alkali carbonate which is produced during the course of 
the electrolysis, and that, as soon as it is produced, the reaction 
proceeds according to equation VIII.' With dibasic acids, only 
one of the carboxyV groups is attacked; thus, from succinic 
acid ^xypropionic acid is produced. 

CH,.COO OH CHj.OH 
I + = I + CO 

CH5.COOH CHj.COOH 



XVII. Preparation of Ethane. 

A porous cell is fitted tightly with a rubber cork, through 
which passes a delivery-tube and a piece of stout platinum wire 
bent in the form of a spiral, and which is intended to fimction 
as anode ; a piece of sheet platinum may be used instead of the 
spiral. The porous cell is then filled two-thirds full with a 
cold saturated solution of sodium acetate, to which is added r or 
z per cent, of glacial acetic acid. 
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The anode cell, round which is coiled a piece of nickel wire 
to serve as cathode, is placed in a beaker, which is then nearly 
filled with a similar solution 
of sodium acetate to that 
employed for the anode 
compartment. The whole 
apparatus is Chen placed in 
a vessel of cold water. This 
fonn of apparatus can only 
be employed when it is 
desifed to collect the anode 
gas alone ; if, as is often 
desirable, it is intended also 

to collect the cathode gas, the cell must be placed in a wide- 
mouthed bottle or a cylindrical glass vessel, and must be iixed 
air-tight by means of a rubber ring or stopper. The apparatus 
depicted in Fig. 58 is perhaps the best to employ, when both 




gases are to be collected. The two Woolf bottles are employed 
in order to equalise the pressure on the anode and cathode, the 
gases being collected from the tubes a and b, Elbs employs 
a somewhat similar arrangement, in which, however, he uses a 
tube opening to a bell-shaped end, instead of the porous cell. 
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A current density of from 60 to 80 amperes should be em- 
ployed; this is easily obtained, because the anode surface used 
is small. The temperature should not be allowed to rise above 
20°, because the liigher the temperature the lower the yield of 
ethana The two wash vessels cootain a strong solution of 
caustic soda to absorb the COj which is produced at the anode, 
as shown in the equation — 

,0 CH. 

2CH,Cf =1 +C0. 

\0 CH, 

XVlll. Preparation of Ethylene. 

The apparatus and electrodes employed in the preparation 
of ethylene may be the same as those used in preparing ethane. 
If, however, the presence of hydrc^en with the ethylene is not 
a disadvantage — as, for example, in the preparation of ethylene 
dibromide, when the gas is passed through a mixture of bromine 
and water, — then there is no necessity to separate the anode from 
the cathode, and the electrolysis can be conducted in a wide- 
mouthed bottle. The anode is placed in the centre and surrounded 
with a cylinder of nickel, which acts as cathode. This arrange- 
ment has the advantage of decreasing the resistance and of 
making it easier to keep the apparatus cool. The solution to 
be electrolysed is prepared by dissolving 40 to 50 grms. of 
sodium propionate in 100 c.c. of water, and then adding 25 to 
30 grms. of propionic acid. When the anode and cathode are 
separated, a solution of sodium carbonate may be used for the 
cathode compartment. 

The CD. must, as in the preparation of etliane, be high; 
it should not be less than 70 amperes, and may rise to 100, 
provided the temperature of the solution does not rise above 
35° or 40°. The yield of the ethylene is between 35 and 50 per 
cent, of the theoretical amount, 

CHa . CHj . COO' OH' CH, 

+ = 2 II -f 2CO, + aH,0 

CH,.CH,.COO' OH' CHi 
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XIX. Preparation of Diethyl Succinate. 

The electrolyte consists of a nearly saturated solution of acid 
potassium 01 sodium malonate, whidh is contained in a beaker 
standing in cold water. As the hydrogen evolved during the 
reaction has no action upon the products of electrolysis, it is 
not necessary to separate the anode ^m the cathode by means 
of a diaphragm. The anode should be a spiral of stout platinum 
wire, and should be sufficiently thick not to become hot when 
the current is passed. The cathode may conveniently be made 
of sheet platinum. 

CONDITION. 
CD 50 to 70 amperes. 

As the solution is very strong, the electrolyte is rather viscid; 
and this, and the high current employed, cause very considerable 
frothing to take place. Therefore the beaker in which the 
electrolysis is conducted must not be more than half filled with 
the electrolyte. 

After a little while the diethylsuccinate begins to separate out 
as a mobile oil, which floats upon the surface of the solution. 
When rather more than the theoretical amount of current has 
been passed the electrolysis is stopped, the mixture transferred 
to a separating funnel, diluted with water, and extracted twice 
with ether. After drying over calcium chloride, the ether is 
disdlled off and the ethyl succinate fractionated; h.p, 216°. 
^COOCH. 
,COOCH, CH, 

\C00 CH., 

■\COOCH, 

For the preparation of potassium ethyl-malonate, see p. 283. 

XX. Preparation of Diethyl Adipic Acid. 

The method of preparation of diethyl adipic acid is similar 
to that adopted for the preparation of diethyl succinate. A nearly 

saturated solution of potassium ethyl succinate is electrolysed in a 
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tail beaker, which, as in the case of the previous experiment, 
must not be moie than half full, owing to the frothing which 
takes place. 

CONDITION. 

CD SO to 75 amperes. 

At the end of the reaction — 70 cc of solution will require 
the passage of about 20 ampere hours — the mixture with the 
adipic ester floating upon its surface is diluted with water and 
extracted twice with ether, and the ethereal solution dried over 
calcium chloride. After driving off the ether, the oil which 
remains has a pleasant fruity odour, due to the presence of 
small quantities of ethyl acrilate, CHj : CH . COOCaH,. In order 
to free it from this and obtain it quite pure, the ester should be 
heated to 120° for about half an hour, and then fractionated, b.p. 
at normal pressure 254°^ but it is more satisfactory to distil 
under diminished pressure. The yield of ethyl adipic acid is from 
30 to 35 per cent, When potassium methyl succinate is electro- 
lysed under the same conditions, dimethyl adipic acid is produced. 
CHa.COOQH. 
I 
CH,.C0OQH, CHj 
2 1 =1 + 2CO. 

CHj - COO CH, 

CH,.COOQH. 
For method of preparing potassum ethyl or methyl succinate, 
see p. 283. 

XXI. Preparation of Methyl Alcohol. 

Make up a solution containing 225 grm. potassium acetate, 
52 grm. potassium carbonate, and 55 grm. potassium bicarbonate 
to the litre. In order to prepare methyl alcohol, this solution 
may either be electrolysed in an undivided cell, or it can be 
electrolysed in the anode compartment of a partitioned cell. 
CONDITIONS. 

CD 20-25 amperes. 

E,M.F 7-8 volts. 

Temp 2S''-30° 
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The anode should be of platinum, and it is an advantage to 
have it slowly rotating. As the current density is rather high, the 
solution is apt to become very hot, and this causes evaporation 
and loss of the methyl alcohol. For this reason the electrolytic 
cell should be placed in a basin of cold water, and as a fiirther 
precaution the cathode should be made from a coil of thin lead 
piping, on to which is soldered a piece of copper wire to convey 
the current Water is caused to flow through the lead pipe, and 
the coil is placed round the anode compartment, or when the cell 
is not divided, the lead coil is run close to the outer wall of the 
electrolysing vessel, the anode being in the centre. 

As the electrolysis proceeds, acetic add is allowed to slowly 
drop in from a dropping funnel, to take the place of the decom- 
posed acetic ions. 

CH, . COO + OH' - CHj . OH + COi • 

The acetic acid must on no account be run in sufficiently quickly 
to cause the solution to become acid, otherwise methyl alcohol 
will not be produced. 

When about 50-60 ampere hours of current have been passed, 
the electrolysis is stopped. The solution containing the methyl 
alcohol is transferred to a flask, and about one-fifth of it distilled 
off on a sand bath. The distillate contains the methyl alcohol 
and traces of formaldehyde. In order to obtain the puie methyl 
alcohol, small pieces of caustic lime or an excess of anhydrous 
potassium carbonate is added to the solution, and, after standing 
for about 24 hours, the flask containing the methyl alcohol and 
lime is placed on a water bath, and the alcohol distilled off. The 
yield of methyl alcohol is from 50-60 per cent. There is really 
no advantage in employing a divided cell, because methyl alcohol 
is not reduced by the cathodic hydrogen. The weight of the 
alcohol can be ascertained by multiplying the number of c.c. 
obtained by 0789, the specific gravity of methyl alcohol. 

LITER A TURE. 
Kolbe, Anttalen, 66, 261 ; Kekule, Annalen, ISl, 79 ; Brazier and 
Gosleth, AHnaitH, 76, 265; Murray, Ber., 26, 492; Hamonet, 
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Compt. Rendus, 188, 253 ; LSb, Zeit. f. Ehklrochem., 8, 42 ; Schall, 
Zeit.f. EUktrockem., S, 83, and 6, 102 ; Rohlaad, Ztit. f. Elektro- 
chem., 4. 120 ; SchaU and Klien, Zeit. /. Etektrochem., 6, 256 ; Elbs, 
Jourtt. f. prakt. Chem., 47, 104 ; Elbs and Kratz, Joum. f. prakt. 
Chem., 56, 502 ; Troeger and Ewers, Joum. f. prakt, Chem., 68, 
121, and 58, 464; Aarland, Journ. f. prakt. Chem., 6, 256; Crum, 
Brown and Walker, Annalen, 261, 107, and 274, 4.1 ; Walker and 
Cormack, Chem. Central Blalt, 71, I. 770, and Proc. Chem. Soc., 
16, 58 {1900) ; Von Miller and Hofer, Ber., 27, 461, and 28, 2427 ; also 
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Zeit./. Elek&ockem., 10, 833 (1904). 
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CHAPTER XIV. 

REDUCTION OF ORGANIC COMPOUNDS. 

The electrolytic reduction of oi^anic compounds has been very 
fully studied, and the results obtained have been of great import- 
ance. Compared with methods of electrolytic oxidation those 
of reduction are comparatively easy. Very different results can 
be obtained by varying the conditions of reduction. Thus, for 
example, different reduction products are obtained from the same 
substance by reducing in strong acid or dilute acid solutions, in 
alkaline or neutral solutions. The material of the electrode also 
has a considerable influence upon the manner of the reduction. 
This is not due to the difference of the metal, but to the fact 
that with certain metals the hydrogen is yielded up at a higher 
potential. In fact, the chief influence in the reduction is the 
potential at which the hydrogen ions are discharged. W. Lob 
and R. W. Moore ^ find that nitrobenzene can be reduced in 
alkaline solution with a cathode of platinum, copper, tin, zinc, lead, 
or nickel, or with a platinum cathode and the hydroxide of tin, 
zinc, or lead. 

In general chemistry it is well known that when nitrobenzene 
is reduced in acid solutions aniline is produced, but reduction 
in alkaline solution leads to the forraatijn of azoxybenzene, 
azobenzene and hydrazobenzene. The electrolytic reduction 
of nitrobenzene and of substituted compounds of nitro- 
benzene has been very thoroughly studied, and it is found 
that it is possible to bring about by electrical means the same 
changes as those produced by purely chemical methods, and very 
' ZeU./. Fhys. Chan. (1904), 47, 818. 
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often with very much greater readiness. Some of the reactions 
are due to primary electrolytic reduction, but others must be 
classed as being brought about by secondary changes, F. Haber ^ 
has drawn up a scheme in order to show this in a clear manner. 
In the scheme, here given, the vertical arrows show the primary 
changes, and the oblique indicate secondary reaction. 

. 'C,H,NO, 



C,H,.N = N.CeHs QH.-N-N-C.H, 



■»C,H,NH - NHQH, 



vi /OH(p) 



REDUCTION IN ACID SOLUTION. 

The primary reaction from nitrobenzene to nitrosobenzene, 
phenylhydroxylamine, and aniline takes place in moderately dilute 
acid solution. When strong acid is employed, the main product 
is p-amidophenol. In strong sulphuric acid phenylhydroxylamine 
undergoes intramolecular change, the OH group exchangii^ place 
with a hydrogen atom in the para-position thus ; — 

QH,.NH.OH-*HO.C,H<-NH,i . ■-- 

XXII. Preparation of Aniline. 

ag grm. of nitrobenzene is dissolved in loo c.c. of alcohol, 

and added to 200 c.c. of sulphuric acid (25 to 30 per cent.). This 

mixture is placed in a porous cell which acts as cathode chamber. 

The cathode is made of a sheet of lead bent into ■ the form of a 

' Zdt.f. Elektrechim. {1898}, 4, 506. 
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cylinder, and having narrow slots cut into it at intervals. A small 
lead paddle, also connected with the negative pole of the source 
of current, is placed in the centre of the cell, and rapidly rotated 
during the time the electrolysis is being conducted. If the 
mixture is not agiuted, sufficient alcohol should be employed to 
keep the nitrobenzene almost completely in solution, and the 
cathode solution is placed in a high beaker, the porous pot 
containing the anode. 

The anode may be a cylinder or sheet of lead, the anode 
solution sulphuric acid of the same strength as that employed for 
the cathode solution. 

CONDITIONS. 

C.D 4 to 5 amperes. 

E.M.F 37 to 4'o volts. 

Temp es" to 80= 

The electrolysis is commenced at normal temperature, but the 
passage of the current rapidly raises the temperature to the boiling 
point of alcohol. The object of the high beaker is to condense 
as far as possible the alcohol which is vaporised by the high 
temperature. From the equation it is seen that 123 gnn. of 
nitrobenzene require the passage of six faradays or 6 >c 96540 

CH^NOa + 6H = CiH^NHj + 2ll,0'' 
coulombs of electricity in order to reduce it to aniline. Therefore 
25 grm. require about 33 ampere hours. As toward the end of 
the reaction a certain quantity of hydrogen is invariably lost, the 
current should be passed for about 35 ampere hours. 

The alcohol is now distilled off, the solution made alkaline 
with caustic soda, and steam distilled. If there is a trace of 
nitrobenzene left, this can be separated by a preliminary steam 
distillation before making alkaline. The aqueous distillate is 
extracted with ether, and the aniljnerecovered as usual. Yield 
about 80 per cent, or higher. Crystals of aniline sulphate can 
be obtained by evaporating the acid solution to small bulk, but 
there is no advantage in this. 
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Toluidines. 

Ortho- meta- and para-nitrotoluene are readily reduced in a 
similai manner to nitrobenzene with a formation of the corre- 
sponding toluidines. The yields of toluidines are very satisfactory, 
but tbe o- and m-nitrotoluenes give rather higher yields of the 
corresponding toluidines than the p-nitro -toluene. 

XXlll. Preparation of p-Amidophenol.' 

As has ahready been stated (p. 236), p*amidophenol is obtained 
when nitrobenzene is reduced in strong solutions of sulphuric 
acid. The strong acid causing an intra molecular change between 
the OH group of the hydroxylamine and the hydrogen atom 
situated in the para-position. 

Owing to the strong sulphuric used, and the high temperature 
at which the reaction is conducted, platinum electrodes must 
be employed. The anode and cathode are separated; either 
an ordinary porous cell may be used, or one of the double 
perforated cells (p. 196), in which the inner portion is wrapped 
round with asbestos, can be employed. 

30 grm. of nitrobenzene is mixed with 200 c.C. of strong 
sulphuric acid, and about 4 to 6 c.c. of water added. This 
solution is placed in a beaker which constitutes the cathode space ; 
the anode compartment, which has first been soaked in strong 
sulphuric acid, is placed in the middle of the beaker. A spiral of 
thick platinum wire, which forms the cathode, is wound loosely 
round the anode cell, or a cylinder of platinum may be used 
instead of wire. The anode may either be a cylinder of platinum 
foil or, better, a stout coil of platinum wire. 

CONDITIONS. 

CD 5 to 6 amperes. 

E.M.F 7 (oSvolls, 

Temp JS" lo So" 

' Galterminn, Ber., 26, 1846. A. Noyes & A. Clemenl, Ber., 26, 990. ' 
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No heatbg is required, but during the reaction the temperature 
rises to 75° or 80°. It must not be allowed to exceed 85°, otherwise 
sulphonation takes place, and p-amidophenol sulphonate is 
produced; even at this lower temperature a certain amount of 
sulphonation does ensue. As the electrolysis proceeds, the 
solution becomes of a dark-blue colour. After about 30 ampere 
hours of current have passed the reduction is stopped, and the 

OH 
CH,NO, + 4H = C.H*. + H,0 

NHa 

anode cell removed. On allowing to stand for some time in 
a cool place or by placing the beaker in a freezing mixture the 
p-amidophenol crystallises out, the whole mass becoming a thin 
porridge of crystals. The crystals are filtered off on t 
pirnip, glass wool or asbestos being used to filter througl 
filtration, the crystals are spread on a piece of porous 
remove as much of the sulphuric acid as possible, and recr] 
from alcohol. The yield is generally about 20 to 30 p 
but if the temperature has been allowed to rise too higl 
be very much lower. There is always a certain quantti 
sulphonic acid formed, and vftying quantities of highe 
tion products. When 80-per-cent. sulphuric acid is u: 
sulphonation takes place, but in this case the cathode 
rapidly rotated. 

REDUCTION IN ALKALINE SOLUTION. 

In alkaline solution the reactions are mostly secondary j 
according -to Haber's scheme (p. 236), it is seen that azoxyl 
and azo compounds are produced. The formation of the azoxy 
compounds may be written as : — 

,0. 
aQH^NOa -I- 6H = CH^N - N . CH, + 3H3O 

It probably is also produced as a secondary reaction between 
phenylhydroxylamine and nitrosobenzene. 

O 
C,H,NH . OH + CeH.NO = C.H.N - NQH, + HgO 
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The nitrobenzene is first reduced to nitrosobenzene, a portion 
of which is then fiirther reduced to phenylhydroxylamine, and the 
interaction of these two substances causes the form^ion of the 
azoxybenzene, 

XXIV. Preparation of Azoxybenzene/ 

As cathode compartment use a fairly wide porous cell about 
8 or 9 cm. in diameter, and place it in a cylindrical lead 
vessel, which is to serve as anode. The anode solution is a 
15-per-cent. solution of sodium sulphate slightly acidified with 
sulphuric acid. 

Mix 30 grm. of nitrobenzene with 300 to 400 c.c. of 3-per-cent. 
solution of sodium hydrate, and place the mixture in the cathode 
cell. The cathode may consist of a nickel gauze cylinder or a 
close coil of stout nickel wire, wound so as to fit closely against 
the walls of the cathode cell. A nickel stirrer is then placed in 
the centre of the cell, and the mixture is vigorously agitated so as 
to produce a thorough emulsion, the nickel stirrer being also con- 
nected with the negative source of current. 

CONDITIONS. 
CD 5 to 6 ampetes. 



No external heat is applied, but during the electrolysis the 
temperature of the solution rises considerably. 

According to the equation aheady given, two molecules 
of nitrobenzene are seen to require about 33 ampere hours 
of cunent, therefore 30 grm. theoretically should need i6-5 
ampere hours. It will be found advisable to give the experiment 
about 22 ampere hours. Shortly after the current has been 
passed the solution becomes bright red, but towards the end 
of the reaction the solution often appears rather muddy and of a 
brownish red colour. 

After the electrolysis is finished, the mixture is transferred to a 
flask and steam distilled to remove unchanged nitrobenzene and 
' Chan. Zal., 17, aio. 
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any aniline which may have been formed. As the azox>'benzene 
is also to a certain extent volatile with steatn, the distillation 
must be stopped when the distillate only smells faintly of nitro- 
benzene — that is, after 30 or 40 minutes' distillation. The bulk of 
water is poured off the oil which remains at the bottom of the 
distillation flask, and the oil poured into a beaker. On standing 
for some little time in a cool place the oil solidifies. The crude 
azoxybenzene is purified by recrystallisation from petroleum ether 
or from ligroin. It is obtained as crystalline plates or needles of 
a light yellow colour; m.p. 36°. The yield varies considerably, 
but is not usually above 40 per cent. 

Very little work appears to have been done upon the nitro- 
toluenes, but p-azoxytoluene has been prepared by electrolytic 
reduction of p-nitrotoluene with a CD. of i to a amperes. It is 
a red sandy substance which on crystallisation from alcohol 
forms orange-red needles, m.p. 75°. 

XXV. Preparation of Azobenzene.' 

When the reduction is carried a stage further than is necessary 
for the formation of azoxybenzene, azobenzene is produced. 

2QHsN0^ + 8H = C„HaN = NQH. + 4^0 
Dissolve 30 grm. of nitrobenzene in 200 c.c. of 70-per-cenl. alcohol, 
and add 8 grm. of sodium acetate : this solution forms the cathode 
mixture. Place it in a narrow beaker, and as anode compartment 
use a porous cell. The anode solution consists of a cold 
saturated solution of sodium carbonate. The anode may be 
of platinum foil or wire, or a graphite rod can be employed. The 
cathode should be a nickel gauze cylinder, placed between the 
anode cell and the beaker, 

CONDITIONS. 

CD 6 to E ampcies. 

E.M.F 8 to 9 volts. 

Temp Normal to commence with, 

I K. Elba and O. Kopp, Zat.J. EUkirochim., 5, 108. 
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but as the electrolysis proceeds the mixture rapidly reaches 
the boiling-point of the alcohol. The object of having a tall 
narrow beaker is to condense, as far as possible, the volatilised 
alcohol ; it may, however, be necessary to add fresh quantities 
of alcohol from time to time. Toward the end of the reaction 
the CD. is reduced to 2 amperes, and the current passed for 
about 15 hours at this density. About 30 ampere hours are 
required to complete the reduction — that is, the passage of 
slightly more than the theoretical amount of current. As a high 
CD. is being used, and because during the electrolysis the anode 
solution tends to become depleted of cations, the anode cell 
should not be too small, as otherwise, owing to resistance being 
■ set up, a high E.M.F^ is required to drive the current through, 
atCd the heating of the solution becomes excessive. 

As soon as the process is finished, the mixture is transfeired 
to a flask, and air is aspirated or blown through it for about 
half an hour. The object of passing air through the mixture is to 
decompose any hydrazobenzene which may have been produced, 
as it is found that a small quantity of this product is invariably 
formed. Traces of azoxybenzene may also be present The 
bulk of the alcohol is distilled off, excess of water added, and 
the precipitated azobenzene filtered off and washed. If the 
reduction has not been carried far enough, the unchanged 
nitrobenzene remaining makes it very diflicult to get the azoben- 
zene to crystallise. The only thing to do in this case is either to 
further reduce the product or to steam distil it, but this latter 
method always results in loss, because some of the azobenzene 
passes over with the steam. It is then recrystallised from alcohol 
or light pelroleimi spirit, when it is obtained in beautiful red 
plates ; m.p. 68°. Yield about 70 to 75 per cent. 

XXVI. Preparation of Hydrazobenzene.* 

From the equation for the formation of hydrazobenzene, it is 
seen that two more hydrogen atoms are required to produce it 
than are necessary for the preparation of azobenzene. 
' K, Elbs and O. Kopp, Zeit-f. EUktrxhaii., 5, :o8. 
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zC.H,NO, + loH = CH,NH - NHQHs + 4HaO 
In preparing hydrazobezene, the conditions of the experiment, 
solution, electrodes, etc, is the same as in the previous case. 
For 30 gnn. of nitrobenzene theoretically about 32 ampere hours 
are required, but to ensure complete reduction the current should 
be passed for about 3 s ampere hours. After sufficient current to pro- 
duce azobenzene has been passed, the CD. should be dropped to 
2 or 3 amperes — say, e.g., after the passage of 23 ampere hours. 
As the reduction becomes completed, crystals of hydrazobenzene 
commence to fall out; when the process is completed, the beaker 
cont^ing the product is placed in a basin of cold water, and 
a low current of cj to 075 ampere passed while the substance 
is cooling, say for threenjuarters of an hour. The bulk of the 
bydrazobenzene thus crystallises out, and, on rapidly filterii^ on 
the pump and washing, first with dilute acetic acid, and then 
with alcohol, the hydiazobenzene is found to be practically pure. 
Another crop of crystals can be obtained from the mother liquors 
by addition of water containing a little ammonium sulphide — to 
prevent oxidation. This last portion can be obtained quite 
pure by recrystallisation from alcohol. Hydrazobenzene forms 
colourless tablets ; m.p. 131" ; yield over 80 per cent. 

XXVii. Preparation of Benzidine.' 

When hydrazobenzene is acted upon by strong sulphuric acid 
it is converted by intramolecular change into benzidene, as shown 
by the following scheme : — 

This preparation can hardly be called an electrolytic one, but 
as it is very readily produced from hydrazobenzene, it is in- 
cluded here. In order to prepare it, the cathodic mixture is 
after electrolysis, without cooling, poured into moderately strong 
hot sulphuric add {200 cc HjSOj, 400 c.c. H5O).' This must 
' W. Lob, Zeit.f. EUktrochem., 7, 320 and 333, also 597. 
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be done wilh caution, because the solution containing the 
hydrazobenzene Is strongly alkaline, and when it is poured into 
the hot acid, unless care be taken, the reaction becomes too 
violent In order to prevent reduction of the hydrazobenzene 
it is advisable to add a few crystals of sodium sulphite to the 
cathode solution before pouring it into the sulphuric acid. The 
benzidine sulphate separates out as a crystalline powder, and, 
after cooling, this is separated off. In order to remove any azo- 
benzene which may be present, owing to oxidation, it is washed with 
warm alcohol. About 65 per cent, of the theoretical amount of 
benzidine sulphate is produced. The free base is obtained by 
grindii^ up the benzidine sulphate in a mortar with excess of 
ammonia. The base is then filtered off and washed with a little 
cold water to remove the ammonium sulphate, and the benzidine 
crystallised from boiling water. As it is not very soluble in 
water, a considerable quantity is required to dissolve it. On 
cooling, large colourless plates or leaflets are obtained, which are 
filtered off and washed with a little water and dried, m.p. laa", 

The azo- and hydrazo-compounds of other nitro-compounds 
are readily prepared by the same methods as those used for 
preparing these compounds from nitrobenzene. Thus the 
azoxy compounds obtained from p-nitro-anisol and from the 
nitroxylenes are really easier to prepare than ordinary azoxy 
and azobenzene, because they melt at much higher temperatures 
and are therefore more readily crystallised. Odier substituted 
azoxy and azobenzenes can be produced by employing substi- 
tuted nitrobenzenes. For example, the three chloronitrobenzenes 
yield the corresponding chloroazoxybenzenes, etc. 

XXVIIK Preparation of p-Phenylenedia- 
mine.* 

By reduction of the ortho-and para-nitraniline the correspond- 
ing diamines are readily obtained ; e.g. with p-nitranlline — 

' Commeidally bjdiochloric add is geneially employed instead of 
sulphuric acid. 

" A. Noyea and J. J. Donance, Ber., 28, 2350. 
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QH/ + 6H = C„H / + aHjO 

'■-NH, -^NH, 

Take 20 grm. p-nilraniline and dissolve in about 150 to 200 c.c. 
of alcohol ; now dissolve 5 to 7 grm. sodium acetate in 100 c.c. 
of hot water, and mix the two solutions. This mixture is then 
placed in a beaker, which acts as the cathode cell. The cathode 
is of nickel gauze, as also is the anod& The anode cell is filled 
with a 20-per-cent. solution of sodiufti carbonate. 

CONDITIONS. 

C.D 14 lo 18 amperes. 

E.M.F 7 to 8 volts. 

Temp 75" to 80" 

The mixture is made warm to start with ; the high current used 
keeps it at the boiling-point of the alcohol. The evaporated 
alcohol may be replaced from time to time. 

After the passage of 24 ampere hours the current is stopped. 
The first 18 or 20 ampere hours of electricity are passed at a 
high current density, then the current is gradually cut down lo 2 
amperes. 

At the end of the reaction the still hot cathode fluid is poured 
into a mixture of 50 c.c. sulphuric acid and 100 c.c. water. 
The mixture is allowed to stand for an hour or two, filtered 
on the pump, and then spread on a porous plate. By this means 
colourless plates of p-phenylenediamine sulphate are obtained. 
The yield is about 75 per cent, of the theoretical quantity 
obtainable. 

It should be noticed that whereas o-nitraniline upon re- 
duction in the above manner yields o-phenylenediamine, 
m-nitraniline yields, when reduced under similar conditions, 
m-diamidoazobenzene. This peculiarity is due to the tendency 
of the ortho- and para-compounds to form quinones, a tendency 
which is not exhibited by the meta compounds. 
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REDUCTION OF A MIXTURE OF 
NITROBENZENE AND BENZALDEHYDE. 

XXIX. Preparation of Benzylldenephenyl- 
hydroxylamine.* 

The preparation of benzy lidenephenylhydrox y lamine by the 
reduction of nitrobenzene^^ presence of benzaldehyde is of 
considerable theoretical importance, because it proves that 
phenylhydroxylamine is a product of the reduction of nitro- 
benzene, and that aniline is produced by its further reduction. 
The reactions which take place in the preparation of benzyli- 
denephenylhydroxylamine may be written in two stages. 

I. C,H,NOa + 4H = QH,NH . OH + H,0 

.OH 0^ /0\ 

II. QH,N< + 7C.CaH, = C,H5N— CH.CH, + H,0 

^H H-^ 

The cathode mixture consists of 18 gnn, nitrobenzene and zo 
grm. benzaldehyde dissolved in 40 grm. of glacial acetic add, to 
this solution 40 gnu. (about 22 c.c. of concentrated sulphuric 
acid) is added. The mixture is poured into a beaker, which acts 
as cathode compartment. 

The anode solution is made up of 3 parts concentrated 
sulphuric acid and i part water, and is placed in a porous cell which 
stands in the beaker. 

Both anode and cathode must be made of platinum. Stout 
platinum wire is the most satisfactory form to employ for the anode. 
The cathode may either consist of platinum wire coiled loosely 
round the anode cell, or, better, a cylinder of platinum— for 
example, a cylinder such as is employed in electrolytic analysis. 

CONDITIONS, 

CD 4 to S amperes. 

E.M.F 5 'o 7 volts. 

Temp 18° to 20° 

' Gattermano, Ser-, 29, 3040. 
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The whole appuH^ is placed in a vessel of cold water to prevent 
the temperatK rising above about 20". 

The amount of current necessary to reduce 18 grm. of nitro- 
benzene to phenylhydioxylamine is 155 ampere hours, but in order 
to obtain a good yield of benzylidenephenylhydroxylamine it is 
found necessary to pass the current for more than double this 
time, about 35 ampere hours. 

When the requisite amount of current has been passed, the 
electrolysis is interrupted, and the contents of the cathode vessel 
poured upon ice or into ice-cold water. The crystalline product 
so obtained has usually a brownish or reddish-brown appearance, 
and often contains small quantities of oil, due to undecomposed 
nitrobenzene or benzaldehyde. The substance is first washed 
with water, then with dilute alcohol, and finally crystallised from 
alcohol, by which means colourless needle^haped crystals are 
obtained ; m.p. 108° to 109°. Yield about 60 per cent. 



XXX. Preparation of Ortho- and Para- 
chloroaniline. 

On p. 238 it has been found that when nitrobenzene U 
electrolysed in a strong solution of sulphuric add that the 
pbenylhydroxylamine which is produced in the second stage of the 
reduction is converted by intramolecular change into p-amido- 
phenol. On electrolysing a mixture of nitrobenzene and strong 
hydrochloric acid, intramolecular change also takes place, but 
with production of chloroanilines, the change which takes place 
may best be shown as follows : — 

C,H,NOa + 4H = CaHjNH.OH -J- H,0 

In presence of strong hydrochloric acid the pbenylhydroxylamine 
is converted into phenylchloramine, which then undergoes intra- 
molecular change, a portion of the chlorine changii^ places with 
the hydrogen atom in the ortho position, and a part with the 
hydrogen atom in the para position, thus : — 
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(i) CH.NH.O H + H CI = C,H,NH.Cl + H,0 
(2) C,H,NHCI-3-Cl.QH,HNs ^ 

Process. — A small porous pot, capable of holding 200 to ago 
c.c, which ^ould not be less than from 5 to 6 cm. in diameter, is 
employed as cathode compartment. The cathode may either be 
a cylinder of platinum or a fairly close coil of platmum wire, 
wound so as to come against the sides of the porous cell. 
In the centre of the cell there should be placed a small 
stirrer of stout platinum wire to which has been welded a 
piece of thick platinum foil, to act as a paddle. The cathode 
solution is made by suspending 35 grm. of nitrobenzene in 175 
to 200 cm. of the strongest hydrochloric acid. The cell is then 
placed in a beaker filled with dilute sulphuric acid (20 per cent). 
Platinum foil or wire may be used for the anode. Before com- 
mencing the reduction, the stirrer, which should be rotated 
suifidently rapidly to create a good emulsion, is started, and the 
current then switched on. 

CONDITIONS. 

CD 1-5 to 2 amperes. 

E.M.F 5to6'5volts. 

It is necessary to pass the current for considerably longer time than 
is theoretically required, 45 to 50 ampere hours being used instead 
of 30 ampere hours, the theoretical amount. If, however, the smell 
of nitrobenzene is no longer noticed, the electrolysis can be stopped 
when less current than above mentioned has been passed. The 
solution in the porous pot has a greenish colour, and it will be 
found on pouring it into a beaker that a small quantity of greenish 
precipitate is suspended in it ; filter this off. Now evaporate the 
solurion nearly to dryness on the water bath ; on cooling, crystals 
separate out. Add sufficient water to dissolve these crystals and 
then excess of caustic soda ; at first a precipitate forms, but this 
rapidly changes into a violet-colouied oil. This mixture is then 
steam -distil led, an almost colourless oil being obtained in the 
receiver (a certain quantity of a violet-coloured oil remains in the 
distilling flask). The distillate is extracted with ether, dried over 



:v Google 



Reduction of Organic Compounds. 249 

calcium chloride, and the ether distilled off. The oily substaDce 
which retnains after this treatment is a mixture of ortho- and 
p-chloroaniline. 

Separation of Ortho- and Para-chloroaniline. — The 
oily mixture is boiled with acetic anhydride, whereby the acetyl 
compounds are obtained. The anilides are then washed free 
from excess of acetic anhydride, dried and boiled for some time 
with a considerable excess of benzene in a flask fitted with a 
reflux condenser. The o-chloroaniline dissolves, and a small 
portion of the para-compound. The benzene solution is filtered 
off, and, on cooling, crystals separate out; these consist of the 
dissolved para-compound. After separating these crystals the 
benzene solution is distilled off, an oil being obtained which 
rapidly solidifies; this is the ortho-compound: m.p. 87°. The 
acetyl-p-chloroanihne melts at 172° to 173°. 

If desired to prepare the pure bases from the acetyl com- 
pounds, this can be done by beating in a closed tube with 
hydrochloric acid to a temperature of 180°, The solution so 
obtained is then made alkaline and steam-distilled. The boiling- 
point of the ortho-compound is 206°, while the p-chloroaniline 
melts at 71° and boils at 231°. 

The reaction does not go completely in the manner set out 
in the equations, because there is always 10 per cent, or more 
of the nitrobenzene converted into a violet-coloured oil. This 
oil, the constitution of which has not yet been determined, is 
left behind in the flask when the ortho- and p-chloroaniline are 
steam-distilled. 

REDUCTION OF SUBSTANCES CON- 
TAININQ THE KETO QROUP. 

In the reduction of substances containing the carbonyl group 
> CO, the nature of the cathode is, as Tafel ^ has shown, of very 
great importance. With platinum electrodes, generally speaking, 
' Ber., 88, 2209. 



:vG00glf 



250 Practical Electro-Chemislry. 

very little reduction takes place, the most powerful effects being 
produced when lead cathodes are employed. When lead is 
used as cathode the hydrogen ions are discharged at a higher 
potential than when other metals are employed. In fact, the 
presence of only very small quantities of foreign metals seems to 
considerably lower this over-potential. From his experiments, 
Tjfel draws the following conclusion : — " That substances wMch 
are difficult to reduce can only be reduced in sulphuric add solution 
when such cathodes are employed which give a particularly high 
over-potential at the cathode." 

Furthermore, the concentration of the acid is of importance ; 
but the best results are obtained with solutions of a concentration 
between 30 and 60 per cent. With very strong sulphuric acid, 
the acid itself becomes reduced, and sulphur is thrown out. 

Another point of importance is the current density— generally 
speaking, the lower the current doisity the more rapid and complete 
the reduction. This, of course, means the employment of a large 
cathode surface. 

During the reduction, it is often advantageous to add small 
quantities of lead acetate solution (about 0-5 c.c. of a normal 
solution of lead acetate); this is to counteract the influence of 
small quantities of metallic impurities which may be present. 

Preparation of Lead Electrodes. 

The lead should be as pure as possible, but it is not abso- 
lutely essential that it should be chemically pure. No soldered 

1 joints may come near to the 

I _ electrolysing cell. The best 

g I way to cut the lead Is shown 

I A in Fig. 59; by cutting in 

I this manner, two electrodes 

I can be obtained from each 

^"'- 59- piece of sheet lead. The 

electrode b has a long narrow piece of metal, at the end of 
which a piece of copper wire can be soldered. The electrode a 



:v Google 



Reduction of Organic Compounds. 251 

has a similar extension on which the copper connection may 
be fixed. The electrodes can then be bent into any desired 
form. 

In order to prepare the surface of the electrode, it is well 
nibbed with sand and water, washed with caustic soda, and again 
rinsed with water. It is then placed in a vessel of zo-per-cent. 
sulphuric acid, in which it is made the anode, and a current of 
3 amperes per square decimeter passed for about half an hour. 
The surface of the electrode is now covered with a coating of 
lead peroxide. It is then washed under the tap, and placed into 
boiling water for a few minutes, and finally it is dipped into alcohol 
and then dried by means of a blast of air. The electrode is now 
ready for use. 

The first action of the current, when this electrode is .made 
the cathode, is to reduce the peroxide coating and to cover the 
surface of the electrode with a thin membrane of spongy lead. 
Even if the lead in the first case was not quite pure, this treat- 
ment goes a long way towards improving its purity, and further 
hydrogen given off on the surface of spongy lead appears to be 
given up at a higher over-voltage than from a polished lead 
surfoce. 

It is advisable to oxidise the electrode each time before 
employing it in a new experiment. 



Preparation of Porous Cell. 

The porous cells often contain more or less metallic im- 
purities ; they must also be carefully purified. This is done by 
first soakti^ them in a warm dilute solution of caustic soda for 
a few hours, and then placing them in boiling distilled water for 
another few hours ; after which they are soaked in dilute hydro- 
chloric acid over-night — Tafel recommends for several days ; 
finally soaked for a day or two in distilled water, which should be 
obauged every now and then. 
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REDUCTION OF SUBSTANCES 

CONTAINING THE KETONE (CARBONYL 

GROUP). 

When a substance containing the carbonyl gioup is reduced, 
there are three possible changes which may take place. In the 
first place, a secondary atcohol may be produced — 

R, R 

I. )C0 + 2H= )CH.OH 
R/ R'^ 

Or two molecules may condense together with formation of a 
pinakone. 

R^ R oh OH/R 

II. a ^C0-t-2H= \c-c/ 

r/ r/ \r 

Or, thirdly, the oxygen atom may be eliminated with formation 
of water, the place of the oxygen being taken by two atoms of 

hydrogen. 

III. >C0 + 4H= ^CH, + Ha0 
R^ r/ 

When acetone is reduced with a mercury cathode, the electrolyte 
being dilute sulphuric acid, then reaction I. takes place, and 
isopropyl alcohol is produced. When, however, it is electrolysed 
with lead or other insoluble electrodes, the electrolyte being the 
same, the reaction goes partially according to I. and partially 
according to II., so that a mixture of isopropyl alcohol and 
pinacone is obtained. 

XXXI. Preparation of Isopropyl Alcohol.' 

The cathode solution is prepared by dissolving 20 grm. acetone 
in 100 c.c, of 40-per-cent. sulphuric acid. The anode solution 
I Tafel, Znl.f. EUklroehtm. (1902), 8, 288, 
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is lo-per-cent, sulphuric acid, and the anode may be a piece of 
compo-pipe to which a copper wire is soldered. The apparatus 
employed is depicted in Fig. 60. It consists of a glass cell, the 
bottom of which is covered with a layer of mercury, a, about 
I to 2 cm, deep. B is a piece of stout platinum wire which 
passes through a glass tube to the bottom of the vessel, and 
makes electrical connection with the mercury. The porous cell 
c is clamped in such a way that 
it is about 5 cm. above the sur- 
face of the mercury. In order 
to keep the mixture cool during 
electrolysis, the whole apparatus is 




Fiu. 60. Fig. fii. 

placed in a vessel of cold water. Tafel recommends the appa- 
ratus shown in Fig. 61. The advantage of Tafel's apparatus is 
that it allows the collection of the cathode gases, so that one is 
able to follow the course of the reduction, and it is easy to find 
out how much of the hydr(^en is used for reduction and bow 
much is unused. 

In order to ascertsun the CD., it is, of course, necessary to 
know the surface of the mercury; this is readily found by 
measuring the diameter of the electrolysing cell. 

If a current of 4 amperes is passed, the electrolysis will be 
complete in about 10 hours. When much higher currents than 
this are employed, it is sometimes rather difficult to keep the 
solution sufficiently cool. 
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As soon as the reduction is completed the clear cathode solution 
is neutralised with solid caustic potash, care being taken not to 
allow the temperature to rise above 25° or 30°. As soon as the 
mixture is sightly alkaline, excess of anhydrous potassium car- 
bonate is added, the mixture transferred to a flask and distilled 
from the water bath. The isopropyl alcohol which passes over is 
dried with a little anhydrous potassium carbonate and fractionated, 
when almost the whole of it passes over between 80° and 81°. 
The yield is about 18 to ig grm. 

XXXII. Preparation of Isopropyl Alcohol 
and Pinacone.' 

In order to prepare isopropyl alcohol and pinacone at the 
same time, the only difference from the last experiment is in the 
material of the electrode, which is lead. The best form of 
apparatus is a small lead vessel, which is used as cathode ; the 
anode may be also of lead, and is placed as before in a porous 
cell. A current density of 4 amperes per square decimeter is 
employed, and the solution is kept cool by placing the lead 
vessel into a basin through which cold water is circulated. The 
following equations both take place concurrently : — 

I. CH,.C0.CH,+ 2H = CH,.CH(0H).CH, 
II. 2CHs.CO.CH, -I-2H = CHs.C(OH).CH, 

CHj.C{OH).CH, 
As soon as the reaction is completed, which can be told from 
the vigorous evolution of hydrogen, the clear solution obtained 
is treated with caustic potash until slightly alkaline, and then 
with excess of anhydrous potassium carbonate; the mixture is, 
however, not directly subjected to distillation, as in the last 
experiment. The addition of the excess of potassium carbonate 
causes the formation of two layers, the lower one being a con- 
centrated aqueous solution of potassium carbonate. This is 
separated from the upper layer, which consists of a mixture of 
I E. Merck, D.R.P., 113,719(1893). 
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isopropyl alcohol and pinacone. The two substances are now 
readily separated by fractionation. The boiling-point of isopropyl 
alcohol is 80° to 81°, that of pinacone 171° to 173°. With water 
pinacone forms a crystalline hydrate (CH5)aC(0H) . C(OH) (CH,) 
+ 6HaO J m.p. 42°. The anhydrous pinacone melts at 33°. 



XXXIIl. Preparation of Bomeol.* 

Camphor also contains the keto group, and on reduction yields 
the secondary alcohol bomeol, 

CH, CH CH.. CH, CH CH.. 

I I r I i 

CH,-C— CH, + 2H = CHa— C— CHa 
III III 

CH, C CO CHa C CH . OH 

I I 

CH, CH, 

Cauphor. Borneol. 

The cathode may be a lead vessel, ali the joints of which must 
be burnt and not soldered. This vessel is prepared in the manner 
aheady described for lead electrodes (p. 351). The anode should 
be a piece of pure sheet lead, and is placed in a porous cell, 
which stands upon a piece of glass placed on the bottom of the 
cathode cell. Or it may be held about 5 cm. from the bottom of 
the vessel by means of a clamp. The cathode solution is prepared 
by dissolving 10 grm. of camphor in 100 to 120 c.c. alcohol, 
and then adding 60 to 100 c.c. of 75-per-cent. sulphuric add. 
If the camphor is precipitated out, a further quantity of alcohol 
must be added. The anode solution may be 70-per-cent. 
sulphuric acid. In order to prevent the mixture becoming hot 
during the electrolysis, the lead cell is placed in a vessel through 
which cold water is circulated. 

With a cunent of 3 amperes the reduction is finished in ten 
hours. The CD, may be from 10 to iz amperes, so that if the 
cathode surface is \ square decimeter, then a current of 6 amperes 
' J. Tafel and K. Schmitz, Ziit.f. Eltktrockan. (igoa), 8, 288. 
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may be employed, provided the temperature does not rise above 20° 
to 24**, and in this case the reduction would be finished in five 
hours. The electrolyte does not conduct the current very well, 
therefore the E.M.F. will be found to be from 10 to 15 volts, 
although it may fall considerably toward the end of the reaction. 

When the electrolysis is finished the cathode mixture is poured 
into a beaker, when it will be found to separate into two layers. 
Excess of water is now added, and a seini-crystalUne mass 
obtained; this is extracted with ether; the ethereal solution is 
washed and dried and the ether distilled off. The crystalline 
mass so obtained is then purified by recrystallisation from ligroin. 
The m.p. of the pure product is 204° to 305°, and the yield from 
42 to 45 per cent . 

The third form of reduction (p. 252), where the keto group is 
converted into the CH.j group, takes place, as has been shown by 
Tafel, when caifeine is eiectrolytically reduced, desoxycaffeine 
being produced ; thus : — 

CH> . N— CO CH, . N~-CHa 

I I /CH, II .CH, 

CO C — N +4H= CO C — N< -f HjO 

I II ^CH I II >CH 

CH^.N— C— N CHj.N-C —W 

This form of reduction also takes place when uric acid is reduced, 
purone being formed : — 

iNH— 6C0 NH— CH, 

II II 

2 CO 5 C— 7 NH. + 6H = CO— CH — NH, 

I II >8 CO II >CO+H.O 

3 NH— 4 C —9 NH^ NH— CH — NH^ 

Uric Acid. Purone. 

The reduction here, however, is not confined to the replacement 
of the oxygen of the 6 carbonyl group, but goes a step further, 
and also reduces the double-bonded carbon atoms 4 and 5. It is 
an interesting fact that until Tafel succeeded in eiectrolytically 
reducing uric acid, all attempts at its reduction had foiled. 
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Tafel finds the above reaction, in which the carbonyl group is 
reduced to^tbe CH, group, to be general; alkyl xynthines and 
alkyl derivatives of uric acid are also reduced in a similar manner. 

The preparation and purification of purone presents consider- 
able difficulties, whereas the reduction of caffeine is compaiarively 
easy; the preparation of desoxycaffeine is therefore given as an 
example of this class of reduction. 

XXXIV. Preparation of Desoxycaffeine.' 

Fifteen grm. of caffeine is dissolved in a mixture of 22 c.c, 
concentrated sulphuric acid and 40 c.c. water. This soludon is 
placed in a beaker, inside which there is a small porous cell which 
has previously been soaked in 5Q-per-cent, sulphuric acid, the 
anode solution consisting of sulphuric acid of this strength. The 
anode is a piece of lead sheet, or of lead pipe. The cathode is 
made of lead sheet, which has previously been prepared as described 
on p. 351, and is bent in the form of a cylinder, so as to surround 
the anode cell. The whole apparatus is placed in a bath of cold 
water. A carefully prepared lead vessel may be used instead of 
the beaker for holding the cathode solution ; in this case, of course, 
the lead vessel acts as cathode. Or the cathode solution may be 
placed in the porous cell, and the lead vessel made the anode. 

CONDITIONS. 

CD 3 lo 6 amperes. 

E.M.F 5 to 7 volls. 

Temp should not rise above 20" 

According to the equation, 15 grm. of caffeine requires the passage 
of 8*4 ampeie hours of current. 

CgHioN^Oa + 4H = CbHuN.O + H,0 
It is better to give it sightly more than this in order to ensure 
complete reduction, say 10 ampere hours. 

As soon as the reducrion is complete, the cathode fluid is 
diluted with an equal volume of water, and neutralised with slaked 
■ T. B. B^lUe and J. Tafel, Btr., 38, 68. 
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lime, the precipitated calcium sulphate filtered off and washed 
once with water. The wash water is added to the original solution, 
and the whole evaporated to 60 or 70 c.c. on the water bath. The 
concentrated solution is now extracted several times with chloro- 
form ; the chlorofoim is then distilled off, when there remains a 
yellowish crystalline residue. This crystalline residue is dissolved 
in a small quantity of lo-per-cent. hydrochloric acid, and the 
solution shaken out with chloroform ; this dissolves out the colour- 
ing matter, and any unchanged caffeine which may have escaped 
reduction. The solution is now made alkaline with caustic alkali, 
and again extracted several times with chloroform. On evapo- . 
rating the chloroform the desoxycaffeine is obtained in a very 
pure condition, in the form of colourless crystals. It can be 
further purified by crystallisation from ethyl acetate. The desoxy- 
caffeine so obtained contains 1 mo! of water of crystallisation 
CbHi^NjOjHjO ; m.p. 118". When dried over sulphuric acid in 
vacuo the water of crystallisation is given up, and the m.p. rises 
to 148°, The water-free substance can be distilled undecomposed 
in vacuo. The yield of the pure product is about 70 per cent. 

XXXV. Preparation of Ethyl -o-toluidine/ 

Another interesting case of reduction of the carbonyl group is 
the reduction of the acetanilides as, for example, acetanilide, which 
is converted into ethylaniline. 

CsH^NH . CO . CH3 -f 4H = QH.NH . CH, . CH^ + H^O 
The acet-toluidines yield ethyl toluidines, thus ortliotoluidine 
gives ethyl-o-toluidine. 

CH, CH, 

V NH . CO . CH, /\NH . CH, . CH, 

-|-4H = f 1 +H,0 



Dissolve 10 grm. of acetyl-o-toluidine in a mixture of 35 c.c. 
concentrated sulphuric acid and 45 c.c. of water This is then 
' T. B. Baillie and J. Tafel, Ber., SB, 68. 
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electrolysed in a porous cell as cathode space, with a prepared 
lead electrode. The porous cell is placed in a lead vessel, which 
acts as anode, and is filled with zo-per-cent. sulphuric acid. If 
preferred, the cell can be placed in a beaker, and a cylinder of 
lead be employed as anode. The whole apparatus is placed 
in cold water, otherwise considerable heating takes place. A 
current of about 5 amperes is passed ; the current density is 
not of great importance, provided the temperature does not rise 
too high— it should not be allowed to rise above 25" 

CHuNO + 4H = CjHuN + H,0 

10 grm. of acet-loluide requires just over 7 ampere hours for 
complete reduction; about 8'5 ampere hours of current is passed 
and the electrolysis stopped. 

The cathode solution is diluted with about i^ times its volume 
of water, and allowed to stand overnight. Some unchanged 
acet-toluide crystallises out; this is filtered oif, and the filtrate 
rendered alkaline with caustic alkali, and steam-distilled. In 
order to purify the product, the distillate is made acid, and sodium 
nitrite added a little at a time, the mixture at the same time being 
cooled, to convert the ethyl toluidine into the nitrosamine. The 
oily nitrosamine is then separated from the solution, and reduced 
with tin and hydrochloric acid, by which means it is reconverted 
into the ethyl-o-toluidine, which after making the solution alkaline 
is extracted with ether. The boihng-point of the ethyl-o-toluidine 
is 213' to 214°. Yield, about 60 percent, of the theory. 



XXXVI. Preparation of Piperidine (Hexa- 

hydropyridine). 

Dissolve 20 grm. pyridine in 200 cc. of lo-per-cent. sulphuric 
acid. Place this solution in a glass electrolysing cell with a lead 
cathode, and a rather smaller anode also of lead. As neither 
pyridine nor piperidine are oxidised to any extent by the anode 
current, it is not necessary to separate the anode and cathode. 
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CONDITIONS. 

CD lo to 12 aibperea. 

E.M.F 6 to 8 volts. 

Temp Normal ; rises during electrolysis to 

50" or 60° 

When the circuit is first closed there is scarcely any hydrogen gas 
given olT at the cathode, almost the whole of it being used up to 
reduce the pyridine to piperidine. 

C,H,N + 6H = CHioNH 
But as the electrolysis is continued more and more, gas is given off 
at the cathode until finally the evolution of gas is quite vigorous. 
When rather more than the theoretical amoimt of cunent has 
been passed, it is switched off. The solution is then rendered 
alkaline with caustic soda, and steam-distilled. The piperidine 
passes over with the steam, which should be ^dgorously driven into 
the solution, and the distilling flask should also be heated on a sand 
bath. The strongly alkaline distillate, which possesses the peculiar 
atid characteristic odour of piperidine, is acidified with hydrochloric 
acid and evaporated to dryness. The solid piperidine hydrochloric 
is then decomposed with a strong solution of caustic potash. If 
the mixture does not separate into two layers, a few small pieces 
of solid caustic potash are added. The upper layer consisting 
of piperidine is then separated, dried with solid caustic potash 
and fractionated. The boiling-point of piperidine is 106°. 

LITESATUSE 
Ahrens, Zeil.f. EUktrochem., 2, 577. Merck, D.R.P., 1896, 90308. 
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CHAPTER XV. 

OXIDATION OF ORGANIC COMPOUNDS. 

The number of compounds which have been successfully prepared 
by electrolytic oxidation is comparatively small. The chief 
difficulty in oxidising is to stop the reaction at the right point. 
One might suppose this to be a comparatively easy matter, it 
being only necessary to pass the current sufficiently long to 
liberate a given amount of oxygen, and that then the oxidation 
should be complete. For example, if one atom of oxygen is 
required to oxidise a certain substance, then, if 3 faradays or 
96,540 X 3 coulombs of electricity is passed, the oxidation will 
have taken place. But here, as with all oxidations, the reaction 
often proceeds too far ; a portion of the substance only may have 
been attacked, and attacked much too vigorously — in other words, 
burnt up ; whereas a portion will have been altogether unacted 
upon. To exactly state what are the conditions necessary for 
successful electrical oxidation is an impossibility ; generally speak- 
ing, it seems important to keep the E.M.F. as low as possible: 
other conditions, hot or cold, acid or alkaline solutions, and so 
forth, will vary with the substance to be oxidised. 

XXXVII. Preparation of Purpuro^allin. 

CuHaO, 

Dissolve 28 grm. (i oz.) pyrogallol in 500 cc. of a 15-per- 
cent, solution of sodium sulphate. Place this solution in a 
rectangular glass jar, which should stand in a basin of cold water. 
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At the two opposite corners of the jar fix two thin pieces of com- 
position pipe, to each of which a piece of copper wire has been 
soldered. Connect these wires together, and join them up with 
the negative pole of the electrical supply. The anode must be of 
platinum, and it is best to have it rotating. If a rotating platinum 
anode is not to be had, then hang two pieces of platinum foil at 
opposite sides of the jar, and vigorously agitate the solution 
by means of a glass or wooden stirrer. The anode surface should 
not be less than r square decimeter, but is better to have double 
that surface. 

CONDITIONS. 

CD i'5 lo z amperes. 

E.M.F 4'3 lo 4-5 Tolls. 

Temp Normal. 

With a current of 2 amperes the electrolysis is completed in 6 to 8 
hours. As soon as the current is switched on, the solution 
becomes yellow, and in a short time a yellow or orange yellow 
precipitate of purpurogallin begins to separate out. The solution 
should not be allowed to become hot, otherwise a brown impure 
product is obtained ; it is therefore advisable to stand the electro- 
lysing cell in a basin of cold water. After the electrolysis is 
finished, allow the product to stand overnight, then filter and 
wash with water ; finally spread on a porous plate to dry. The 
purpurogallin so obtained is of a bright yellow colour, and is quite 
pure. 

Yield about 10 grm. It can be crystallised from hot glacial 
acetic acid, from which it separates, on cooling, in dark yellow 
needles or plates. If a very small quantity of purpurogallin 
is shaken up with water containing a drop or two of ammonia or 
caustic alkali, a magnificent blue colour is produced, which 
gradually becomes brown; this reaction only shows in dilute 
solutions. Purpurogallin has well-marked tinctorial properties, 
giving with mordants much the same shades as alizarine. The 
interesting point about purpurogallin is, that in it we have a 
benzene derivative passing by simple oxidation into a derivative 
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of naphthaline. The exact constitutional formula of purpurogallin 
is not at present known. 



LITER A TURE. 

A. G. Perkin, Chem. Soc. (1903), 88, 192 ; A. G. Perkin and 
. M. Perkin, Chem. Soc. {1904), 86, 243. 



XXXVIII. Preparation of Iodoform, 

CHI,. 
From Alcohol. 

Dissolve 20 grm. dry sodium carbonate and zo grra. potas- 
sium iodide in 200 c.c, water, then add 50 c.c, of absolute 
alcohol. Methylated spirit which has been purified by distillation 
over caustic soda and lime may be used instead of the absolute 
alcohol. 

Anode. — Sheet platinum. 

Cathode. — Platinum or nickel ; it should be in the form of 
a spiral of stout wire, and the surface should be considerably less 
than the anode surface. 

Heat the solution to a temperature of 60° to 70°, and then 
electrolyse with an anode current density of i to 3 amperes. The 
beaker employed should be a high one, so that the upper surface 
may help to condense the alcohol, which is otherwise apt to 
volatilise. During the electrolysis a slow stream of carbonic acid 
gas should be conducted through the mixture in order to prevent 
the solution becoming too alkaline, owing to the liberation of 
sodium at the cathode. It is also advantageous to agitate the 
solution vigorously by means of a mechanical stirrer — a rotating 
platinum anode serves this purpose very well. If during the 
electrolysis the solution should become brown, owing to liberation 
of iodine, the passage of the carbonic acid gas must he stopped 
until the brown colour disappears, because the appearance of the 
brown coloration shows that the carbonic acid gas is being 
passed too rapidly. 
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The reaction which takes place is represented by the following 
equation : — 

CHa . CH3 . OH + lol + K,0 = CHIa + COa + 7HI 

The hydrogen iodide produced recombines with the liberated 
sodium and potassium at the cathode to reform potassium iodide. 
The iodine shown in the above equation is, of course, obtained 
from the electrolysis of the potassium iodide. 

The electrolysis may be allowed to continue for three hours, 
at the end of which time the current is cut ofif and the solution 
allowed to stand for two or three hours, or better over night, 
when the iodoform is filtered off". The iodoform so obtained 
is in the form o£ small crystals, and is very pure. The current 
efficiency is between 75 and 80 per cent. 

The solution which is left over may again be employed by 
adding a fresh quantity of alcohol and potassium iodide, so that 
the process can be made practically continuous ; this is, of course, 
important when the operation is conducted on a manufacturing 
scale. 

During the electrolysis, a certain portion of the iodide 
becomes oxidised to iodate. A certain amount of reduction 
of the iodoform always takes place at the cathode, so Elbs sug- 
gests surrounding the cathode with parchment paper; but when 
large quantities of iodoform are required, it is better to employ 
a porous cell for the cathode department. In a continuous 
process, the anode solution may be changed to the cathode after 
each filtration, as the iodate thus becomes reduced to iodide 
again, and is then ready to be again placed in the anode com- 
partment. The disadvantage in using a porous cell is that the 
E.M.F. is slightly raised. 

^Vith Acetone. 
In the equation already given for the production of iodoform 
from alcohol and iodine, it is seen that for every molecule of 
iodoform produced, 10 atoms of iodine is required. With acetone. 
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on the other hand, only 6 atoms of iodine is required to produce 
one molecule of iodofonn. 

>c0 + 61 + h,0 = chi, + ch, . cooh + 3hi 
ch/ 

When alcohol is oxidised, i ampere hour will theoretically yield 
I '467 gnn. of iodoform; but with acetone, r ampere hour gives 
z'444 grm. It follows, therefore, that if acetone can he substi- 
tuted for alcohol, there would be a great saving in the current 
required: furthermore, acetone is cheaper than alcohol. When 
a mixture of potassium iodide, sodium carbonate, and acetone is 
electrolysed under the same conditions as those set out above for 
the preparation of iodoform from alcohol, only very small quan- 
tities of iodoform are produced. But it has recently been shown 
by Abbot that fairly good results can be obtained by allowing the 
acetone to run in very slowly during the course of the electrolysis. 
The following method, due to T. E. Teeple, gives extremely good 
results, the yields often being up to 95 per cent, of the theoretical. 
In the commercial chemical process for manufacturing iodoform 
from acetone, according to the method of SuiUiot and Raynand, 
the production of the iodoform depends upon the formation of 
potassium hypoiodite by the action of a hypochlorite upon potas- 
sium iodide. 

KI -f- KCIO = KCl + KIO 
3KIO -f- (CH,)2C0 = CHI3 -Jf CH3COOK -I- 2K0H 

If now a solution of potassium iodide is electrolysed at ordinary 
temperatures, potassium hypoiodide is produced. 

2KI -i- zHjO = iKOH + zl + 2H 
6K0H + 61 = 3KI -1- 3KIO + 3H,0 

If acetone is also present, it will react with the hypoiodide in the 
following manner : — 

3KIO + {CHACO = CIj . CO . CH3 -I- 3KOH 
CU . CO. CH, -f- KOH = CHI3 -f CH, . COOK 
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In order to obtain a good yield of iodoform, it is necessary to 
neutralise the excess of caustic potash formed in the reaction ; 
this may either be done by passing in carbonic acid gas, neutralis- 
ing with hydrochloric acid, or, better still, with iodine. 

■ zKOH + 2l = KIO + KI + H,0 
3KIO + (CH,)2C0 = CHI, + CH,. COOK + 2KOH 

It will be seen that caustic potash is ^ain set free by the further 
electrolysis, and we therefore obtain a continually decreasii^ 
quantity, i + i + ^4-... = J. It follows, therefore, that the 
necessary quantity of iodine to add is exactly half as much as 
the quantity which the electric current liberates. 

Process. — Dissolve 35 grm. of potassium iodide in 225 to 
250 cc water, add 3 cc of acetone, and electrolyse with a;platinum 
cathode — a spiral of stout wire — and a platinum anode of from 
^ to I square decimeter. It is best to employ a rotating anode, 
or to thoroughly agitate the solution by means of a glass stirrer. 

CONDITIONS. 

CD I'S to 175 ampere. 

E.M.F 3"S to 375 voli«. 

Temp Normal. 

The electrolysis may be conducted for about 90 minutes, during 
which time 1*56 grm. of iodine is added in small quantities at 
a time, sufficiently quickly to keep the solution just brown in 
colour. After the electrolysis has proceeded for about 45 minutes, 
another 3 cc. of acetone may be added.' At the end of 90 
minutes or so the electrolysis is stopped, and the mixture' allowed 
to stand for about an hour and a half. After which the iodoform 
is filtered off and washed with a little water. If it is brown in 
colour it should be also washed with small quantities of a dilute 
solution of sodium carbonate. Yield of iodoform, 93 to 94 
per cent. 

Instead of adding iodine, a fairly rapid stream of carbonic 
acid gas may be conducted through the electrolyte during the 

' Teeple onl}' Tecommends the addition of £ c.c of acetone altogetiicr ; Ibe 
author has, however, obtained better results by proceeding as alwve. 
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first fifty minutes of the electrolysis, after which it is discontinued. 
The solution will probably be very brown in colour, and the 
colour may not have completuly disappeared when tlje current 
is stopped. In about an hour's time after the current has been 
cut off, the brown colour will probably have completely vanished. 
The iodoform is obtained in the form of a fine crystalline 
powder. It can be obtajned in large crystalline i^ates by crystal- 
lizing from acetone. But the colour of the product keeps better 
when the iodoform is crystallised from alcohol. 

LITERA TURE. 

Elbs und Herz, Zeit. f. ElekfroehetH., 4, 113; A. Foerster and 
Meves, Zeil. f. EUktrochem^ 4, 268; Schering, D.R.P., 29771; 
Howe Abbot, yourn. Physical Chem., 1B03, 84. Teeple, Journ. 
Amer. Chem. Soc. (1904), XXVI. 170. 

XXXIX. Preparation of Bromoform.' 

Sixty grams of potassium bromide and 0*3 grm. of potassium 
chromate is dissolved in 150 c.c, of water, and to the solution is 
added 10 c.c. of acetone. This solution is then placed in a 
beaker capable of holding about 200 c.c. 

The anode should be of sheet platinum, bent cylindrical ly, 
so that when placed in the beaker it fits almost against the 
walls of the vessel. The active anode surface may be about 
50 sq, cm. — practically only the inner surface of the anode, 
when arranged as here described, will be active. The cathode, 
which is a spiral of stout platinum wire capable of carrying 4 or 
5 amperes without becoming hot, is placed in the centre of the 
beaker, so that it is surrounded by the cylindrical anode. A 
cylinder, such as is used for electro-analytical purposes, serves very 
well as anode. 

In order that the temperature may not rise above 18° to 20" 
the beaker is placed in a basin through which cold water is caused 
to circulate during the experiment. A current of about 3 amperes 

' E. MuUei and R. Loebe, Zal.f. Etfilrotkrm., 1904, X., 4C9. 
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is passed; the E.M.F, will be about 4 to 42 volts. During the 
electrolysis a rapid stream of carbonic acid gas is conducted 
through the solution. The tube from which the carbonic add gas 
is delivered should pass to the bottom of the beaker, so that the 
bromoform, as it is formed, may, as well as the solution, be 
agitated. In order to obtain a thorough agitation, the delivery 
tube may consist of a T tube bent twice at right angles, the ends 
of the tube being drawn out into narrow openings. 

After the passage of about 14 ampere hours the current is 
stopped, when the bromoform, strongly coloured with bromine, 
settles to the bottom of the beaker. The mixture is transferred 
to a separating funnel, and separated from the electrolyte. It is 
then shaken up in the separating funnel with a mixture of acetone, 
and sodium carbonate solution. This solution is added in small 
quantities at a time, the addition being continued until the brown 
colour disappears. The brown coloration due to the bromine 
varies very much in intensity in different experiments ; sometimes 
the bromoform is coloured a deep red, at other times it is only 
light brown. The cathode should not be nickel, because the 
liberated bromine acts upon it, and the yield of bromoform is very 
much less than when the cathode is of platinum. There seems 
also a tendency with a nickel cathode for bromo-acetones to be 
produced, and these are extremely irritating to the eyes. 

The bromoform is finally washed with a little water, and its 
volume measured, the weight being obtained by multiplying the 
number of cubic centimeters obtained by 2'9, the sp. gr. of bromo- 
form. So obtained, the bromoform always contains a trace of 
moisture, which causes it to be cloudy. In order to render it 
anhydrous, the bromoform must be dried over calcium chloride, 
and distilled; the b.p. is 151°, and the m.p. 76°. 

The reaction which takes place in the formation of bromoform 
may be represented by the equation — 
CHj.CO.CH, + 6Br + HaO = CHBra + CHs.COOH+ sHBr. 

In the electrolytic production of bromoform from potassium 
bromide and acetone, potassium hydroxide is produced, and it 
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is to render this innoxious that carbonic acid gas is passed through 
the electrolyte. The addition of the potassium chromate is to 
prevent, as far as possible, the reducing action of the hydrogen ; 
the employment of a high cathode density also helps in this 
direction. 



XL. Preparation of Anthraqulnone. 

CuHsO^ 

The electrolytic oxidation of anthracine is attended with 
certain difficulties, because anthracine is a solid substance which 
is only very difficultly soluble in organic reagents : the only one 
which can be employed is acetone, but with this solution it is 
not possible to obtain very satisfactory yields of anthraquinone. 
Kecoiurse is therefore had to oxidation of an emulsion of the solid 
anthracine which has been ground to a very fine powder. 

Anthracine is a substance which it is very difficult to wet satis- 
factorily, but unless it is thoroughly wetted a good emulsion 
cannot be fonned. By dissolving it in acetone or in acetic acid, 
and pouring into water, a good mixture can be obtained. Perhaps, 
however, the best method to adopt is to rab the finely powdered 
anthracine through a wire gauze of very fine mesh with warm 
water; this is a somewhat tiresome procedure, but it gives very 
satisfactory results. 

If a mixtiu-e of anthracine in sulphuric acid or in caustic 
alkali is subjected to the oxidising action of the electric current, 
only a very small amount of oxidation takes place. It is found, 
however, that if an oxygen-carrier is added to the mixture, over 
80 per cent, of the anthracine can be oxidised to anthraquinone. 
Various oxygen carriers have been suggested, such as manganese 
chromium or cerium salts, all of which give satisfactory results. 

Procedure. — A circular lead vessel is made the anode ; it 
should have a capacityofabout 1500 c.c. of solution. The cathode, 
which should be capable of very vigorous rotation, is also of lead. 
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e^. a lead paddle (p. 198) ; the entire cathode surface should not 
exceed half a square decimeter. 

Mix 20 gnu. of antbracine with vater in the manner just 
described, and wash it into the anode vessel ; dilute to 900 c.c, and 
add loo c.c. concentrated sulphuric acid. The oxygen-carrier is 
now added, and may be 150 grm. chrome alum, 20 gnn. potassium 
chromate, 100 grm. manganese sulphate, or 15 gnn. eerie 
sulphate. The total exposed anode surface will be from 5 to 6 
square decimeters. 

CONDITIONS. 

CD 1 to 2 amperes. 

E.M.F 2-8 to 3'S volts. 

Temp 7S°W9<J° 

The cathode must be very rapidly rotated in order that the 
anthracine may be thoroughly incorporated with the solution. 

When an oxygen- carrier is used, there seems very little 
advantage in employing a porous cell to separate the anode and 
cathode, so long as the anode surface is very large in comparison 
to the cathode. From the equation it will be seen that every 
gram of anthracine requires about 1 ampere hour to oxidise it to 
anthraquinone. 

ChH,„ + 30 = CuHjO, + H,0 

After the current has been passed for about 22 ampere hours, the 
electrolysis is stopped. Towards the end of the reaction it is 
advisable .to cut the current down to about 5 ampere per square 
decimeter, and to raise the temperature to 100°. When a cerium 
salt is used as oxygen-carrier, the end of the operation is known 
by the solution retaining a permanent yellow colour, due to 
unreduced eerie sulphate. 

When cool tlie mixture is filtered and the anthraquinone 
washed with water until the filtrate is no longer acid. It is then 
spread on a porous plate, and when dry may be crystallised from 
toluene or benzene or a mixture of acetone and toluene. Since 
there is still from 10 to 12 per cent, of anthracine present, the 
mother liquor should be poured off from the anthraquinone, which 
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separates out first, before it is quite cold. One crystallisation, if 
this precaution is taken, is generally sufficient to give a perfectly 
pure product. The anthraquinone is obtained in the form of 
beautiful light yellow silky needles ; m.p, 274°. 

It is a rather interesting point, tbat, although without a 
diaphragm (even when a small cathode and large anode surface is 
employed), it is only possible to oxidise a comparatively small 
quantity of chromic salt to a chromate. Yet in spite of this it 
makes a very satisfactory oxygen-carrier for oxidising organic 
substances such as anthracine. It is quite likely that the lead 
peroxide produced at the anode may also take part in the 
oxidation. In fact, one very rarely notices any deposit of lead 
peroxide on the anode vessel when the reaction is finished. 

LITER A TURE. 

Darmstadter {1897), D.R.P., 109,012; Hochst Farben Fabrik, 
D.R.P. (1898,103,860); Le Blanc, Z«V./. Elekirochem. (,iqcx>), 7,392; 
and DarsUllung des Ckroms., A. Fontana and F. M. Perkin, Electro- 
chemisl {\9CA), III. 656. 



PREPARATION OF DYES, 
XLI. Preparation of Canarine/ 

CsHjHSa 

When potassium or ammonium thiocyanate is electrolytically 
oxidised in presence of hydrochloric acid, a yellow precipitate 
called canarine is produced, the constitution of which has not yet 
been detennined, but which has had the formula CjHjHSs assigned 
to it. This substance, which is insoluble in acids and in the 
ordinary organic solvents, dissolves in alkali carbonates and 
hydroxides and in borax solution. Silk and wool, when immersed 

' ProchotoBf nnd Mullei, DingUt's Journal, 353, 130; Matkognikoff, 
/num. Russian Ckm. Soe., 1884, 380 ; Lindow, Ibid., 1884, 271 ; references 
in Ber., 17, R. 279 and 522 ; and Bir., \% R. 676. 
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in solutions of canarine, are dyed a yellow, the intensity of the 
colour depending upon the amount of canarine in the solution. 
When cotton goods are impregnated with this dye, it acts as a 
mordant toward basic colouring matters. 

Preparation.— Dissolve 30 gnn. ammonium or potassium 
thiocyanate in about 300 to 400 c.c. of distilled water. Transfer 
this solution to a narrow beaker, fitted with a cork through which 
passes a glass stirrer (Fig 62), On either side of the glass stirrer 
is himg an electrode of sheet platinum, about ^ square decimeter 




in surface, and on the other two sides spirals of platinum wire, 
one of which is shown in the diagram (diameter about 075 to 
I mm.). The two larger electrodes act as anodes and the smaller 
electrodes as cathodes. Before commencing the electrolysis, the 
solution is heated to 75° or So", and then 20 cc. of strong hydro- 
chloric acid nm in by means of a thistle funnel, which passes 
through a hole in the cork ; the current is then switched on. 
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CONDITIONS. 

CU 5 to 6 amperes. 

E.M.F 3 0to3'5 vglls. 

Temp 80" 

The best form of glass stirrer to use is that described by 
W. Lob ; ' this form of stirrer is exceedingly efficient, and never 
wobbles.* Fig. 62 shows the arrangement of the cell. If the 
cell is not kept enclosed during the course of the electrolysis, the 
vapours which come off are extremely unpleasant and poisonous, 
and produce headache. A tube, not shown in the diagram, 
passes through the cork, so that the gas evolved can be led off or 
collected, as may be desired. Shortly after the electrolysis has 
commenced, a light yellow precipitate commences to fall out, and 
the mixture assumes a uniform yellow tint. After the current has 
been passed for about four hours, the electrolysis is stopped. 
The mixture is allowed to stand until cold, and then filtered off. 
The canary yellow precipitate is washed several times with warm 
water, and then spread upon a porous plate, in order to remove 
the last traces of moisture. Yield about 5 grm. 



Azo -Com pounds. 

W. L6b^ finds that, when an amine, a nitrite, and a coupling 
substance, such as a phenol, are mixed together, and subjected 
to electrolysis in the anode compartment, azo-colouring matters 
are produced. It must be presumed that a diazo-compound is 
first formed by the action of the NOj ions at the moment of 
their liberation, for which we may write the equation — 
R . NHa + NOa' -> R . N = N . OH + OH' 
The main difficulty in the reaction is the unstable character of the 
diazo-compound under the influence of the electric current. It 
is therefore necessary to have the coupling agent present from the 

' Zeit.f. EldUrochem., 7, 117 (1900). 

' When it is desired to Iieep tlie electrolytic cell absolnlely gas-tighl, (hen 
the vessel A ia partially filled with mercury, as shown in the figure. 
■ ZHt.f. Elektrathem., 1904, X. 237 ; D.K.P., 761, 310, 1B04. 
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very commencement, so that the azo-compound is formed. By 
this means it is precipitated, or, if not precipitated, converted into 
the more stable substance, and thus removed from the fiirther 
action of the electric ciurent. 

An amine cannot be employed as coupling or fixing agent, 
because the amine itself will react with the discharged NOi ions. 
Lob finds, however, that phenols may be very satisfactorily 
employed. The sodium nitrite, amine, and a phenol are mixed 
together, and electrolysed in the anode compartment with a 
platinum electrode. It is necessary to vigorously agitate the 
solution. 



XLII. Preparation of Orange II. 

(Tropaolin 000 No. I.) 

y3. Naphthol-azobenzenemonosulphonate. 

H SO, . CHi .■ N = N . C„H, . OH 

Add r9'5 grm. of the sodium salt of sulphanilic acid (p-amido- 

"benzene sulphonic acid), 14*4 grm. of /?. naphthol, and 69 grm, 

sodium nitrite^ to 1 50 c.c. of water. Place this mixture in the anode 

compartment, which may consist of a beaker or a rectangular 

battery jar. 

The cathode compartment should consist of two small porous 
cells, of such a size that either a platinum or glass stirrer can be 
rotated between them. The cathode solution may consist of 10- 
per-cent, caustic soda. 

The cathode should be either nickel or platinum wire — the 
anode either a stirrer of platinum or a sheet of platinum; in the 
latter case a glass stirrer (Fig. 62, p. 272) must be employed, 
because, as the substances used are not all soluble in water, it is 
essential to have a very thorough agitation of the mixture. The 
whole apparatus is placed in a basin through which cold water is 

' It b necessary to first test the quality of the sodium nitrite, became the 
ordinary product is rarely pore. The above numbers refer to the loo-per-cent. 

product. 
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passed — it is, in fact, an advantage to surround the electrolysing 
apparatus with ice. 

If the anode mixture is placed in a porous cell, the outer cell 
acting as cathode, there is considtfrable difficulty in keeping the 

temperature of the mixture 

sufficiently low. When larger 
quantities than the above are 
prepared, the apparatus de- , 
picted in Fig. 63 may be 
employed. 

The apparatus consists of 
a rectangular battery jar, on 
cither aide of which is placed 
a porous cell, containing the 
cathode solution. The anode 
consists of a platinum rotator, ^'* *^" 

and, in order to increase the anode surface, a sheet of platinum 
is fixed at the bottom of the vesseV, as shown in the figure. Gr 
two sheets of platinum may be hung about i cm. from each side 
of the cathode cells, and a glass stirrer can be employed. Th^ 
whole apparatus is placed in a vessel of cold water, to which ice 
is added in order to maintain as low a temperature as possible. 

CONDITIONS. 

CD S to 12 amperes. 

E.M.F 18 to 15 volts. 



As the sodium nitrite gets used up in the reaction, the E.M.F. is 
inclined to rise. Therefore Lob recommends the employment of 
sodium nitrate as the cathode solution ; the only drawback to this 
is that, as the electrolysis proceeds, the anode solution gets acid 
from the migration of the NOa ions. This can be prevented by 
occasional addition of small quantities of dilute caustic soda. 

In order to complete the reaction, about twice the theoretical 
amount of current should be passed. 

If during the electrolysis frothing takes place, it can be 
prevented by adding a few cubic centimeters of dilute caustic soda. 
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When the electrolysis is carried out at a temperature of 0° 
a considerable quantity of the colouring matter crystallises out, 
which can be filtered off; it usually contains, however, small 
amounts of j3. naphthol, for this reason it is advisable to add 
sufficient water to dissolve all the orange II. and filter from the 
unchanged /3. naphthoL Excess of alkali must not be present, 
otherwise the )S. naphthol will also dissolve. 

The colouring matter can be obtained from this solution by 
evaporating to dryness on the water bath and extracting with 
alcohol. On evaporating off the alcohol the orange is obtained 
as a dark yellow powder. Or the colouring matter may be precipi- 
tated in the form of its insoluble barium salt by the addition of 
barium chloride. The barium salt forms a yellow powdery 
precipitate, which can be filtered off" and washed with water. 
Again, the colouring matter may be salted out by addition of 
excess of sodium chloride. 

On a technical scale the colouring matter can be estimated by 
making direct quantitative dyeing experiments with the anode 
solution. Orange II. dyes wool and silk a brilliant yellow. 

By using a. naphthol as coupling substance instead of 
j8. naphthol, Orange I. or Tropiiolin 000 No. II. is produced. 

XLIII. Preparation of Dianisidine Blue.' 

CHsO.QHsN = N - Ci,H,OH 

CHjO . QHjN = N - CioHjOH 

24'4 grm. dianisidine, 28'8 grm. p. naphthol and 13*8 grm. of 
sodium nitrite are mixed with 250 c.c water, and placed in the 
anode cell, and treated in exactly the same manner as that 
described in the preceding preparation, the CD. and all the other 

particulars being similar. 

During the electrolysis the dianisidine blue precipitates com- 
pletely out. It is purified by dissolving it in caustic alkali, 

' The particulars of the electrolytic preparation of azo-colouting matters 
were kindly communicated to me by Dr. Lob, lo whom my thanks are due. 
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precipitating with dilute sulphuric or hydrochloric acid, and 
washing with water. 

The reaction may be expressed by the following equation, in 
which the action of the NO./ anions is represented as producing 
the diazo-compound upon acting upon the dianisidine (dimethoxy- 
benzidine). 

CHaO . CH,NHa+ no; CH,0 . QH, . N = N . OH + OH' 

CH3O . C„H3NHi+ NO/ CH,0 . CsHj . N = N . OH + OH' 

The diazodianisidine in presence of ,3. naphthol couples up with 
this, and forms the dianisidine blue. 
CHjO . C,H,. N = N . OH + C„H,OH 
CHjO. C»Hi. N = N , OH + C„H,OH 

CHjO . C,H, . N = N . C„H,OH 

> I +aH,0 

CHsO.QH, N = N.C(,H50H 

A similar reaction applies in the case of the preparation of orange 
II. 

Other azo-colouring matters can be prepared in a similar 
manner.' For example, — 

Ponceau a, G, benzene-azo-a-naphthol-3 : 6 disulphonic acid. 
/S0sH(6) 
CH, - N = N - C,,H,_S03(3) 
\0H(3) 

The anode bath in this case consists of 10 parts by weight of 
aniline, 337 parts of j8. naphthol disulphonic acid (R. acid), and 
9' I parts of potassium nitrite. 

/S03Na{a) 
C„H,-N = N - C,oH/ 

^NH^a) 



Congo red. 



/NH,(a) 
CbH,-N = N -CioHb< 

^SO,H(a) 

'iJ.j?./'., 761,310, 1904. 
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This substance can be [wepared by electiolfsing, in tbe anode 
compartment, 10 parts of benddine, 33 parts of tbe sodium salt 
of naphtbionic acid (i, 4 Napbtylamine sulphonic add), and 
9'3 parts potassium tiitrite. The bath being kept at a tempeiabire 
of 60^ to 90°. During the electrolysis the bath should not be 
allowed to become acid, therefore the cathode solution should 
consist of 10-15 P^' cent, caustic- soda. 

OXIDATION OF BENZENE DERIVATIVES. 

When toluene, tbe xylenes, or the mesitylenes are oxidised 
with platinum electrodes — to a less extent with peroxidised lead 
electrodes— the methyl group, or one of tbe methyl groups, is 
oxidised to the aldehyde group. This oxidation to aldehyde, 
i.e. the second £;tage of oxidation, is unusual, most oxidising 
agents carrying the oxidation a stage further to produce tbe 
carboxyl group. The influence of the position of tbe methyl 
groups to each other is also of interest, for whereas with toluene, 
generally speaking, the yield of benzatdehyde is not more than 
13 to 14 per cent,, with ortho- and para-xylene between 30 and 35 
per cent of the corresponding mono-aldehydes can be obtained. 
With meta-xylene, however, the yield is very poor, rarely exceeding 
10 or IS per cent, and it may often be less. 

The influence of a negative group is also very stiikmg; it is 
a well-known fact that ordinary oxidising agents have very btile 
action upon the methyl group in tbe creaols, the negative hydroxyl 
exerting a protective action. With electrolytic oxidation a similar 
difficulty is met. The electrolytic oxidation of the nitrotoluenes 
is also of interest when these substances are oxidised under ^milar 
conditions to those wliich yield benzaldehyde or the toluene 
aldehydes, only'a very small quantity of the nitroaldehyde is pro- 
duced, the bulk of the substance being unacted upon. Elbs ' and 
Pierron * have found that when para- and ortho-nitro toluene are 
, dissolved in acetic acid and subjected to electrolytic oxidation, 
' Zdt.f. Eltktroehem., 3, 521. 
' Bull. See. Ckem., 26, 853. 
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the chief product is the corresponding nilrobenzyl alct^ol. 
Pierron, loc. at., has further found that with meta-nttrotoluene the 
aldehyde is produced. 



XLIV. Preparation of Benzaldehyde. 

For the preparation of benzaldehyde an apparatus with a 
stirrer, similar to that employed for the preparation of canarine 
(p. 272, Fig. 62), should be used. When this apparatus is employed, 
it is not necessary to use a diaphragm or porous cell to separate 
the anode from the cathode, because the anodes are so much 
larger than the cathode. Under these circumstances the cathodic 
hydrogen exerts very little reducing action. The anode surface 
should be from i to a square decimeters in area ; the cathode, 
about 2 to 4 square centimeters. 

Process. — We^h out 50 grm. of toluene into the electro- 
lysing cell, and add 200 c.c. of lo-per-cent sulphuric acid and 
350 to 300 c.c. of acetone. Stand the cell in a basin through 
which cold water can be circulated, and connect up the electrodes. 

CONDITIONS. 

CD 1-5 to 2 amperes. 

E.M.F 5 to 6 volts. 

Temp Not above 20° 

The Stirring must be sufficiently vigorous to keep the mixture 
in a thoroi^h emulsion. From the equation it is seen that 

C,H,.CH, + 20 = QH,.CHO + H.O 

S grm. of toluene requires the passage of about 58 ampere hoiu^. 
In order to make sure that the toluene is all oxidised, about 65 
ampere hours of current should be passed, but a large excess of 
current is not advisable. 

When the electrolysis is finished, the mixture is transferred to 
a flask, the excess of acid neutralised with sodium carbonate 
(the solution must not be made strongly alkaJine), and the 
acetone distilled off. The residue is then steam-distilled, when 
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the benzaldehyde and any unchanged toluene passes over, a. con- 
considerable quantity of a resinous subsUnce lenaaining behind 
ill the flask. In order to purify the benzaldehyde, and separate 
it from unchanged toluene, the distillate is extracted with ether 
and shaken up with sodium hydrogen sulphite. After allowing to 
stand overnight, the bisulphite compound is filtered off, washed 
with alcohol and ether, and placed in a flask. A little dilute 
caustic soda solution is added, after which it is steam-distilled. 
On extracting the distillate witli ether, drying over calcium 
chloride, and distilling off the ether, the benzaldehyde is obtained 
in the pure condition. Yield, 7 to 8 grm. 

The ethereal solution obtained when the bisulphite compound 
is filtered off, contains a small quantity of a neutral substance 
which may either be benzyl alcohol or a condensation product of 
partially oxidised toulene. 

The oxidation of ortho- or para-xylene gives very good results; 
but owing to the expense of these substances, the oxidation of 
toluene has been given. The method of procedure with the 
xylenes is exactly the same as with toluene. 

LITERATURE. 
Renard, Compi. Rendus, 91, 175 ; Merzbacher and Smith, Amer. 
Ckem. Soc, 22, 723 ; K. Puis, Chem. Zeituug, 36, 263 j H. D. Law 
and F. M. Perkin, Trans. Faraday Society, 1804, 31. 

XLV. Preparation of Para-nitrobenzyl 
Alcohol. 

A porous cell is used as anode compartment, and in this is 
placed an anode of sheet platinum or of platinum gauze The 
anode solution consists of $0 c.c. glacial acetic acid, 8 c.c. con- 
centrated sulphuric acid, and 15 grm. of para-nitrotoluene. 

The porous cell is placed in a beaker and surrounded with 
a cylindrical cathode of sheet lead, the electrolyte being sulphuric 
acid, i'6 to i'7 sp. gr. The whole apparatus must stand in a 
water bath, which is kept at boiling temperature during the 
electrolysis. 
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It will be noticed that during the electrolysis very little 
hydrogen is evolved at the cathode, because it is mainly required 
to reduce the strong sulphuric acid which forms the electrolyte, 
and, as a consequence, sulphur separates out. Three times as 
much current must be passed into the mixture as is theoretically 
required. 

At the end of the operation the mixture is steam-distilled, by 
which means unchanged para-nitTotoluene is driven over ; a smalt 
portion of the p-nilrobenzyl alcohol also passes over. The oily 
content of the flask is now filtered, while still hot, through a wet 
double filter paper; by this means the main portion of a resinous 
material remains behind ; this is then twice washed with hot 
water and the washings added to the filtrate. 

On cooling, crude p-nitrobenzyl alcohol crystallises out in 
long dirty yellow needles; these are filtered ofiT, and the mother 
liquor shaken out with ether. The ethereal solution contains a 
mixture of p-nitrobenzyl alcohol and p-nitrobenzyl acetic ester 
(CHj . CO . OCH, . QH^NOa). The ether is distilled off, and the 
residue extracted with small quantities of alcohol. The alcoholic 
extract contains only the p-nitrobenzyl alcohol. 

The crystals and the product from the alcohol are then mixed 
together and purified by boiling with water and animal charcoal ; 
on filtration the pure product crystallises out. Yield, 35 to 40 
percent. 

/NO, ,N0, 

C,H^( -I- O = C,H4( 

\CH, ^CH,.OH 
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Preparation of Some of the Reagents and 
Materials. 

Solution of Sodium Monosulphide, NajS.— Dissolve 
sufficient sodium hydroxide — purified from alcohol^in water, to 
form a solution of sp. gr. 1*24 to i'z6. Saturate the solution with 
sulphuretted hydrogen. In spite of the sodium hydroxide -being 
purified, there is generally more or less precipitate produced j filter 
this off. Now evaporate the solution down in a porcelain basin 
placed on a sand bath, until about one quarter of it has evaporated 
away. The solution should be poured into bottles while still hot, 
and the bottles closed with rubber stoppers. Glass stoppers arc 
liable to become fixed and immovable. 

Ammonium Borate and Ammonia. — Dissolve 35 grm. 
of ammonium borate in 700 c.c. of water — it may be necessary to 
warm the mixture; and when cool add 300 c.c. of ammonium 
hydrate, sp. gr. oSS. This solution is used in the analysis of 
nickel and cobalt (pp. 95 and 98). 

Cobalt Ammonium Sulphate.— Dissolve equi-molecular 
proportions of cobalt and of ammonium sulphate in separate 
quantities of hot water; the solutions should be made nearly 
saturated. Mix the two solutions while still hot, and place in a 
beaker surrounded with cold water. While the solution is cooling, 
it should be vigorously stirred with a glass rod. The cobalt 
double salt separates out in the form of a fine pink crystalline 
powder. When quite cold, filter off, wash with a small quantity of 
cold water, and spread on a plate to dry. The salt so obtained is 
quite pure, and does not require further purification. 

Other double salts can be prepared in a similar manner. 
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Solution for Copper Coulommeter, and for Proof of 
Faraday's Law. — Oettel recommends the following solution as 
being the most satisfactory for the coulommetei. 

1 50 gtm. ctjfslalliaed copper sulphate. 
50 „ sulphniic acid (cone.) 
50 „ alcohol. 
1 litre distilled water. 

.COOQH, 
Potassium Ethyl Malonate,CH/ 

"^COOK 

— Add 160 grm. diethyl malonate to 130 c.c. alcohol, and to 
this solution add a concentrated alcoholic solution of 56 grm. 
potassium hydroxide.' This is half the quantity of potassium 
hydroxide necessary to hydrolyse the two ethyl groups 

.COOQH, ,COOK 

CH,< + KOH = Cb,( + CaH.OH 

^COOCjH. ^COOCH, 

The mixture becomes warm, and the potassium salt is precipi- 
tated out, a semi-solid mass being obtained. Allow it to stand 
for three or fotu hours, and then evaporate nearly to dryness on 
the water bath, at the same time passing a rapid stream of carbonic 
acid gas through the mass. 

Now take up with just sufficient water to dissolve the solid 
substance, and if any unchanged diethyl malonate separates out, 
extract with a little ether, otherwise reduce again by evaporation 
to about one-third of its bulk. This mixture may now without 
further treatment be employed for electrolysis, in the preparation 
of diethyl succinate (p. 331). 

CH, - COOC,H, 
Potassium Ethyl Succinate, | 

CH, - COOK 

—Treat 174 grm. diethyl succinate, dissolved in rsoc.c. alcohol, 

* This quaatity assames the potassium hydroxide to conlain 100 pec cent. 
KOH. If this is not the case, of course cocrespondingl)' larger quantities must 
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with a concentrated alcoholic solution of 56 gnn. potassium 
hydroxide, exactly as described above in the preparation of 
potassium ethyl malonate. The concentrated solution of potassium 
ethyl succinate obtained at the end of the process may be 
employed, without further treatment, to prepare diethyl adipic 
acid (p. 231). 

,CH„ 
Acet-toluide, QH/ 

■\NH.CO.CH, 

— Take 50 grm. of ortho-, para-, or meta-toluidine, and add to the 
toluidine about twice the theoretical quantity of glacial acetic acid 
to convert it into the acetyl compound 

QH,(CH3)NHa + CH, . COOH 

= QH.(CHs)NH . CO . CH. + H,0 

The mixture is contained in a flask, to which is fitted a long tube to 
act as a reflux condenser, placed on a sand bath, and heated to 
gentle boiling for from twelve to fifteen hours. It is then, while 
still hot, poured into cold water, and the more or less oily mixture 
allowed to stand overnight. It will by this time have solidified to a 
colourless or pinkish solid ; this is filtered off, and washed with 
water until free from acetic acid. In order to further purify it, the 
acet-toluide may be recrystalllsed from alcohol. 



NOTE TO P. 104. 

Furlher experinienl shows thai the remarks made on page 104, in which (he 
use of a gold electrode for the analysis of mercury is recommended , require to be 
modified. The first few results obtained with a gold electrode gave very fair 
results. Extended work, however, shows that the results obtained when this elec- 
Injde is used are almost invariably from 1 to 2 per cent, too high. It has not up 
to tbe present been found possible [0 assign a reason for tlie Abnormality, but the 
subject is still under investigation. 

On the other hand, it has been found that the mercury adheres to a well- 
roughened (sand-blasted) flag-electrode, not in the form of globules, as is usually 
(he case with a basin eleclrodc, but in the form of a homogeneous amalgam, 
which may be washed with alcohol without in any way detracting from tbe 
accuracy of ihe resulls. The electrode amalgamates iaetter after it has been used 
a few limes. It is essential Ihat it should be sand-blasled on the gaiue as well as 
on Ihe rim. 
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When a current of i ampere intensity has passed through an 

electrolyte for i hour, 3600 coulombs of electricity have passed 
through the electrolyte. 

A current of electricity of i ampere passing for j6-65 hours 
(in round numbers 27 hours) is equivalent to 96,540 coulombs 
or I faraday of electricity. 

Twenty-seven ampere hours, i.e. a current of electricity of i 
ampere of intensity passing for 27 hours, will liberate the 
hydrogen equivalent of an element, e.g. i grm, of hydrogen, 8 
grm. of oxygen, or 1079 gim. of silver. 



I foot . . 


. ^ 30-47 cm. 


I inch , . 


. - 354 cm. 


r inch. . 


. = 25-40 mm. 


I metre . 


- - 3937 inches 


I metre . 


. = 3-28 feet 



I lb. (avoirdupois) = 7000 grains = 453-6 grm. 
I kilogram . . = 2*205 "'s. 
I ounce . . . = 28'35 grm, 
I gram . . . = 15-43 grains. 
I grain . . . = 0-0648 grm, 

I cubic foot of water at 62° F. (i6-6° C.) weighs 62-24 'hs. 
I cubic foot of water = 6-24 gals. 
I cwt. of water = i'8 cubic feet = 11-3 gals. 
1 ton of water = 35-9 cubic foot = 224 gals. 
1 gallon = 0-1604 cubic foot = 10 lbs. water at 62°?. = 4-536 
litres. 



:vGoog[e 



286 Practical EUctro-Chemistty. 

I fluid ounce - 3838 ex. 

T cubic foot of air at 0° C. and 760 mm. pressure, weighs 

o'o8o7 lb. 
I cubic foot of hydrogen at 0° C. and 760 mm. pressure, weighs 

0-00559 lb. 
I atmosphere pressure = 14*7 lbs. per square inch = 2116 lbs. 

per square foot = 760 mm. of mercury = lo" dynes 

per square centimeter (approximately). 
A column of water s*3 feet high corresponds to a pressure of 

I lb. per square inch. 
1 foot-pound = i'3s62 x 10' ergs. 
1 horse-power hour = 33000 X 60 foot-pounds. 
T horse-power = 33000 foot-pounds per minute = 746 watts (see 

p. 29). 
I kilowatt = i'36 horse-power (see p. 29). 
T watt = I volt-ampere second (see p. 28). 
I kilowatt = looo watt hours, 
volts X amperes = watts. 



= 3T4i6- 
= 0-3,83. 
= 9-8696. 



The following formulae will be found useful io calculating 
electrode surfaces : — 

Area of a circle . . = »r"; or, (diameter)* x 0-7854. 
Volume of a cylinder , = irr^L. 
Surface of a sphere . = 4 nr*. 
Volume of a sphere . = g xr^. 
Circumference of a circle = diam. x jt or r x 2t. 
Diameter x 088623 • — ^^^^ of an equal square. 
Diameter x 0-7071 . = side of an inscribed square. 
Circumference X 0-3183 = diameter. 
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Relation between Centigrade and Fahrenheit thermometric 
scales L — 

To find F." = 2 c + 32 
To find C." = (F - 32) I 
I litre of hydrogen at 0° C. and 760 mm. pressure, weighs 
0-0896 grm. (0-09 approx.) ; this we^ht is called the 
orith. 
The weight of i litre of any gas at N.T.P. is obtained by multi- 
plying the density of the gas by Ihe crith (o'oSpe grai.). 
II-2 litres of hydrogen at N.T.P. weigh i grm. 

A gas expands o'oo3665 (^Jg) of its volume for every degree 
through which it is heated. 

The following formula is employed for calculating the volume 

of gas ; — 

v, = ^^— X ^ 

I + 0-003665/ 760 

where v^ is the volume at standard pressure, and v the volume of 

gas measured at pressure/, or by employing fractions 

"" 760 X (273 + t) 



NOTE TO CURVE, FIG. 64 (NEXT PAGE). 
Attention lias been called in several places in litis book to the importance or 
knowing ihe electrode surface. The curve on the neil page gives a ready way of 
finding both the area and the volume, and from the volume the sveigfat of a wire 
electrode, the latter of which may be tiseful in purchasing platinum. The two 
following examples illuEtrate the manner of using the curie. 

I. To find th.e area of the surface of a platlntun wire 1-26 ntm. 
diameter and 80 cm. long : — 

Find the approjdmate position of the point ia6 on the left vertical line, from 
(his trace the imaginary horiiontal line through the point ia6 until it intersects 
the "area" line, and through the point of intersection trace a vertical line down- 
wardiand read its value on the *iJ«om Aoriton/o/ /iJM. This 150-395. This number 
represents the area of the surface of i cm. length of the wire in sq. cm. The total 
area is ihercfote 0395 X 30 = 11*86 sq. cm. 

II. To find Uie Toluine of the same wire : — 

Find Ihe approximate position of the point 1-36 on the left vertical numbered 
line. Through this point follow an imaginary horizontal line until it intersects Ihe 
" volume " curve, and through Ihe point of intersection (race a vertical Une ufiiiiardi 
and rend its value on the lof keritontal lim. This is 00135. f^'S number is Ihe 
volume of i cm. length of the wire, and the total volume of the wire, therefore, is 
o-o.as X 30 = OB75 c.e. 

The ivel^ht af this quantity of melal is found by multiplying (he volume by 
the sp. gr. olthe melal. E.g.. if the wire is platinum, the sp, gr. of which is 21 5. 
then Ihe weight of ihe wire is 0-3750 X 21 -5 = 8^W grm. 
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TABLE IX. 
International Table of Atomic Weig:hts. 







0=l6 


H = . 






0-.6 


H-. 




. AI 


27-1 


26-9 


Neodymiu 


m . Nd 


143;6 


142-5 


AntimODj 


. Sb 




'Zl 


Neon . 


. Ne 




19-9 


Argon . . 


. A 


39"9 


Nickel 


. Ni 


58° 


58-3 


Arsenic . 


. As 


75'o 


74'4 


Nitrogen 


. N 


14-04 


13-93 


Barium . 


. Ba 


i37'4 


136-4 


Osmium 


. Os 


I9I-0 


185-6 


Bismulh , 


. Bi 


2o8;5 


2069 


Oij^en 


. 


i6-o 


15-88 


Boron . . 


. B 




lo-o 


Palladium 


. Pd 


106-S 


io5'7 


Bromine . 


Br 


79'96 


79-36 


Phosphon 


5 . P 


31-0 


30-77 


CfLdmium 


. Cd 


112-4 


111-6 


Platinum 


. Pt 


194-S 


'93'3 


Caaium . 


Cs 


133'0 


1320 


Potassium 


. K 


391S 


38-86 


Calcium . 


Ca 


40- 1 


39-8 


Praseody- 


Pt 


1405 


139-4 


Carbon . 


. C 




irgi 












Ce 


140-0 


139-0 


Radium 


. Ra 


225-0 


223 '3 




CI 


35'4S 


3S-"8 




. Rh 






Chromium 


Cr 


52-1 


5'-? 


Rubidium 


. Rb 


'Is'-s 


849 


Cobalt . 


Co 


S9'o 


58-56 


Rutheninm . Ru 


101-7 


100-9 


Colnmbium 








Samarium 


. Sm 


150-3 


149-2 


(Niobium ).Cb[Nbl94'o 


93-3 




. Sc 


44" I 


43-8 


Copper . 


Cu 


63-6 


63-1 


Selenium 


. Se 


79'2 


78-6 


EtW^ . 


E 


tdo 


164-8 


Silicon 


. Si 


i8-4 


i8-2 


Fluorine , 


F 


ig-o 


18-9 


Silver . 


• Ag 


107-93 


107-12 




Gd 


156-0 


iSS'o 


Sodium 


. N5 


23'05 


22-88 


Gallinm . 


Ga 


70-0 


69-s 


Strontium 


. Sr 


87-6 


86-94 


Germanium 


Ge 


72"5 


71-9 


Sulphur 




3^-06 


31-83 


Glucinum 








Tantalom 




183-0 


181 -e" 


(Beryllium 


) Gl[Be]9-i 


9-03 


Tellorium 




127-6 


126-6 


Gold . . 


Au 


i97'3 


'957 


Terbium 


. Tb 


1600 


158-8 


Helium . 


. He 


4-0 


4-0 


Thallium 


. Tl 


204-1 


202-6 


Hydt<«en 


. H 


i-ooS 




Thorium 


. Th 


J32'S 


230-8 




. In 


ifS'o 


114-1 


Thulium 


. Tm 


171-0 


\%l 


Iodine . . 


. I 


126-97 


12601 


Tin 


. Sn 




Iridium . 


. Ir 


I93-0 


191-S 


Titan inm 


. Ti 


47-7 


Iron . . 


. Fe 


in 


55-5 


Tungsten 


. W 




182-6 


Krypton . 


K 


ii-2 


Uranium 


. U 




236-7 




La 


138-9 


"37-9 


Vanadium 


. V 


51-2 


50-8 


Lead . . 


Pb 


2069 


"1:^1 


Xenon 


. X 


138 -0 


12713 


Lithium . 


. Li 


7'03 


Vlterbiun 


. Vb 


173-0 


1717 




Mg 


4-36 


H% 


Yttrium 


. Yt 


8?-o 


88-3 


Manganese 


Mn 


5s;o 


54-6 


Zinc . 


. Zn 


65-4 


64-9 


Mercury . 
Molybdenum 


Hg 




198-5 


Zirconium 


. Zr 


90-6 


899 


Mo 


*^-o 


95-3 
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TABLE X. 

Theoretical Percentage of the Metallic 
Elements in Some Metallic Compounds. 

Compound. I FormuLi. I ^"^"^ "^ 



Ammonio-stanni chlocide 
AmmoniaiD iLBiichioride . 
Ammonium molvbdate 
Ammonium plalini chloride 
Anlimonious oxide . . 
Aniiuiony tetioxide . . 
Antimoayl polasuum lactral 

libmnih nitrate . . . 
Bismuth oxide .... 
Cadmium sulphate . . . 
Cadmitun sulpliate , ■ . 
Col>a1t ammonium sulphate 
Cobalt chloride ... 
Cobalt potassium sulphate 
Cobalt sulphate . . . 
Copper chloride . . . 
Copper sulphate 
Ferrous ammonii 
Ferrous sulphate 
Iron alum (ammi: 
Iron alum (potassium) 
Lead nitrate . . . 



sulphate . 



Manganese chloride , . . 
Manganese sulphate . . . 
Mercuric chloride .... 
Mercuious chloride .... 
Molybdenum oxide (Molybdic 
Nickel ammonium sulphate . 

Nickel chloride 

Nickel sulphate 

Nickel potassium sulphate 
Potassium auti chloride . . 
Potassium permanganate 
Potassium platini chloride 

Silver nitrate 

Stannous chloride .... 

Zinc sulphate 



SnCl,, aNH.Cl 
(NH,)AuCI„3H,0 
(NH,),Mo,0,„4H,0 

(NH^jPtCL 
Sb.O, 

C,II,0,K(Sb01,lH,0 

Bi(NO,)„sH,0 

Bi,0, 

CdSO„4H,0 

sCdSO,. 8H,0 

(NH.),SO,.CoSO„6H,0 

CoCI„6H,0 

K,S0.,CoS0«.6H,0 

CoSO.,7H,0 

CuCl„2H,0 

Cu.S0„5H,0 

(NH,),S0^.FeSO„6H,0 

FeS0„7H,0 

NHjFe(SO.)„llH,0 

KFe(S0,),.i2H,0 

Pb(NOA 



HgCl 

MoO, 

H.),.S0„NiS0„6H,0 

NiCI„6H,0 

NiS0„7H,0 

i,SO„NiSO„6H,0 

KAuCl„3H,0 

KMnO, 

K,PtCl, 

AgNO. 

SnCl„zH,0 

u,o, 

ZnSO,, 7H,0 



32-36 Sn 
47-98 Au 
5436 Mo 
43'9» P' 



43-03 Bi 
86-69 Bi 
3994 Cd 
42-77 Cd 
14-94 Co 
34 So Co 
13-49 Co' 

37-?7Cu 
aS-33 Cu 
14-38 Fe 
21 -18 Fe 
11-63 Fe 
ll-ll Fe 
62-52 Pb, 
73-31 PbO, 
27-79 Mq 
19-85 Mn 
7383 Hg 
84-go Hg 
54-84 Mo 
14-87 Ni 

20-90 Ni 
13 43 Ni 
45'6S Au 
37-77 Mn 
3993 Ft 
63'Si Ag 
41-84 Sn 
8372 u 



NoTK. — The percentages are calculated taking O = 16. 
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THE USE OF LOGARITHMS. 

Much of the arithmetical work required in quantitative chemistry 
may be simplified by the use of logarithms. Those in- common 
use are calculated to the base lo, so that the logarithm of a number 
is the power to luhich lo is raised to obtain thai nuhtber. 

For example, the logarithm of loo is 2. This means that 
10^ = 100. It is usually written log 100 = s. In the same way 
log 1000 = 3, but the logarithms of numbers between 100 and 
1000 lie between 2 and 3 — that is, they are 2 plus a decimal 
quantity ; e.g. log 500 = fd^&ij'], because 500 = 10'**". 

To find the Logarithm of a Decimal Quantity. 

0-05 = ^ = 5 X 10-' = lo"*" X ro-' = lo^'^. 

Therefore log 0*05 = z'69897, where 2 is a negative quantity and 
069897 is positive. It is convenient to keep it in this form. 

The appended tables give the decimal portion, or mantissa, 
of the logarithm, and the integral portion, or characteristio, is 
obtained by inspection. 

For numbers greater than unity the characteristic of the 
logarithm is one less than the number of figures in the integral 
portion of the number for which the logarithm is required. For 
example, to obtain log 22*8 look in the tables for the mantissa 
of log 3z8, which is o'3S793. The characteristic is r, therefore 
log 22-8 = I-35793' Likewise log 2'a8 = 0-35793. 

For numbers less than unity the characteristic is obtained by 
adding one to the number of noughts between the decimal point 
and ^t first signifieant figure, a.nA it is negative, «^. log 0228 = 
>'3S793 and log 000228 = 3'3S793- 
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To obtain log 37'376.— First consider the number 37376- 
On p. 303 look for 373 in the first column headed "Number," 
and its mantissa is given in the same horizontal tow in the next 
column, headed "o," and is 57171. The mantissa for 3737 is 
given in the same horizontal row in the column beaded "7," 
and is 57252. The next mantissa in the same row is that 
for 3738, and is 57264. For an increase of i in the fourth figure 
of the number the increase in the mantissa is 12. The fifth figure 
in the number represents tenths of a unit in the fourth place, so 
the same number of tenths of the difference between the mantissse 
of the first four figures (3737), and of that number increased by 
unity (3738), is added to the mantissa of th6 lower number (3737). 
These tenths are worked out in the column headed " Difference." 
The mantissa for log 37376 is 57252 + 8-4 or 572604 and log 
37-376 = i-5726o4. In the same way log 0*0376 = 2572604. 

To obtain log 6 or Ic^ 06 look in the tables for the mantissa 
of log 600, and to obtain log 66, or log 066, look in the tables 
for the mantissa of log 660. The characteristics are obtained 
by inspection according to rule. 

1(^ 6 = 077815 log 66 = 1-81954 

log 06 = 177815 log 6-6 = 0-81954 

Ic^ o-oo6 = 3'778i5 log o-o66 = 2'8ig54 

To multiply two or more numbers together, add the loga- 
rithms of the numbers, and the sum is the logarithm oT the required 
product. To divide a number by another, subtract the loga- 
rithm of the divisor (or denominator of a fraction) from the loga- 
rithm of the dividend (or numerator of a fraction), and the difference 
is the logarithm of the quotient. The following examples 
illustrate the method of procedure. 

Example i. — Find the value of — - . -^ '- 



'»8 -i;^^ — 

= \q% 72-968 + log 0-078 - log 0-3984 
= 1-863128 -f- 2-89209 — 1-60033 
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= 0-755218- i-6oo33 
= I 154898 

15473 is the mantissa for 1418 

15503 » .. ,. 1429 

30 is the difference for 1 

i6-8 „ „ „ 0-56 

.'. 154898 is the mantissa Tor 143856 

or correct to the fifth figure, 14286 

As the characteristic is i the number of integral figures will be 
two, and riS4898 is the logarithm of i4*a86. The value of 
the fraction is therefore 14'286, 

Example 3. — In the analysis of a sample of lead nitrate 
(p. r36) the following data were obtained. 

Weight of basin electrode = 53'i8i4 grm. 

„ „ „ + lead nitrate = 54-2228 „ 

„ „ „ + deposit of PbOa = 53"9342 „ 

Find the percentage of lead in the lead nitrate. 

Weight of lead nitrate = t*04r4 grm. 
„ „ deposit of PbOj = 07528 „ 

238"9 grm. of PbO» contain 3069 grm. of Pb. 

o'7S28 X 2o6'o 
.*. the weight of lead in the deposit is -' o. grm., and 

this was obtained from 1*0412 grm. of Pb (N0s)2. 

^ , , "50 X 07528 X 2o6'9 
■■• the percentage of lead = ,.^^,^ >r^-9 "" 

1 100 X o 75'8 X ^06-9 

'°S 10414 X 2389 
= log 100 + log 0-7528 + log 206-9 - l<^ 10414 - log 238-9 
= 2 + 1-87668 + 2'3iS76 - 0017618 - 2-37822 
= 4*19244 - 2'395838 
=s r 7 96602 
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79657 is the mantissa for 6z6o 
79664 „ „ „ 6161 
7 is the difference for i 
3^ » - .. 4(approx.) 

.'. 796602 is the mantissa for 62604 
and 1796602 is log 62*604 
The percentage of lead is therefore 62*604. 

Example 3. — In the preparation of azobenzene (p. 241) 
according to the equation, 8 grm. of hydrogen wiU be required 
to reduce twice the gram-molecular weight of nitrobenzene to 
azobenzene. How many coulombs will be required to reduce 
50 grm. of nitrobenzene ? 

The gram-molecular weight of nitrobenzene is laj'oS ; 

.". 8 grm, of hydrc^en reduce a x i23"o8 grni. of nitro- 
benzene, and 8 gim. of hydrogen will be liberated by 

96540 X 8 coulombs {p. 7). 

.•. the quantity of electricity required to reduce a x 123-08 
grm. of nitrobenzene is 96540 x 8 coulombs; and 50 grm, of 
nitrobenzene will require 

96540 X 8 X 50 , , , , . 
■-- ^ rr.' 'q ' coulombs for reduction 

9654 X 8 X 50 _ 965 40 X 10 
'°S -Tx 123-08 - '°s 6^^^- 
= log 96540 + log 100 - log 6rs4 
= 4-98471-1-2-178916 
= 5«9S5S 
19535 is the mantissa for 1568 
1956" « » .. 1569 
27 is the difference for i 
20 „ „ „ o"74 

■'■ '9555 i^ 'h^ mantissa for 156874 
and 5'9555 'Slog 156874 
.'. the quantity of electricity required is 166874 coulombs. 
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Example 4. — From a gas coulommeter 900 c.c. of a mixture 
of hydrogen and oxygen at zi° C- and 742 mm. was evolved. 
Whal quantity of electricity had passed through the coulommeter ? 
(See p. IS). 

First find the volume of the mixed gases at N.T.P. 

I ampere-hour, or 3600 coulombs, evolve 626'4 c.c. of the 
mixed gases at N.T.P. {see p. 15) ; 

.". the above quantity v^ will be evolved 

ty f^ X T^^^-T coulombs. 
- ^ 626-4 (273 + 2') X 760 

All operations of addition and subtraction must be 
performed before taking logaritlimB. 

3600 X 900 X 273 X 74 ' 
^ 626-4 X 294 X 760 

= log 3600 + log 900 + log 173 + log 742 

— log 626-4 ~ log 294 — log 760 
= a'SSl^So + 2'9S424 + 2'436i6 + 2-87040 

- 2*79685 - 2-46835 - 2-S8o8r 
= ii-8i7io - 8-14601 
-3-67109 

67108 is the mantissa for 4689 
67117 „ „ „ 4690 

9 is the difference for r 

1 „ „ „ o-i (approx.). 

67109 is the mantissa for 46891 
.-. 3-67109 is log 4689-1 

.". the quantity of electricity that had passed through the 
coulommeter was 4689*1 coulombs. 

It is hoped that the above examples will be found sufficient 
to explain the use of logarithms even to those who may never 
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have employed them before. For further infonnation upon the 
theory of the subject, students must study standard works upon 
algebrn or trigonometry. 

The following logarithm tables have been carefully checked, 
both against five-figure tables and seven-figure tables, and where 
any discrepancies were found, the numbers have been recalculated. 
I am greatly indebted to Mr. F. Hart, B.Sc,, for kindly under- 
taking this laborious work, and also for calculating the worked-out 
examples on the preceding pages. 
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Five-figure Logarithms. 



No. jLog. 1 If 3 4 


5 6 7 8 9 


DigferenoM. 1 




217 260 303 346 389 
647 689 732 775 817 
W3 115 im 199 242 
494 536 S78 020 662 
912 953 995 086 078 


44 


43 1 42 1 


101 
102 
103 
101 


432 475 518 5(il ti04 

880 903 945 988 050 

01 2S1 826 368 410 452 

703 745 787 828 870 


3 
4 

1 

7 
S 
9 


*"4 

8-8 

ii 

35-^ 
39-6 


ti 

11-9 

17-1 

it4 


Ji 

168 
294 

33-6 
37-8 


105 

106 
107 
108 
109 


08 119 160 202 243 284 
531 57a 812 653 694 
938 979 Q19 060 100 

03 342 383 423 463 503 
743 782 822 862 902 


325 366 407 4*9 490 
735 776 816 857 898 
141 181 322 262 803 
543 583 623 663 703 
941 981 021 060 100 


110 04 13!) 179 218 258 297 


336 376 415 454 *93 
727 766 805 844 883 
UB 154 192 281 369 
500 5S8 576 61* 652 
881 918 956 904 033 
258 296 333 371 *08 
633 670 707 744 781 
004 041 mS 115 151 
372 *08 **5 482 518 
737 773 809 846 882 
099' 135 171 007 243 
458 403 529 565 600 
81* 849 884 020 955 
167 202 237 273 807 
517 552 587 621 656 




41 


*0 


39 


111 
112 
113 
114 
115 
118 
117 
118 
119 
120 
121 
122 
123 
124 


532 571 610 650 689 

922 961 999 OSS 077 

06 308 346 385 423 461 

690 729 767 806 843 

06 070 108 145 183 221 
448 483 521 558 595 
819 856 893 930 967 

07 188 225 262 298 335 
5S5 591 628 664 700 
918 954 990 037 06S 

Oe 270 314 350 386 422 
636 672 707 743 778 
991 086 061 096 182 

09 3*2 S77 412 447 482 


3 

I 
I 

3 

4 

i 

7 
8 
9 


V, 

Zl 

ti 

~?"s^ 

7 '6 
1 1-4 
■52 

ig-o 
zi-8 
26-6 
304 

34'* 


4-0 
!6-o 

ii 

37 
3-7 

7 '4 


3-9 
7-8 
117 
'S-6 
I9'5 
33-4 
37-3 
31 -I 

36 

,H 

I4'4 
i8-o 

31-6 

Ts 
.3!':* 

33 

u 

99 

T, 

J92_ 
1^ 
■I 

;3 

i 
1 


125 
126 
127 

128 
128 


691 726 760 795 830 

10 037 072 100 140 175 
380 415 4*9 483 517 
721 755 789 823 856 

11 059 093 126 160 193 


864 699 934 968 003 
209 243 278 312 346 
551 585 619 653 687 
890 924 958 992 035 
227 260 294 327 361 


29-6 
333 


130 
131 
132 
133 
134 


394 *28 401 494 528 
727 7C0 793 820 860 
12 057 090 123 150 189 
385 418 450 483 516 
710 743 775 808 840 


561 594 628 061 694 
893 926 959 992 OM 
222 254 287 320 352 
548 581 613 646 678 
872 905 937 %-9 001 


3 

4 

i 

5 

9 


35 

'35 
7-0 
IO-5 
MO 


34 

11 

11-6 


135 
13C 
137 
138 
139 
140 
HI 
142 
143 
144 
145 
146 
1*7 
148 
149 


18 033 0G6 098 130 162 
354 386 418 450 481 
672 704 785 767 799 
988 019 OBI Oaa 114 

14 301 333 361 395 426 
613 04* 675 706 737 
922 953 98:-! 0J4 045 

16 229 259 290 320 351 
53* 564 504 625 655 
836 866 897 927 957 

16 "137 107 197 227 256 
435 465 495 524 554 
732 761 791 820 850 

17 026 056 085 114 1*3 
819 3*8 377 406 435 


19* 226 258 290 322 
513 545 577 609 040 
830 862 893 925 956 
14B 176 20S 339 270 
457 489 520 551 582 
768 799 829" 860 891 
076 106 137 168 198 
381 412 442 473 503 
685 715 746 776 806 
987 017 047 077 107 
286 316 346 376 406 
58* 613 643 673 702 
879 909 938 907 997 
173 202 231 260 289 
46* 4^ 022 561 680 


2S 

3i 

3 

4 

I 

I 

9 


5 

■5 
S 

A 

■ 

IS 

i 


'7 

23 
'7 
_3?. 
i 
■1 
■4 
■6 
■8 

\ 


6 

I 



,Google 



Five-figure togaritkms. 



No. 


Log. 12 3 4 


5 6 7 8 9 1 


Differanow. 


150 


17 609 638 667 696 725 


754 782 811 840 869 


30 1 29 


151 


898 926 955 984 QIB 


041 070 099 m m 






152 


18 184 213 241 270 298 


327 355 384 412 441 




6-0 ■ 5-8 


153 


469 498 526 554 583 


611 639 667 696 724 


3 


9-0 1 %■^ 


IH 


752 780 808 837 866 


893 921 949 977 OOS 


4 

I 


I2-0 i n-^ 
ig'o 17-4 


155 


19 033 061 089 117 145 


173 201 229 257 285 


156 


312 S40 368 896 424 


461 479 607 536 662 


157 


690 618 645 673 700 


728 756 783 811 838 


I 


21 O 1 203 


158 


866 893 921 948 976 


003 030 058 Ofiff Jia 


8 


14-0 23-2 


159 


30 140 167 19* 222 249 


270 303 330 358 385 


___9 


27'0 , 26'I 


leo 

161 


112 439 466 493 520 
683 710 737 763 790 


548 575 602 629 656 
817 844 871 898 925 


28 


_27_ 




2-8 




162 


962 978 005 032 069 


083 m 139 les m 




,s 




163 


21 219 245 272 299 325 


352 378 405 431 458 


3 


8-7 


161 


484 511 537 564 590 


617 643 669 696 722 


4 

I 


14-0 


10-8 


165 


748 775 801 827 854 


880 900 932 958 985 


166 


92 Oil 037 063 089 115 


141 167 194 220 246 


i6'3 


167 


272 298 324 350 376 


401 427 453 479 505 


i 


196 


i8-9 


168 


531 557 583 608 634 


660 686 712 737 763 


22-4 


21-6 


169 


789 814 840 866 891 


917 943 968 994 OlS 


9_ 


253^ 


^4-3 


170 
171 


28 045 070 096 121 147 

300 325 350 376 401 


172 198 223 249 271 
426 462 477 502 528 


26 


25 






6 




172 


553 678 603 629 664 


679 701 729 75* 779 










173 


806 830 856 880 906 


930 955 980 OOS 050 


3 
4 

s 




g 


7-S 
125 


174 


24 055 080 106 130 155 


180 204 229 254 279 


I3 


4 


"l7S 


304 329 353 378 403 


428 452 477 502 527 


176 


551 576 601 626 660 


674 699 724 748 773 


6 




6 


150 


177 ! 797 822 846 871 895 


920 944 969 993 018 


I 




I '^5 I 


178 .26 042 066 091 110 139 


164 188 212 237 261 


20 


8 2O-0 


179 


285 310 334 358 382 


406 431 455 479 603 


=2_. 


2314 225 ._ 


180 


527 551 575 600 624 


648 672 096 720 744 




24 i 23 


181 


768 792 816 840 864 


888 912 935 969 983 




If I S 


182 


ae 007 031 055 079 102 


126 150 174 198 221 




18» 


245 269 293 316 340 


3C4 387 411 435 458 


3 

4 
S 


184 
185" 


482 505 529 553 576 


600 623 647 670 694 


9;6 


9-2 

"■5 


717 741 764 788 811 


834 858 881 905 928 


18G 


951 975 998 031 040 


OSS 091 114 13S 161 


6 


14-4 


I3S 


187 


27 184 207 231 254 277 


300 323 340 370 393 


7 


16-8 




188 


416 439 462 485 608 


631 554 577 600 623 


8 




.8-4 


189 


646 669 692 715 738 


761 784 807 830 852 


-_?- 


21-6 


21 


190 


875 898 921 944 967 


989 013 OSS OSS Oei 




22 


191 1 Se 103 126 149 171 194 


217 240 262 286 307 






192 1 330 853 375 398 421 


4*3 166 488 511 633 




ii 




193 1 550 578 COl 623 646 


668 691 713 735 758 




194 ■ 780 803 825 847 870 


892 914 937 959 981 


4 
5 


8-8 


ms 28 003 026 048 070 092 


115 137 159 181 203 


190 1 22fi 248 270 292 314 


33<; 358 380 403 425 


6 


13-2 


12-6 


197 ! 447 409 491 513 535 


557 579 601 623 045 


r 


«5'4 


«47 


198 1 6irr 688 710 732 754 


776 798 820 842 863 


s 


17-6 


16-8 


199 : 885 907 929 951 973 


991 016 038 O60 081 




»-8 


18-9 



,Googlt' 



Five-figvre Logarithms 



320 Ml 
535 557 
750 771 
963 984 
81 175 197 2 
867 108 4' 
597 618 6: 



146 168 190 
363 334 406 
578 600 621 
792 814 833 

oo6(m 0^ 



J 263 284 305 
9 469 490 510 
4 875 695 715 



5 674 6 



2 211 2 



428 449 471 492 5 
642 664 685 707 7 
856 878 899 920 M2 
(m 091 11 2 133 154 
281 302 323 345 366 
492 513 534 555 576 
702 723 744 765 785 
911 931 952 973 991 
118 139 160 181 201 
325 346 866 S87 408 
531 552 5 
736 756 7 



2 572 5 



777 797 fl 

980 001 oai 

102 122 113 163 183 203 224 



5 466 506 526 
B 686 706 72G 
^ 885 905 925 
4 084 104 124 



4 325 345 :{65 3 



746 766 7 
945 965 9 
113 163 1 



242 262 282 301 321 341 361 
439 459 
635 655 



I 713 



5 044 64 083 102 
8 238 257 276 295 
1 430 449 468 488 
3 622 611 660 679 
3 813 832 851 870 
1 003 091 040 059 



* 248 



361 380 399 418 486 
549 568 586 605 624 
736 754 773 791 810 
922 940 959 977 996 

r 107 125 144 162 181 
291 810 328 346 365 
475 493 511 530 548 
658 676 694 712 731 
840 858 876 894 912 

> 021 039 057 075 093 
202 220 238 256 271 
382 399 417 435 453 
561 578 596 614 632 
739 757 77 5 792 810 
917 934 952 970 987 

» 094 111 129.116 164 
270 287 305 322 340 
445 463 480 498 515 
620 637 655 672 690 



267 286 
455 474 
642 661 



380 400 420 
577 596 6 
772 792 811 
967 986 OOS 
^60 180199^ 
353 372 392 
545 564 583 
736 755 774 
927 946 965 
116 185 ISi 
305 324 342 



3 511 5 



8 717 



S 817 866 884 903 



112 ISO 148 166 184 
292 310 328 346 364 
471 189 607 525 543 
650 668 686 703 721 
828 816 863 881 " 
005 023 Oil 068 076 
182 199 217 236 '" 
358 375 393 410 
533 550 568 585 602 I 
707 721 712 759 777 i 



:v Google 





Five-figure Logarithms. 




30I 


No. 


Log. 01234 56789 


Differenora. 


250 
251 

252 
253 

251 
"255 
250 
257 
258 
259 
2ti0 
2G1 

2ii3 
264 


80 704 811 829 846 863 881 898 915 933 950 
967 985 002 019 087 054 071 089 106 123 

40 140 157 175 192 209 226 243 261 278 296 
312 329 346 364 381 398 4X5 432 449 466 
483 500 518 535 552 569 586 603 620 637 


18 


3 

4 

1 

I 

9. 

3 

4 

1 

I 

9 


vS 
3-6 

5-4 

7-2 

.ri 

12-6 

\ti 

17 
17 
3'4 

i'i 
i'i 

ill 


654 671 688 705 722 739 756 773 790 807 
824 841 858 875 892 909 926 943 959 976 

993 010 oar on oei ms ms m 128 m 

41 162 179 196 212 229 246 263 280 296 313 
330 347 363 380 397 414 430 447 464 481 


497 514 531 547 564 581 697 614 631 647 
664 681 697 714 731 747 764 780 797 814 
830 847 863 880 896 913 929 946 963 979 
fm 012 029 04S 063 078 096 111 127 144 
42 160 177 193 210 226 243 259 275 292 308 


265 

266 
267 

269 


320 341 357 374 300 406 428 439 455 472 
488 504 621 537 553 570 586 602 619 635 
651 667 684 700 716 732 749 765 781 797 
813 630 846 862 878 894 911 927 943 959 
975 991 OOS 03i ftW 066 072 088 104 130 


270 
271 
272 
278 
274 


48 136 162 169 185 201 217 233 249 265 281 
297 313 329 345 361 377 393 409 425 441 
457 473 4S9 505 621 537 553 569 684 600 
616 682 648 664 680 696 712 727 748 759 
775 791 807 823 838 854 870 886 902 917 


16 


275 

276 
277 
278 
279 


933 949 965 981 996 013 028 044 009 070 
44 091 107 122 138 154 170 185 201 217 232 
248 264 279 295 311 326 342 358 373 389 
404 420 4S6 451 467 483 498 514 529 545 
560 676 592 607 623 638 654 669 685 700 


6 

I 


8-0 
9-6 

12-8 

144 


2H0 
281 

284 


716 731 747 762 778 793 809 824 840 855 
871 886 902 917 932 948 963 979 994 010 
4G 025 MO 056 071 0S6 102 117 133 148 163 
179 194 209 225 240 255 271 286 301 317 
332 347 362 378 393 408 423 439 454 469 


285 
286 
287 
288 


484 500 515 530 545 561 576 591 606 621 
637 652 667 682 697 712 728 743 758 773 
788 803 818 834 849 864 879 894 909 924 
939 9H 969 984 000 015 030 045 060 076 
46 090 105 120 135 150 165 180 195 210 225 


15 


290 
291 
292 
293 
294 


240 265 270 285 300 315 330 344 859 374 
389 404 419 434 449 464 479 494 509 523 
538 553 568 583 598 613 627 642 657 672 
687 702 716 731 746 761 776 7B0 805 820 
835 850 864 879 894 909 928 938 953 967 


i 

7 
S 

? 


■ ■s 

3'o 

ti 

7-5 

9'Q 

lo-s 


295 ' 982 997 012 038 Oil 056 070 086 iOO 114 

296 1 47 129 144 169 173 188 202 217 232 246 261 

297 276 290 305 319 334 349 363 378 392 407 

298 422 43G 451 465 480 494 509 524 538 653 

299 1 667 582 59G 611 62S 640 654 669 683 698 



,Googlc 



Five-figure Logarithms. 



No, 

300 
301 
302 
803 
304 
305 
306 
307 
308 
309 
310 
311 
312 
313 
314 


LoK- 01234 S6T89 


Dlflerenoe. 


47 712 727 741 756 770 78* 799 813 828 842 
867 871 865 900 911 929 943 B58 972 980 

48 001 015 029 044 058 073 mi 101 116 130 
144 159 178 187 202 216 230 24* 259 278 
287 302 316 830 344 359 373 387 401 416 




430 444 458 473 487 501 515 530 544 558 
672 689 601 615 629 643 657 671 686 700 
714 728 742 756 770 785 799 813 827 841 
8S5 869 883 697 911 926 940 954 968 982 
996 OiO 034 088 MS 066 080 094 108 m 


48 136 150 164 178 192 20G 220 234 248 262 
276 290 304 318 332 346 360 374 388 402 
415 429 443 457 471 485 499 513 527 541 
554 568 582 696 610 624 638 651 665 679 
693 707 721 734 748 762 776 790 803 817 


3 

4 

1 
S 

9 


It '" 

4-2 

5-6 

i 

12-6 


316 
316 
317 
SIB 
319 
820 
321 
322 

ii 


831 845 859 872 886 900 914 927 941 965 
969 982 996 OiO AM 037 061 06S 079 093 

BO 106 120 133 147 161 171 188 202 215 229 
243 256 270 284 297 311 325 338 352 365 
379 393 406 420 433 447 161 474 488 601 
515 529 542 556 "569 5B3 596 610 623 637 
650 664 678 691 705 718 732 745 759 772 
786 799 813 826 839 853 866 880 893 907 
920 934 947 961 974 987 001 014 036 041 

61 054 068 081 095 108 121 135 148 162 175 


13 


325 
32S 
327 
328 
329 


188 202 216 228 212 255 268 282 295 SOS 
822 335 348 362 375 388 402 115 428 441 
155 468 481 495 508 521 534 518 661 574 
587 601 614 627 640 651 667 680 693 706 
720 733 746 759 772 786 799 812 825 838 


330 
331 
332 

334 

335 
336 
337 
33tj 


851 865 878 891 904 917 930 913 967 970 
983 996 009 0^ OSS OiS 061 07S 0S8 101 

63 114 127 140 153 166 179 192 205 218 231 
211 257 270 284 297 310 323 336 349 362 
375 388 401 414 427 440 453 466 479 492 
504 517 530 543 556 569 582 595 608 621 
634 647 660 673 686 699 711 724 737 760 
763 776 789 802 815 827 810 853 866 879 
892 905 917 930 943 956 969 982 994 OOT 

63 020 038 046 058 071 081 097 tlO 122 135 


3 

4 

i 

I 

5^ 


3-9 

9-1 

11-7 


340 

341 
342 
343 
344 
345 
346 
347 
348 
319 


148 161 173 186 199 212 224 237 250 263 
275 288 301 314 326 339 352 361 377 390 
403 416 128 411 153 466 479 491 504 517 
529 642 655 567 580 593 606 618 631 643 
■656 668 681 694 706 719 732 744 757 769 




782 794 807 820 832 845 857 870 882 895 
908 920 933 915 958 970 983 995 008 030 
64 033 045 058 070 083 095 108 120 133 143 
158 170 183 195 208 220 233 215 258 270 
283 295 307 320 332 345 357 870 382 394 







:v Google 



Five-figure Logarithm 



No. 


L(«. 01234 56789 


DiffttreoceB. 


350 
351 
352 
353 
354 


64 407 419 432 4*4 456 469 481 494 500 B18 
531 543 556 568 580 593 605 617 630 642 
664 667 679 691 701 716 728 741 753 765 
777 790 802 814 827 839 851 864 876 888 
900 913 925 937 949 962 974 986 998 Oil 


13 


I 

9 


39 

;i 

9-1 
104 
11-7 


355 
35ti 
357 

359 


66 023 035 017 060 072 081 090 108 121 133 
115 157 169 182 194 206 218 230 212 255 
267 279 291 803 315 328 340 352 361 376 
388 400 413 125 137 149 461 173 185 497 
509 522 534 546 558 570 582 594 606 618 


360 
361 

3B4 


630 642 664 666 678 681 703 715 727 739 
751 768 T75 787 799 8Il 823 835 817 859 
871 883 895 907 919 931 913 955 967 979 
991 003 OJS Oa? 038 OBO 062 074 086 098 
68 110 122 131 146 158 170 182 194 206 217 


12 


305 
300 
367 
368 
369 


229 211 253 266 277 289 301 312 324 336 
348 360 372 384 396 107 419 131 443 455 
167 178 490 502 514 526 538 519 561 573 
585 597 608 620 032 641 656 667 679 691 
703 711 726 738 750 761 773 785 797 808 


370 
371 

372 
373 
374 


820 832 844 855 867 879 891 902 914 926 
937 049 961 972 984 996 OOS 019 081 043 
67 054 066 078 089 101 113 124 136 148 159 
171 183 194 206 217 229 241 252 264 276 
287 299 310 322 334 815 367 868 380 392 


3 

4 

i 
I 

9 


1 

IO-8 


375 
376 

377 
378 
379 


403 115 426 138 149 161 473 481 496 507 
519 530 542 553 565 576 588 600 611 623 
634 646 657 669 680 692 703 715 726 738 
749 761 772 784 795 807 818 830 811 852 
861 876 887 898 910 921 933 944 955 967 


11 


381 

382 
383 
381 


978 990 001 013 024 OSS 0^ 058 070 081 
68 092 IM 115 127 138 149 161 172 181 195 
206 218 229 240 252 263 274 286 297 309 
820 331 343 354 365 377 388 399 410 122 
433 114 156 467 478 490 501 512 524 535 


385 
387 


646 557 569 580 591 602 614 625 636 647 
659 670 681 692 704 715 726 737 749 760 
771 782 791 805 816 827 838 850 801 872 
883 894 006 917 928 939 950 961 973 984 
995 006 017 028 040 051 063 07S 084 095 


3 

4 

1 
S 

9 


33 

4"4 

U 
R 

9'9 


390 
391 
392 

3M 


59 106 118 129 140 151 162 173 184 195 207 
218 229 240 251 262 273 281 295 306 318 
329 340 351 362 373 384 395 406 417 128 
439 160 461 472 483 191 606 517 528 539 
550 561 572 583 694 605 616 627 638 649 






395 
397 


600 671 682 693 701 715 726 737 748 759 
770 780 791 802 813 824 835 846 857 868 
879 890 901 912 923 934 045 956 966 077 
988 999 010 021 032 043 064 065 078 086 
80 097 108 119 130 141 152 163 173 184 195 





,Googlt' 



Five-figure Logarithms. 



No. 

ioo 


Log. 1 2 3 4 




60 206 217 228 239 249 


260 271 282 293 304 || 


101 


314 325 336 347 358 


369 379 390 401 412 1 


402 


423 433 444 455 466 


477 487 498 509 520 i 


403 


530 541 552 663 574 


584 595 606 617 627 1 ti 


404 
405 


638 649 660 670 C81 






692 703 713 724 735 




a'a 


745 756 767 778 788 


799 810 820 831 842 


2 


WG 


853 863 874 885 895 


906 917 927 938 W9 


3 


3 '3 


i07 


959 970 981 991 003 


OlS 083 OM OdJ 05S 






408 


61 066 077 087 098 109 


119 130 140 151 162 


5 


S'S 


4011 

410 


172 183 194 204 21S 


225 236 247 257 268 


6 
I 


6-6 
U 


278 289 300 310 321 


331 342 352 363 374 


411 


384 395 405 416 426 


437 448 458 169 479 


8 


412 


490 500 5U 521 532 


542 553 563 574 584 


?_ 


9-9 , . 


413 


595 606 616 627 637 


648 658 669 679 690 




414 
415 


700 711 721 731 742 


752 763 773 784 794 




805 815 826 836 847 


857 868 878 888 899 


416 


909 920 930 941 951 


961 972 982 993 MS 




417 


eS 014 024 034 045 055 


066 076 086 097 107 




418 


118 128 138 149 159 


170 180 190 201 211 




419^ 
420 


221 232 242 252 263 


273 284 294 304 315 


lO 


325 335 846 356 366 


377 387 397 408 418 




ro 


421 


428 439 449 459 469 


480 490 GOO 511 521 






422 


531 542 552 562 572 


588 593 603 613 624 


3 


30 . 


423 


634 644 655 665 675 


685 696 706 716 726 


4 


4-0 


424 


737 747 757 767 778 


788 798 808 818 829 


1 


it 


425 


839 349 859 870 880 


890 900 910 921 931 


426 


941 951 961 972 982 


992 008 OiS 033 083 


7 


70 

8-0 


427 


eS 043 053 063 073 083 


094 104 114 124 134 


8 


428 

429 
430 


144 155 165 175 185 

246 256 266 276 286 


195 205 215 225 236 
296 306 317 327 337 


9 


90 




347 357 367 377 387 


397 407 417 428 438 


431 


448 458 468 478 488 


498 508 518 528 638 




432 


548 558 568 579 589 


599 609 619 629 639 




433 


649 659 669 679 689 


699 709 719 729 739 




434 


749 759 769 779 7H9 


799 809 819 829 839 


9 


435 
436 


849 859 869 879 889 
949 959 969 979 988 


899 909 919 929 939 
998 006 OIB 0S8 038 


I 


09 


437 


64 04S 058 068 078 0S8 


098 108 118 128 137 




1-8 


438 


147 157 167 177 187 


197 207 217 227 237 


3 


2-7 


43S) 


246 256 266 276 286 


296 306 316 326 336 


4 

I 


3-6 

4-5 

It 

r. 


440 


345 355 365 375 385 


395 404 414 424 434' 


441 


444 454 46* 473 483 


493 503 513 523 582 


442 


542 552 662 572 582 


591 601 611 621 631 


I 


443 


640 650 660 670 680 


689 699 709 719 729 


444 
445 


738 748 768 7C8 777 
836 846 856 865 875 


787 797 807 816 826 
885 895 904 914 924 


^■i 




446 


933 943 953 963 972 


982 992 003 Oil 031 




447 


eS 031 040 050 060 070 


079 089 099 108 118 




448 


128 137 147 157 167 


176 186 196 205 215 




449 


225 234 2*4 254 263 


273 283 292 302 312 '. | 



,Googk' 



Five-figure Logarithms. 



No. 


Log. 01234 56789 


Diibrenoes. 


450 
151 
452 
453 
454 


06 321 831 841 350 360 369 379 389 898 408 

418 427 437 447 456 466 175 485 195 501 
514 523 533 543 552 562 571 581 591 600 
6)0 619 629 639 64S 658 667 677 686 696 
706 715 725 734 744 753 763 772 782 792 


10 


455 
156 
457 
458 
459 


aOl 811 820 830 839 849 858 868 8T7 887 
896 906 916 925 935 944 954 963 973 982 
992 001 OJJ 030 030 039 049 068 068 m 
96 087 096 106 115 124 134 143 153 162 172 
181 191 200 210 219 229 238 247 257 266 


460 
461 
462 
463 
464 


276 286 295 804 314 323 332 342 351 361 
870 380 389 398 408 417 427 436 445 455 
464 474 483 492 502 511 521 530 539 549 
558 567 577 586 596 605 611 624 633 612 
652 661 671 680 689 699 708 717 727 736 


3 

4 

1 

1 

9 


4 

ii 

90 


165 
466 
467 
468 
169 


745 755 764 773 788 792 801 811 820 829 
839 848 857 867 876 885 894 901 913 922 
932 941 950 960 969 978 987 997 006 OIB 
67 025 034 043 052 062 071 080 089 099 108 
117 127 136 145 154 161 173 182 191 201 






470 
171 
172 
478 
171 


2i0 219 228 237 247 256 265 274 2e4''293 
302 311 321 330 339 348 357 367 376 385 
391 403 413 122 131 140 449 459 468 177 
186 495 504 511 523 532 541 550 660 569 
578 587 596 605 611 624 633 642 651 660 


9 


475 
476 
477 
478 
179 


669 678 688 697 706 715 721 733 712 752 
761 770 779 788 797 806 815 825 831 843 
852 861 870 879 888 897 906 916 925 934 
943 952 961 970 979 988 997 OOS 0J5 08* 
88 084 0*3 052 061 070 079 088 097 106 115 


480 
481 

482 
483 
1S4 


124 133 142 151 160 169 178 187 196 205 

215 224 233 242 251 260 269 278 287 296 
305 314 323 332 311 350 359 368 377 386 
395 404 113 122 131 440 449 458 467 476 
485 494 502 511 520 529 538 547 556 565 


3 
4 

1 

I 

- 9 


°.i 

a-7 
3-6 

4'S 

it 

7-3 
81 


485 
186 
187 
488 
489 


574 583 592 601 610 619 628 637 646 655 
664 673 681 690 699 708 717 720 735 744 
753 762 771 780 789 797 806 815 821 83S 
812 851 860 869 878 886 B95 904 913 922 
931 940 919 958 966 975 984 993 002 Oil 


490 
491 
492 
493 
494 


69 020 028 037 046 055 064 073 082 090 099 
108 117 126 135 144 152 161 170 179 188 
197 205 214 223 232 211 249 258 267 276 
285 294 302 811 320 329 338 346 355 364 
373 381 390 399 408 417 425 434 443 452 




495 
496 
497 
498 
499 


461 469 478 487 496 504 513 522 581 539 
548 557 566 574 583 592 601 609 618 627 
630 644 653 662 671 679 688 697 705 711 
723 732 740 749 768 767 775 781 793 801 
810 819 827 836 845 854 862 871 880 888 







:vGOOglf 



306 



Five-figure Logarithms. 



No. 


Log. 01234 56789 


DilferouoBs. 


500 
501 
502 
503 
501 


69 8»7 906 914 923 932 940 919 958 966 975 
984 992 mi 010 018 OgT 036 044 053 062 

70 070 079 088 096 105 114 122 131 140 148 
157 165 174 183 191 200 209 '217 226 234 
243 252 260 269 278 286 295 303 312 321 


9 


605 

506 
507 
508 
509 


329 338 346 355 364 372 381 389 398 106 
415 424 132 441 449 458 167 475 181 492 
501 609 518 526 535 614 552 561 569 578 
586 595 603 612 621 629 638 646 655 663 
672 680 689 697 706 714 723 731 740 748 


510 
511 
512 
518 
514 


757 766 774 783 791 800 808 817 825 83* 
842 851 859 868 876 885 893 902 910 919 
927 935 941 952 961 969 978 986 996 OOS 
71 012 020 029 037 046 054 062 071 079 088 
096 105 113 122 130 139 147 155 164 172 


2 

3 

4 

i 

1 

9 


1-7 
36 
45 

S'4 
6*3 

P, 


515 

516 
617 
618 
519 


181 189 198 206 211 223 231 240 248 257 
265 273 282 290 299 307 315 324 332 341 
319 357 366 374 383 391 399 408 416 125 
133 441 450 458 466 475 483 492 500 508 
517 525 533 512 550 559 567 575 581 592 


8 


520 
521 
522 
523 

524 


600 609 617 025 634 612 650 659 667 676 
684 692 700 709 717 725 734 742 750 769 
767 775 781 792 800 809 817 825 834 812 
850 858 867 875 883 892 900 908 917 925 
933 941 960 958 966 975 983 991 999 008 


525 


72 016 024 032 Oil M9 057 066 074 082 090 
099 107 115 123 132 140 148 !56 165 173 
181 189 198 206 211 222 230 239 217 26S 
263 272 280 288 296 304 313 331 329 337 
316 351 362 370 378 387 395 403 111 419 


530 
631 

532 

5S4 

535 
536 
537 

539 


128 13C 114 452 460 469 477 485 493 501 
, 509 618 526 531 612 550 558 667 575 583 
591 699 607 616 624 682 610 618 656 665 
673 681 689 697 705 713 722 730 738 716 
754 762 770 779 787 795 803 811 819 827 


! 


1-6 
2-4 

ti 


835 843 852 860 868 876 884 892 900 908 
916 925 933 911 919 957 965 973 981 989 
m 006 014 033 030 088 046 0B4 062 Ol'O 
78 078 086 091 102 111 119 127 135 143 161 
159 167 175 183 191 199 207 215 223 231 


540 

541 
542 
543 
644 


239 247 255 263 272 280 288 296 304 312 
320 828 336 314 352 360 868 376 384 392 
100 108 116 424 432 440 418 456 461 472 
480 488 496 504 512 520 528 536 544 562 
560 568 576 584 592 600 608 016 624 632 




545 
546 
547 
548 
549 


640 648 666 604 672 679 687 695 703 711 
719 727 737 743 751 759 767 775 783 791 
799 807 815 823 830 8.18 846 854 862 870 
878 886 891 902 910 918 926 933 941 949 
957 965 973 981 989 997 005 013 030 033 







,Googk' 



Five-figure Logarithms. 



No. 


Log. 01234 5S789 


Diffwmoes. 


550 
551 
552 
553 

554 


74 036 0*4 052 060 068 076 081 092 099 107 
115 123 131 139 147 166 162 170 178 186 
194 202 210 217 225 233 241 249 257 265 
273 280 288 296 304 312 320 327 335 343 
351 359 367 374 382 390 398 406 414 421 


8 


555 

556 
557 
558 
559 


429 137 445 153 161 163 176 484 192 500 

507 515 523 531 939 647 554 S62 570 578 
586 593 601 609 617 621 632 610 618 666 
663 671 679 687 695 702 710 718 726 733 
711 749 757 764 772 780 788 796 803 811 


5«0 
661 

563 

56* 
565' 
S66 
567 
568 
569 


819 827 834 812 850 858 865 873 8S1 880 
896 904 912 920 927 93S 943 950 958 966 
974 981 989 997 OCfl 012 030 OOB 085 043 
76 051 059 066 074 082 089 097 105 113 120 
128 136 lis 151 159 166 174 182 189 197 


3 

4 

i 

I 

9 


0-8 
1-6 

2-4 

4-8 
7-1 


206 213 220 228 23G 213 261 259 266 271 
282 289 297 305 312 320 328 335 343 351 
358 366 374 381 389 397 404 412 420 427 
439 442 450 458 465 473 481 488 496 504 
511 519 526 934 542 549 557 565 572 680 






570 
571 
572 
573 
574 
575 
576 
577 
578 
679 


587 695 603 610 618 626 633 641 618 656 
661 671 679 686 691 702 709 717 724 732 
740 747 756 762 770 T78 786 793 800 808 
815 823 831 838 846 853 861 868 876 884 
891 899 906 914 921 929 037 914 952 969 


7 


967 971 982 989 997 005 012 020 OSff 035 
76 043 050 057 065 072 080 087 099 103 110 
118 125 133 140 148 159 163 170 178 186 
193 200 208 215 223 230 238 215 253 260 
268 276 283 290 298 305 313 320 328 335 


580 
581 
682 

683 
584 


343 350 358 365 373 380 388 395 403 410 
418 125 433 140 447 455 462 470 477 485 
192 300 507 515 622 580 537 611 552 559 
567 574 582 589 597 604 612 619 626 634 
641 649 656 664 671 678 686 693 701 708 


3 
4 

I 

7 
8 


0-7 

1-4 

2-8 

3'5 

i 


585 
686 
687 
588 

589 


716 723 730 738 745 753 760 768 775 782 
790 797 805 812 819 827 831 342 349 856 
801 871 879 886 893 901 908 916 923 930 
938 945 952 960 967 975 982 989 997 004 
77 012 019 026 034 041 018 056 063 070 078 


590 
591 
592 
593 
594 


085 093 100 107 115 122 129 137 144 151 
159 166 173 181 188 195 203 210 217 225 
232 210 217 251 262 269 276 283 291 298 
305 313 330 327 335 312 319 357 3R1 371 
379 386 393 401 408 415 422 130 437 444 




595 
596 
597 
598 
599 


452 159 466 171 181 488 405 503 510 517 
525 532 539 546 554 561 568 576 583 590 
597 605 612 619 627 634 641 648 656 663 
670 077 685 692 699 706 714 721 728 735 
713 750 757 761 772 779 786 793 801 808 







,Googk' 



Five-figure Logarithms. 



No. 


Log. 12 3 1 


5 6 7 8 9 


Diffeienoea. 


600 


315 822 S30 837 841 


851 859 866 873 880 




601 


887 895 902 909 916 


921 931 938 945 952 




602 


960 967 974 981 988 


996 im 010 017 035 




603 


78 032 039 046 053 061 


068 075 082 089 096 




601 


101 111 118 125 132 


140 147 154 161 le8 




605 


176 183 190 197 204 


211 219 226 233 240 


606 


247 251 262 269 276 


283 290 297 305 312 




607 


319 826 333 340 347 


355 362 369 376 383 




608 


390 397 405 412 419 


426 433 410 117 155 




609 


462 169 476 483 490 


497 504 512 519 526 


7 


610 


533 540 547 554 561 


569 576 583 590 597 






611 


604 611 618 625 633 


640 617 654 661 668 




07 


612 


675 682 689 696 704 


711 718 725 732 739 




I '4 


613 


746 753 760 7G7 771 


781 789 796 803 810 


3 


2-8 

3-5 


611 


817 824 831 838 845 


852 859 8B6 873 680 


i 


615 


888 895 902 909 916 


923 930 937 944 951 


616 


958 966 972 979 986 


993 OCW 007 014 OZl 


I 


L 


617 


78 029 036 043 050 057 


061 071 078 085 092 


618 


099 106 113 120 127 


134 111 118 155 162 


9 


619 


169 176 183 190 197 


201 211 218 225 232 




620 


239 246 253 260 267 


274 281 288 295 302 




309 318 323 330 337 


344 351 358 365 372 




622 


379 386 393 400 107 


111 121 428 435 142 






449 156 163 470 177 


484 491 498 505 511 




621 


518 525 S32 539 516 


553 560 567 571 581 






588 595 602 609 616 


623 630 637 644 650 


626 


657 661 671 678 685 


692 699 706 713 720 




627 


727 731 711 748 751 


761 768 775 782 789 






796 803 810 817 824 


831 837 814 851 868 




629 


865 872 879 886 893 


900 906 913 920 927 


6 


630 
631 


934 941 918 955 962 
80 003 010 017 024 030 


969 975 982 989 996 
037 Oil 051 058 065 




0-6 




072 079 085 092 099 


106 113 120 127 131 








140 147 154 161 168 


176 182 188 195 202 


3 


1-8 


631 


209 216 223 229 236 


243 250 257 264 271 


4 
1 


2"4 
30 
3-6 


635 


277 284 291 298 305 


312 318 325 332 339 


686 


346 353 359 366 373 


380 387 393 400 407 


637 


414 421 128 134 441 


lie 155 462 468 475 


I 


n 




482 489 496 502 509 


516 523 530 536 543 




550 557 564 570 577 


584 591 598 604 611 


9 


5-4 


Mo" 


618 625 632 638 645 


652 659 665 672 879 




611 


686 693 699 706 713 


720 726 733 710 747 




612 


753 760 767 774 781 


787 791 801 808 811 




613 


821 828 835 811 848 


855 862 868 875 882 




611 


889 895 902 909 916 


922 929 936 942 949 




645 


956 963 969 976 983 


990 996 OOS 010 017 


646 


81 023 030 037 043 050 


057 064 O70 077 084 




647 


090 097 104 111 117 


124 131 137 Hi 151 




648 


157 164 171 178 184 


191 198 204 211 218 




649 


224 231 238 245 251 


258 265 271 278 285 





,Google 



Five-figure Logarithms. 



No. 


l«e. 01231 56789 




GSO 
631 
652 
653 
654 


81 291 298 305 311 318 325 331 338 345 351 

35fi 365 371 378 385 391 398 405 411 418 
425 431 438 445 451 458 465 471 478 485 
491 498 505 511 518 525 531 538 544 551 
558 564 571 578 584 591 598 604 611 617 


7 


65S 
656 
C57 
C58 
SffJ 
660 
iiOl 
WJ2 
663 
664 
665 
666 
667 

"670 
671 
672 
673 
674 


624 631 637 644 651 657 664 671 677 684 
690 697 704 710 717 723 730 737 743 750 
757 763 770 776 783 790 796 803 809 816 
823 829 836 842 849 856 862 869 875 882 
889 895 902 908 915 921 928 935 941 948 
954 961 968 974 981 987 994 000 007 014 
82 020 027 033 040 046 053 060 066 073 079 
086 092 099 105 112 119 125 132 138 115 
151 158 164 171 178 184 191 197 201 210 
217 223 230 236 213 249 256 253 269 276 


3 
4 

i 

I 

9 


0-7 

a-8 
3-S 

1 


282 289 295 302 308 315 321 3S!8 331 311 
347 354 360 367 373 380 387 393 400 406 
413 418 426 432 439 445 152 458 465 471 
478 484 491 497 504 510 517 523 530 536 
543 549 556 562 569 575 582 588 595 601 




607 614 620 627 633 640 646 653 659 666 
672 679 685 692 698 705 711 718 724 730 
737 743 750 756 763 769 776 782 789 795 
802 808 814 821 827 831 840 817 853 860 
866 872 879 885 892 898 905 911 916 924 


875 
676 
877 
678 
679 
6S0 
681 
682 
683 
684 


930 937 913 950 956 963 969 975 982 988 
995 001 008 014 030 (m 033 010 046 OSa 
83 059 065 072 078 085 091 097 104 110 U7 
123 129 136 142 149 155 161 168 174 181 
187 193 200 206 213 219 225 232 238 244 


251 257 264 270 276 283 289 296 302 308 
315 321 327 331 310 317 353 359 366 372 
378 385 391 398 4t5l 110 417 123 429 136 
142 448 455 461 467 474 180 487 493 199 
506 512 518 525 531 537 544 550 556 563 


3 

4 

1 

I 

9 


o6 
1-8 

2-4 

3-0 
3-6 
4-2 
48 


685 
6H6 
687 
6Ma 
689 


569 575 582 588 594 601 607 613 620 626 
632 639 645 651 658 664 670 677 683 689 
696 702 708 715 721 727 734 740 746 753 
759 765 771 778 784 790 797 803 809 816 
822 828 835 841 847 853 860 866 872 879 






690 
691 

693 
694 


885 891 897 904 910 916 923 929 935 942 
948 954 9G0 967 973 979 985 992 998 OM 
84 Oil 017 023 029 036 M2 048 055 061 067 
073 080 086 092 098 105 111 117 123 130 
136 142 148 155 161 167 173 180 186 192 




695 
696 
697 
698 
699 


198 205 211 217 223 . 230 236 242 218 255 
261 267 273 280 286 292 298 305 311 317 
323 330 336 342 348 364 361 367 373 379 
386 392 398 401 110 417 423 429 435 441 
448 454 460 466 473 479 485 491 497 504 







:vGoogk' 



Five-figure Logarithms. 



No. 


Log. 12 3 4 


5 6 7 8 9 


DifferenoM. 


700 


84 510 516 522 528 535 


541 547 553 559 566 




701 


572 578 584 590 597 


603 609 615 621 628 




702 


631 610 646 652 653 


665 671 677 683 688 




703 


690 702 708 714 720 


726 733 739 745 751 




70t 


757 763 770 776 782 


788 791 800 807 813 




705 


819 825 831 837 814 


850 856 862 869 374 


706 


880 887 898 899 905 


911 917 921 930 936 




707 


912 948 954 960 967 


973 979 985 091 997 




708 


86 003 009 016 022 028 


084 040 016 062 058 




709 


065 071 077 083 089 


095 101 107 114 120 


6 


710 


126 132 138 144 150 


156 163 169 175 181 




0-6 




187 193 199 205 211 


217 224 230 236 242 






712 


248 254 260 266 272 


278 285 291 297 303 


3 


1-8 


713 


309 315 321 327 333 


339 345 352 358 364 


2-4 


714 


370 376 382 388 394 


400 106 112 418 425 


i 


3-0 
36 


715 


131 137 143 449 155 


461 467 473 479 485 


716 


491 197 503 509 516 


522 528 534 540 546 


7 


*'l 


717 


552 558 564 570 576 


582 588 591 600 606 


8 


48 


718 
719 


612 618 625 631 637 
673 679 685 691 697 


643 649 655 661 667 

703 709 715 721 727 




Xt .__ 




720 


733 739 745 751 757 


763 769 775 781 787 


721 


791 800 806 812 818 


824 830 836 812 818 




722 


854 860 866 872 878 


884 890 896 902 908 




723 




944 950 956 962 968 




724 


974 980 986 992 998 


OttJ QIQ OlS QHZ 02S 




725 


86 034 010 016 052 058 


064 070 076 082 088 


726 


094 100 106 112 118 


121 130 1B6 141 147 




727 


153 159 165 171 177 


183 189 195 201 207 




728 


213 219 225 231 237 


243 249 255 261 267 




729 


273 279 285 291 297 


303 308 314 320 326 


5 


730 


332 338 344 350 356 


362 368 371 380 386 






731 


392 398 104 410 415 


121 127 433 439 115 




O'S 


732 


151 157 163 46B 475 


481 487 493 199 601 






733 


510 516 522 528 534 


510 546 552 558 564 


3 


i;5 


734 

735 


570 576 581 587 593 


599 605 611 617 623 


4 
1 


2-5 

3-5 
4-0 


629 635 641 646 652 


658 664 670 67G 682 


736 


688 694 700 705 711 


717 723 729 735 741 


I 


737 


747 753 759 764 770 


776 782 788 794 800 


738 


806 812 817 823 829 


835 841 847 853 859 




739 
710 


864 870 876 882 888 


891 900 906 911 917 






923 929 935 941 947 


953 958 964 970 976 


741 


982 988 991 999 005 


Oil 017 {m<mOB5 




742 


87 040 016 052 058 061 


070 075 081 087 093 




713 


099 105 111 116 122 


128 131 110 116 151 




711 


157 163 169 175 181 


186 192 198 204 210 




745 


216 221 227 233 239 


215 251 256 262 268 


740 


271 280 286 291 297 


303 309 315 320 326 




747 


332 338 344 349 355 


361 367 S73 379 384 




748 


390 396 402 408 413 


419 425 431 437 142 




749 


448 454 460 466 471 


477 483 489 495 500 





,Google 



Five-figure Logarithms. 



No. 


Log. 01234 56789 


DiffereiHieB. 


750 
751 
752 
753 
754 


87 506 512 518 523 529 535 541 547 552 558 
564 570 676 581 587 593 599 604 610 616 
622 628 633 639 645 651 656 662 668 674 
679 685 691 697 703 708 714 720 726 731 
737 743 749 754 760 76G 772 777 783 789 


6 


755 
756 
757 
758 
759 


795 800 806 812 818 823 829 835 841 846 
852 858 864 869 875 881 887 892 898 904 
910 915 921 927 933 938 944 950 955 961 
9fi7 973 978 984 990 996 OOJ 007 013 018 
88 024 030 036 041 047 053 058 064 070 076 


760 
761 
762 
763 
764 


081 087 093 09B 104 110 116 121 127 133 
138 144 150 156 161 167 173 178 184 190 
195 201 207 213 218 224 230 235 241 247 
252 258 264 270 275 281 287 292 298 304 
309 315 321 326 332 338 343 349 355 360 


3 

I 
I 

9 


1-8 

3-6 

43 

5*4 


765 
766 
767 
768 
76B 


366 372 377 383 389 395 400 406 412 417 
423 429 434 440 446 451 457 463 468 474 
480 485 491 497 502 508 513 519 525 530 
536 542 547 553 559 564 570 576 581 687 
593 598 6Q4 610 615 621 627 632 638 643 


5 


770 
771 

772 
773 
774 
775 
776 
777 
778 
779 1 
780 
781 
782 
783 
784 


649 655 660 666 672 677 683 689 69* 700 
705 711 717 782 728 73* 739 745 750 756 
762 767 773 779 784 790 795 801 807 812 
818 824 829 835 840 846 852 857 863 868 
874 880 885 891 897 902 908 913 919 925 


930 936 941 947 953 958 964 969 975 981 
986 992 997 003 009 OU 020 025 031037 
89 042 048 053 059 064 070 076 081 087 092 
098 104 109 115 120 126 131 137 143 148 
154 159 165 170 176 182 187 193 198 204 


209 215 221 226 232 237 243 248 254 260 
265 271 276 282 287 293 298 304 310 315 
321 326 332 337 343 348 354 360 365 371 
376 382 387 393 398 404 409 416 421 426 
432 437 443 448 46* 459 465 470 476 481 


3 

4 

1 

7 
8 
9 


0-5 
15 

3;5 


785 
786 
787 

789 


487 492 498 504 509 515 520 526 531 537 
5*2 548 553 559 564 570 575 581 586 592 
597 603 609 61* 620 625 631 636 642 6*7 
653 658 664 669 675 680 686 691 697 702 
708 713 719 724 730 735 741 746 752 757 


790 
791 
792 
793 
J94 
795 
796 
797 
798 
7M 


763 768 77* 779 785 790 796 801 807 812 
818 823 829 834 840 845 851 856 862 867 
873 878 883 889 894 900 905 911 916 922 
927 933 938 944 9*9 956 960 966 971 977 
. 982 988 993 998 OOi 009 015 030 036 OSI 




80 037 042 048 053 059 06* 069 075 080 086 
091 097 102 108 113 119 124 129 135 140 
146 151 157 162 168 173 179 184 189 195 
200 206 211 217 222 227 233 238 244 249 
255 260 266 271 276 282 287 293 298 304 







:vGOOglf 



Five-figttre Logarithms. 



9ia 309 3H 320 325 331 
363 369 374 380 385 
417 423 42S 134 439 
472 477 482 488 493 



14 639 644 650 655 
(7 693 698 703 709 
H 747 752 757 763 

15 SCO 806 811 816 



336 342 347 352 358 I 
890 396 401 407 412 
144 450 455 461 466 ' 
499 504 509 515 520 
553 558 563 569 5 " 
607 612 617 623 6 
660 666 671 677 6 
714 720 725 730 736 
768 773 779 784 789 



12 907 913 918 923 
>6 961 906 972 977 
19 014 020 025 030 
ffl 068 73 078 084 



9 174 180 185 190 196 



■A 440 445 450 455 
17 492 498 503 508 
.0 549 551 556 561 
13 598 603 609 614 
'5 651 656 561 666 
'8 703 709 714 719 
il 756 761 766 772 
13 808 114 819 824 



9 934 910 949 950 
2 988 993 9S8 OM 

6 041 016 052 057 
9 094 100 105 110 
' 148 153 158 164 

201 206 212 217 
254 259 265 270 
307 312 318 323 
360 3 65 371 376 
a 413 418 424 4 

1 466 471 477 482 
4 519 521 529 535 
a 972 577 582 6S7 
9 624 630 635 6 40 

2 677 682 687 6 

1 730 739 740 745 

7 782 787 793 -' 
9 834 840 845 850 



i9 174 179 184 189 
'X 226 231 236 241 
'3 278 283 288 293 
!4 330 335 340 345 
'6 381 387 392 397 
!8 433 438 113 449 

10 485 490 495 500 
[1 536 512 547 552 
13 588 693 598 603 

11 039 645 650 655 
(6 691 696 701 706 

17 742 747 752 758 

18 793 799 S04 809 
W 815 850 855 8"" 



'143 118 153 158 163 
195 200 205 210 
247 252 257 262 
298 304 309 314 
350 355 36i 366 
402 407 412 418 



371 



451 159 
505 511 
657 562 
609 614 
660 665 



464 469 474 

516 521 526 
567 572 578 ■ 
619 621 629 
670 675 6 



16 911 916 921 927 932 937 ,' 



:v Google 



Five-figure Logarithms. 



No. 


Log. 12 3 4 


5 6 7 8 9 


DUTorenooB. 


eso 


92 942 947 952 957 962 


967 973 978 983 988 




851 


893 998 003 OOS 013 


OlS 02i029 084<m 




852 


98 044 049 054 059 064 


069 075 080 085 090 




853 


095 100 106 110 115 


120 125 131 136 141 




854 


146 151 156 161 \m 


171 176 181 186 192 




855 


197 202 207 212 217 


222 227 232 237 242 


656 


247 252 258 263 268 


273 278 283 288 293 




857 


298 303 308 313 318 


323 328 334 339 344 




858 


349 354 359 364 369 


374 379 384 389 394 




859 


399 404 409 414 420 


425 430 435 440 445 


5 


860 


450 455 460 465 470 


475 480 485 490 495 






861 


500 505 510 515 520 


526 531 536 541 546 




ly 


862 


551 556 561 566 571 


576 SSI 586 591 596 


3 

i 


863 


601 606 611 616 G21 


626 631 636 641 646 




86* 


651 656 661 666 671 


676 682 687 692 697 


30 


865 


702 707 712 717 722 


727 732 737 742 747 


866 


752 757 762 767 772 


777 782 787 792 797 


7 


35 


867 


802 807 812 817 822 


827 832 837 842 847 


8 


4-0 


868 


852 857 862 867 872 


877 882 887 892 897 


9 




869 


902 907 912 917 922 


927 932 937 942 947 




870 


952 957 962 967 972 


977 982 987 992 997 


871 


94 002 007 012 017 022 


027 032 037 042 047 




872 


052 057 062 067 072 


077 082 086 091 096 




873 


101 106 111 116 121 


126 131 136 141 146 




87i 


151 156 161 166 171 


178 181 186 191 196 




875 


201 206 211 216 221 


226 231 236 240 245 


876 


250 255 260 265 270 


275 280 286 290 295 




877 


300 305 310 315 320 


325 330 335 340 344 




878 


349 354 359 364 3G9 


374 379 384 389 394 




879 


399 404 409 414 419 


424 429 433 438 443 


4 


880 
881 


448 458 458 463 468 


473 478 483 488 493 


498 503 507 512 517 


522 527 532 537 542 


t 





4 




647 552 557 562 567 


571 576 581 586 591 






3 


883 


596 601 60S 611 616 


621 626 630 635 640 


3 




2 


884 
885 


645 650 655 660 665 


670 C75 680 685 689 


4 

i 

I 
9 


3 


6 
I 


694 699 704 703 714 


719 724 729 734 738 




743 748 753 758 763 


768 773 778 783 787 


887 


792 797 802 807 812 


817 822 827 832 836 


I 




841 846 851 866 861 


866 871 876 880 885 


890 


890 895 900 905 910 


915 919 924 929 934 


3^^ 1 


939 044 949 954 959 


963 968 973 978 983 






988 993 998 003 0O7 


073 017 032 037 082 






96 036 041 046 051 056 


OCl 066 071 075 080 






085 090 095 100 105 


109 114 119 124 129 




894 


134 139 143 148 153 


158 163 168 173 177 






182 187 192 197 202 


207 211 216 221 226 




231 236 240 245 250 


265 260 265 270 274 






279 284 289 294 299 


303 308 318 318 323 






328 332 337 342 347 


352 357 361 366 371 




899 


376 881 386 390 395 


400 405 410 416 419 
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Five-figure Logarithms^ 



Na 

900 


Log. 1 2 3 4 


5 6 7 S 9 


DifferenoM. 


8S 424 429 434 439 444 


448 453 458 463 468 




901 


472 477 482 487 492 


497 501 506 511 516 




002 


521 525 530 535 540 


545 550 554 550 564 




903 


569 574 57S 583 588 


593 598 603 607 612 




9(M 


617 622 626 631 636 


641 646 650 655 660 




665 670 674 679 684 


689 694 698 703 708 


90S 


713 718 722 727 732 


737 742 7*6 751 756 




907 


761 766 770 775 780 


785 789 791 799 804 




908 


809 813 818 823 828 


832 837 842 847 852 




909 


856 861 866 871 875 


880 885 890 895 899 


5 


"910- 


904 909 914 918 923 


928 933 938 W2 947 






911 


952 957 961 966 971 


976 980 985 990 995 






912 


990 OM 009 on 019 


033 038 033 (&a 042 


3 
4 

1 




913 


98 047 052 057 061 066 


071 076 080 085 090 




9U 


095 099 104 109 114 


118 123 128 133 137 


2'5 

3-0 


915 


142 147 152 156 161 


166 171 175 180 185 


9IG 


190 IW 199 204 209 


213 218 223 227 232 


7 


3-S 


917 


237 242 246 251 256 


261 265 270 275 280 


8 


4^ 


918 


284 289 294 298 303 


308 313 317 322 327 


9 


4-5 


919 
920 


332 336 341 346 350 


355 360 365 369 374 




379 383 388 393 398 


402 4OT 412 417 421 


921 


426 431 435 440 445 


450 454 459 464 468 






473 478 483 487 492 


497 501 506 511 515 






520 525 530 634 539 


544 548 553 558 562 




924 


567 572 577 581 586 


591 695 600 605 609 




925 


614 619 624 628 633 


638 642 647 652 656 


926 


661 666 670 675 680 






927 


708 713 717 723 727 


731 736 741 745 750 




928 


755 759 764 769 774 


778 783 788 792 797 




929 


802. 806 811 816 820 


825 830 834 839 844 


4 


930 


848 853 858 862 867 


872 876 88X 886 890 






i 


931 


895 900 904 909 914 


918 923 928 932 937 








942 946 951 956 960 


965 970 974 B79 984 








933 


988 993 997 003 00? 


on 01$ 031035 030 


4 

1 




6 

4 


934 


97 035 039 044 049 053 


058 063 067 072 077 




935 


081 086 090 095 100 


104 109 114 118 123 


936 


128 132 137 141 146 


151 15S 160 165 169 


7 




8 


937 


174 179 183 188 192 


197 202 206 211 216 


8 


3' 1 


938 


220 225 230 234 239 


243 248 258 257 262 


?_ 


3* 




267 271 276 280 285 


290 294 299 304 308 




940 


313 317 322 327 331 


336 340 345 350 354 


941 


359 364 368 373 377 


882 387 391 396 400 




942 


405 410 414 419 424 


428 433 437 442 447 




943 


451 456 460 465 470 


474 479 483 488 493 




944 


497 502 506 511 516 


520 525 529 534 539 




945 


543 548 552 557 562 


566 571 575 580 585 


940 


589 594 598 603 607 


612 617 621 626 630 




947 


635 640 644 649 653 


658 663 667 672 676 




948 


681 685 690 695 699 


704 708 713 717 722 




949 


727 731 736 740 745 


749 754 759 763 768 
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Five-figttre Logarithms. 



No. 


Log. 1 2 3 4 5 6 7 8 9 


Differonoee. 


950 
851 
952 
953 
954 


87 772 777 782 786 791 795 800 804 809 813 
818 823 827 832 836 841 845 850 855 859 
864 868 873 877 882 886 891 896 900 905 
909 914 918 923 928 932 937 941 946 950 
965 959 964 968 973 978 982 987 991 996 


5 


955 
956 

957 
958 
959 


98 000 005 009 014 019 023 028 032 037 041 
046 050 055 059 064 068 073 078 082 087 
091 098 100 105 109 114 118 123 127 132 
137 141 146 150 155 159 164 168 173 177 
182 186 191 195 200 204 209 214 218 223 


960 
961 
962 
963 
964 


227 232 236 241 245 250 254 259 263 268 
272 277 281 286 290 295 299 304 308 313 
318 322 327 331 336 340 345 349 354 358 
363 367 372 376 381 385 390 394 399 403 
408 412 417 421 426 430 435 439 444 448 


3 
4 

1 

I 

9 


to 

3-0 
35 

4-0 


965 

967 
968 
969 
970 
971 
972 
973 
974 


453 457 462 466 471 475 480 484 489 493 
498 502 507 511 516 520 525 529 534 538 
543 547 552 556 561 565 570 574 579 583 
588 592 597 601 605 610 614 619 623 628 
632 637 641 646 650 655 659 664 668 673 




677 682 686 691 695 700 704 708 713 717 
722 726 731 735 740 744 749 753 768 762 
767 771 776 780 784 789 793 798 802 807 
811 816 820 825 829 834 838 843 847 851 
856 860 865 869 874 878 883 887 892 896 


975 
976 
977 
978 
979 


900 905 909 914 918 923 927 932 936 941 
945 M9 954 958 963 967 972 976 981 985 
989 W4 998 COS 007 QIH 016 021 025 039 
9B 034 038 043 047 052 056 061 065 069 074 
078 083 087 092 096 100 105 109 114 118 


ms 

981 
982 

984 


123 127 131 136 140 145 149 154 158 162 
167 171 176 180 185 189 193 198 202 207 
211 216 220 224 229 233 238 242 247 251 
255 260 264 269 273 277 282 286 291 295 
300 304 308 313 317 322 326 330 335 339 


3 

1 

7 

n 

_. 9 


?! 

1-6 

a-8 
3*6 


985 

987 
988 
989 


344 348 352 357 361 366 370 374 379 383 
388 392 396 401 405 410 414 419 423 427 
432 436 441 445 449 454 458 463 467 471 
476 480 484 489 493 498 502 506 511 515 
520 524 528 533 537 542 546 550 555 559 




990 
991 

992 
993 
994 


564 568 572 577 581 585 590 694 599 603 
607 612 616 621 625 629 631 638 642 647 
651 656 660 664 669 673 677 682 686 691 
695 699 704 708 712 717 721 726 730 734 
739 743 747 752 756 760 765 769 774 778 


995 
996 
997 
996 
999 


782 787 791 795 800 804 808 813 817 822 
826 830 835 839 843 848 852 856 861 865 
870 874 878 883 887 891 896 900 904 909 
913 917 922 926 930 935 939 943 948 952 
957 961 965 970 974 978 983 987 991 996 
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INDEX 



a htatiy type refer to lie preparatio) 
of the suistaiues. 



AccuMULATOIl, charging of, 55 

; chemical process of, 53, 60 

, discharging of, 55 

, Edison, Ihe, 60 

— ■, lead, the, 53 
Accumulators, tfs 



lilide, 2 



Acid, acetic, 228 

, adipic, =31 

, diethyl adipic, 281, 283 

-, trichloracetic, 227 

Agitating electrode, 198 

Agitation of solutions, 198 

Alcohol, 87, 236, 241, 243, 251, 263 

^ , isopropyl, 258, 254 

' , methyl. 228, 332 

— — , para-nilrobeniyl, 378, 280 

Alloys, analysis of, 186 

Alteration of decomposition value, 152 

AUemaliug currents, rectification of, 61 

Aluminium from iron, 167 

Amalgam, bismuth, 184 

■ — --, cadmium, 188 

, lead, 136 

Amalgamation, 223 

Amalgams, 13a 

Amidophenol (para), 238 

Ammonium borate, 95, 98, 282 

, cobalt sulphate, 282 

, Ihiocyanale, 271 

Analysis of alloys, 185 



Antimony 
from 


one, 268 
108 




copper, 781 
ead, iSo 


~^ 


mercury, 175 
ilver, 178 


Apparatus 
Arrhenius 


76 
33 



Anificial alteration of decomposition 

value, 152 
Atomic and electro-chemical equiva- 

Atomic weights, table of, a88 
Ambeniene, 341 
Azoxybenzene, 240 

BaCkE.M.F., 37. 78 

Balacbowsky, ny 

Basin electrode, 77 

Bell metal, 1S6 

p. napbtliol, 274, 276 

p. naphthol - aio - benienemonosulpho- 



>' naphthol disulpboi 



acid (R. acid}, 



Bensaldelyde, 279 

Benzene derivaiiires, oxidation of. 

Benzidine, 243 

Beniilidene-pbenylhyd roxy lam ine , 

Bertbelot, aoo 

Bettiaiix, i63 

Bindscbedler, io3 
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Bismuth, 116 

Blomm, 148 

Board of Trade Unit. 39 

Borate of ammonia, 95. 98, 3B3 

Borneo), 256 

Britannia metal, 190 

Bromate of potassiuni, 21a 

Bromororm, 267 

Brown, A, Crum, 227 

Browne, 217 

Bun sen, 34 

cell, 44 



■ manganese, 173 

mercury, 173 

nickel, 170 

line, 172 

Coehn, 170 

Commercial lead, 189 

Complex cyiinides, 91 

Compounds, organic, Okidntion of, 36r 

■, , reduction of, 335 

Conductors, 3 
Congo red. 277 
Copper, 86 

— and gold, 1S6 

— coinage, 185 

-*■ from aritimony, 181 



-, Clark. 39 

-, cupron. 47 
', Uaniell, 43 
-, Leclanche, 46 



Cells, primary, 39 



-, sodiui 



i,2U 



Chlorates, aio 
Chloroanilines, 247 
Chromale lend, siS 

potassium, 319 

Chrome yellow, S18 

Chromic acid cell, 45 

Chromium from iron, 166 

Clark cell, 39 

Classen, no, 113, 157, 164, 165. 168 

Cobalt, 06 



■ mercury, 160 

nickel, 155 

anc, 157 

Coulomb, 7 
Coulommeler, 17, 13 

-, copper solulion for, 983 

-, gas, 13. E4. 15 

-, mercury, ao 

-, silver, 17 

- weight. 17 
Cruikshank, 85 
Cupron element. 47, 159 

■rent density (CD,), 80 



Cylindrical gauie electrode, 7E 

DanieU. cell, 42, 53 
Davy, I, 34 
Decomposition of water, 6 

- valine, artificial alteration of, 1 

- values of acids, table of. 33 

salts, table of, 33 
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Depolarisation, 37, 43, 45, 46 
Desoxycafleine, 2B7 
Detonaling gas coulommeter, 13 
Diagram of cuirent distribulion, 65 
Dianisidine blue. 378 

dimelhoxybenadine, 377 

Dielectric polarisation, 61 
Dtelbyl adipic acid, S81 

Eiiccinale, 231 

Dischai^ing of accumulators, 5j 
Distributing board, 67 
Distribution of current. 65 
Dyes, preparation of, 371 
Dynamo, 27, 34. 52, 56 

Edison storage cell. 60 
EleclriCRl equivalent of heal, 38 

positions, table of, 37 

quantities. 8 

Electrode, agitating, 196 
, flag, 79 

, rotating, 80, 198 



, preparation of, 8a, 198, 330 

Electrolysis, i 

of organic acids, 225 

Electrolytes, 4 

Electrolytic cell, resistance of, 72 

meter. Wright's, 30 

reclificalion of alternating currents, 

61 
Electromotive force (E.M.F.), 37, 39, 73 
, back, 39. 73 

Engels, 139 
Equivalent weights, 9 
Ethane, 338 
Elhylaniline, 358 
Ethylene, 380 
Ethyl-o-toluidine, 358 
Ethyt potassium maloaate, 283 
— succinate, 2B3 

Fahadav, 1. 7 

deflnilion of a, 7 

Parada.y'3 Law, 7, >2 

— — , experimental proof of. 10 

Fischer, 109, 147 
Flag electrode, 79 
Friedber^er, 315 

GALVAt4l£iNC bath, residues from, 191 



Gas coulommelers. 13, 14, i 
Game electrode, 78 
German silver, 18S 



Gram equivalent, 11 
Graphite, Acheson, 199 
Grouping of cells. 49, 50 
Gun melal, 186 

Haber, 336, 339 

Hackford. i'« Arsenic apparatus, 

Meat, electrical equivalent of, 28 

, mechanical equivalent of, 28 

Heidenreieh, 136 
Hempel's burette, 209 
Heiahydropyridine, 368 
Historical, 3 
Hittorf, 91. 135 

Hollard, 109, 152. 168 
Horse power, 39 
Hydraiobeniene, 243 
Hydrochloride of hydroxylnmine. 



Hydro, 



Ions, s 

Iron, 100, 103 

aluminium, i( 

— — cobalt, 165 

lead, 170 

— — - manganese, i 
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Kilowatt, a8 
Kohn, ti7. 147 
Kolloch, 141, 14a 
Kom, 141 
Kusler, 69 

Le Blanc, fi. 33 
Lead, 136 

accuinulalor, S3 

amalgam, 135 

chromale, 2t8 

electrodes, preparnlioi 

from anlimony, 180 

cobnll, 173 

mercury, 174 

—— nickel, 173 

^^— silver. 177,189 

, while, 3 16 

Lehteldt. 7. 33 
Liquid resistance, 75 
Liib, 335, 373 
Logarithm tables, 391 
Luckow, 133, a 16 

Magnus, 85 



_ nickel, 173 

Measurements of currei 
Mechanical equivalent 1 
Mercury, 104, 107 
coulommeler, ao 



manganese, 174 

— nickel, 173 

lin,ii« 

jnpbarmaceudcal preparations. 107 

Metallic hydroxides, 220 

— sulphides, 221 

Meter, Wrighl's electrolytic, ao 

Method for regulating potential, 158 

Methyl alcohol. 232 



I Molybdenum, 142 

I Monosulphide of sodium, 

Moore, 23s 

MUller, 144, 315 

Nalder ammeter, 33 



Naphthionic acid, 378 
Naphthol, P , 374, 376 

tare of cathode, influence of, i 

galive pole, 35 

— and positive electricity, 35 
Neumann. 131 

Nickel. 92 

— coinage, 187 

— from cobalt. 170 



, 16s 



- lead, 1 



Nitrobeniyl alcohol (para-), 37a, 380 

Ohm's Law, 71 
Orange II.. 274 
Organic acids, electrolysis of, aaj 

radicals, 103 

: Origin of electrochemistry, 3 
Ortho-chloroaniline, 247 

- -ethyl loluidine, 268 

- xylene, 278, 380 
Ostwald, 33 

Oxidation of benzene derivatives, 378 

Palladtum, 129 
Para-am idopbenol, 288 
— -chloroaniliue, 247 

nilrobeniyl alcohol, 278, 280 

phenylenediamine, 344 



!. 49. 50 



-xylen. 
Parallel grc 
Pellini, 130 
Percentage of metallic compoi 

table of, 286 
Pennanganale, potassium, 218 
Permanganates, 140 
Peroxide, lead, 216 
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Persulphati 



n, S04 



PetsiUphales, estimation of, 305 
Persulphuric acid, 300 

, estimation of, 305 

Pharmaceutical preparations, mercury 



1, 107 



a-amido, 288 
iamine, para-, 244 



I, 128 



Plants, 53 
Platinui " 
Polaris: 

, cell, 73 

Pole papers, 68 

Ponceau a. G, 277 

Porous cells, preparation of, ajl 

Potassium bromate, S13 

chlorate, 311 

chromale, 319 

ethyl-malonate, 383 

elhyl-succinate, 283 

iodate, 218 

perbromate, 215 

perchlurale, 214 

permanganate, 218 

persulphate, 303 

Potential, regulation of, 158 

variable for separating metals. 151 

Preparation of aio-compounds, 373 

electrodes, 83, 198, 23° 

lead electrodes 350 

porous cells, 251 

Preparations, 195 
Primary cells, 34 
Proof of Farsday's Law, experimenlal, 

Piirone, 256 
Purpurogallin, 361 
Pyrogallol, 309, 361 



1, Lord, 40 
Reagents and materiab. 382 
Rectification of alternating currents. 
Reduction in acid solution, 236 

alkaline solution, 239 

, of carbonyl group, 249, 253, 3f 

nitro group, 333 

organic compounds, 335 

Regulation of current. 69 



Residues, linc in, 191 
Resistance liquid, 75 

of electrolytic cell, 72 

— — ; table of. 70 

wire, 69, 74 

Resistances, 68, 69, 72-75 
Rhodium, 188 
Rotating electrode, 80 

Sand and Hackfofd's arsenic appa- 
ratus, ISO 
Separation methods. Bollard's, 152 

, by variation of potential, 151 

of Hallides, 143 

, nature of cathode upon, 

Series grouping of cells, 49, 30 
Shunt circuit, 23, 24 
Silver, 121 

coulommeler, 17 

from antimony, 178 

cadmium, 176 

— - cobalt, »7i 

copper, 157 

lead, 177, 189 

m«cury, 174 

line, 179 

, German, 188 

, sterling, 185 

Smith, E., 107, 125. "9, H'- i-t^. '.S^- 

160 
Sodium bromate, 213 

— hypochlorite, 306 

Solenoid, 22 

Solution, agitation of, 198 

for copper coulommeter, 282 

Specific resistance, 70 
Speculum metal, 186 
Spencer, 160 
Standard arsenic mirror, 149 

sulphuric acid, 146 

Sterling gold, 186 



r, i8s 



Sulphanilic acid, 274 
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Sutphaling, 59 
Sulphides, metallic. 821 
Sulphur heptoside, aoo 
Sulphuric acid, standard, 148 

Tables of logariihms. 393 
Tafel, 233, as3. 255, 356 
Teeple, 263 
Tellurium, ISO 
Temperature coefficients, 70, 71 
Thallium. 131 

as onide, 140 

Theoretical pmxntage Of metals i 

salts, aS9 
Thorpe's arsenic apparatus. 148 
Tin. 112 
Tin from antimony. iSi 

mercury, 176 

alver, 177 

Toluene, 378, 379 
Toloidines, 338, 358 
Trade. Board of, cell, 40 
Triohloraoetic acid. 327 
Tropaolin OOO I., 274, 276 

CKX)II,,a76 

Trotman, S. R., 150 
Trucbol, 143 

Uranium, 141 
Uric acid, 356 
Useful data. 3S5 



Valencies of ions. 4 

Values of adds, decomposition, 32 

bases, decorapoation, 32 

salts, decomposition, 32 

Vanadium. 14S 

Variable potential. 151 

Volu, I, IS 

Voltage, decomposition values of, 39 

polarisation, 73 

Voltameter. 13. 35 
Volt-coloumb, 37 
Voltmeter. 24 
Vortmann, 133. 143 

Walker. 337 
Wallace. 135. 156 

Watt, 38 

Watt-kilo. 38 

Weight coulommeler, 17 

Weston ammeter, 88. 36 

White lead, 216 
! Wimmenaneur, ..7 
Wright's electrolytic meter. 30 

Zinc, 118 

I from cobalt, 173 

! copper, 157 

I iron. .64 

' nickel 172 

, silver, 179 

1 residues in galvanising tmth, 191 



THE END 
JAN 10 1918 
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